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PREFACE FOR VOLUMES III. AND IV. 


Ore Dressing appeared as a two-volume book in 1903. Since that time 
advances in the art of concentrating ores have been exceedingly rapid and in 
some instances well-nigh revolutionary. Investigations have been made for 
the purpose of explaining the principles of ore separation, new concentrating 
devices have been invented and installed in the mills, and the mills themselves 
have been greatly improved. For these reasons the time seems to have come 
to bring the subject up to date. When this present work was started in Octo- 
ber, 1906, it was thought that something in the nature of a small supplement 
or appendix would suffice and on this basis the collection of material was under- 
taken. It soon became apparent that the new work would rank in size with 
Volumes I and II and hence naturally receive the titles of Volumes III and IV. 
The idea of revising and rewriting Volumes I and II seemed to be prohibited 
by reason of the fact that the machines and the mills are so completely inter- 
woven on almost every page that no method of revision appeared adequate to 
the task. 

The new work has therefore taken the form of Volumes III and IV in which 
the subject-matter of Volumes I and II is added to chapter by chapter. In 
selecting machines for description the effort has been made to take only those 
machines that have found practical application. The four volumes have been 
indexed together and the complete index is inserted in each volume. Another 
feature of the book that will be noted is the insertion of the mill numbers in a 
prominent place at the top of the pages in Chapter XLI. It is hoped that both 
of these changes will add to the convenience and usefulness of the book. 

In Chapter XLI there will be found described ninety-four mills represent- 
ing milling practice in the principal mining centers of the world. Many of 
these mills are given in great detail and contain figures as to costs, power, 
water, etc., that should be of the utmost value. Care has been taken in index- 
ing to make this information available. Throughout this chapter tonnages 
are given in tons of 2,000 pounds unless otherwise stated. 

The writer wishes to acknowledge the help that he has received from the 
manufacturers of milling machinery and from the owners, managers, and 
superintendents of mills. This help has been given in the most cordial and 
sympathetic way on all sides. He desires especially to thank Mr. J. R. Finlay 
for the article on costs which appears in Chapter XLII. For a fuller discussion 
of this very interesting subject the writer takes great pleasure in recommend- 
ing Mr. Finlay's book entitled '"The Cost of Mining" which he understands 
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is soon to appear. He desires to thank Mr. Charles Loughridge for his help 
with the manuscript of the Wilfley table, and Mr. Henry A. M'entworth for the 
material contributed with reference to electrostatic separation. Credit has 
been given in the bibliography of the various chapters for all material taken 
from other sources. 

The writer feels especially indebted to Mr. E. S. Bardwell and Mr. E. G. 
Goodwin for their careful and intelligent w'oi'k on the book, also to Prof. H. 0. 
Hofman for his criticism of the manuscript, and to Prof. Charles E Locke who 
has assisted greatly both in criticizing the manuscript and has also reindexed 
Volumes I and II. 
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TABLE 410. 

KEY TO MILL NUMBERS. 


Mill ; 
No I 

(a) 1 

Name. 

Location. 

Ecomjmic Minerals. 

Gangue. 

Capacitv 

Tons in Hours. 

95 'Elkton Consolidated 

1 Minmi; and Milling 
'Compam. 

Elkton, Colorado. 

Nati\e gold, cala’.ente, and 
pynte. 

Quartz, fiuorite, 
and deccjm posed 
granite. 


9u (6j i Central Mill of the 

I North Star Mines 
j Company. 

Grass Valley, i 

California. ’ j 

Nati\ e gold and auriferous 
pynte. 

Quartz and 
duDase 

135 

m 24. 

97. 

r^. , , 

Gold boro, No\a j 

Scotia, Canada. 

Auriferous arsenopy rite 

Quartz and slate. i 

175 

in 24 

98. 1 Haile Gold Mining { 

{Company. 1 

' 1 

Haile Gold Mine, 
Lancaster County, 
South Carolina. 

Nati\e gold and auriferous 
pyTite. j 

j 

Siliceous. 

1 150 

t 

in 24. 

99. 

Selenide Siher Mill. 

Lebong-Donok, 

Sumatra. 

Selenium, siher, and iron 
minerals 

Siliceous 

90 

m lO.cJ. 

100. 

Camp Bird, Limited. 

Ouray, Colorado 

! 

1 

N . Quartz, rhodonite, 

. . ^ and calcite 

galena, sphalente, and a little j 
chalcopynte and magnetite. j 

230 

in 24. 

101. 

Combination Mill of i 
the Goldfield Consoli- 
dated Mining Com- 
pany. 

Goldfield, Ne\ada | 

Gold and siher in iron o.xides Silicined dacite. 

. . ’ ‘ ' also copper { 

■ • ' .h ’ ‘ues in zinc, bis- i 

muth, and antimony 1 

100 

in 24. 

102. 

Custom Mill of the 

W Go;.;*/’ 

K. ; V iP ('ll "Pliny. 

Goldfield, Ne\ada. 

Various gold and silver ores. | Various 

1 

1 

100 

in 24. 

103. 

Liberty Bell Gold 
Mining Company . 

Telluride, 

Colorado. 

Nati\e gold and siher. also | 
argentiferous and auriferous i 
sulphides. I 

Quartz and 
calcite 

350 

in 24 

104. 

Pittibirg- Silver Peak 
CioUi M'niPg Company 

Blair, Ne\ada. 

Gold and siher. 1 

1 

Quartz and { 

alaskite. | 

400 (./)m 24. 

105. 

The Great Boulder 
Perse^erance Mine 

Kalgoorhe, 

.Australia. 

.Argentiferous and auriferous 
telluriJes, pynte, and 
arsenopynte. 

Gray and green j 
schists and quartz. j 

4S0 

in 24. 

106 (tf). 

Homestake Mining 
Company. 

Lead, South 

Dakota. 

Auriferous orides and sul- 
phides, mainly py nte, pyrrho- 
tite, cholcopyrite, and arsen- 
opyrite. 

Quartz and mica 
schist or slate. 

4000 

in 24 . 

107. 

Luipaards-Mei 

Estate. 

Witwatersrand, 
South .Africa. 

Native gold and auriferous 
pyTite 

. e i q'. - z > D- 
Ibles bonded b\ a 
siliceous and fer- 
ruginous cement. 

540 

in 24. 

108. 

Mever and Charlton 
r ' .'.Com- 

Witwatersrand, 
South .Airica. 

Native gold and auriferous 
pyrite. 

Hard conglomer- 
ate and quartz 
pebbles bonded by 
a siliceous and fer- 
ruginous cement. 

360 

in 24. 

109. 

Robinson Deep Gold 
Mining Company, 
Limits. 

Witwatersrand, 
South Africa. 

Native gold and auriferous 
pyrite. 

Hard conglomer- 
ate of quartz peb- 
bles bonded bv a 
siliceous and fer- 
ruginous cement 

1423 

in 24. 

110. 

Simmer Deep, 

Limited. 

Witwatersrand, 
South Africa. 

Native gold and auriferous 
pyrite. 

Hard conglomer- 
ate of quartz peb- 
bles bonded by a 
siliceous and fer- 
ruginous cement 

2400 

in 24. 


VTCi 
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No 

(a) 

Name. 

Location. 

Economic Minerals. 

Gangue. 

Capacity. 
Tons m Hours. 

ii: 

D- Go’d 

‘^Company 

Orick, California. 

Native gold, platinum, mer- 
cury and magnetite, ilmenite, 
chromite, garnets, and zircon. 

Quartz and 
pyroxene silicates. 

1200 

in 24. 

112. 

The Central Mill of the 
Twehe Apostles Mine. 

Gurabarza, Tran- 
sylvama, Hungary. 

Native gold and auriferous 
sulphides. 

Trachyte, por- 
phyry, and green- 
stone. 

465 

in 24. 

113. 

r M ’ 

- ■ * - V ^ 

Georgetown, 

Colorado. 

Native gold, argentiferous 
chalcopyrite, galena, sphale- 
rite, and pynte 

Hard quartz and 
decomposed feld- 
spar. 

175 

in 24. 

114 

“The 60 Mill” of the 
Tomboy Gold Mines 
Company, Limited 

Telluride, 

Colorado 

Native gold and silver, argentif- 
erous and auriferous galena, 
sphalerite, and pyrite. 

Quartz. 

300 

in 24. 

115 

El Potrerito Mill. 

El Potrerito Camp, 
Chihuahua, 

Me.xico. 

Native gold and silver, argen- 
tite, pyragyrite, proustite, 
tetrahedrite, and pyrite. 

Quartz. 

20 (d) in 24. 

116. 

Concheno Mill. 

Concheno Camp, 
Chihuahua, 

Me.xico. 

Native gold and silver, argen- 
tite, pyragv'rite, proustite, 
tetrahedrite, and pyrite. 

Quartz. 

150 id) in 24. 

117. 

Desert Po\\er and 

Mill Compan} 

Millers, Nevada. 

Gold, silver as sulphides and 
sulphantimonides, pyrite and 
chalcopyrite with traces of 
other minerals. 

Quartz, sericite, 
andalusite, and 
calcite. 

4S5 

in 24. 

IIS. 

El Oro Mining and 
Railway Company, 
Limited 

El Oro, Estado de 
Mexico, Mexico. 

Gold, silver, and pyrite. 

Siliceous. 

775 

in 24. 

119. 

The Coniagas Mines, 
Limited. 

St Catharines, 
Ontario, Canada 

Sraaltite, niccolite, and silver 
both native and as sulphides. 

Calcite and slate 
conglomerate. 

90 

in 24. 

120 (/). 

Bunker Hill and Sulli- 
van Mimng and Con- 
centrating Com- 
pany. 

Kellogg, Idaho. 

.Argentiferous galena, pyrite, 
chalcopjrite, and sphalerite. 

Siderite and 
quartz 

3000 

in 24. 

121. 

A' 

. v- .A..- .'■ !, 

and Smelting Com- 
pany. 

Wallace, Idaho. 

.Argentiferous galena, pyrite, 
and sphalerite. 

Quartzite and 
quartz. 

450 

in 24. 

122 ig). 

Morning Mill of the 
Federal Mining and 
Smelting Company. 

Mullan, Idaho. 

.Argentiferous galena, pyrite, 
and sphalerite. 

Siderite and 
quartz. 

300 

in 24. 

123. 

Hecla Mining 

Company. 

Burke, Idaho. 

.Argentiferous galena, pyrite, 
and sphalerite. 

Quartz and 
basalt. 

250 

in 24. 

124 Oi). 

Mill Number 3 of the 
Federal Lead Com- 
pany. 

Flat Ruer, 

Missouri. 

.Argentiferous galena and 
pyrite. 

Calcite and 
dolomite. 

2600 

in 24. 

125 (/). 

Smuggler Mining 
Company. 

.■\spen, Colorado. 

Native silver, a^gen^'ferou® 
galena, pjrite, . rgemiiVn'i’- 
barite, sphalerite, and smith- 
sonite. 

Dolomite and 
quartz. 

400 

in 24. 

126 (j). 

Hoffman Mill of the 
[St. Joseph Lead 
Company. 

Lead wood, 

Missouri. 

Galena and a little pyrite. 

Limestone. 

1200 

in 24. 

127. 

St. Louis Smelting and 
Refining Company. 

Desloge, Missouri. 

Galena. 

Dolomite. 

ISOO 

in 24. 

12S 

Block 10 Mine. 

Broken Hill, New - 
South Wales, 
.Australia. 

Argentiferous galena and 
sphalerite. 

Rhodonite and 
rhodochrosite. 

575 

in 24 

129. 

The Broken Hill 
Proprietary Mine. 

.Australia. 

■■ 

Argentiferous galena and 
sphalerite with some car- 
bonates. 

Quartz and 
rhodonite. 

1000 

in 24. 

130. 

The Sulphide Cor- 
poration, Limited. 

Central Mine, 
Broken Hill, New 
South Wales, 
.Australia. ■ 

.Argentiferous galena and 
sphalerite. 

Rhodonite and 
quartz with some 
rhodochrosite. 1 

700 

in 24. 

131. 

1 Daly- Judge Mining 

1 Company. 

Park City, Utah. 

.Argentiferous galena, sphal- 
erite, and pyrite. 

Limestone and 
quartzite. 

400 

in 24. 
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MiU 

No. 

(a) 

Name. 

Location. 

Economic Minerals. 

1 

Gangue. ! 

Capacity 

Tons in Hours. 

132. 

OaK-West Mining 
Company. 

Park Citj, Utah. 

Tetrahedrite, galena, sphal- 
erite, and chalcop\nte with 
some carbonates. ' 

Limestone and j 
quartzite. 

500 

in 24 

133. 

[\ anhoe Mill of the 
Minnesota Sih er Com- 
pany, Limited. 

Sandon,^ British 
Columbia, Canada 

Argentiferous galena and 
sphalerite. 

Slate and 
siderite ic). 

150 

in 24. 

134. 

Monitor Mill of the 
Momtor and Ajax 
Fraction, Limited. 

Roseberrj, British 
Columbia, Canada. 

.\rgentiferous galena, and ! 

sphalente. 

Slate and ! 

Siderite (f) | 

1 

100 

in 24. 

135. 

Magnetic Plant at the 
Central Mine. 

Central Mine, 
Broken Hill, New 
South Wales, 
.■\ustralia. 

.Argentiferous galena, sphal- ; Rhodijnite and j 
erite, and pjnte. 'quartz with some 

jrhodochrosite. 

1 

240 

in 24. 

136 (/:) 

The Frisco Consoli- 
dated Mining Company. 

Gem, Idaho. 

Argentiferous galena, sphal- j Quartzite 

enle, and magnetite j i 

400 

in 24. 

137 (/). 

Ferraris Calamine 

Mill. 

Monteponi, 

Sardinia. 

Calamine, smithsonite, hm- Calcite. dolomite, j 

omte, galena, cerrusite, side- and bante , j 

nte, and sphalerite with small ; 1 

siUer \alues. 1 

240 

in 11. 

13S. 

Velardeha Mining and 
Smelting Company. 

Velardena, Durango, 
Mexico. 

Argentiferous galena, sphal- 
erite, and pjrite 

Hard porphyrj’ 
with a little 
limestone 

175 

in 24. 

139. 

Minas Tecolotes y 
Anexas. 

Santa Barbara, 
Chihuahua, Mexico 

.Argentiferous and auriferous 
galena, sphalerite, and pyrite 

Quartz. 

600 

in 24 

140. 

Colorado Zinc 
Company. 

Denver, Colorado. 

.Argentiferous and auriferous ' Quanz 
galena, sphalente, and p\ rite 

75 

in 24. 

141. 

Empire Zinc 

Company. 

Canon City, 
Colorado. 

.Argentiferous and auriferous [Quartz, 
galena, sphalente, and p> nte. j 

150 

m 24 

142. 

The Humph-ev Mill of 
the C cotL* Cpi’eJ 
Mines. 

Creede, Colorado. 

.Argentiferous and aunfcrous 
galena, sphalerite. pjTite, and 
hematite. 

Altered trachyte 
and quartz. 

275 

in 24. 

143. 

Gold Pnnce Mines. 

.\nimas Forkes, 
Colorado. 1 

Native gold, tetrahednte and 
auriferous pvrite, sph.derite, 
galena, and chalcop>Tite 

Quartz and 
rhodomte. 

500 

in 24. 

144. 

Silver Lake Mill of the 
Garfield Smelting 
Company. 

Silverton, Colorado. i Argentiferous and auriferous 

1 galena, chalcopynte, pjnte, 
|and sphalente. 

Quartz and 
rhuduchrosite. 

350 

in 24. 

145. 

jOre Dressing Plant of 
the Mines de Pierre- 
titte. 

Pierrefitte, Nestalas, 
Hautes Pyrenees, 
France. 

Galena and sphalerite. 


150 

in 24. 

146. 

Ore Dressing Plant of 
the Neue Helene Mine 

Hohenlohe Werke, 
Upper Silesia 

Sphalerite, galena and pyrite 

Dolomite 

280 

in 10 

147. 

New Central Mill of 
the Atkien Company. 

Vielle Montagne, 
Aachen, Prussia. 

Sphalerite, pynte, and galena 

Calcite and 
dolomite in a 
clajej sliale. 

110 

in 10. 

14S. 

Mills Mining and 
Reduction Company. 

Hazel Green, 
Wisconsin. 

Sphalerite, marcasite, and 
galena. 

Limestone 

200 

in 10. 

149. 

.\delaide Star Mines, 
Limited. 

Golconda, Nevada. 

Chalcopyrite, pyrite, sphal- 
erite, and galena. 

Hard quartz with 
spinel and garnet 

125 

in 24. 

150 (w). 

. New Central Ore 
Dressing Plant. 

Clausthal, Ger- 
many. 

Galena, sphalerite, chalcopy- 
rite, and siderite. 

Mica and argilla- 
ceous schists, cal- 
cite, rtuospar, and 
quartz 

360 

i 

in 10. 

151. 

The Compania Minera 
Del Tiro General. 

Charcas, San Luis 
Potosi, Mexico. 

Pyrite, sphalerite, galena, and 
chalcopyrite as well as surface 
carbonates and oxides. 

Siliceous lime- 
stone. 

1 100 ic) in 24. 

! 

152 (m). 

Number 2 Mill of the 
New Jersey Zinc 
Company. 

Franklin Furnace, 
New Jersey. 

Zincite, willeraite, and frank- 
linite besides a number of 
minerals of minor importance. 

Calcite and 
biotite. 

1200 

in 24. 

153. 

Magnetic Separating 
Plant of the Krupp 
Mining Administration 

Kirchen on the 

Sieg, Germany. 

Siderite and rhodochrosite. 


20 

in 10. 
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No 

ia) 

Xame. 

Locati on. 

Economic Minerals. 

Gangue. 

Capacity. 
Tons in Hours. 

154. 

01i\er Iron Mining 
Company 

Hibbing, Minne- 
sota. 

Hematite and limonite. 

Taconyte. 

1000 

in 10(c). 

155 (o) 

Longdale Iron Com- 
pam. 

Longdale, Virginia 

Limonite of concretionary 
structure. 

Clay and shale 
with sandstone 
and pebbles 

200 

in 10 

150. 

Cranberrj Mill. 

Cranberry, North 
Carolina. 

Magnetite 

Hornblende, epi- 
dote, quartz, and 
feldspar. 

350 

in 10. 

157 ' 

C-.-r -r ^M1 of 

. " V. 

Company . 

Wharton, New 
Jersey. 

Magnetite. 

Granite 

360 

in 24. 

15S (g) 

Witherbee, Sherman 
and Company, Inc. 

Minenlle, Esse.x 
County, New York. 

Magnetite and apatite. 

Gneiss, silica, 
feldspar, and 
hornblende. 

1500 

in 10. 

159. 

Lebanon Plant of the 
Pennsylvania Steel 
Company. 

Lebanon, 

Pennsylvania. 

Magnetite, chalcopyrite, and 
pyrite. 

Limestone and 
sandstone slate. 

975 

in 24. 

100. 

Concentrator Number 

2 of the Moctezuma 
Copper Company 

Nacozari, Sonora, 
Mexico 

Auriferous chalcopyrite, 
pyrite, and bormte. 

Quartz. 

2000 

in 24. 

101 (r). 

Anaconda Copper 
Mining Company. 

.\naconda, 

Montana. 

Chalcodte, bornite, enargite, 
cupriferous pyrite, covellite, 
sphalerite, galena, and a little 
chalcopyrite. 

Quartz and 
altered granite. 

8800 

in 24. 

162 U). 

Boston and Montana 
r. < \C -.oer 

1 « 1 ' 

Company, 

Great Falls, 
Montana. 

Tetrahednte, tennantite, and 
telluride, chalcocite, bornite, 
enargite, cupriferous pyrite, 

. ■ ‘ lena, and 

Quartz and 
altered granite. 

3000 

in 24. 

103 

Basin Reduction 
Company. 

Basin, Montana 

Argentiferous and auriferous 
copper sulphides 

Granitic. 

1000 

in 24. 

164 (/). 

Butte Reduction 

Works. 

Butte, Montana. 

•Argentiferous and auriferous 
chalcocite, bornite, chalco- 
pyrite, pyrite, and sphalerite. 

Quartz and 
decomposed feld- 
spar. 

500 

in 24 

105. 

Boston Consolidated 
Mining Company 

Garfield Beach, 
Utah. 

Argentiferous and auriferous 
chalcopyrite, chalcocite, and 
bornite. 

Porphyry 

3000 

in 24. 

166. 

Cactus Mill of the 
Newhouse Mines and 
Smelter 

Newhouse, Utah. 

Argentiferous and auriferous 
pyrite, chalcopyrite, and 
native copper 

Granite. 

1000 

in 24. 

167. 

Garfield Plant of the 
Utah Copper 

Company 

Garfield, Utah. 

and auriferous 
' ■ . » , .irmte, and 
chalcopyrite. 

Porphyry. 

6000 

in 24. 

168. 

The Caucasus Copper 
Company, Limited. 

Dzansaul, Kutais, 
Russia 

.Argentiferous and auriferous 
chalcopyrite. 

Siliceous. 

500 

in 24. 

109. 

Girou.^ Consolidated 
Mines Company. 

Ely, Nevada. 

Argentiferous and auriferous 
chalcopyrite, chalcocite, and 
melaconite. 

Monzonite and 
talcose-quartz. 

800 

in 24. 

170. 

Steptoe \’alley Smelt- 
ing and Mining 
Company. 

McGill, Nevada. 

Argentiferous and auriferous 
chalcocite, py^rite, chalcopyrite, 
melaconite, magnetite, and 
limonite. 

Quartz — 
porphyry. 

4000 

in 24. 

171. 

Concentrator Number 

6 of the Arizona Cop- 
per Company, Limited. 

Morenci, Arizona. 

Argentiferous and auriferous 
chalcocite. 

Siliceous. 

700 

in 24 

172. 

Detroit Copper Mining 
Company of Arizona 

Morenci, Arizona. 

Chalcocite and other copper 
sulphides. 

Siliceous. 

1100 

in 24. 

173. 

Concentrator Number 

2 of the Cananea 
Consolidated Copper 
Company. 

Cananea, Sonora, 
Mexico. 

Argentiferous and auriferous 
chalcopyrite, chalcocite, 
pyrite, and native copper. 

Siliceous and 
talcose. 

2800 

in 24. 

174. 

Old Dominion Copper 
Mining and Smelting 
Company. 

Globe, Arizona. 

Argentiferous and auriferous 
chalcocite, pyrite, and native 
copper. 

Highly kaolinized 
and siliceous 
porphyry. 

500 

in 24. 
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Mill 

No 

ia] 


Location Econc.r’.ic Mi^'era’- 


Gan4 


CaoaGt: . 
Tuns in Hoars. 


175 (JO Eustis Mining Eusii-, Quebec, Cupriferous p\ rite. Qu..n/. 200 (u jin 24 

Compam. Canada. ' uni 'lii- 

i , ccwu- iip-'e'tune 


170. 'Pike Hill Mines, iCuHnin, \ermont Chalcopxrite and p^rrn>jtiie. ''JiccoU' 40 ia 24 

Incorpiirated 


177 c) 

Calumet and Hecla Calumet, Michigan Natue copper and sil’.er. 'Rh\ul'te cop- 10200 in 24. 

Mining Compan> , v ith ' 

j 1 c..lciLe, epidote, , 

I 1 ap-'i mcriue. | 

17S. 

Baltic Mining Baltic, Michigan. ^ Name arsenical copper and Baltic ar:>gda- ‘2600 in 24. 

Compam. .melaconite. I'oil 1 

179. 

Champion Copper Painesdale, 

Compam Michigan 

Name copper Baltic amjgda- |3900 in 24 

kiiu 1 

ISO 

The Trimountam Tnmuuntain, 

Mining Company. i Michigan 

Natiie copper. Baltic ami gda- 2100 in 24. 

icid ' 1 

181 (-..•) 

Osceola Consolidated 
Mining Companj. 

Opechee, Michigan. 

Natue copper Osceola amjgcia- '5250 in 24. 

,loid, caicite, p’-eh- ! 
a’te. and magne- ! 
lute 

182 (V) 

Quincy Mining 
Comixim . 

Hancock, 

Michigan. 

Natue copper 'Pewabic am\gda- 4700 m 24. 

'loid 1 

183. 

.\rminius Mines. 

Mineral, Louisa 
Counij, Virginia. 

1 j 

Cupriferous pjnte. jSlate. | 250 in 10. 

184. 

Pyrite Dressing Plant 
of the Verein Chemi- 
scher Fabriken 

^ I nrger OT. wc-k , 

Rohnau, Silesia. 

Pyrite. 


150 in 20. 

1S5 (y) 

Dressing Tin Ores at jounnis Lake, East 
the Old Chtters Mine. jCorm\all, England. 

Cassitente, wolframite, pj rite, 
arsenop\rite, and chalcopynte 

Quartzite, 
granites, etc. 

100(£f)m 24. 

186 (=) 

General Practice of 'Quebec, Canada. 

Asbestos Dressing. j 

.\ctinolite and chrysotile 

Hornblende and 
serpentine. 


187 

Cinnabar Ore Dressing lldria, Austria. 

Cinnabar. j 


ISS (t) 

Diamond Washing. [ South Africa, Diamonds. jPorph\niic per- 

1 i ,idoiite‘. 



^a) Mills 1 to 94 inclusi\e as well as a few others will be found described in Ore Dressing, Vol. II , Chapter XX. 

(b) See Ore Dressing, Vol II., p lOlS U) Probably, (d) .\bout (el See Ore Dressing, \ol. II, p. 1025 (/I See 

Ore Dressing, Vol II , p 937. (g) See Ore Dressing, Vol II , p. 940. ih) See Ore Dressing, \'ol. II , p 920 (f) See 

Ore DrL-=-=ipg Vol II., pp. 933 and 1004 (j) See Ore Dressing, Vol II , p 924 ik) See Ore Dressing, Vol II., p. 942. 

( I ''CO Ore Dressing, Vol II , p 1000. (jh) See Ore Dressing, Vol. II , p 905. («) See Ore Dressing, Vol II., p. 1060. 

(o) See Ore Dressing, Vol. II., p. S90. (/>) See Ore Dressing, Vol. II., p 105S. (^) See Ore Dressing, Vol. IL, p. 1059. 

(r) See Ore Dressing, Vol. II , p 9S4 0) See Ore Dressing, Vol II , p 974. (/I See Ore Dressing, Vol. II , p 9S7. 

(u) See Ore Dressing, Vol. II., p 904. iv) See Ore Dressing, Vol. IL, p 990. (z^’) See Ore Dressing, Vol. IL, p. 994. 

(.v) See Ore Dressing, Vol. II , p. 99S. (y) See Ore Dressing, Vol., II p. lOSl. (s) See Ore Dressing, Vol. II., p. 1079. 

(*) ^e Ore Dressing, Vol. II., p. 1074. (f) See Ore Dressing, Vol. U., p. lOSO. 





CHAPTER XU. 

SUMMARY OF PRINCIPLES AND OLT?LINES OF MILLS. 


§ 1416. Summary of Principles. — The student will find the principles of 
separation given at some length in Ore Dressing, VoL III., Chapter XXII. 
One new principle (electro-conductivity) has been applied with fair success 
and its application will be described later. For the convenience of the reader 
a list showing the methods of using these principles, as taken up in detail in 
Ore Dressing, Vol. II., pages 889 to 892, will be enumerated: 


Hand picking. 

Sizing by screens. 

Sizing by a water film on a surface. 
Sorting by free settling. 

Elutriation. 

Sorting by hindered settling. 
Suction. 

Sorting by settling in air. 
Momentum and trajectory. 
Agitation. 

Greasy flotation. 


Plate amalgamation. 

The greased plate. 

Electro-Conductivity. 

Magnetism. 

Roasting for Magnetism. 
Roasting for Porosity. 
Decrepitation. 

Centrifugal force. 

Brittleness imder crushing force. 
Friability imder a blow. 


It is well, at this place, to say that greasy flotation or the surface tension of 
a liquid, as a method of separating values from waste, has advanced from a 
position of practical obscurity to one of considerable prominence. The prin- 
ciple is now being used successfully at a few mills, and with good results, on 
the galena-sphalerite ores of Broken Hill, New South Wales, Australia. The 
same principle is employed by Macquisten, in his method of separating the lead, 
zinc, iron, and copper sulphides at Golconda, Nevada. 

Electro-conductivity. — Many minerals have been found to be capable of 
conducting electricity, some to a greater degree than others, while the waste 
rock or gangue is often a non-conductor. This principle of ore separation is 
made use of by several electrostatic separators, including the Blake, Huff, and 
Sutton, Steele, and Steele machines. 

§ 1417. Combinations op Principles op Separation. — A few of the above 
principles of concentration, if used alone and unassociated with others, would 
give a commercially complete separation of the values from the gangue in given 
ores; but it may be stated that a majority of the principles would give little 
or no concentration unless two or more are used in combination. Several 
such combinations are given in Ore Dressing, Vol. II., p. 891, and the reader 
is referred to that place for them. 

The combinations and orders of arrangement have become so numerous 
and varied that for the more modem practice the author refers the student 
to the mill schemes and outlines as given later in this chapter. 

§ 1418. Theoretically the proper combination of principles should give a 
perfect sejmration with a given ore. Practice, however, seldom, if ever, 
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obtains such results, and the chief reasons for imperfect work are given below 
in the order of their importance: 

a. Fine slimes. 

b. Included grains. 

c. Flattish grains. 

d. Compact grains (if concentrator is run too fast). 

e. Oxidized or weathered grains. 

The actions of a, &, c, and d are described in Ore Dressing, Vol. II., page 892. 
Oxidized or weathered grains c, seem to affect the flotation and magnetic 
processes, in that a lower extraction is obtained when working over old waste 
dumps which have been exposed to the weather than when handling freshly 
made tailings of a similar nature. 

Table 542 shows the general character of the ore and gangue, the average 
percentage extraction and the number of mills from which the general results 
are obtained in many districts and on various ores. A more detailed table 
will be found in the following chapter. These results have been obtained from 
a study of Mills 95 to 188 inclusive as given in this chapter. 


TABLE 542. — SHOWING THE GENERAL CHARACTER OF THE ORE AND GANGUE 
AND THE AVERAGE PERCENTAGE EXTRACTION MADE IN VARIOUS DISTRICTS. 


District. 


California 

Eastern 

South Dakota 

California Dredge . ... 

Witwatersrand, South Africa 

Transylvania, Hungary 

Colorado 

Nevada 


Mexico . 
Australia 
Sumatra 


Colorado 


Missouri 

Mexico 

Utah 


Australia 

Clausthal, Germany 


Pyrenees, France 

Upper Silesia 

Prussia 

Germany 

Minnesota •. 

New York . .? 

Virgim'a 


Ore. 

Gangue. 

Gold 

Quartz and diabase 
Siliceous 

Quartz and mica schist 
or slate . . . 

..... 

Gold and silver . . 

Quartz, pebble conglom- 
erate . . . 

Trachyte, porphyry, and 

greenstone 

1 Quartz 

( Quartz and feldspar . . . 
Quartz and silicified 




Quartz 

Schist and quartz 

Siliceous 

Gold, silver, lead and 
copper 

Quartz, limestone, and 
rhodonite 

Silver and lead 

Limestone 

Porphyry and limestone 

Silver, lead and zinc . 

Limestone and quartzite 

Silver, lead and zinc. . 

Quartz and rhodonite . . 

Lead and zinc 

Schist, quartz, and lime- 
stone 

Zinc 

Dolomite 

Limestone 

Iron and manganese . 
Iron 


Taconyte . . 


Gneiss and granite 

Sandstone, shale, and 
pebbles 



Average Percentage 
Extraction. 


Number of 
Mills Re- 
sults are 
Taken 
From. 


96.0 gold 1 

51.0 “ 2 


95.0 “ 1 

66.0 “ 1 


94.1 


3 


1 

i 


84.0 

93.5 


55.0 ■ 

94.0 


89.6 gold 

90.6 silver 


83 3 gold 

45.0 silver 


91 5 gold and silver. . 

71.0 gold 

50 0 silver 

88.0 gold 

67 3 silver 

83.0 lead 


1 

1 

1 

1 

1 

1 

2 

1 

1 

1 

1 

1 

2 

2 

1 


lead 

60.7 silver 

81.6 lead 

76.0 silver and lead 

f 62.7 silver 

77.4 lead 

[ 56 0 zinc 

I 62.3 silver 

72.1 lead 

[ 72 A zinc 


1 

1 

2 

1 

2 

2 

2 

1 

2 

1 


(46.9 lead 

( 35 4 zinc 

(74.3 lead 

(74.7 zinc .... 
76.0 zinc . ... 

85 0 “ 

( 74.1 iron . ... 
( 73.9 manganese 
82.9 iron 
92 9 “ .... 


1 

1 

1 

1 

1 

1 

1 

1 

1 

3 


88 0 “ 1 
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TABLE 542. — {Continued). 


District. 

Ore. 

i 

Gangue. ! 

i 

1 

A^e^age Percentage 
E.xtraction 

Number of 
Mills Re- 
sults are 
Taken 
From. 

Pennsylvania 

Iron and copper 

Limestone and sandstone j 
slate 

i 

94 3 iron 

33 3. 

1 

1 

Nevada 

Gold, silver, and copper 

Talcose-quartz .... | 

"'.7 -i:'..- ..nd 

copper 

1 

Montana . . . . . 

1 

Silver and copper . . 

Granite 1 

t 7S.2 sil\er 

^ S0.5 copper . j 

2 

2 

Lake Superior, Michigan . 

Copper 

Amygdaloid 

SO 0 copper ... 

82 5 “ ... 1 

1 

Utah 

Porphyry and granite . i 

1 

Vermont ... 

Mexico and South Western 

' 

Siliceous I 

Talcose and siliceous por-i 

6(5.7 “ 

1 

United States 

“ . . . . . i 

phyry’ .. .... | 

Sl.O “ 

4 

Silesia . . . 

PjTite 

85 0 pjTite . 

1 

Cornwall, England . . 

Tin and tungsten . . . i 

0 — '*'* ‘ 

89 1 tm and timgsten 

1 

South Africa 

Diamonds ! 

1 

'■ 1 

98.0 diamonds ... . 



Schemes of 

Mill Treatment. 




§ 1419. So many changes have been made in concentrating methods since 
the appearance of the first two volumes of Ore Dressing, that it has been con- 
sidered wise to place the outlines of a large number of mills, showing the most 
modem practice in concentration, in this chapter. With this end in view, 
ninety-four outlines of mill schemes follow. Some represent mills, given in 
Ore, Dressing, Vol. II., Chapter XX., which have been remodeled and rearranged; 
and it is interesting to compare these with the older schemes. A number of 
completely new and modem mill outlines are also presented for the reader’s 
study. 

§ 1420. Methods of Study. — The outlines as presented in this chapter 
are so intricately involved with detail that the author will, at this point, give 
the key or method of analysis which he has found best adapted to simplify the 
study of the same. After getting the process in mind by use of the key, the 
student may then, with a great deal of profit, turn to the "details of the schemes 
which contain so many good points that it is not deemed wise to omit them 
altogether. 

The key or method of analyzing the mill schemes as used by the author 
is first to set all the screen sizes or classifiers in a colunrn. Follow each with 
the concentrating machine to which the coarser size goes, and then in a third 
column give the products made by each concentrator. In a fourth column 
give the crusher to w^hich the middlings go, and in the fifth the maximum size 
of grain to which each crusher is set to crush. In a final column set down 
the name of the concentrator to which the re-crushed products go. In order 
to make this method of study clear three outlines have been arbitrarily selected 
as examples of typical mills. In these keys the machine numbers used are the 
same as are used in the detailed outlines which will be found for comparative 
study imder the mill numbers. After a study of these keys and their connection 
with the detailed flow sheets, further investigation of other schemes should be 
a comparatively easy task. 
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KEY TO THE OUTLINE OP MILL NO. 100. 


Screens and 
Classifiers. 

Concentrators. 

Products. 

Breaker or Crusher. 

Limit of 
Crushing. 

Destina- 

tion. 




(2) Blake 

1.75 inches . . 
.0235 inch . 





(5) Stamps 


(6) Plates 



1 Pulp 



(S)' 

(8) 

(11) 

(14) 

(12) 


(7) Sand traps 

(8) Quick traps 

(11) Clean-up pans 

(12) Quick trap 

(14) Frue vanners 

(18) Plates 

(21) Frue vanners 

(23) Wilfley tables 

( Coarse sand . . 






1 Pulp 



Pulp 



(16) Spitzkasten 

{ Am^gam *. . 

< Coarse sand * . 






{ Concentrates * 

( TaiUngs 
{ Coarse 

( Fines 




7 . ' 

"‘5 . 

(16) 

(18) 

(23) 

( Amalgam *. . . . 



IPulp 

( Concentrates * 
(Tailings* . . 

( Concentrates* 
t Tailings * .... 



(21) 















* Indicates a firdshed product. 


KEY TO THE OUTLINE OP MILL NO. 120. 


Screens and 
Classifiers. 


(2) On 31.76 mm. 


<13) “ 36.00 mm. 
<13) ** 18.00 mm . 


<18) “ 10.00 mm — 

(20) “ 7.00 mm 

(20) “ 3.00 mm 

(24) Through 3.00 mm 


(29) C 3 - '■ 

(29) -i' 


(40) Spitzkasten . 


Concentrators. 


(4) Picking belt . 

(16) Jigs 

(19) Jigs 

(21) Jigs 

(23) Jigs 


(25), (26), and (27) jigs 


(35) Wilfley tables .... 
(37) Wilfley table 


(41) Wilfley table . . 

(43) Vanners 

(46) Wilfley tables . 


Products. 


[ Smelting Ore * 
t Milling Ore . . . 


Hutches . 
Concentrates . 
Concentrates . 
Tailings * , . , 
Hutches . . . 
Concentrates * 
Concentrates . , 
Tailings * ... 

Hutches 

Concentrates * 
Concentrates . 
Tailings * ... 
Hutches ... 
Concentrates * 
Concentrates . 
Tailings * ... 
First spigots . 
Second spigots 
Third spigots 
Fines . . . 
Concentrates * 
Middlings . . . 
TaiUngs* ... 


Concentrates * 
Middlings . . 
Slimes * . . . 
Tailing 
Middlings . . 
Concentrates * 
Tailings 

Slimes* 

Coarse . . . 

Fines 

Concentrates . 
Middlings . . . 
TaiUngs * ... 

Slimes 

Concentrates . 
TaiUngs . ... 
Concentrates * 

TaiUngs 

Slimes* 


Breaker or Crusher. 


(3) Comets. 


(5) 

(14) < 


Limit of 
Crushing. 


'33) Huntington miU . . 
:i7) Rolls 


(22) Rolls. 


(39) Huntington miU . 


(30) jHuntington mills . 


0.8 mm . 


1.6 mm . 


1.5 mm . 


Destina- 

tion. 


(4) 


(13) 

(13) 

(13) 


(13) 

*(i3j* 


(13) 

“(67)* 


(13) 


(29) 


(25) 

(26) 
(27) 
(40) 


(67) 


(29) 

(24) 


(45) 


(67) 


(41) 

(43) 

(45) 

(67) 


(63) 

(45) 

(63) 


(67) 


* Indicates a finished product. 
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Screens and 
Classifiers. 

Concentrators. 






(65) Wilfley tables .... 

(67) Slough-off tank . . . 

1 

(68) On 0.54 mn 

(68) Through 0.54 mm . 

(72) On 0.58 mm 

i 

(80) Wilfley tables 

(72) Through 0.58 mm 

(76) Wilfley tables 

(84) Wilfley tables . . . 



Products. 


Breaker or Crusher. 


I Coarse 

’Fines ! . 

f Co-ff nf-tL.- * . . 
'I.. . 
fC * I . 

i '*■ " *1 • 

1 '1 amngs * . 1 . 

[ Slimes * . 

(Coarse . i . 
1 Finec I 

Concentrates * 
Middlings .. 
Tailings ♦ 


Concentrates * 
Middlings . 
Tailings * ... 
Slimes 

Concentrates * 
^Bddlings . . 
Tailings * 


Limit of 
Crushing 


I • 


Destina- 

tion. 


(65) 

(64) 


(84) 

'(63)’ 

( 68 ) 

(63) 

(71) 

*(S4)* 


(63) 

(71) 


(84) 


* Indicates a finished product. 

KEY TO THE OUTLINE OF MILL NO. 162. 


Screens and 
Classifiers. 


Concentrators. 


Products. 


Breaker or Crusher. 


Limit of 
Crushing. 


Destina- 

tion. 


(4) On 38.1 mm . 
(7) “ 38.1 mm 

(10) 22.2 mm . 


(11) “ 8.0 mm . 

(13) “ 5.0 mm. 


(14) “ 2.5 mm 

(26) 2.5 mm 

(29) Through 2.5 mm . 


(31) 


(15) Harz jigs .. 
(17) Harz jigs . . 

(21) Evans Jigs. 

(22) Evans jigs . 


2.5 mm . 


(50) and (52) Through] 
1.25 mm 


(59) On 2.0 mm 

(59) Through 2.0 mm . 


(5) Picking Belts , 


(30) Evans jigs — 
(32) Evans jigs 

(36) WUfley tables . 
(38) Frue vanner . . 


[ Smelting Ore * 
[ Milling ore . . 


Concentrates * 
Middlings 
Tailing^ 
Concentrates * 
Middlings .... 

Tailing 

Concentrates * 
Concentrp*«f * 
Tailings 
concentrates * 
Concentrates * 
Tailings 




Coarse 

Fines 

Slimes 

Coarse 

Fines 

Slimes 

Concentrates * 
Mddling^ 
Tailings * . . 
Middlings . 
concentrate^ * 
Mddlings 
T ailings * 
Concentrates * 
Middlings . . . 
Tailings * ... 

Slimes 

Concentrates * 
Tailing * , . , 


[ COarse 
E Fines . 


(20) Rolls. 
-■ < 


8.0 mm . 


(27) Rolls. 
(27) RoUs.. 


2.5 

2.5 


mm . 
mm 


,47) EI'jM-.ini-.w!' -ni'N 


1.25 


(51) and (53) Evans ji^ 
(63) Evans tables 


{ Concentrate'^ * 
Middlings 
Tailing^* — 
( Con(^trates* 

( Tailings * ... 


(17) 

( 10 ) 

■( 21 )‘ 

( 10 ) 


(26) 

(26) 
(30) 
(36) 

(63) 

(32) 

(59) 
(63) 

'50)Ln:.52) 

■|'”( 36 )"‘ 

-■2) 

‘( 38 )"* 


(51)and(53) 
' (59) 


* Indicates a finished product. 




1616 


ORE DRESSING. 


Mill 95. § 1423 


Order of Mills. 

§ 1421. Order op Mills. — The order in which the gold and silver mills 
are grouped is as follows: 

A. Washing Followed bt: 

1. Hand Picking and Sizing. 

B. Amalgamation Follo\ved by: 

1. Concentration and Lixiviation of Concentrates and Tailings, 

2. Concentration and Lixiviation of Concentrates. 

3. Concentration and Lixiviation of Tailings. 

4. Lixiviation and Concentration. 

5. Lixiviation. 

6. Concentration. 

C. Concentration Followed by: 

1. Lixiviation. 

D. Lixiviation. 

The remainder of the mills are placed in groups determined by the more 
important values which they save, and in the following order: 

E. Mills Saving only Silver Values. 

F. Mills Saving Silver and Lead Values. 

G. Mills Saving only Lead Values. 

H. Mills Saving Silver, Lead, and Zinc Values. 

I. Mills Saving Gold, Silver, Lead, and Zinc Values. 

J. Mills Saving Gold, Silver, Lead, and Copper Values. 

K. Mills Saving Lead and Zinc Values. 

L. Mills Saving Lead, Zinc, and Iron Values. 

M. Mills Saving Lead, Zinc, and Copper Values. 

N. Mills Saving Zinc and Manganese Values. 

O. Mills Saving Iron and Manganese Values. 

P. Mills Saving only Iron Values. 

Q. Mills Saving Iron and Copper Values. 

R. Mills Saving Gold and Copper Values. 

S. Mills Saving Gold, Silver, and Copper Values. 

T. Mills Saving Copper and Sulphur Values. 

U. Mills Saving only Copper Values. 

V. Mills Saving only Pyrite. 

W. Mills Saving Tin and Tungsten Values. 

X. Mills Saving only Asbestos. 

Y. Mills Saving* only Mercury' Values. 

Z. Mills Saving only Diamonds. 

A. 1. Washing Followed by Hand Picking and Sizing. 

§ 1422. Mill No. 95 gives a general description of this method of concentration 
as generally employed. 

In the Cripple Creek District of Colorado, the values are usually asso- 
ciated with soft material while the hard rock of the vein is almost destitute 
and washing is the usual method adopted to clean the values from the waste. 
Because of the fact that so much waste must be hoisted to get the values the 
cost of mining and treating varies from $3 to $15 and will average about $10 
per ton shipped. 

§ 1423. Mill No. 95. Ore Washing at the Elkton Mine,^®® Cripple 
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Creek District, Colorado. — The ore, as hoisted, is trammed to the ore 
house and delivered to (1), 

1. Trommel, 3 X 10 feet, with holes 1.125 inches in diameter punched in 
0.25-ineh sheet steel 2 inches between centers. A motor drives the trommel at 
8 revolutions per minute. From the mine; delivers oversize to (3) and under- 
size to (2). 

2. Bin. From (1), before the ore is washed; delivers to (4). 

3. Bin. From (1); delivers to (5). 

4. Elevator. From (2); delivers to (21). 

5. Chute through which ore falls and is w^ashed by a spray of water. From 
(3); delivers to (6). 

6. Sorting table and shaking feeder, about 8 feet long. From (5). Waste 
is picked out and sent to (7) and the remainder is delivered to (S). 

7. Cars. From (6) ; hoisted and delivered to dump. 

8. Blake breaker. From (6) ; delivers crushed ore to (9) . 

9. Elevator. From (8); delivers to (10). 

10. Crane washer, which is a circular revolving screen, 40 inches in diameter 
and 12 feet long, carried on rollers, and making from 8 to 12 revolutions per 
minute. The first third of the screen has 0.875-inch holes, the second third 
1.125-inch holes, and the last third, 1.375-inch holes. All screens have round 
punched holes. From (9) ; delivers oversize to (12) and all undersizes to (11). 

11. Bin. From (10); delivers, after sampling, to cyanide plant or smelter. 

12. Washing drum which contains a revolving steel spiral screw, one-third 
submerged in a tank of water. The spiral has 0.375-inch holes near the dis- 
charge end for the delivery of water and slimes. From (10); delivers water 
and slimes to (13) and waste rock to (15). 

13. Slimes tank. From (12); delivers settled slimes to (14) and overflow 
to waste. 

14. Tank with means for drying the slimes. From (13); delivers, after 
sampling, to cyanide plant or smelter. 

15. Picking belt conveyor. From (12) ; delivers hand-picked waste to (16) 
and remainder, up an incline, to (17), 

16. Belt conveyor running parallel to (15). From (15) ; delivers waste rock, 
up an incline, to (17). 

17. Hopper with partition. From (15) and (16); delivers ore, via chute, 
to (18), and waste rock, via cars, to dump. 

18. Bins. From (17); deliver to (19), 

19. Breaker breaking to 1-inch cubes. From (18); delivers to (20). 

20. Elevator. From (19); delivers to (21). 

21. Sampler. From (4) and (20) at different times; delivers reject to (22) 
and sample to assayer. 

22. Chute. From (21); delivers to (23). 

23. Loading bins. From (22) ; deliver, via cars, to cyanide plant or smelter. 

This mill is doing very satisfactory work. 

B. 1. Amalgamation Followed by Concentration and Lixiviation op 
Concentrates and Tailings. 

This method of saving gold values is exemplified by Mill 96. 

§ 1424. Mill No. 96. Central Mill of the North Star Mines Company, 
Grass Valley, California. — The capacity of the mill is 135 tons per 24 
hours. The ore consists of the economic minerals, fine free gold and auriferous 
pyrite disseminated in a quartz gan^e.^^® The country rock is diabase. 

The ore is hand picked in the mine into clean waste and milling ore, both 
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of which are hoisted separately in skips holding 3 tons each. Waste rock 
goes to the dump and milling ore to (1). 

1. Wooden bin with a capacity of 150 tons. From the mine; delivers to (2). 

2. Electric train, made up of fourteen 2.5-ton cars. Two hours work per 
day with this train keeps the mill supplied with ore. The train hauls ore to 
other mills and also handles waste and concentrates. From (1); delivers to 

(3). 

3. Grizzlies with 1.5-inch spaces between the bars which are of iron 0.875 
inch wide on top, tapering to 0.625 inch on. the bottom, 2 inches deep and 32 
feet long. From (2) ; deliver oversize to (4) and undersize to (6) . 

4. Two masonry mill-bins, each having a capacity of 40 tons. From (3) ; 
deliver to (5) . 

5. Blake breaker, with a 9 by 15-inch jaw opening, making 300 thrusts 
per minute, having a capacity of 8 tons per hour and requiring 20 horse-power 
to operate. From (4); delivers crushed ore to (6). 

6. Masonry mill bins, each having a capacity of 175 tons. From (3) and (5) ; 
deliver, via 8 gates and feeders, to (7) 

7. Forty stamps, built by the Union Iron Works. They arc arranged in 
eight 5-stamp batteries, weigh 1,050 pounds each, and drop 96 times per minute 
through a height of 8 inches. When chrome-steel shoes and dies are used they 
wear down about 0.083 inch per day. Cast-iron dies wear about 0.167 inch per 
day. Mortars rest on masonry foundations with rubber sheeting 0.03 inch 
thick between the two. Battery frames are of steel. The screens arc made 
of very thin sheet steel, 10 X 50 inches, punched with 400 round holes per 
square inch, the holes being 0.025 inch in diameter. A space of solid metal is 
left around each square inch, which prevents breaking of the screen. The life 
of these screens is three times that of the ordinary variety and there is no blind- 
ing of the holes. Stem guides, bored 0.031 inch larger than the stems, have 
given fine satisfaction. The 40 stamps require a maximum of 96 horse-power to 
operate.^ From (6) and (12); deliver pulp to (8) and clean-up material to (12). 

8. Eight silvered-copper amalgamation plates, 18 feet long by 4 feet wide 
and turned up 2 inches on either side to make them 44 inches wide. This 
bend in the plates is in the shape of a curve rather than a corner and thus allows 
for expansion without bulging. From (7) ; deliver amalgam to retort and pulp 
to (9) . 

9. Eight mercury traps. These are simply holes in the concrete floor. 
From (8); deliver amalgam and mercury to retort and pulp to (10). 

10. Eight Dodd tables built by the Union Iron Works and having a capacity 
of about 20 tons per day each. From (9); deliver concentrates to cyanide 
plant, middlings to (11), and tailings to cyanide plant. 

11. One Dodd table with details same as (10). From (10); delivers con- 
centrates and tailings to cyanide plant. (10) and (11) require 8 horse-power. 

12. Clean-up room containing an inclined bowl-shaped ball grinder, concrete 
clean-up tanks, and concrete settling tank. From (7) ; delivers amalgam to 
retort and coarse sands to (7). 

The mill cost, including excavation expenses of $18,000, was $74,600. 

The ore contains from 0.4 to 1.5 ounces gold per ton, averaging about 0.6 
ounce. The gold is 876 parts fine. The concentrates, representing 2% of the 
weight and 8% of the values, assay 3 ounces gold per ton. The mill tailings 
represent 12% of the values and assay 0.01 ounce gold per ton. The tailings 
from the cyanide mill represent about 98% of the weight and 4% of the values 
and assay about 0.024 ‘ounce gold per ton. Seventy-nine percent of the values 
in the ore are recovered by amalgamation, and of this 25% is saved in the bat- 
teries and 75% on the plates and in the traps. 
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The following table shows the cost of milling during 6 months in 1903: 



Jan. 

Feb. 

March. 

April. 

May. 

June. 

Averaf 

Cost per ton of ore milled exclusive of oflSce expenses 

wood costs $4.00 per cord 

$0.53 

$0.57 

$0.70 

$1.04 

$0.76 

$0.66 

$0.7: 


The water supply for the mill is taken from the main water system, throug 
a 26-inch Pelton wheel, with a 0.625-inch nozzle, which drives the rock breaker 

The water from the wheel is delivered to a masonry tank which suppli« 
battery water, etc. The stamps are driven by a 75 horse-power induction mote 
located above the ore bins (6). The tables are driven by a 10 horse-pow< 
motor located on the concentration floor. 

The mill runs three 8-hour shifts per day, 7 days in the week. The follow 
ing labor is employed: 

3 Amalgamators receiving $100.00 per month. 

3 Vanner men 3.00 day. 

1 Rock-breaker man “ 2.50 day. 

1 Foreman 125.00 month, 

§ 1425. Modern Practice in California Gold Mills. — The tendenc 
now,®® on the Pacific coast, is to increase the capacity by the use of a heavi< 
stamp weighing from 1,000 to 1,200 pounds, with about 100 drops per minui 
and a low discharge. In many cases the capacity of these stamps has bee 
increased by breaking to 0.25 inch before stamping the ore. The screens use 
in the mortars vary from 26 to 40 meshes to the inch with a general avera^ 
of about 30. The size of the screens is determined more or less by the id( 
that when the gold occurs free, as ih this district, the natural cleavage plane 
where the rock breaks first, contain the gold, and the ore is discharged as nei 
this size as possible. 

After crushing, the pulp is passed over amalgamating plates with a slo] 
of less than 2.5 inches to the foot and with as little water as possible. Th 
brings the pulp into very intimate contact with the plates and insures bett 
results. C. S. Hiirter is of the opinion that the wave action, such as is produce 
by stamps, is everything in amalgamation, and arrived at this conclusion throug 
the observation that the pulp, produced by a Huntington mill, while flowii 
evenly over the surface of a plate gave a very small saving; after which a na 
row plate was arranged at the discharge which was struck by a tappet in su< 
a way as to give it a sharp pulsating motion. This forrhed waves on the pla 
and the results obtained thereafter were excellent. The plates are kept 
dry as consistent with good amalgamation. Cyanide is not used on the plat 
as it is possible, by this means, to make them so hard that^ mercury will n 
stick to them. Caustic potash or lye is used to clean stains, etc. Rubb 
scrapers are not extensively used now because they remove so ^uch of t] 
amalgam that there is not enough left on the plates to allow them to recov 
the proper amount of gold for a while after starting up. The method of clea 
ing, at present in use, is to use an ordinary straw bristle brush whenever cleanii 
is necessary. The fresh mercury is rubbed into the plates with the same bru. 
and afterwards smoothed over with a whitewash brush. 

The pulp from the plates passes through mercury traps having as mai 
as six compartments. Mercury is placed in the bottoms of the first two coi 
partments and a great deal of the gold is caught there. 

The pulp from the mercury traps is sent to Wilfley tables which make cc 
centrates, middlings, and tailings. The tailings are divided into coarse a 
fine tailings by means of a split in the tailings discharge from the tables. T 
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fine tailings go at once to waste, and the coarse tailings are sent to Johnston 
vanners which make concentrates and tailings. These tailings go to waste. 

No classifiers are in use. 

B. 2. Amalgamation Followed by Concentration and Lixiviation op 

Concentrates. 

This group is illustrated by Mills 97, 98, and 99 which cover three districts. 

§ 1426. Mill No. 97. Boston-Richardson Mining Company, Goldboro, 
Nova Scotia. — This mill has a capacity of about 175 tons per 24 hours,^^ 
The economic mineral is an auriferous arsenopyrite in a ganguc of quartz and 
slate. The average gold value of the crude ore is $2.85 per ton. The problem 
is to save the gold and perhaps make a tailings product salable for its arsenic. 

Rock House. 

The ore comes from the mine in skips of 2 tons capacity and is delivered 
to (1). ,, 

1. Gates breaker, No. 5, style breaking to 1.25 inches. From the 

skips; delivers crushed ore to (2). 

2. Bucket elevator. From (1); delivers to (3). 

3. Trommel with holes 1.25 inches in diameter. From (2); delivers over- 
size to (4) and undersize to (5) . 

4. Gates breaker, No. 4. From (3) ; delivers crushed ore to (5). 

5. Bin. From (3) and (4) ; delivers, via car, to (6) . 

Concentrator. 

6. Mill bins. From (5) ; deliver to (7). 

7. Sixty stamps weighing 950 pounds each and making from 95 to 98, 7 to 
7.5~inch, drops per minute. The height of discharge is 6 inches. They crush 
through an 18 X 24-mesh twilled screen of number 26 wire and each has a 
capacity of from 2.8 to 3 tons per 24 hours. Water is underfed at the back and 
mercury is fed to the mortars although there are no inside plates. The Koppcl 
shoes and dies last about 6 months. From (6); deliver pulp to (8). 

8. Twelve 12-foot silver-plated amalgamating plates, each being divided 
into three sections and having two 0.75-inch drops. Recover 73% of the gold 
value of the ore in the form of amalgam. From (7) ; deliver amalgam to retort 
and pulp to (9). 

9. Six Wilfley tables. From (8); deliver from 2 to 3% of the crude ore, 
as concentrates, running from $15 to $30 per ton in gold, 25% in ars(‘nic, ami 
30% in silica which is necessary for percolation, to (10), and from 98 to 97% 
of the crude ore, as tailings, assaying from 20 to 30 cents per ton in gold, and 
representing a loss of about 9% of the original gold value of the ore, to waste. 

10. Shaking sluice. From (9) ; delivers to (11). 

11. Draining tank. From (10); delivers pulp to (12) and drainings to 
waste. 

12. Four treatment vats made of Nova Scotia pine, 12 feet in diameter 
and 18 inches deep. The capacity of each vat is 7 tons of ore which lies one 
foot deep in the vat. The length of treatment is 48 hours with a 0.15% cyanide 
solution of bromo-cyanide. The cost of the total bromo-cyanide treatment is 
$2.90 per ton of concentrates, including royalty, and the recovery is 79% of 
the gold value of the concentrates treated, or 14% of the gold value of the crude 
ore. The method is by percolation. From (11) and bromo-cyanide solution 

and tailings, which run about $3 per ton in 
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gold and represent 4% of the gold value of the crude ore, to waste. It is pro- 
posed to send these tailings to (16). 

13. Two storage tanks, 6 feet in diameter and 6 feet deep. Solution is 
always kept up to strength in these tanks by the addition of the required amount 
of strong fresh solution as needed. From (15) ; deliver to (12). 

14. Four sump tanks, 6 feet in diameter and 6 feet deep. From (12) : de- 
liver to (15). 

15. Two zinc boxes, 12 feet long. From (14) ; deliver solution, via pump, 
to (13) and precipitated gold to furnace and thence to bank. 

16. Wilfiey tables. ^ From (12) ; deliver concentrates, running 40% in arsenic 
and about $6 per ton in gold, to market, and tailings to waste. 

This re-treatment, as shown under (16), was tried in 1907 and a 100-ton 
trial shipment of arsenic concentrates was made which yielded $35.69 per ton. 
It is intended to carry on this treatment in the future as it adds about 50 cents 
a ton to the value of the crude ore. It is also proposed to install sixty new 
stamps of 1,500 pounds weight per stamp. 

Water and Power. 

The water supply is practically unlimited as it comes from a large lake. 
About 400 horse-power is required to run the whole plant. Water power is 
not available, but duplicate electric generators of 700 horse-power each are 
being installed which will be run by steam engines. The various machines in 
the mill will ultimately be driven by individual motors. 

Labor and Wages. 

The mill operates two shifts per 24 hours and requires 3 men on the day 
shift and 2 men on the night shift. Wages vary from $40 to $65 per month and 
the cost of milling, including operation and maintenance, is about 33 cents 
per ton. 

§ 1427. Mill No. 98. Haile Gold Mining Company, Haile Gold Mine 
Post Office, Lancaster County, South Carolina. — The capacity of this 
mill is 150 tons per 24 hours.^’'® The ore is siliceous and the economic mineral 
is gold which occurs free and in combination with iron sulphides. The problem 
is to save the gold. The ore is taken in equal quantities from the two mines, 
Beguelin and Cross. 

At the Beguelin mine there is a Blake breaker with a jaw opening, 8 X 16 
inches, making 275 thrusts per minute, and a bin of 50 tons capacity. 

At the Cross mine there is a Blake breaker with a jaw opening, 8 X 16 
inches, making 275 thrusts per minute, and a bin of 100 tons capacity. 

The wearing parts of both breakers are made of manganese steel and have 
not yet worn out, although run continuously for 3 years and each handling 
from 60 to 100 tons of hard ore per 24 hours. The crushing at this point is 
performed very cheaply. 

The ore from the two mine bins is trammed to (1) in 3-ton cars, drawn by 
a small locomotive. 

1. Wooden mill-bin of 300 tons capacity so arranged that^ it can feed 30 
stamps on either side. From the cars; delivers, via special distributing arrange- 
ments, to (2). 

2. Sixty stamps arranged 30 stamps in a row on either side of the bin (1). 
The stamps weigh 750 pounds each and make 90 6-inch drops per minute. 
Height of discharge, 3 inches, and screens 35-mesh, 30-wire^ cloth. Capacity, 
2.5 tons per stamp per 24 hours. There is no amalgamation inside the mortars. 
An average of about 16 gallons of water per minute per battery of 5 stamps 
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is required. Chrome-steel shoes and dies having a life of 6 months, cast-steel 
cams and tappets and cast-iron stamp heads are used. From (1); deliver 
pulp to (3). 

3. Twelve amalgamation plates arranged in 4 steps, each 2 feet long, over- 
lapping 1 inch and representing 32 square feet of surface. Slope 2 to 2.5 inches 
to the foot. The 4 plates are interchangeable; when the apron plate is suffi- 
ciently charged with amalgam it is removed, cleaned, and changed to the last 
sluicing plate, the others being moved up, thus giving each a ch^ance as apron 
plate. The plates are made of silvered copper and a very weak cyanide solu- 
tion is used to clean them. The gold recovered is 880 fine and the richer the 
crude ore the higher the extraction made here. From (2); deliver amalgam 
to retort and pulp to (4) . 

4. Riffled launders. From (3); deliver amalgam to retort and pulp to (5). 

5. Seventeen Wilfley tables making 240 0.75 inch strokes per minute. The 
pulp contains between 4 and 8% sulphides and the concentrates average 1.5 
ounces gold per ton and vary between 1 and 3 ounces. From (4) ; deliver 
concentrates to (6) and tailings to waste. 

6. Roaster. From (5) ; delivers sulphur dioxide to atmosphere and roasted 
ore to (7). 

7. One-ton lead-lined barrels. Concentrates treated with 10 pounds of 
bleaching powder and 20 pounds of acid per ton. From (6) ; deliver to (8) . 

8. Sand filters. From (7) ; deliver filtrate or gold solution to (9) and tail- 
ings to waste. 

9. Precipitation tanks. Gold precipitated out of solution by the addition 
of ferrous sulphate. From (8) ; delivers gold to bank and solution to waste. 

The mill feed assays between $2 and $4 per ton. 

The Wilfley table tailings assay between $0.40 and $1 per ton. 

The chlorination feed (roasted concentrates) assays from $25 to $60 per ton. 

The chlorination tailings assay from $1 to $2 per ton. 

The chlorination extraction is from 95 to 98% and the fineness of the gold 
is from 950 to 990. The chlorination process used is that known as the '‘Thies 
method.'^ 

The mill runs 24 hours per day, 6 days a week, and there arc required to 
operate the entire mill, including foreman, engineer, concentrator man, and 
mill men, 6 men per shift of 12 hours. The wages vary from $1.25 to $3 per 
day. 

The entire mill, including boiler, stamps, and concentrators, requires about 
250 gallons of water per minute. The water comes from a pond about one-half 
a mile from the mill and enters the mill by gravity through a 10-inch square 
wooden flume and a wrought-iron pipe 8 inches in diameter. 

§ 1428. Mill No. 99. Selenide Silver Mill, Lebong-Donok, Sumatra. 
— The capacity of this mill is about 2,742 tons per month.*^^ The ores contain 
considerable selenium and silver, a little iron, and about 80% of silica. One 
ore, treated in 1903, contained an average of 1.33 ounces of gold and J2.37 
ounces of silver per ton; and an extraction of 71% of the gold and 50% of the 
silver was made. The total yearly extraction was valued at $714,560 which, 
minus a cost of treatment at $16.98 per ton, gives a net yearly profit of $190,008. 

The crude ore goes first to (1). 

1. Grizzly. From the mines; delivers oversize to (2) and undersize to (3). 

2. Breaker. From (1); delivers crushed ore to (3). 

3. Storage bin. From (1) and (2); delivers to (4). 

4. Automatic feeder. From (3); delivers to (5). 

5. Thirty-five stamps. From (4) and alkaline water from (15) and (19); 
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6. Amalgamated copper plates. From (5) ; deliver amalgam to retort an 
pulp to (7). 

7. Spitzlutten. From (6), (10), and (11); delivers first spigot to (8), secon 
spigot to (23), and overflow to (14). 

8. Re-grinder for coarse sand. From (7); delivers to (9). 

9. Spitzlutten. From (8); delivers first spigot to (10), second spigot t 
(11), and overflow to (14). 

10. Double-deck round table. From (9); delivers concentrates to (12 
and tailings to (7) . 

11. Round table. From (9) ; delivers concentrates to (12) and tailings to (7 

12. Muflie furnace. From (10) and (11); delivers roasted material to {li 
and flue dust to (27) . 

13. Amalgamating pans. From (12); deliver amalgam to retort and tai 
ings to (16). 

14. Large spitzkasten. From (7) and (9) ; delivers spigots to (15) and ovei 
flow to (19). 

15. Collecting tank. From (14) ; delivers pulp to (16) and clear alkalir 
water to (5) . 

16. Treatment tank. From (13), (15), (21), (24), and (26), aerated an 
cyanided; delivers to (17). 

17. Decantation tank. From (16); delivers gold and silver-bearing soli 
tion to (IS) and residue to (25). 

18. Zinc-precipitate boxes. From (17) ; deliver zinc-precipitated metals t 
(20) and solution to (21). 

19. Settling pond. From (14); delivers settled slimes to waste and cleg 
alkaline water to (5). 

20. Muffle furnace. From (18) ; delivers roasted material to (22) and flu 
dust to (27) . 

21. Tank. From (18); solution brought up to standard and delivered t 
(16), (23), and (26). 

22. Melting furnace. From (20) ; delivers bullion to bank. 

23. Special grinder. From (7), (24), and solution from (21); delivers pul 
to (24). 

24. Spitzlutten. From (23) ; delivers spigot to (23) and overflow to (16 

25. Launder. From (17) ; delivers material to be hand ground and cleanec 
the concentrates going to (26) and tailings to waste. 

26. Special grinder. From (25) and solution from (21); delivers to (16). 

27. Selenium extraction plant. From (12) and (20). 

B. 3. Amalgamation Followed by Concentration and Lixiviation o 

Tailings. 

Mills 100, 101, and 102 serve as examples of this group in two districts. 

§ 1429. Mill No. 100. Mill of the Camp Bird, Limited, Ouray, Colc 
RADO. — This mill has a capacity of about 230 tons per 24 hours.^® The o] 
treated consists in general of a white opaque quartz carrying values in gol< 
silver, and lead. The gold, forming 96% of the total values, occurs both i 
a free state in the quartz, and mechanically combined with metallic sulphide 
The gold is very fine and it is rarely possible to see it in the ore. Its finenei 
is 720, the chief impurity being silver. Lead occurs as galena and this miner 
carries the most of the silver values. Calcite occurs throughout the ore, h\ 
never in large quantities; rhodonite is abundant in certain portions of the min 
Among the metallic sulphides present, pyrite is the most^ common. Galei 
is present in sufficient quantities to make it of economic importance. Chs 
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copyrite occurs sparingly, the percentage of copper in the ore being insignificant. 
Sphalerite occurs with all sulphides in a proportion somewhat in excess of galena. 
Magnetite occurs in exceedingly fine grains together with equally fine galena,- 
the mixture producing indistinct cloudy bands throughout the quartz. 

On the whole the ore may be considered ideal milling ore, yielding its values 
readily to amalgamation, concentration, and subsequent cyanide treatment 
of the tailings. 

Ore comes from the mine to the mill over a Bleichert aerial wire-rope gravity 
tram. The length of the tramway is slightly over 9,000 feet and the vertical 
distance between the two terminal stations is 1,350 feet. Ore from the tram 
goes to (1). 

1. Eight grizzlies, 4 X 11.33 feet, with O.S75-inch tapering bars, 1.75-inch 
spaces, and slopes of 45.0°. From tramway buckets; deliver oversize to (2) 
and undersize to (3) . 

2. Four Blake breakers with 9 by 15-inch jaw openings, breaking to 1.75 
inches. Jaw plates are made of chrome steel, weigh 350 pounds when new, 
last 6 months, and weigh 150 pounds when changed. From (1) ; deliver crushed 
ore to (3). 

3. Two wooden storage bins each 92.67 feet long, 19 feet wide, 18.75 feet 
deep in front, 5.33 feet deep in the back, and having bottoms sloping at 58°. 
Capacity of each 507 tons. From (1) and (2); deliver to (4). 

4. Twelve Acme ore feeders. Suspended from tracks and capable of being 
moved away from the batteries when so desired. Positive feed. From (3); 
deliver to (5) . 

5. Twelve Allis-Chalmers 5-stamp batteries. The stamps weigh 1,050 
pounds each, drop from 5.5 to 8 inches 100 times per minute in the order 1, 3, 5 
2, 4, and have a discharge height of 4 inches. The capacity of each stamp 
is 3.875 tons dry weight per 24 hours, through 26-mesh, 29-wire cloth screens, 
each of which has a life of 72 hours. Each stamp requires 5 gallons of water 
per minute and 1.75 horse-power. Concrete piers arc raised on solid rook, 
blasted out to grade, superimposed by 5-ton anvil blocks, which form the foun- 
dation for the mortars. Anchor bolts are set in the solid rock from 20 to 24 
inches deep, extending through the piers into lugs cast on the anvil blocks 
for same. The mortars are bolted to the anvil blocks. There are 0.25-inch 
rubber gaskets under the base of both the anvil blocks and mortars. From 
(4) and water from (27) and (28); deliver pulp to (6). 

6. Twelve amalgamating plates, silver-plated copper, 4.33 X 21 feet with 
slope of 1.75 inches to the foot. Plates are cleaned twice every 24 hours with 
ordinary amalgam rubbers, supplemented by a case knife where amalgam is 
hard, bringing the amalgam to the head of the plates. From (5) ; deliver pulp 
to (7) and amalgam to retort. 

7. Twelve sand traps, 4.33 feet long by 6 inches wide, tapering to center 
and outlet, to which is attached a 2.5-inch pipe. From (6) ; deliver sand to (10) 
and pulp to (8). 

8. Twelve cast-iron quicksilver traps, 2 feet in diameter and 18 inches deep, 
resting on a cast-iron base frame 17 inches high. The sides of the traps are 
0.625 inch thick and the support iron is 2 inches thick. Each has 3 wooden 
mullers revolved by means of gears and pulleys to agitate the pulp. Mullers 
can be raised or lowered by a hand wheel on top and the traps can be emptied 
by removing a plug in the bottom. From (7) ; deliver quicksilver to (9) and 
pulp to (14). 

9. Twelve quicksilver-trap boxes, 30 inches long by 16 by 14 inches. From 
(8); deliver quicksilver to (11). 

10. Sand bin. 4 feet lons^ bv 30 V 30 inches. From (7) • delivers tn 
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11. Two Allis-Chalmers 36-inch clean-up pans. Charges 100 pounds, additions 
every 6 hours, withdrawals previous to each charge, quicksilver added as neces 
sary, and amalgam recovered once a week. From (9) and (10) and water fron 
(27); deliver to (12). 

12. Quicksilver trap, 2 feet in diameter. From (11); delivers sand to (13^ 
and, after the amalgam is removed, the quicksilver is ready for use again ii 
the batteries or on the plates. 

13. V-shaped settling tank, 12 feet long by 7 feet wide on top and 10 inches 
on the base, by 6 feet deep. From (12) ; delivers settled sands to (24) anc 
overflow to (25) . 

14. ^ Twenty-four 6-foot Frue vanners with smooth belts traveling 40 inches 
per minute and making 186 1-inch throws per minute. Have slopes of 4.^ 
inches for coarse material and 3.5 inches for fine material. Each vanner re 
quires from 2 to 3 gallons of water per minute. From (8) and water from (27) 
deliver concentrates to (24) and tailings, via launder, to (15). 

15. Four elevators with riveted steel buckets, 6 X 8 X 14 inches, boltec 
onto rubber belts, 18 inches apart. Speed of belts 400 feet per minute. Fron 
(14) ; deliver to (16). 

16. Spitzkasten, 28.75 feet long, 6 feet wide at the top and 1 foot at the base 
by 6.167 feet deep. From (15) and (27); delivers spigot of coarse material t< 
(17) and overflow to (22). 

17. Five 5-foot Huntington mills crushing through wire-cloth screens 
having 35 to 40 meshes to the inch and a life of about 72 hours. From (16 
and water from (27) and (58); deliver pulp to (18). 

18. Ten amalgamated copper plates, 4 X 16 feet. From (17); delivei 
amalgam to retort and pulp to (19). 

19. Two elevators. From (18); deliver to (20), 

20. Dewatering box, 10.417 feet long, 6.167 feet wide at the top and 1( 
inches wide at the base, by 6.083 feet deep. From (19) ; delivers spigot t( 
(21) and overflow, via tailrace, to cyanide plant. 

21. Six 6-foot Frue vanners with smooth belts traveling 36 inches pe 
minute and making 182 1-inch throws per minute. Have a slope of 3.25 inches 
Each vanner requires from 2 to 3 gallons of water per minute. From (20) anc 
water from (27); deliver concentrates to (24) and tailings, via launder, tc 
cyanide plant. 

22. Spitzkasten. From (16) and (27) ; delivers spigot to (23) and overflow 
via tailings race, to cyanide plant. 

23. Ten No. 5 Wilfley tables making 240 throws per minute, each fron 
0.625 to 0.875 inch in length with an average of 0.75 inch. Each table require 
from 2 to 3 gallons of water per minute and 0.75 horse-power. From (22) anc 
water from (27) ; deliver concentrates to (24) and tailings, via launder, to cyanid< 
plant. 

24. Drier bin. Bin with 2-inch steam pipe system in it which dries th< 
* moisture out of the concentrates down to 5%. From (13), (14), (21), (23) 

(25) , and (31) ; delivers concentrates, via cars, to smelter. 

25. Four settling boxes to receive drainage from floors and (13). Th< 
boxes are situated in the aisles between the rows of concentrators and are i 
feet wide by 2 feet deep, and extend the full length of the concentrating depart 
ment. Deliver settlings to (24) and overflow water to waste. 

26. Water tank with a capacity of 50,000 gallons for use^ in case of fire 
From dam; delivers overflow to (27). 

27. Clear-water tank with a capacity of 12,000 gallons. From (26); de 
livers, via four separate 4-inch mains, to (5), (11), (16), (22), (29), and tc 
cyanide mill; also, for sluicing purposes, to (14), (17), (21), and (23). 
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28. Dirty-water tank with a capacity of 12,000 gallons. From pump main 
of cyanide plant; delivers water, free of cyanide, to (5) and (17). 

29. Tank with a capacity of 50 gallons. From (27) and (33) ; delivers to (30) . 

30. Triplex pump, 3X3 inches. From (29); delivers to (31). 

31. Water-tube boilers. From (30); deliver to (24) and (32). 

32. Coils which heat the mill and (24). From (31); deliver to (33). 

33. Vacuum pump. From (32); delivers to (29). 

Three 8-hour shifts are employed 7 days in the week on the San J uan wage 
schedule. 

The saving effected, including that by cyanidation, during the past 5 years 
averages a little better than 93.5% of the assay gold value of the ore, which 
is nearly 96% of the total values. 

The concentrates vary in gold from 1.75 to 4.5 ounces per ton, in silver 
from 9 to 17 ounces per ton, and in lead from 10 to 17%. They carry a very 
small percentage of copper and the average analysis approximates: 

SiOa, 20%; Fe, 16%; and Zn, 15%. 

§ 1430. Mill No. 101. Combination Mill op the Goldfield Consoli- 
dated Mines Company, Goldfield, Nevada.^* — The mill has an approxi- 
mate capacity of 100 tons per 24 hours.^®® The ores treated are mixed sulphides 
and oxides from the lower and upper workings, and no effort is made to keep 
them separate. The gangue is a silicified dacite, or altered country rock, there 
being no visible demarcation of vein matter. Both the fine gold and the sul- 
phides are very finely desseminated throughout the gangue, and but a small 
portion of the values are freed until all is ground sufficiently fine to pass a 150- 
mesh screen. The problem is to save the economic minerals, gold and silver. 

The ore goes from the bins to (1)."^^ 

1. Twenty gravity stamps, each weighing about 1,200 pounds when new 
and making 110 6-inch drops per minute. The mortar box is 11 inches wide by 
54 inches long, inside dimensions at the bottom, and 13 inches wide bj^ 54 inches 
long at the discharge. The bottom is 6 inches thick and has a false die 2 inches 
thick. The stems are 3.625 inches in diameter and 12 feet long. Pachuca 
cams are used which have a radius of 15 inches, a bore of 5 inches, and a hub width 
of 5.5 inches. The heads are 9.5 inches in diameter and 24 inches long. The ore 
is crushed through 16-mesh, 22-wire Tyler double-crimped screens. From the 
bins; deliver pulp to (2). 

2. Four amalgamating plates divided into three sections, each 3.33 feet long 
by 4,5 feet wide, sloping 1.75 inches to the foot. Cleaned up every day by moist- 
ening with quicksilver,^ scraping off the amalgam with a steel amalgam-knife, 
scouring with a fine-grained common red brick to loosen the crystalline amal- 
gam, and finishing with a whisk broom. The plates are dressed twice on each 
shift by adding the necessary mercury and brushing with a whisk broom. 
Thirty-two percent of the values are extracted here. From (1) ; deliver amal- 
gam to retort and pulp to (3). 

3. Three-inch^ Krogh centrifugal pumps having speeds of 650 revolutions 
per minute and lifts of 20 feet. The casings and impellers have a life of 10 to 
12 months. From (2); deliver pulp to (4). 

4. One 4-foot cone classifier having a rising current of 7 feet per minute. 
From (3) and (6); delivers spigot to (5) and overflow to (7). 

5. Two Abb6 tube mills, one 4 feet in diameter and 12 feet long with a 
capacity of 25 tons per 24 hours, and the other 4 feet in diameter and 16 feet 
long with a capacity of 30 tons per 24 hours. Each is lined with silex brick, 
consumes 1.25 pounds of pebbles per ton of ore, and makes 26.3 revolutions 
per minute. From (4) ; deliver pulp to (6). 
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6. One 3-inch Krogh centrifugal pump with details as in (3). From (5) 
delivers to (4). 

7. Six amalgamating plates divided into six sections each 2 feet long b} 
4.5 feet wide, sloping 2 inches to the foot. From (4) ; deliver amalgam to reton 
and pulp to (8) . 

8. Pointed box classifiers. From (7); deliver coarser spigots to (9) anc 
finer spigots to (12). There is no overflow. 

9. Pointed box classifier. From (8) ; delivers spigots to (10) and overflow 
to (11). 

10. Four Frue vanners, 6 feet wide, making 185 1-inch throws per minute 
From (9); deliver concentrates to (31) and tailings to (24). 

11. Three vanners, one Frue with details as in (10) and two Triumph vanners 
5 feet wide, making 210 0.875-inch throws per minute. From (9) ; deliver con 
centrates to (31) and tailings to (24). 

12. Twenty-four canvas tables, 12 X 12 feet, having average slope of 1.37^ 
inches to the foot. Each table has a capacity of 1.5 tons per 24 hours. Fron 
(8); deliver concentrates to (13) and tailings to (17). 

13. Two rectangular pointed boxes, arranged in series, the overflow of th( 
first running into the second. The first is used as a combination classifier anc 
pulp thickener, and the second as a settler only: the effort being to settle ai 
much of the solids as possible. From (12); the first box delivers its spigot 
via a 0.25-inch hole in an iron plug, to (14), and the second box delivers iti 
spigot to (16) and the overflow to (17). 

14. One Triumph vanner, 5 feet wide, making 200 0.75-inch throws pe 
minute. From (13); delivers concentrates to (15) and tailings to (17). 

15. One Triumph vanner with details as in (14). From (14); delivers con- 
centrates to (31) and tailings to (17). 

16. One Triumph vanner, 5 feet wide, making 212 0.625-inch throws pe: 
minute. From (13); delivers concentrates to (31) and tailings to (17). 

17. Two 3-inch Krogh pumps with details as in (3). From (12), (13) 
(14), (15), and (16); deliver to (18). 

IS. Six slimes settlers, four 12 feet in diameter and 6 feet deep, and two 
16 feet in diameter and 8 feet deep. From (17) ; deliver thickened pulp, having 
a specific gravity of 1.3, to (19) and the clear water overflows to the mill sys 
tern again. 

19. Three wooden agitators, two 10 X 14 feet and one 12 X 18 feet, witl 
conical bottoms. Each has a vertical shaft in the center to which are attachec 
4 arms making 9 revolutions per minute. Attached to each agitator is a pumj 
(20) which returns the pulp over and over again. 

This agitation is kept up from 12 to 24 hours. The solution has a consist 
ency of 2 tons of solution to 1 of dry slimes. Its strength is 1 pound of KCI' 
per ton of water. From (18) and (20); deliver to (20). 

20. Three 3-inch Krogh centrifugal pumps with details as in (3). Fron 

(19) ; deliver either to (19) or (21). ? 

21. Two slimes storage tanks, 16 feet in diameter and 14 feet deep. Fron 

(20) ; deliver, periodically, to (22). 

22. Two Butter's filter boxes,^ one 10.5 feet wide by 11.5 feet long by K 
deep and the other 10.5 feet wide by 12 feet long by 12 feet deep, containing 
28 and 30 filters respectively, each filter being 5 feet deep by 10 feet long. Afte 
filtering, the slimes cake is washed on the filters. Then water is run into th< 
inside of the filter and the slimes cake drops to the bottom of the box, in whicl 
an 8-inch gate is opened to allow the pulp to go to waste. It requires 3.75 hour 
to complete each cycle, that is, to form cake, change pulp for water, wash, anc 
discharge. From (21); deliver the efifluent solution to (23) and pulp to waste 
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23. Smith-Vaile filter press for clarifying solutions. It contains fifty 32- 
inch plates and 1.5~inch distance frames. From (22) ; delivers clean gold-bearing 
solution to (26). 

24. Eight sand-collecting tanks, 4.5 feet deep by 16 feet in diameter. Pulp 
is treated for 4 days with a 0.04 % solution or O.S pound KCN per ton of water. 
During this time the pulp has a consistency of 2 tons of solution to 1 of sands 
and each tank has a capacity of about 41 tons of sand. From (10) and (11); 
deliver filtrate to (26) and pulp, via shovels, to (25) 

25. Eight sand tanks below and with details as in (24). Pulp is treated 
for 4 days with a 0.1% solution or 2 pounds KCN per ton of water. Din-ing 
this time the pulp has a consistency of 2.5 tons of solution to 1 of sand. After 
filtering, the pulp is again treated with a weak solution, as in (24), for 3 or 4 
days, followed by washing for 14 hours. From (24) ; deliver all filtrates and 
gold-bearing solutions to (26) and pulp, sluiced to waste. 

26. Three gold-solution storage tanks. From (23), (24), and (25); deliver 
to (27). 

27. Four zinc-precipitating boxes. (27) and (28) use 0.27 pound of zinc 
shavings per ton of solution and 2.58 pounds of zinc shavings per ounce of fine 
gold. From (26); deliver precipitates to (29) and solution to 0*^8) or (30). 

28. Four zinc-precipitating boxes with details as in (27). From (27); 
deliver precipitates to (29) and solution to waste. 

29. Clean-up room. From (27) and (28). The precipitates arc cleaned 
up once each month by giving a sulphuric acid treatment. They are then 
dried, and melted down in a Faber du Four furnace and the bullion shipped to 
the mint. 

30. Four sump tanks. From (27) ; deliver to system again. 

31. Concentrates bin. From (10), (11), (15), and (16); delivers to smelter. 

All tanks and pulp receptacles are of redwood. 

Originally Wilfley slimers treated the re-ground matei’ial from (5). Th(\se 
proved mechanically unsatisfactory and the amalgamating and canvas tablets 
were substituted. 

The crude ore varies considerably in value. In March, 1908, it ran $35 per 
ton, and in April, $27.60. The tailings for these 2 months ran $2.33 and $1,304 
respectively. The concentrates vary from $160 to $600 per ton. Following 
are analyses of the concentrates made from Mohawk and Combination sul])hido 
ores on the vanners and canvas tables: 



Vanner. 

Canvas Plant. 

Insoluble 

Sulphur 

Iron 

Sr....:- 

Tellurium unci selenium 

Bismuth 

Zinc 

Manganese 

Lime 

Magnesium 

Alumina 

Gold 

Silver 

Arsenic 

Antimony 

JS.30 iKTcent. 

41,50 

35.00 
.04 “ 

None 
.25 “ 

12 “ 

.’l9 

,04 

Trace 

Trace 

2.08 

.04 “ 

.018 “ 

Trace 
,10 “ 

10,55 jx'rcent. 

42.00 

37.22 “ 

.00 
'I'r.KT 
.27 “ 

.27 “ 

.17 “ 

Truce 

'I'race 

1.07 “ 

.05 “ 

.015 “ 

Trace 

.08 


This mill runs three S-hour shifts per day, 7 days per week. A total of 
35 men are employed around the mill, including the foremen. 

The following wages are paid : 
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Batterymen 

$4.50 per day of 8 hours. 

Amalgamators 

4.50 

it 

it 

it it 

Concentrator men 

4.00 

it 

it 

it ti 

Solution men 

4.50 

it 

it 

it it 

Canvas plant men 

4.00 

it 

it 

it it 

Filter men . 

4.00 

it 

it 

it it 

Crusher men 

3.75 

it 

a 

it it 

Sand shovelers 

3.75 

it 

a 

it ti 

Common labor 

3.50 

a 

it 

ti it 


Electric power is used to operate the mill to the amount of 190 horse-power. 

§ 1431. Mill No. 102. Custom Sampler and Mill op the Nevada 
Goldfield Reduction Company, Goldfield, Nevada.^24 — sampler has 
a capacity of 500 tons per 24 hours and the mill a capacity of 100 tons.^^^ The 
ores treated vary in character and value considerably. The entire milling ore 
is ground to pass a 100-mesh screen and from 20 to 30% of the coarser material 
is separated and treated in leaching tanks while the slimes are treated by vacuum 
filters. The problem is to save the economic minerals, gold and silver. Ore 
is delivered, via rail and wagon, to (1). 

Sampling Plant. 

1. Two lines of receiving bins of 800 tons capacity. One line on each side 
of the ground floor. One side for cars and the other for wagons. From the 
mines ; deliver to (2) . 

2. McCully gyratory rock breaker, No. 4. From (1) ; delivers crushed rock 

to (3). ^ 

3. Vertical belt elevator with a capacity of 50 tons per hour, and elevating 
the ore 93 feet. From (2); delivers to (4). 

4. Vezin sampler. From (3); delivers sample to (5) and reject to (12). 

5. F. M. Davis rolls, 14 X 30 inches. From (4); deliver crushed ore to 

( 6 ). 

6. Elevator, 72 feet long. From (5); delivers to (7). 

7. Vezin sampler. From (6); delivers sample to (8) and reject to (12). 

8. Hendrie-Bolthoff Manufacturing Company coarse rolls, S-inch face. 
From (7) ; deliver crushed sample to a floor where it is quartered twice. The 
sample is sent to (9) and the reject to (12). 

9. Fine rolls in the sample room. From (8) ; deliver crushed sample to a 
floor where it is quartered twice. The sample is sent to (10) and reject to (12). 

10. Gyratory Grinder. From (9) ; delivers crushed sample to a floor where 
it is quartered to 2 pounds. The sample is sent to (11) and reject to (12). 

11. Disc pulverizer and bucking board where the sample is reduced to 100 
mesh. From (10); delivers pulp, as a control sample, to assayer. 

12. Robins belt conveyor, 20 feet long. From (4), (7), (8), (9), and (10); 
delivers to (13). 

13. Bifurcated chute. From (12); delivers to (14) and (15). 

14. Six storage bins for milling ore. Each holds 70 tons. From (13); 
delivers to (16). 

15. Eighteen-inch Robins belt conveyor, 115 feet long. From (13); delivers 
to (17). 

16. Feed gates. From (14); deliver to (18). 

17. Twenty storage bins for shipping ore. Each holds 45 tons. From (15) ; 
deliver, via gates, to cars and thence to smelter. 
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Concentrating Mill, 

18. Four Challenge suspended feeders. From (16); deliver to (19). 

19. Twenty stamps each weighing 1,250 pounds and stamping, with a dilute 
cyanide solution, in an M. P. Boss battery. From (18) and solution from (44) ; 
deliver amalgam to the refinery building and pulp to (20) . 

20. Four amalgamating plates. From (19); deliver amalgam to refinery 
building and pulp to (21). 

21. Eight Wilfley tables. From (20); deliver concentrates to (22), coarser 
tailings to (23), and finer tailings and slimes to (24). 

22. Concentrates bin. From (21) ; delivers concentrates, via cars, to smelter. 

23. Allis-Chalmers tube mill, 5 X 22 feet. From (21) and (29) ; delivers 
pulp to (24). 

24. Two amalgamating plates. Fz'om (21) and (23); deliver amalgam to 
the refinery building and pulp to (25). 

25. Three 54-inch Frenier spiral sand-pumps with a 20-foot lift. From 

(24) ; deliver to (26) . 

26. Three 54-inch Frenier spiral sand-pumps with a 20-foot lift. From 

(25) ; deliver to (27), 

27. Six wooden Spitzlutten, each 2X2 feet with the sides sloping at 30® 
angles and wedge-shaped. From (26) ; deliver spigots to (28) and overflows to (30). 

28. Sizing Spitzkasten with 4 spigots. From (27) ; deliver the first spigots 
to (29) and the remainder to (30) . 

29. Wilfley table. From (28) ; delivers concentrates, via sacks, to smelter 
and tailings to (23) , 

30. Eight Frue vanners. From (27) and (28); deliver concentrates, via 
sacks, to smelter, tailings to (31), and slimes to (32). 

31. Leaching plant composed of eight tanks, 22 feet in diameter and 5 foot 
deep. The upper four tanks are used for collecting and treatment while, the 
lower four are used for double treatment. From (30) ; delivers solution to 
(38) and tailings to dump. 

32. Collecting tank for slimes, 24 feet in diameter by 16 feet deep. From 
(30); delivers pulp to (33) and overflow to (45). 

33. Three agitating tanks, 24 feet in diameter and 16 feet deep. From 

(32) ; deliver to (34). 

34. Storage tank for filters, 20 feet in diameter and 22 feet deep. From 

(33) and (36); delivers to (35). 

35. Three Butters vacuum-filter boxes with 16 leaves each. From (34), 
(36), and (42); deliver filtrates to (37) and the residues to waste, or occasionally 
to (36). 

36. Auxiliary agitating plant with twelve tanks, 8 feet in diameter and 
12 feet deep. Agitate with a steering gear and a 4-inch centrifugal pump. 
From (35) and (46); delivers to (34) and (35). 

37. Gold-solution storage tanks. From (35) via vacuum pumps; deliver 
to (38). 

38. One 6-ton American filter press. Remodeled by E. S. Leaver for. 
clarifying solutions. From (31) and (37); delivers clear solution to (39), 
slimes and residue to waste. 

39. Zinc-precipitation boxes. From (38); deliver gold and silver precipi- 
tates to (40) and ‘barren solutions to (42) and (43). 

40. Acid-refining tank, 6 feet in diameter and 8 feet deep. From (39); 
delivers to (41). 

41. Small Davis filter press. From (40); delivers the precipitate cake to 
the refinery building for drying, fluxing, and melting. 
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42. Weak barren-solution sump tank, 24 feet in diameter and 6 feet deep 
From (39) ; delivers to (35) for washing purposes and to (44) . 

43. Strong barren-solution sump tank. From (39); delivers to (44). 

44. Battery-solution tank. From (42), (43), and (46); delivers, via gravity 
to (19). 

45. Decanted-solution tank. From (32) and (46); delivers, via pump 
to (46). 

46. Large rectangular settling tank with a wedge-shaped bottom, 10 X 4i 
X 15 feet d^eep. From (45); delivers spigot to (36) and overflow to (44) am 
(45). 

Costs of operating are very high, due to the high cost of power, water, an( 
labor. 

B. 4. Amalgamation Followed by Lixiviation and Concentration. 

Exemplified by Mill 103 covering Colorado practice. 

§ 1432. Mill No. 103. Liberty Bell Gold Mining Company, Telluride 
Colorado. — The ore treated consists of gold and silver partly free and parti; 
combined with sulphides, disseminated throughout a quartz-calcite gangue.®^ 
In many of the stopes the vein filling is wholly calcite, in some wholly quart 2 
and in others the two are mixed in bands of varying thickness. Much of th 
ore consists of attrition breccia, the voids being filled with calcite and quart 2 
Again, some of the ore consists wholly of triturated country rock, in which th 
mineralizing solutions have deposited gold and silver without any cementinj 
calcite or quartz. The value of this latter ore can only be determined by assay 
and the results of such assays decide which is and which is not ore. The gen 
eral practice is to take all the vein filling and send it to the mill, as the value 
have been deposited in such an erratic and spotty way that stope assays prov' 
unreliable. For example, it has been found that stopes which average only tw< 
or three dollars per ton upon sampling yielded a fair profit when the ore wa 
sent through the mill. The value of the ore milled varies, but generally lie 
ibetween eight and twelve dollars per ton. 

The mill handles an average of 350 tons of ore per 24 hours, but this amoun 
can be varied, at will, from 300 to 400 tons by changing the size of the screen 
used in the batteries. 

At the mine the ore is run over 4 grizzlies, approximately 10 X 12 feet 
arranged two in a series. The first grizzly has 3-inch spaces, and the secont 
10-inch spaces, between bars. The fine ore through the first grizzly goes, vii 
aerial tram, to (4) , while rocks larger than 10 inches are broken by hand hammer 
and go with the undersize of the coarse grizzly, via aerial trams, to (1). 

MilV^ 

1. Grizzly, 3X3 feet, bars 3 feet long, 1^ inch thick, and 2 inches dee] 
placed 3 inches apart, slope 45°. From the mine; delivers oversize to (2) an< 
undersize to (3). 

2. Blake breaker with a jaw opening 9 X 15 inches, making 50 thrust 
per minute and set to break to 3-inch cubes. From (1); delivers to (3). 

3. Belt conveyor. Carriage furnished by the Jeffrey Manufacturing Com 
pany; and belt, by the Boston Belting Company. The belt is 22 inches wide 
6 ply, travels 229 feet per minute, and has a life of 6 months. From (1) an< 
(2); distributes ore to (4). 

4. Wooden ore-bin, 133 feet long by 22 feet wide, with bottom sloping a 
45° and having a capacity of 1,500 tons. From (3) and mine; delivers ore 
via 16 Challenge ore feeders, to (5). 
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5. Eighty gravity stamps arranged in 16 5-stamp batteries. The stamps 
weigh 850 pounds and drop through a distance of 7 inches, 100 times per minute. 
The height of discharge is from 2 to 4 inches. 4.4 tons of ore per stamp are 
crushed, per 24 hours, through steel wire screens having 16 meshes to the inch 
and of number 23 wire. Screens last 10 days. Shoes wear 5 months; and dies, 
2 months. No quicksilver is used in the batteries. From (4) and (15) ; deliver 
pulp to (6). 

6. Sixteen copper amalgamating-plates. From (5) ; deliver pulp to (7) and 
amalgam to retort and thence to mint. Plates are 8 feet long and 4 feet 8 
inches wide. 

7. Twelve cast-iron mercury traps with one fixed and two movable par- 
titions. From (6) ; deliver overflows to (8) and amalgam to retort and thence 
to mint. 

8. Two Dorr sizers and one cone classifier. The sizers arc S.5 X 2.67 feet. 
From (7) ; deliver spigots to (9) and overflows to (10). 

9. Three tube mills. Shells are 22 feet long by 5 feet in diameter. They 
make 25 revolutions per minute, and have a capacity of 90 to 100 tons per 24 
hours. They consume 1.6 pounds of pebbles per ton of material crushed. 
Linings are of silex brick, 4 inches thick, and last 18 months. Only two mills 
are used at one time, the third being held in reserve. Fi’om (S) and (13); 
deliver pulp to (10). 

10. Twelve copper amalgamating-plates. From (S) and (9); deliver pulp 
to (11) and amalgam to retort and thence to mint. Plates are 8 feet long by 
4 feet 10 inches wide. 

11. Twelve cast-iron mercury traps with details same as (7). ^ From (10); 
deliver overflows to (12) and amalgam to retort and thence to mint. 

12. Two 6-foot steel-cone settling tanks of the Callow type. From (11); 
deliver spigots to (13) and overflows to (14). 

13. Elevator with 6-ply belt, 60 foot long and 10 inches wide. The belt 
has a speed of 450 feet per minute and a life of about 6 months. Buckets are 
6.75 X 4.25 inches, spaced 12.75 inches between centers and have a life of about 
18 months. From (12); delivers pulp to (9). 

14. Five redwood settling-tanks, 33 feet in diameter and 9.5 feet deep, 
having a capacity of about 50 tons of ore, as a 5 to 1 pulp. From (12) and (16) ; 
deliver pulp to (26) and overflows to (17). 

15. Batteiy-solution storage tank, 20 feet in diameter and 15 feet deep 
with a capacity of 147 tons of solution. From (23) ; delivers weak cyanide 
solution to (5) and (16). 

16. Lime mixer. ^ From (15); delivers to (14). 

17. Solution settling tank, 33 feet in diameter and 8 feet deep with a capacity 
of 214 tons of solution. From (14) ; delivers overflow to (LS), 

18. Solution storage tank. From (17); delivers, via bottom discharge, 
to (19). 

19. Pump, 8 inches in diameter with a 10-inch stroke. From (18) ; delivers 
to (20). 

20. Gold-solution storage tank. From (19); delivers to (21), 

^ 21. Twelve zinc-precipitating boxes, 3 feet 5 inches long, 2 feet 2.5 inches 
wide, and 2 feet 10 inches deep. Use 0,22 pound of zinc shavings, cut from 
No. 9 sheet zinc, per ton of solution treated. From (20) and (29) ; deliver solu- 
tion to (22), excess solution to (24) and precipitate which is treated with 
sulphuric acid, washed, dried, fluxed, melted, and then shipped to the mint. 

22. Two solution storage tanks. From (21) and (25); deliver to (23). 

23. Byron Jackson centrifugal pump with cast-iron liners which have a 
life of about 18 months. The pump lifts 80 feet. From (22) ; delivers to (16). 
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24. Four wash, tanks. From (21) and water from water storage tank whic 
is fed by an external pipe line; deliver to (25). 

25. Byron Jackson centrifugal pump with details same as (23) and liftin 
30 feet. From (24); delivers to (22). 

26. Six 17-foot cone-bottom agitators. From (14); deliver to (27), 

27. Krogh centrifugal pump with 5-inch cast-iron liners which have a lif 
of about 4 months. The pump lifts 30 feet. From (26); delivers to (28). 

28. Equalizer tank, 20 X 15 feet with a capacity of 147 tons of solutior 
From (27) ; delivers to (29) . 

29. Three loading tanks. From (28) ; deliver filtrate to (21) and slimes t 
(30). 

30. Byron Jackson pump with 4-inch sheet-steel liners which have a life c 
6 weeks. The pump lifts 40 feet. From (29); delivers to (31). 

31. Classifying tank. From (30); delivers spigot to (33) and overflow t 
(32). 

32. 120 Canvas tables, 4 X 12 feet. A 16-ounce duck, which costs 5. 
cents per yard, is used. The material has a life of 1 year. From (31) and (37^ 
deliver concentrates to (36) and tailings to (40). 

33. Ten No. 5 Wilfiey tables making 290 0.5-inch strokes per minute. Eac 
table treats about 20 tons of ore per 24 hours. From (31); deliver concer 
trates to (39), middlings to (34), and tailings to (40). 

34. Wilfiey table with details same as (33). From (33); delivers concer 
trates to (39) and tailings to (35). 

35. Elevator with 6-piy belt, 58 feet long, and 6 inches wide. The belt hg 
a speed of 696 feet per minute and a life of 1 year. Buckets, 5X3 inches, ai 
placed 6 inches between centers and have a life of about 3 years. From (34^ 
delivers to (36). 

36. Classifier with 5 spigots. From (32) and (35) ; delivers spigots to (3E 
and overflow to (37). 

37. Elevator with 6-ply belt, 65 feet long, 10 inches wide, and traveling 68 
feet per minute. The life of the belt is about 18 months. Buckets, 9 X 
inches, are placed 6 inches between centers and have a life of about 2 year, 
From (36) and (38); delivers to (32). 

38. Five 6-foot vanners with end shake. From (36); deliver concentrate 
to (39) and tailings to (37). 

39. Wooden concentrates-bin, 24 feet long by 10* feet wide with bottoi 
sloping at 45®. The bin has a capacity of 100 tons. From (33), (34), and (38 
delivers, via tram cars, to railroad cars and thence to smelter. 

40. Tailings launder. From (32) and (33); delivers to waste via creek. 

This plant uses the Moore filter press system. Regarding it, Mr, Nutte 

superintendent of the company, says, “ the Moore plant was put into commissio 
about the middle of May, 1905, and since then has treated approximate! 
225,000 tons of slimes. At the present time it is treating in excess of 9,0C 
tons per month, with 5 sets of filters, each containing 66 leaves, 6X8 feet, 
complete cycle of operations takes about 2 hours.'' 

“From time to time determination of the soluble gold left in the tailing 
have been made and it runs about 0.0025 ounce per ton of solution. The soli 
tion also has about 0.03 ounce of soluble silver left in it per ton." 

The mill is operated throughout on an 8-hour shift basis with 3 shifts p( 
day. The plant runs continuously unless stopped by break-down or acciden 
There are only two regular stops throughout the year, Fourth of July an 
Christmas being observed* as holidays. 

The minimum rate of pay is $3 per shift and varies up to $5 for foremen. 

Four men per shift are employed on the batteries and tube mills, 3 me 
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per shift on the settlers, agitators, and filter plant, 1 man per shift on the van- 
ners and Wilfley tables, 1 repair man on day shift, from 1 to 3 men per shift 
on the canvas tables, 2 men per shift in the precipitation plant, and an extra 
man when cleaning up. 

During most of the year the supply of water is ample for milling purposes 
and during the summer months a portion of the stamps are run by water power. 
During January, February, and March, however, economy must be exercised 
in the use of water and there is no over supply for power. Electricity is pur- 
chased from the Telluride Power Company, which has ample capacity to supply 
all needs. The power consumed by the various machines is as follows : 


Breaker (2) 30 horse-power 

Conveyor (3) 4 “ “ 

Stamps (5) 175 “ “ 

Tube mills (9) 45 “ “ 

Pump (25) 10 “ “ 

Agitators (26) and Krogh pump (27) . . 45 “ “ 

Pump (30) 17 “ 

Wilfley tables (33), (34), and vanners (38), etc., 20 horse-power. 


to run and 90 horse- 
power to start. 


B. 5. Amalgamation Followed by Lixiviation. 


Mills 104, 105, 106, 107, 108, 109, and 110 are typical of this group in four 
districts. 

§ 1433. Mill No. 104. Pittsburg-Silver Peak Gold Mining Company, 
Blair, Nevada.'** — The ore “* is a white crystalline quartz containing from 1% 
to 2% of lead and iron sulphides. Considerable gold with a little silver con- 
stitute the economic minerals. The problem is to save the gold and silver. 


Rock House. 

1. Receiving bin. From the mine; delivers to (2). 

2. No. 6 breaker. From (1); delivers crushed ore to (3). 

3. Elevator. From (2); delivers to (4). 

4. Grizzly. From (3); delivers undersize to (6) and oversize to (5). 

5. Two No. 3 breakers. From (4); deliver crushed ore to (6). 

6. Bin. From (4) and (5); delivers to (7). 

7. Aerial tramway. From (6); delivers, via bin and gates, to (8). 

Stamp House. 

8. Conveyor. Runs the entire length of (9) and discharges by automatic 
tripper. From (7); delivers to (9). 

9. Battery bin. From (8); delivers to (10). 

10. Twenty automatic feeders. From (9) ; deliver to (1 1) . 

11. One hundred stamps in 20 batteries an-anged in 10 pairs. Stamps 
weigh 1,050 pounds each. From (10) and (32); deliver pulp to (12). 

12. Twenty amalgamating plates. From (11); deliver amalgam to retort 
and pulp to (13). 

13. Two settling cones. From (12); deliver spigots to (14) and overflows 
to (15). 

14. Eight Merrill sizing cones. From (13) and (33) ; deliver spigots to (17) 
and overflows to (15). 

15. Three dewatering tanks. From (13) and (14) ; deliver spigots to (16) 
and overflows to (30). 

16. Slimes accumulator. From (15); delivers to (26). 
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Cyanide Plant. 

17. Sand distributor. From (14); delivers to (18). 

18. Five sand-leaching vats. From (17), (22), (23), and (29); deliver sane 
to waste, effluent solution to (19) and (24), and water to (28). 

19. Three weak-solution precipitation tanks. From (18), (26), and (34 
deliver to (20) . 

20. Pump. From (19); delivers to (21). 

21. Merrill filter press. From (20); delivers precipitates to refinery, wes 
solution to (22) or (23), and barren solution to waste. 

22. Weak-solution storage tank. From (21); delivers to (18) and (26). 

23. Strong-solution storage tank. From (21) and (25); delivers to (11 
and (26). 

24. Strong-solution sump tank. From (18) and (26); delivers to (25). 

25. Pump. From (24); delivers to (23). 

26. Merrill filter presses. From (16), (22), (23), (29), and (30); deliv 
slimes to (27) , effluent solutions to (19) and (24) , and water to (28) . 

27. Slimes residue dewatering tank. From (26) ; delivers spigot to dun 
and overflow to (28). 

28. Overflow (lime) water tank. From (18), (26), and (27); delivers ' 
(29). 

29. Pump. From (28); delivers to (18) and (26) or (33). 

30. Overflow soft-water tank. From (15); delivers to (31) and wash wat 
to (26). 

31. Pump. From (30); delivers to (32). 

32. Battery (soft-water tank). From (31); delivers to (11). 

33. Sluicing (lime) water tank. From (29); delivers to (14). 

34. Zinc feed. Delivers to (19). 

§ 1434. Mill No. 105. The Great Boulder Perseverance Mine, Ka 
G ooRLiE, Australia.^® — The ore is a grey and green schist containing di 
seminated pyrite, arsenopyrite, tellurides, and quartz.^®^ The problem is • 
save the gold and silver. The value of the ore is about $12.50 per ton. The o 
is trammed, 120 feet from the mine, to the breaker house where it is weighs 
on Avery automatic scales, full and empty car weights being recorded on 
Morse tape. Thence the ore is dumped to (1) . 

Ore Breaker. 

1. Grizzly. From cars; delivers oversize to (2) and undersize to (3). Ou 
side dimensions are 6.2 X 7 feet, spaces between bars 2.5 inches, and slo] 
62.5°. 

2. Gates breaker. No. 5. From (1) ; delivers crushed ore to (3). For pow 
and capacity see (4). 

3. Two Grizzlies. From (1) and (2) ; deliver oversize to (4) and undersi 
to (5). Outside dimensions are 3.83 X 7 feet, space between bars 0.75 im 
and slopes 49°. 

4. Two Gates breakers, No. 3. From (3); deliver crushed ore to (5). 

These breakers (2) and (4) , are driven by a 60 horse-power Sprague mote 

They break 2 tons per horse-power hour and require 15.4 horse-power wh< 
running idle. Total capacity of breakers is 900 tons per 24 hours; but th( 
are in actual operation only one-half the time and break 480 tons per 24 hou] 

5. Breaker bin with a flat bottom. From (3) and (4) ; delivers to (6). I 
mensions are 40 X 29.5 X 26 feet, and the capacity is 1,000 tons, of which & 
tons is live ore. 

6. Challenve feeder. From ('5'): delivers to (1'). 
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7. Robins belt conveyor. From (6); delivers to (S). This belt is IS inches 
wide and 140 feet long. It elevates the ore 34 feet, running at an angle of 14° 
with the horizontal. The belt handles 4S0 tons per 24 hours and requires 5 
horse-power. Its life is about 3 years. Boys are employed to pick out bits 
of unexploded dynamite and waste. In case of break-downs an elevator and 
trucks are provided. 

8. Bin. From (7); delivers to (9). Capacity 22 tons. 

9. Trucks. From (S); deliver to (10). Each truck holds 1,700 pounds. 

Ore Crusher. 

10. Griffin mill bin. From (9); delivers, by 16 chutes, to (11). Length 
136 feet, and section is triangular, 3.5 X 3.25 feet. Chutes arc supplied with 
ore through gates operated by rack and pinion. 

11. Sixteen automatic slide-feeders. From (10) ; deliver to (12). Those are 
of the sliding-block type and are driven by an eccentric with a movement of 
1 inch. 

12. Sixteen Griffin mills, No. 11. From (11); deliver to (13). Run dry. 
Each mill has a cast-iron base, 4 feet square, securely bolted to concrete foun- 
dations. The die ring, 30 inches in diameter, is fastened to this base. The 
crushing is performed in a similar manner as that in the Huntington mill, but 
only one crushing roller, 15 inches in diameter, is used. The shaft is 6.5 feet 
long and is supported by ball bearings, which reduce the friction very much, 
resulting in a saving of at least 20 horse-power. Each mill is thrown in and 
out of action by means of friction clutches. The shaft of the mill makes 198 
revolutions per minute. Only fifteen mills operate at one time, the other being 
out for repairs. Each mill is in operation between 85 and f)5% of the time. 
The die rings are rotated to get even wear, the feed side wearing faster. Details 
of wear: Die rings, IS days; roll tires, 9 days; plows or followers, 9 days; roll 
bodies, 6 months; shafts, 6 months; body nuts, 18 days; follower nuts, 3 months; 
ball and trunnions, 3 months; thrust rings, 18 days; feeder shafts, 6 months. 
Cast iron lasts through a few dynamite explosions at most and cast-steel pans 
from 12 to 20 explosions; ball bearings have a long life, the balls showing no 
unevenness after 6 months’ use. The screen used is of wire cloth with 0.()43-inch 
openings. Capacity of each mill, 37 tons per 24 hours. The f(vd passcjs a 
1.25-inch ring. The total power with 13 mills running is 234 horse-pow(U’ or 
18 horse-power per mill. Each mill crushes 2 tons per liorst'-powcn* day. 

Screen-sizing tests on the crushed rock from the mills show the following 
results : 


Screens used on Mill. 

0 043-inch. 

O.OGS-inch. 

0.004-mch. 

+ 20 

0.30 

3.50 

2.50 

-20-i- 30 

1.00 

5.16 

4.00 

-30+ 40 

2.20 

4.75 

4.50 

-40+ 00 

5.50 

8.75 

7.15 

-00+ 80 

6.35 

5.25 

5.35 

-80+100 

4.16 

4.00 

4,85 

-100+120 

2.00 

2.05 

2.25 

-120+150 

7 36 

5.00 

0.00 

-150+200 

4.05 

2.15 

1.06 

-200 

08.10 

58.80 

01.75 

Total 

100.00 

100.00 

100.00 


This is a finer pulp with a coarser screen than a ball mill gives with a finer 
screen. 

13. Sixteen screw conveyors. From (12); deliver ore to (16) and dust to 
(14) . Conveyors are 10 inches in diameter and run at 38 revolutions per minute. 
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Griffin mills is carried off by this fan. It is capable of displacing 14,000 cut 
feet of air per minute. 

15. Four Cyclone dust-settlers. From (14); deliver to (17). These chai 
bers are conical in shape and are arranged in series. They have a capacity 
566.5 cubic feet each. The dust-laden air is delivered tangentially to t 
sides near the top. They recover about 80% of the dust which amounts 
100 pounds per hour. The effluent air goes -into a large dust chamber, whi 
recovers the bulk of the remaining dust. This recovered dust is returned tot 
system at (17). 

16. Robins belt conveyor. From (13); delivers to (17). Width of b( 
22 inches and it has a speed of 88 feet per minute. 

17. Elevator. From (15) and (16); delivers to (IS) or (19). There a 
42 buckets, spaced 2 feet apart. The belt travels 376 feet per minute. T 
ore is raised 34 feet. 

Roasting. 

18. Reserve bin. From (17); delivers to (19) by means of screw convey 
and elevator. Capacity 300 tons. 

19. Screw conveyor. From (17) and (18); delivers to (20). Length 1 
feet and varying in diameter from 9 inches at the back end to 5 inches at t 
front end. It runs at the rate of 30 revolutions per minute and requires 
horse-power. As an alternative, in case of a breakdown, there is a Robins bi 
conveyor, 270 feet long and 14 inches wide, driven at a speed of 196 feet p 
minute, consuming 3 horse-power, and delivering into the feed hoppers of (2( 

20. Six Perseverance furnaces. From (19); deliver roasted ore to (2 
These furnaces are placed in two separate sheds at right angles to each othi 
four in one shed and two in the other. In order to supply the last two fumac 
there is a conveying system consisting of two belt conveyors at right angl( 
the first is 95 feet long, 14 inches wide, and has a speed of 288 feet per minu 
delivering to the second, which is 128 feet long, 14 inches wide, running t 
entire length of the two furnaces, and delivering to two screw conveyors. Ea 
is 14.5 feet long, 9.5 inches in diameter, driven at 52 revolutions per minu 
and requires 0.5 horse-power. 

Each furnace is equipped with two hoppers, 5 X 3.5 feet at the top and 
feet deep. Two sides are vertical, the other two converging to give a narn 
feed slot. About 4 inches below this slot there is a hori55ontal feed plate, mov 
back and forth by an eccentric. Variations of feed are obtained by alteri 
the speed and throw of the eccentric. The furnaces, as originally built, we 
of the Holtoff-Wethey type, but defects in the rabbling led to the introducti 
of the Edwards mechanical system. The capacity of each furnace is 95 tc 
per 24 hours or 1 ton per 15.5 square feet of roasting surface. There are 
fire boxes per furnace, arranged in pairs, with hearths 2.5 X 6 feet. Flue di 
is caught in the goose-neck and main flue and returned to the furnace eve 
month. 

21. Six cooling floors. From (20); deliver to (22). 

22. Push conveyor. From (21); delivers to (23). The sand drops or 
this conveyor through a screen. The conveyor has flights, 2.25 feet by 7 inch 
and makes twenty-six 18-inch strokes per minute. 

23. Chain bucket elevator. From (22); delivers to (24). Length is 6^ 
feet and it has 86 buckets, each 12 X 6 X 5 inches, placed 18 inches apa 
In case of a breakdown to (22) or (23) , there is a screw-conveyor system deliv 
ing to a chain bucket elevator, identical to (23) and delivering to (24). 
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ximalgamntiim. 

24. Mixer. From (23); delivers to (25). Weak cyanide solution is added 

from the exhaiLsted liquor of the extractor box('s and' sidli<*itait to inak(‘ pulp 
of the consistency of three parts water to one })art solids, by Tlu^ mixer 

is of the vortex type with a propelhu* agitator, and has a curvanl bottom and 
closed top. 

25. Two spitzkasten. From (24); d<4iver spigots to (26) and ovm-flows to 
(31). These spitzkasten are ])yramidal in shape', 5 fe(4, sepuin' at tlu' top, and 
5.67 f(‘et deep. The spigots an' uornnilly 0.75 iiu'h in dianu'ttn’ l>ut vary with 
th(‘ tonnag('; a capat'ity of 500 tons p(*r 21 liours r(M(uiring O.S75-ineh diam<*ter 
spigots. Th('y act as primary (dassifiers. 

26. Ten grinding amalgamating pans. From (25) ; d(4iver ovtadhuvs (pulp)^ 
to (27) and amalgam to n'tort. For d(‘scription s('(' (30). 

27. Agitation vat. From (26) and (30); d<‘Iiv(‘rs to (2S). 

2S, Sand-pump. From (27); delivers to (20). Strok<‘ of pump 1 fet*t, 

20. Two s(H‘on<lary spitzkasten. From (2S); d(4iv(‘r spigots to (30) and 
overflows to (31). For dinumsions set' (25). 

30. Four grinding anmlgamating pans. From (20); (h'liver ovi*rflows 
(pulp) to (27). Th(^ fourtet'u anndganuUiug pans, (26) and (30), of wUivh tin' 
former run at 31 revohitions pt'r minuU' atid the latter at 27 revolutions pm* 
minute, art' (*ach S ft't't in diameU'r and 3.25 ftn't th't'p. O'ln* sidt's an* of mild 
steel or wrought iron whilt' tlu' bottoms art* of cast in)n. 'rin* mulh'i* has S 
shot's, each in tlu* slniju' of a, st'ctor of a circh*, 2.5 incht's thit'k an*l t»f 220 ptmntls 
wt'ight. The grinding is dt)n(' upon 12 dies, shapt'tl likt* tin* sIuh's, ami wt'igli- 
ing 283 poiuuls. Tht'rt' is a ht)llow spact* abottt the tlies for tin* (*oIh*<‘tion of 
nu'rcury. A st't of shot^s lasts 3 t<^ 6 months ami a set of tlit'S 12 nmnths. 'I'ht* 
abnision amounts to about 13.2 ounet's pt'r ton of sami trt'utt'tl. IIh* ptnvta* 
rt'tjuirt'tl is 9 horst'-powt'r in tlu' cast' of the formt'r ten patis, anti 6 htu’st'- 
powt'r in the t'ast' of the luttt'r fotir pans. 1.4 tons t)f saml is sliim'd pt'r htU’se- 
power day or 1 ton pt'r s<{uurt^ foot of shot' grinding-surfact' pt'r 2 1 htmrs. Tlu^ 
consumptit)n of nu'rt'iiry varit's frtun 0.1 to 0.2 tnun't' pt'r ton of ort' trt'utt'tl and 
the goltl rt'covt'rt'd in tht' amalgam varit's fnun 30 tt^ 35(.\', t)f tht' ttOal yit'hl. 

Tht' following art' typietd sizing analyst's tjf tht* products from the liue-griml- 
ing system wht'u tlu* capacity is 4S0 tons pt*r 24 hours. 


Screening. 
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t triiming 
Can**, t Hil 
llitW. 

Numlirr 2 
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0.0 

l.M 

4.0 
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31. Two prismatic Hcttlcrs. From (2.)) and (20); <l('liv<T spigotH and ovit- 
flow.s to cyaiud(( slimes plant. These settlers work alternately ami retiue<> tlie 
pulp from a eonsisteney of 2.')% solnls to one of 10 to 4o % solids ami elear water. 
Kaeh prism, 63 f<H^t Ioj»g, 5.5 feet wide, ami 5.5 feet de(‘p, has a s«*ttiing an-a 
of 316.5 square fw't and a capacity of 1,236 euhie feet. The <*nds are vertieul 
and th(! sides vertical for 15 intdu's, then fh<>y converge to a 10-ineh base. The 
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settlings arc discharged through thirty-one 1.5-inch holes, placed 2 feet ap 
on the bottom. These orifices are closed by a valve consisting of a rul 
plug and a vertical rod operated by single cams on a shaft revolving 6 ti 
per minute. Slimes are run into a settler until the overflowing water sh 
muddy, when the cam shaft is revolved and the discharge is regulated so 1 
it will exceed the inflow. This is continued until the discharging slimes sh 
by testing, 30% solids. The shaft is stopped, the tank allowed to fill, and 
settler given a period of rest in which the slimes have a chance to settle. M( 
while the other is going through the same cycle of operations. 

Power. 

The mill engine is a horizontal compound-condensing Corliss engine wil 
nominal horse-power of 450, built by the E. P. Allis Company. Its lengt] 
stroke is 4S inches, number of revolutions per minute 77, and cylinder diame 
20 and 36 inches. It drives the Griffin mills, conveyors, and a 150-kilo\ 
direct-current dynamo. Steam is delivered at 135 pounds pressure, exhausted 
a 25-inch vacuum and it consumes 13.1 pounds of steam per indicated ho 
power. A Brush compound-condensing vertical engine, with cylinder dia 
tors of 22.75 and 34 inches, drives directly a 200-kilowatt direct-current dym 
at 240 revolutions per minute. It has a steam pressure of 135 pounds 
exhausts into an IS-inch vacuum. With a load of 300 horse-power, its sb 
consumption is 30 pounds per indicated horse-power. Bach engine has 
own condenser and oil separator. For supplying air to the reduction p 
and for underground reciuirements, there are two Ingersoll-Sergeant air c 
pressors, fitted with Corliss valves, delivering air at 90 pounds pressure, 
current generated by the two dynamos is distributed among nineteen var 
type motors and the lighting system. The motors arc used to operate var 
parts of the reduction works machinery and vary from 5 to 60 horse-po^ 
The plant is electrically lighted throughout. 

St(‘am is supplied by 10 Heine horizontal water-tube boilers, each of 
horse-power capacity. The grate area is 18 square feet and heating sur 
1,000 s(iuare fc^et per boiler. The fuel used is green salmon gum and mu 
Feed water is supplied by three pumps, each being large enough to fulfil 
boiler requirements. 

Power costs $0,486 per horse-power day. 

Labor, 

Total labor employed per 24 hours is 116 men and 12 boys, divided equ 
into thn^c shifts. The distribution per 24 hours is as follows : 

On breakers, 6 men and 3 boys; on transport of ore, 3 men and 6 boys (p 
ing l)elt); in (iriffin mill department, 10 men and 3 boys; in amalgamation 
agitation department, 9 men; in filter-pressing department, 35 men; in preeij 
tion d(‘partment, 3 men; on disposal of tailings, 11 men; foremen, 3 men. 

CoBtSj AsBayBj etc. 

An average of 3 months' work showed: value of ore $12.66 per ton for 
44,363 tons milled; amalgamation extracted 29.37% of total value in the 
cyaniding extracted 62.15% of the value; and S.48% of the value was thr 
away in the tailings. 

The average cost of milling the ore was $3.1225 per ton. 

§ 1435. Mill No. 106. Homestake Mining Company, Lead, So 
Dakota.^^*^ — The Homestake Mining Company owns or controls 250 cla 
comprising 2,616 acres and covering about 8,000 feet along the strike of 
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lode.®^ It owns and operates 6 stamp-mills, containing an aggregate of 1,000 
stamps, and crushes about 4,000 tons per 24 hours. The unique features in 
these mills are the construction of the stamps, the great length of the amalgama- 
tion plates, the absence of concentration, and the treatment of the sands and 
slimes in the cyanide plants. 

The ores treated are of two types, the oxidized, or open-cut ore, and the 
sulphide, or Homestake lower-level ore, containing 7 or 8% of sulphides, mainly 
pyrite and pyrrhotite in approximately equal proportions, together with small 
amounts of chalcopyrite and arsenopyrite in a gangue of schist or slate. ^ Each 
class of ore is treated in separate mills, the former in the Pocahontas mill (160 
stamps), while the latter class is treated in the Homestake mill (200 stamps). 
Golden Star mill (200 stamps). Amicus mill (240 stamps), Monroe mill (100 
stamps), and the Mineral Point mill (100 stamps). 

The ore receives its first crushing in rotary breakers at the hoists.’'" It is 
here reduced to a maximum of 4-inch cubes. A second crushing at the Ellison 
hoist is now being arranged for. It is conveyed from the hoist bins in cars and 
dumped to (1). 

1. Mill bins. From cars; deliver, via chutes, to (2). 

2. Two hundred feeders. From (1); deliver to (3). 

3. One thousand stamps comprising 200 batteries. These stamps are 
equipped with Homestake narrow-pattern mortars which are only 12 inches 
wide at the lip. When new, the stamps weigh 900 pounds; they drop 10.5 
inches and make 88 drops per minute. The shoes and dies are made of cast 
iron. From 10 to 12 tons of water are used per ton of ore crushed and mercury 
is introduced into the mortars. The stamp duty is 4 tons per stamp per 24 
hours. The pulp is very fine, about 80% passing a 100-mesh screen and nearly 
60% passing a 200-mesh screen. The screens are the steel needle-slot type. 
No. 8 size. Discharge is 11 inches above the top of the dies. From (2) ; deliver 
pulp to (4) and amalgam to retort. 

4. Two hundred sets of amalgamating plates. Each set is composed of 
4 plates, 4.5 X 12 feet and 0.125 inch thick, the apron plate being of coppc^r and 
the other three being silver-plated copper (2 ounces of silver per squares foot). 
It has been found that maximum results in amalgamation are attaincnl wlum 
the temperature of the water is low enough to exert a minimum infliu'ucc^ upon 
the minerals. Between 70 and 75% of the values are extra(*t(‘<l. The total 
average cost of milling the ore is about 40 cents per ton, although in the Amicus 
mill, which is the largest and most modcrnly equipped, the prc'sent (‘ost is 
estimated at 22 cents per ton, of which 18 cents is apportioned to crushing and 
4 cents to amalgamation. From (3) ; deliver pulp to (5) and amalgam to rc^tort. 

Slimes mid Saiid Separation. 

The pulp as it comes from the mills has a consistency of about 12 parts 
water to 1 part solids. Of these solids about 65% is leachable mat<^rial and 35% 
is slimes or unleachable material. In order to effectively tnuit the pulp with 
cyanide it is necessary to separate the slimes from the sands. This is effected 
by a system of settling cones and classifiers. The first tre^atment of the pulp 
takes place at the stamp mills in what is called the Upper Cone House, whence 
it is conveyed, by a 12-inch pipe, to Cyanide Sand Plants No. 1 and No. 2 re- 
spectively, where it receives further separation before the cyanide treatment. 
The pulp from Lead City mills goes to (5). 

5. Sixteen gravity settling-cones. These cones are of iron, 10 feet in diameter 
at the top and have sides sloping at 50®. The overflows have a consistency of 
about 30 parts water to 1 ppt solids, the solids all passing 200 mesh. From 
(4) (640 stamps); deliver spigots to (6) and overflows to (18). 
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6. Twelve gravity settling-cones. These cones are 7 feet in diameter, other- 
wise the same as (5) . The overflows are similar to those from (5) . From (5) ; 
deliver spigots to (7) and overflows to (18). 

7. Pipe line, 0.25 mile long with a minimum grade of 2.5 %. Pipe is 12 
inches in diameter, flanged, and of cast iron. From (6); delivers to (8). 

Cyanide Sands Plant No. 1. Capacity 1,800 tons per 24 hours. 

8. Nine gravity settling-cones which are identical with (6). From (7); 
deliver spigots to (9) and overflows to (19). 

9. Thirty-six cone classifiers, 3.5 feet in diameter and equipped with a 
special design of feed-water inlet for discharging sands nnd admitting the water 
(an invention by Mr. Merrill). 

The spigot product thus obtained is a leachable material, although contain- 
ing considerable fines, but free from mud. Six tests show coarse (remaining 
on 100 mesh) 34%, middles (100 to 200 mesh) 33%, and fines (passing 200 mesh) 
33%. It contains 10 to 12% of pyrite. Lime is added at this point, between 
3 and 5 pounds being used per ton of mixture. The lime is only of the purest, 
any magnesia being objectionable. It is crushed in a stamp battery equipped 
with a wire screen having 0.172-inch square perforations. From (8); deliver 
spigots to (10) and overflows to (19). 

10. Two distributors of the Butters-and-Mein type. One is used for each 
row of vats. From (9); deliver to (11). 

11. Twenty cyanide tanks, 44 feet in diameter, 9 feet deep, and holding 
610 tons of sand each. Each requires from 7.75 to 8.25 hours to fill. They 
are fitted with a double filter-bottom, the top one being 8-ounce duck, under- 
laid by a second filter of cocoa-matting. There are four side gates and one 
center gate. After filling the tank the water is drained off and the top of the 
sands are leveled. Strong cyanide solution (0.14% KCN) is run on and left 
in contact with the sands continuously for three days. The effluent solution 
is run to (12). Weak solution (0.07% KCN) is then run onto the sand and 
the contact is maintained for two days. Effluent solution is run to (14). The 
sands are washed until the effluent solution is down to 0.02% KCN (5 to 7 
cents per ton). The sands are then sluiced out, with a 3-inch hose, through 
the gates. This requires two men about 4 hours. The tanks and filters are 
thoroughly cleaned and are then ready for another charge. From (10), (15), 
(16), and (17); deliver sands to waste and solutions to (12) and (14). 

12. * Two weak-solution precipitation tanks, 26 feet in diameter, 19 feet deep, 
and holding 300 tons of solution. The solution is run into these tanks until the 
full capacity is reached. Its value is about $3 per ton. Solution is then 
pumped, an emulsion of zinc dust being added to the suction pipe of the pump. 
(Patent applied for.) This emulsion contains about 60 pounds of zinc, or 1 
pound of zinc dust per 5 tons of solution. The mixture is elevated to (13) by 
a compound, duplex, outside packed, plunger-type pump. From (11); deliver 
to (13). 

13. Filter press, 36 inches square, of the flush-plate and distance-frame pat- 
tern, containing 24 frames, each 4 inches in depth. The solution is reduced 
in value from $2 to 2 cents per ton and contains 0.1% of KCN. The press is 
run one month before cleaning up. From (12) ; delivers precipitate to refiner 
and solution to (16). 

14. Two collecting tanks. These are identical in size to (12). The solution 
is strengthened with KCN up to 0.14% and run directly, without precipita- 
tion, to (15). From (11); deliver to (15). 

15. Stock-solution tank for strong solution. From (14); delivers to (11). 
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16. Weak-solution tank. From (13); delivers to (11). 

17. Wash water tank. Delivers to (11). 

The percentage of values in the sands recovered is 74.7 (average of 6 months). 
The cost of cyaniding is about $0.27 per ton. 

Slimes Treatment. 

The overflow from the settling cones and classifiers contains the slimes in 
a very dilute condition, about 30 parts of water to 1^ part of solids, the 
solids easily passing a 200-mesh screen. Economy both in subsequent treat- 
ment and water, necessitates the dewatering of this material, which is accom- 
plished by clarifying tanks.^^ 

18. Eighteen clarifying tanks. Nine of these tanks arc 26 feet in diameter, 
and the others are 18 feet in diameter. All are 20 feet deep. They are built of 
redwood, have vertical sides and contain a false conical bottom which serves to 
prevent any sudden slide of thick slimes into the spigot opening. From (5) and 
(6); deliver spigots to (21) and overflows of clear water to sluicing reservoir. 

19. Six clarifying tanks, 26 feet in diameter and 24 feet deep. The spigot 
product from these tanks has a consistency of about three parts of water to 
one part of solids. This material is conveyed three miles in a 12-inch cast- 
iron pipe line on a minimum grade of 1.5%. From (8) and (9) ; deliver spigots 
to (20) and overflows to waste or to Sands Plant No. 1. 

20. South Division sludge-storage tank, 26 feet in diameter and 20 feet 
deep. From (19); delivers to (21). 

The treatment of the Terra ville pulp is very^ similar to that of the South 
Division already described, with the one point of difference that one intennodiato 
set of settling cones is omitted. 

The mill at Central sends its pulp directly to settling cones at Cyanide Sand 
Plant No, 2, where both the Terraville and Central sands receive the cyanide 
treatment, similar to that of Cyanide Sand Plant No. 1. The overflow from the 
settling tanks and classifiers corresponds closely^ to that already described and 
is conducted in like manner to the North Division sludge-storage tank, identi- 
cal with (20). 

Cyanide Slimes Plant. 

21. Twenty-four filter presses,^^® The slimes are brought to the filter house 
in a 12-inch pipe, thence along the entire length of the filter buildings in two 
10-inch pipes and to the filter presses in 6-inch pipes, being connected to the 
presses by flexible hose. From (18) , (20) , and North Division sludge-storage tank, 
(24), (25), (26), and (27) ; deliver slimes to waste and solutions to (22) and (25). 

A filter press consists of an outer supporting frame, 91 flush plates, 92 dis- 
tance frames, a follower head with thrust screws, together with the necessary 
connections for entrance and exit of solutions, pulp, etc. The supporting 
frame consists of massive front and rear standards, spaced 46 feet apart and 
joined by side rails made from 15-inch channel iron. The plates and frames 
are rectangular in form, 4X6 feet outside, and the plates have both faces 
corrugated. The unique feature of this press is the automatic sluicing device. 
The sluicing is effected by means of a small nozzle which may be directed 
toward any portion of the compartment by turning the pipe about its axis. 
(Patented.) • 

The press is filled by opening 6 feed pipes by one movement of a lever, the 
pulp enters the press under a gravity head of 35 pounds. The cakes are sub- 
jected to 6 hours^^ treatment consisting of lixiviation, oxidation, and washing. 
The slimes cake is then sluiced out, about 4 tons of water per ton of slimes 
being used. 
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Each, press has a capacity of about 25 tons of dry slimes and the time neces- 
sary for a complete cycle is about 8 hours, or each press has a capacity of 75 
tons of slimes per day. 

22. Weak precipitation tanks. The solution from the first lixiviation is 
drawn from these tanks and is pumped to the press after receiving a carefully 
gauged amount of zinc dust in the form of an emulsion. From (21): deliver 
to (23). 

23. Filter press. From (22) ; delivers precipitate to refiner and weak solu- 
tion to (24) . 

24. Weak-solution storage tanks. From (23); deliver to (21). 

25. Strong-solution tanks. The weak solution from (24) is used for the 
second lixiviation and is strengthened by adding KCN and returned to the 
strong-storage tanks. From (21); deliver to ’(21). 

26. Wash water tank. Delivers to (21). 

27. Sluicing-water storage tank. Capacity 100,000 gallons. From sluic- 
ing reservoir; delivers to (21). 

The capacity of this plant is about 1,800 tons per day and the cost for 
January, 1908, was 27 cents per ton. 

Refining Plant. 

The precipitates from the cyanide plants are refined with a loss of less than 
0.1%. The precipitate is put into a lead-lined tank equipped with an agitator, 
and treated with dilute HCL They are then allowed to settle and the super- 
natant liquid is drawn off and passed through a filter press. Sulphuric acid is 
then put into the tank and the mixture again agitated and this time heated. 
The precipitates are again allowed to settle and the supernatant liquid is passed 
through a filter press as before. Wash water is now pumped into the tank and 
the whole mixture is passed through the filter and the precipitate washed 
thoroughly. The precipitate is then dried on a steam bath and mixed with 
litharge, borax, silica, and powdered coke. This mixture is sprinkled with 
lead acetate and briqueted, under a pressure of 4,000 to 6,000 pounds per 
square inch. After drying, the briquettes are melted down and the borax 
slag drawn off and sent to a blast furnace. The button remaining is cupeled 
and the metal thus obtained is run into bars ready to ship to the mint. This 
metal is 975 to 985 fine gold. The total cost of refining is about $0.15 per 
ounce. 

§ 1436. General Milling Practice in the Witwatersrand, South 
Africa.^®^ — The ore,^^^® treated is mediumly hard conglomerate consisting 
of quartz pebbles held in bond by a siliceous and partly ferruginous cement. 
Distinctly crystalline free gold and auriferous pyrite are the economic minerals. 
The values are practically all contained in the cementing material. 

The general practice of the modern mills is outlined in the following tree: 

Ore from the mill bins goes to (1) via automatic feeders. 

1. Stamps. From the mill bins; deliver pulp ‘to (2). The stamps weigh 
from 900 to 1,670 pounds. The success of the heavy stamps, tried at first as 
an innovation in one or two of the principal mills,. is now an undisputed fact. 
It is found that the cost of the extra power used to lift them is more than off- 
set by the increased, crushing capacity obtained and their use is rapidly becom- 
ing general. Coarse crushing, from 0.9 to 1.5 millimeters, is universal.^ The 
commercial value of high stamp-duties is evinced on the maintenance side, as 
there are fewer plates to dress and fewer parts to require adjustment. On 
the capital side, a smaller expenditure is required for mortar boxes, shafting, 
buildings, and the like. 



1644 ORE DRESSING. § 1436 

2. Amalgamating plates. From (1) ; deliver amalgam to retort and pulp, 
elevated by wheel, to (3). 

3. Spitzkasten. From (2) and (6) ; deliver spigots of heavy pyritiferous 
product to (4) and overflows to (7). 

4. Tube mills. From (3); deliver pulp to (5). ^ The great value of tube 
mills on the Rand arises from three causes : first, their use leads to an increase 
in the percentage of gold extracted; second, to an increase in the tonnage 
crushed; and third, by increasing the tonnage milled, the tube mill tends to 
reduce the per-ton rate of working costs. The percentage recovery by amal- 
gamation has been considerably increased, and a decrease, though not to a cor- 
responding extent, has taken place in the percentage of values recovered by 
cyanide. Spitzkasten concentrates, as such, have been done away with and in 
place of having three products to cyanide, — spitzkasten concentrates, sands, 
and slimes, there are now only two, sands and slimes. With only one leachable 
product instead of two, it is possible to greatly simplify the plant. When tube 
mills were first installed it was generally prophesied that they would greatly 
increase the percentage of slimes produced. They have had only a slight 
effect in this direction and the mines have not had to meet any large expen- 
ditures for new slimes plants. 

5. Amalgamating plates. From (4) ; deliver amalgam to retort and pulp 
to (6). 

6. Spitzkasten. From (5) ; deliver spigots, via pulp elevator, to (3) and 
overflows to (10). 

7. Spitzkasten. From (3) ; deliver sands through spigots to (8) and over- 
flows to (9). 

8. Sand-treatment tanks. From (7) and (12) ; deliver washed sands to waste 
dump and gold solution to (12). 

9. Slimes-settling tank. From (7) ; delivers settled slimes to (10) and over- 
flow to (13). 

10. Slimes-treatment tanks. From (6), (9), and (12); deliver to (11). 

11. Filter presses. From (10); deliver gold solution to (12) and washed 
cake to waste dump. 

12. Zinc-precipitation boxes. From (8) and (11); deliver zinc with pre- 
cipitated gold to an acid treatment, thence to bank, and residual solution to 
sump, which delivers to either (8), (10), or (13). 

13. Mill service tank. From (9), (12), and water main; delivers to mill 
system. 

In cyaniding,^® the decantation process is still in general use. The many 
attempts to produce something better have resulted in a successful new method, 
known as the Adair-Usher process, which was introduced at several mills last 
year and gave quicker and more complete extractions than hitherto obtained. 
More attention is being paid to a longer treatment and more efficient precipita- 
tion in cyaniding. Again, the use of bisulphate of soda for precipitating the 
gold in the waste solutions from the acid clean-up plant is superseding the sul- 
phuric-acid and zinc-dust treatment. This means a saving of more than half 
of the acid costs. 

The practice of shipping the black sands of the battery residues to a smelter 
is being done away with in favor of processes of recovery which can be operated 
at the mill. 

There is, in general, a marked tendency towards finer crushing and it is 
predicted that this may be carried to such an extent that the crushed material 
will consist wholly of unleachable slimes. This all-sliming process is discussed 
in detail under the heading of Mill 108. 

Wheels for the elevation of pulp are both costly and clumsy and some mill- 
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men are advocating the use of some type of scraper to separate the sands from 
the slimes, as is the practice at some mills in the United States. Sand pumps, 
working on the injector principle, are also displacing the sand wheel. 

§ 1437. Mill No. 107. Oee Reduction Plant of the Luipaards Vlei 
Estate op the Consolidated Gold Fields of South Africa, Limited. — 
This mill,^® in the Witwatersrand District, is handling the typical conglomerate 
rock of the region at the rate of 540 tons per day. During the year ending 
August 31, 1907, 60 stamps crushed 197,544 tons of rock.^°® Operating 365 
days in the year this figure gives the duty of a single stamp as 9.02 tons per 
24 hours, which is a world’s record, considering the hardness of the ore treated. 
Working with only 60 stamps and 2 small tube mills, the Luipaards Vlei Com- 
pany is doing as much work as could have been done a few years ago by a mill 
of 100 stamps. The increased tonnage handled is of course due to coarse 
crushing and the supplementary use of tube mills, but the heavy stamp used 
(1,550 pounds) is also an important factor. The practice of adding compen- 
sating weights to the stamp as the shoe wears down aids in keeping the stamp 
duty constantly at a maximum. In treating the 197,544 tons of ore handled 
in 1907, a recoveiy of 92.1% was made. The value of the yield per ton was 
$7.11 and the mining and milling cost was $4.90 per ton, leaving a profit of $2.21 
per ton. 

Ore from the mine goes, via incline tracks, to (1). 

1. Trommel, 4 feet in diameter by 17.25 feet long. From cars; delivers 
undersize to (2) and oversize to (3). 

2. Two settling tanks. From (1) ; deliver overflows to (7) and settlings prob- 
ably go to (9). 

3. Sorting belt. From (1) ; delivers waste rock to dump and residue to 

4. No. 5 Gates crusher. From (3) ; delivers crushed ore, via incline tracks, 
to (5). 

5. Sixty stamps. From (4); deliver pulp to (6). Each stamp weighs 
1,550 pounds. The mortar boxes are set on cast-iron anvil blocks resting on 
concrete foundations; battery water, which is a weak cyanide solution, is sup- 
plied from (22). Battery residues go to clean-up room which has one me- 
chanical batea, 4 feet in diameter, and one amalgam barrel, 4 feet long and 2 
feet in diameter. 

6. Amalgamating plates. From (5) ; deliver amalgam to retort and pulp 
to (7). 

7. Sand wheel, 57 feet in diameter. From (2), (6), and (12); delivers to 
(8) or (11). 

8. Spitzlutten. Six pyramidal boxes, 4.75 X 2 X 2.83 feet in two rows 
of three each. From (7); deliver overflows to (11) and spigots to (9). The 
spitzlutten are provided with a by-pass between the two rows by means of 
which pulp may go directly from "(7) to (11). 

9. Two tube mills, 3 ^ feet in diameter and 14 feet long. From (2) and 
(8); deliver pulp to (10). 

10. Twelve suspended shaking amalgamating tables, each 6 feet long and 
3 feet wide. From (9) ; deliver amalgam to retort and pulp to (7) . 

11. Spitzkasten. Two pyramidal boxes, 4.75 X 4.75 X 3 feet. From (8); 
deliver overflows to (12) and spigots to (16). 

12. Return-sands spitzkasten. Two pyramidal boxes, 6 X 6 X 5.25 feet. 
From (11) and (16); deliver overflows to (13) and spigots to (7). 

13. Decantation slimes plant consisting of six conical-bottomed steel slimes 
vats, 50 feet in diameter and from 12 to 16 feet deep, two 7-inch centrifugal 
sludge pumps, two 5-inch centrifugal solution pumps, and one 4-inch cen- 
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trifugal pump for water. From (12), (14), and (20); delivers decanted gold- 
bearing solution and first wash solution to (15), decanted second wash solution 
to (20), overflows to (14), and slimes to slimes dam. 

14. Six steel return-water tanks, 25 feet in diameter and 8 feet deep. From 
(13); deliver, via pump, to (22) and also back to (13). 

15. Two steel slimes-filter vats. From (13); deliver settled and washed 
slimes to dump and solution to (18). Vats are 25 feet in diameter and 4 feet 
deep. 

16. Six steel sand-collecting vats, 28 feet in diameter and 8.5 feet deep, 
hose filled and with bottom discharges. From (11); deliver to (17). 

17. Six steel leaching vats, 40 feet in diameter and 9 feet deep, having 
bottom discharges. From (16) ; deliver washed sands to sand dump via cars, 
and gold-bearing solution to (18). Solution is supplied, via pumps, from (21). 

18. Four steel extractor-boxes with a zinc cai)acity of 242 cubic feet each. 
From (15) and (17) ; deliver zinc slimes, with precipitated gold, to (19) via acid 
clean-up plant, and solution to (21). 

19. Refinery containing one retorting furnace, one calcining furnace, four 
Cornish smelting furnaces, and one bullion furnace. From (IS); delivers 
bullion to bank. 

20. Solution storage vats. Receive solution, from which the gold has been 
precipitated, and surplus sand solution from (21) via pumps, and decanted 
second-wash solution from (13). Deliver to (13). 

21. Six steel sump-vats, 25 feet in diameter and 8 feet deep. From (IS) ; 
deliver, via pump, to (20). In connection with these solution tanks there is 
one wooden sump-vat, 18 feet in diameter and 8 feet deep, for acid washings. 

22. Mill-water service tank. Receives weak solution from (14) via pump, 
and make-up water from the slimes dam. Delivers to (5). The tank is 40 
feet in diameter and 12 feet deep. 

§ 1438. Mill No. 108. Mill of the Meyer and Charlton Gold Mining 
Company, Limited, Witwatersrand District, South Africa.^® — The sys- 
tem of ore treatment at this mill is of especial interest as it embodies many 
radical departures from what was general practice in the district at the time 
the mill was erected. Moreover, these departures have not only proved suc- 
cessful, increasing recovery and reducing costs, but as a direct result of their 
success they have already led to many radical changes in the general milling 
practice of the Rand and will lead to still further improvements. 

The features of the ore treatment which were absolute innovations 
on the Rand at the time they were installed were (1), tube milling; (2), fine 
grinding of heavy products; (3), second amalgamation; (4), treatment of re- 
ground heavy product with current slimes; (5), automatic separation of return 
water or solution to battery and handling of slimes in conical tanks of special 
design; (6), filter pressing; (7), circulation of cyanide solution. 

The first four of these operations are to-day in general practice throughout 
the entire Witwatersrand District and the old schemes of concentrating on 
yanners and then chlorinating, or of giving the spigots from spitzlutten a long- 
time treatment with cyanide have been entirely abandoned. The adoption 
of the first four of the operations named has involved no particular or very 
expensive changes in the existing plants, but if filter pressing is adopted it 
means that the expensive decantation slime plants must be scrapped/' The 
same decantation plants, while undoubtedly the most clumsy and inefficient 
part of the whole mill equipment, are still in general use and whether or not 
mills now operating them will change in favor of filter ptessing, is a question 
which time alone will tell. New plants will, however, undoubtedly install the 
filter-pressing system for reasons as follows: 
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1. In a decantation plant transference from tank to tank is effected by big 
delivery centrifugal pumps, while with conical tanks and filter presses the 
operation is carried on by gravity and at little cost. 

2. With a decantation plant the best separation of slimes and solution 
obtainable will leave 50 to 60% of moisture in the slimes, while with a filter 
press 26% of moisture in the slimes is a normal figure. Then too, the opera- 
tion of settling is much slower than filter pressing. 

3. In a decantation plant a perfect washing of the settled slimes is impos- 
sible and gold-bearing solution is thrown away, while with a filter press every 
trace of gold-bearing solution may be removed by pumping water through the 
cake under pressure. The time consumed in washing is also much less ’where 
a press is employed. 

4. In a decantation plant the slimes are discharged with a flow of water 
to dams; while with a hlter press the washed cake, containing only 26% of 
moisture, goes directly to the dump via trucks or conveyor belts and no water 
is used, so that the necessity of slimes dams to retain water is done away with. 

5. In the decantation process the average recovery is about 75% while 
with filter presses the recovery is 95%. 

6. The actual working cost of filter pressing is slightly less than hand- 
ling by the decantation process. 

7. The average cost of a complete decantation slimes plant for a 100- 
stamp mill is $125,000, and the average cost for a plant using conical tanks 
and filter presses and capable of handling the same tonnage is only $75,000. 

In the above comparison the results are all in favor of the filter-press sys- 
tem and there can be no doubt that future mills will use this method. In the 
case of existing plants where the supplying mines have a sufficiently long life 
to warrant it, an immediate replacement of the present decantation plant with 
the filter-press system would probably result in a final profit. 

In* the circulation of the cyanide solution through the stamp battery and 
mill system two important results are achieved: First, the gold is attacked 
by the solution from the moment the ore enters the mortar-box, with the result 
that about 98% of the gold in the slimes and 70% of the gold in the sands is 
brought into solution before either of these two products is settled. Second, 
an unnecessary waste of accumulated excess solution is done away with. The 
following table shows gold extraction results as obtained at the Meyer & Charlton 


mill: 

Dissolved in mortar boxes 12.65 % 

Extracted on plates 43.85 

Dissolved in transit 26.02 

Extracted on shaking tables 3.01 

Extracted in treatment plants 9.76 '' 

Tailings contain 4.698 


99.988 

From this table it will be seen that 85.53% of the gold is extracted before 
reaching either the sand or slimes treatment plant; and when this result is 
considered in connection with the fact that about 98% of the gold in the slimes 
is extracted before reaching the slimes treatment plant, it will be seen that 
the slimes plant acts merely as a storage tank and the sand treatment plant 
accounts for only 9.76% of the total values. No more convincing argument 
than the results given above could be offered in favor of an all-sliming process. 
Further, if to the credit of increased extraction obtained by an all-sliming 
process we add an amount equivalent to the savings effected by leaving out the 
sand plant altogether, the sum total, balanced against the cost of fine grinding 
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of the sands, shows a considerable margin in favor of all-sliming. The credits 
to be made in favor of sliming are: 

1. The interest on and redemption of about $75,000, the cost of the sand 
plant. 

2. The operating cost per ton, which is about 42 cents. 

3. The difference between 12 cents a ton left in the slimes tailings and 40 
cents a ton in the sand tailings, while on the debit side we have: 

1. The cost of grinding from 60 mesh to 150 mesh, which is about 72 cents 
per ton. 

2. The interest on and redemption of the slight outlay of capital necessary 
for an enlargement of filter-press plant. 

To sum up, the advantages of the all-sliming method over the present prac- 
tice are, first, smaller outlay of capital for plant; second, smaller operating cost; 
and third, higher percentage recovery. 

Figs. 849 and 850 are, respectively, pulp flow diagram and solution flow dia- 
gram of the present Meyer and Charlton mill. 


P«ed Water 



FIG. 849. — PULP FLOW DIAGRAM MILL 108. 


The numbers in both diagrams refer to tonnages. The only losses are in 
sand and slimes residues and these are water losses. Including evaporation 
which amounts to 8.7 gallons, the consumption of water is under 40 gallons 
per ton of ore handled. 

§ 1439. Mill No. 109. Mill of the Robinson Deep Gold Mining Com- 
pany, Limited, of the Consolidated Gold Fields of South Africa, Limited. 
— The mine of this company is situated in the Witwatersrand District and 
the mill is handling the typical conglomerate rock of the region. For the year 
ending August 31, 1907, 519,475 tons of rock were stamped.*^^ This gives a 
daily capacity of 1,423 tons reckoning 365 days to the year. Although the 
mill contains 300 stamps they were not all operated continuously; and, figuring 
24 hours per day and 365 days to the year* onlv 281.1 stamos were in oneration. 
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The recovery of values in this mill is very high, 94.9% recovery being obtained 
for 1907. This is more than 2 points above the highest percent recovery 
effected in any other large South African mill. The yield per ton for the 519,475 
tons treated was $9,83 and the cost for mining and milling was $5.31 per ton, 
leaving a profit of $4.52 per ton. The general grade of ore mined is much 



FIG. 850. — SOLUTION FLOW DIAGRAM MILL 108. 


higher than in any other of the large mines of the district; and, in consequence, 
the Robinson Deep is the largest gold producer in South Africa. During the 
quarter ending September 30, 1907, 103,525 tons of ore were milled, yielding a 
gold recovery of $1,718,522. The cost of mining and milling during this period 
was $4.05 per ton as compared with $5.31 as the average cost for the preceding 
four quarters. 

Rock Houses, 

Ore from the mine is dumped to (1). 

1. Grizzly. From mine; delivers oversize to (2) and undersize to (3). 

2. Two No. 6 Gates breakers. From (1); deliver crushed ore to (3). 

3. Sorting table, 25 feet in diameter. From (2) ; delivers washed ore to 
(5), hand-picked waste rock to dump, and wash water to (4). 

4. Four wooden settling-boxes. From (3); deliver overflows to (11) and 
settled sands to (13). 

5. Conveyor belt. From (3); delivers to (6). There are two similar rock 
houses as above, delivering ore to the common hopper (6). 

6. Hopper, receiving ore from both rock houses and delivering to (7). 

7. Conveyor belt. From (6); delivers to (8). ‘ 

8. Three hundred stamps. From (7); deliver pulp to (9) and battery 
residues to (10). There are 200 1,250-pound stamps having timber founda- 
tions and 100 1,550-pound stamps having cast-iron anvil blocks with timber 
packing resting on concrete foundations. 

, 9. Amalgamating plates. From (8) ; deliver amalgam to (10) and pulp to 

( 11 )* 

10. Clean-up room containing two mechanical bateas, 4 feet in diameter; 
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three amalgam barrels; one retort; and two bullion furnaces. From (8), (9), 
and (14) ; delivers bullion to bank. 

11. Two sand wheels, 42 feet in diameter. From (4) and (9); deliver to 

( 12 ). 

12. Spitzlutten, four pyramidal boxes, 3.5 X 4 X 3 feet; six pyramidal 
boxes, 3.5 X 3 X 3 feet and eight pyramidal boxes, 3.5 X 2 X 3 feet, arranged 
in six rows of three each. From (11); deliver spigots to (13) and overflows to 
(15). 

13. Two tube mills, 5 feet in diameter and 22 feet long. From (4) and 
(12) ; deliver pulp to (14). 

14. Twelve shaking amalgamating tables, four, 4.75 X 12 feet, and eight, 
4.75 X 6 feet. From (13); deliver amalgam to (10) and pulp to (11). 

15. Spitzkasten, eight pyramidal boxes, 6 X 7 X 4.67 feet. From (12) ; 
deliver overflows to (16) and spigots to (19). 

16. Slimes collecting plant containing six conical-bottomed slimes tanks, 
50 feet in diameter and from 12 to 16 feet deep ; two 8-inch centrifugal sludge 
pumps; one 6-inch centrifugal decanting pump; and one 6-inch Sulzer high-lift 
pump. Vats receive from (15), (20), and (24); deliver overflows to (17) and 
sludge, via pipe, to (18). 

17. Two steel conical-bottomed return-water tanks, 50 feet in diameter 
and from 12 to 16 feet deep. From (16) ; deliver, via pump, to either (18) or 
(26). 

18. Steel slimes-treatment vats. There are six conical-bottom vats, 50 
feet in diameter and from 10 to 14 feet deep, two conical-bottom vats, 50 feet 
in diameter and from 16 to 20 feet deep, four conical-bottom tanks, 50 feet in 
diameter and from 12 to 16 feet deep, and eight inclined-bottom tanks, 40 
feet in diameter and from 8.5 to 12.5 feet deep. Receive sludge from (16), 
water for discharging from (17) and solution from (24) ; deliver decanted first 
wash solution to (22), decanted second wash solution to (24), and slimes residue 
to dam. The sludge and solutions are handled by four 8-inch centrifugal sludge 
pumps and two 5-inch centrifugal decanting pumps located in two pump houses. 

19. Ten steel collecting-vats, 40 feet in diameter and 8 feet deep, having 
bottom discharges. The tanks are hose filled. From (15) and (20); deliver 
discharges, via conveyor belts, to (21) and overflows to (20). 

20. Return-sand Spitzkasten, six pyramidal boxes, each 6.5 X 6 X 5.25 
feet. From (19); deliver spigots, via pump, to (19) and overflows to (16). 

21. Twenty-eight steel sand-leaching vats equipped with Blaisdell aerators 
and bottom discharges. There are fourteen top vats, 40 feet in diameter and 
8 feet deep, and fourteen bottom vats, 40 feet in diameter, and 9 feet deep. 
Receive sand from (19) and solution from (24) ; deliver gold-bearing solution, 
via distributing launders, to (23) and sand residues, by mechanical haulage 
system, to dump. 

22. Slimes filter vats. Two steel vats, 25 feet in diameter and 4 feet deep; 
and three wooden vats, 15 feet in diameter and 4 feet deep. From (18) ; de- 
liver filtered slimes solution to (23) and residual slimes to slimes dam. 

23. Eighteen zinc-extractor boxes. Two steel boxes with a zinc capacity 
of 258 cubic feet each, eight steel boxes with a zinc capacity of 242 cubic feet 
each, and eight wooden boxes with a zinc capacity of 605 cubic feet each. From 
(21) and (22) ; deliver zinc slimes and precipitated gold, via bisulphate clean- 
up plant, to (25) and residual solution to (24). 

24. Sumps. There are five steel vats, 40 feet in diameter and 8 feet deep, 
for solutions, and one wooden vat, 30 feet in diameter and 12 feet deep, for acid 
washings. The solution vats receive from (18) and (23) and deliver, via pumps, 
to (16), (18), and (21). 
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25. Refinery containing one calcining furnace, one reverberatory furnace, 
one pan furnace, one cupel furnace, and two bullion furnaces. From (23); 
delivers bullion to bank. 

26. Two mill-water service tanks, 45 feet in diameter and 12 feet deep. 
Receive make-up water from slimes dam and weak solution, via pump, from 

(17) ; deliver to (8). 

§ 1440. Mill No. 110. Ore Reduction Plant of the Simmer Deep, 
Limited, op the Consolidated Gold Fields op South Africa, Limited. — 
The ore treated is the typical conglomerate rock of the district and the prob- 
lem is to save the gold. 

In the mill, the bin framing and roof trusses are of steel. Power is furnished 
by electricity, each battery of 10 stamps being driven by a separate motor. 
The capacity is 72,000 tons of ore per month.^* 

From mill bin the ore goes to (1). 

1. Four hundred stamps. From mill bins; deliver pulp to (2) and battery 
residues to (3). In the foundations for the stamp mortars, cast-iron anvil 
blocks have been done away with, and the mortar boxes rest directly on con- 
crete. The stamps weigh 1,670 pounds and as the shoes wear down compen- 
sating weights are added and the stamps are never allowed to get below a 
minimum weight of 1,600 pounds. The battery water is a weak cyanide solu- 
tion supplied from (19). 

2. Amalgamating plates. From (1) ; deliver amalgam to (3) and pulp to 

W* 

3. Clean-up room. From (1), (2), and (5); delivers bullion to bank. Con- 
tains 4 amalgamating barrels, 2 mechanical bateas, 2 retorts, and 3 bullion 
furnaces. 

4. Two sand wheels, 48 feet in diameter. From (2); deliver to (5). 

5. Spitzlutten. From (4); deliver spigots to (6) and overflows to (8). 
Thirty-six pyramidal boxes, 3.5 X 2 X 3 feet, divided into four sets of nine 
boxes each to which the pulp is conducted in four streams. Each set is three 
boxes wide and the pulp stream is further subdivided into ’three streams so 
that each portion flows over three boxes successively, across the long dimen- 
sion of each. A by-pass is provided by means of which the pulp current may 
be deflected directly from (4) to (8). 

6. Four tube mills, 5.5 feet in diameter and 22 feet long. From (5) ; deliver 
pulp to (7) . 

7. Twenty shaking amalgamating tables. From (6) ; deliver amalgam to 
(3) and overflow to (4). Each table is 5 feet wide and 12 feet long. Five 
tables are fed by the discharge of each tube mill. 

8. Spitzkasten. From (4) or (5); deliver spigots to (11) and overflows to 
(9). Fourteen pyramidal boxes, 6 X 7 X 4.67 feet, arranged in seven pairs. 
The overflows from (5) or pulp from (4) are divided, in a distributing box, into 
seven streams, each of which flows through two boxes successively. 

9. Decantation slimes plant containing sixteen conical-bottom steel vats, 
70 feet in diameter and 12 X 17.5 feet deep, together with three 12-inch sludge 
pumps. The vats receive slimes in the overflows from (8) and (15), strong 
cyanide solution from (11), solution from which the gold has been precipitated 
from (18) via (11), and water for discharging which has been returned, via 

(18) , from slimes residue dam. The vats deliver overflows to (10) , first decanted 
wash solution to (11), (12) or (18), and sludge to slimes dump. 

10. Two conical-bottom steel return-water tanks. From (9); deliver, via 
pump, to (19). The tanks are 70 feet in diameter and from 12 to 17.5 feet 
deep. 

11. Two conical-bottom steel solution-vats, 70 feet in diameter and from 
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12 to 17.5 feet deep. The vats receive the surplus strong sand solution from 
(16) together with residual solution from precipitating boxes (17) and decanted 
second wash slimes solution from (9). The vats deliver to (9). 

12. Slimes filter vats, four steel vats 40 feet in diameter and 4 feet deep. 
Receive decanted first wash solution or decanted second wash solution, both 
from (9). Deliver slimes to slimes dump and filtered solution to (17). 

13. Sand wheel, 32 feet in diameter. From (8) and (15); delivers to (14). 

14. Sand-collecting vats. From (13); deliver overflows to (15) and sands, 
via conveyor belts, to (16). There are twelve steel vats, 50 feet in diameter 
and 8.5 feet deep, filled by a Butters' distributer and having bottom discharges. 

15. Return-sand Spitzkasten. From (14) ; deliver spigots to (13) and over- 
flows to (9). There are eight pyramidal boxes, each 6.5 X 6 X 5.25 feet. 

16. Sand-leaching vats. From (14) ; deliver sand discharges to sand dump 
via cars, and gold solution to (17) via distributing launders. There are twenty- 
four steel vats, 50 feet in diameter and 10 feet deep. The vats have bottom 
discharges. 

17. Twenty zinc-extractor boxes. From (12) and (16) ; deliver zinc slimes 
with precipitated gold, via bisulphate clean-up plant, to (20) and residual 
solution to (18). 

18. Sumps consisting of seven steel vats, 50 feet in diameter and 8 feet deep, 
for solutions, and two wooden tanks, 25 feet in diameter and 12 feet deep, for 
acid washings of the bisulphate clean-up plant. Receive decanted second 
wash-water slimes solution from (9), residual solution from (17), and solution 
returned from the slimes residue dam. Deliver to (11). 

19. Three mill-water steel service tanks, 50 feet in diameter and 12 feet 
deep. From (10) and water main from dam; deliver to (1). 

20. Refinery, containing 1 calcining furnace, 1 reverberatory furnace, 2 
pan furnaces, 2 cupel furnaces, and 3 bullion furnaces. Handles the precipitate 
from the bisulphate plant and delivers bullion to bank. 

B. 6. Amalgamation Followed by Concentration. 

Dredge 111 and Mills 112, 113, 114, and 115 are given as examples of this 
method of saving the values in five districts. 

§ 1441. Dredging. — There are five kinds of gravel mining: 

First Ordinary hydraulic mining requiring water under pressure, easily 
removable gravel, and room for dumping the washed gravel. 

Second, There are layers of gold-bearing gravel capped with a lava flow, 
or other material, of such great thickness that only underground or drift 
mining is possible. 

Third, There are bars along the rivers resting on a hard bedrock, which 
cannot be worked by dredges because the bedrock is so hard; or which must 
be worked by hydraulic elevators on account of the lack of adequate dumping 
facilities. Yet in this case it must be understood that even hydraulic eleva- 
tors are of little or no value if there is an excess depth of water, and again they 
have a very low efficiency. 

Fourth, There are large tracts of gravel in dry areas which are neither deep 
nor covered with lava and, therefore, afford good opportunities for the use 
of steam shovels. The usual objection to steam shovels, that the great rush 
of water out of the bottom of the dipper carries back much of the gold, is in 
this case removed, since the gravel may be shoveled dry from the banks. 

^ Fifth, There is the gravel, with an excess depth of water, resting on a soft, 
fairly level bedrock, and preferably containing very few large boulders, which 
can be worked only with dredges. 
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From the above it will be deduced that a dredge is applicable only under 
certain special conditions. The necessity of a soft bedrock is due to the fact 
that the gold often lies very near it and, moreover, by the necessary agitation 
of the gravel during the process of dredging, some of the gold escapes to the 
friable bedrock and it often becomes necessary to dredge into the bedrock itself 
for a short distance, as the gold in it can only be removed by the application 
of a jet of water. Not infrequently the friable bedrock is gold bearing near its 
contact with the gravel. For these reasons a bedrock which cannot be removed 
by the dredge may be fatal to success. Generally speaking gravel and bed- 
rock which can be loosened with a pick may be dredged; but dredging has been 
successfully performed where some blasting was required, although blasting 
adds from two to three cents per cubic yard to the costs. 

By a dredge is meant the continuous-chain bucket type as distinguished 
from dippers, clam-shells, etc. The two leading dredges are those of the 
Bucyrus Company and the Risdon Iron Works.®® Cuts of the former are 
given in Ore Dressing, Vol. II., pages 1010 and 1011, and since the dredges 
are so nearly alike the main difference will be pointed out without the aid of 
another illustration. The chief differences between the two are in the buckets, 
guy wires, and spuds. The Bucyrus bucket consists of a heavy cast-steel 
base to which is riveted the back and wearing lip; while the Risdon is of the 
built-up type and appears to be the more economical of the two because of 
the difference in repair costs. The Risdon dredge is moved by means of four 
guy wires at the corners of the hull; and held against the bank by a fifth, 
or head line. The Bucyrus is provided with a steel spud at the rear end, which 
prevents the dredge from backing away from the bank; and an additional 
wooden spud is provided to use instead of the steel spud, when walking’’ the 
dredge about by means of the four guy wires* at the corners of the hull. Where 
the surface of the ground being dredged is level, there is difference of opinion 
respecting these two methods; but with an uneven surface, or in hard or deep 
gravel, the spuds are preferable. Most of the operators at Oroville, California, 
equip their dredges with both, but use the head-line only in emergencies. The 
Risdon dredge employs a revolving screen or trommel, and the Bucyrus, 
a shaking screen; but both makers supply either. A revolving screen is 
preferable ®^ with ores containing clay, because the sticky gravel and clay may 
be more perfectly washed free of gold, due to the constant tumbling of small 
boulders onto the clay balls and the constant exposure of new surfaces to the 
free action of jets of water. Where a shaking screen can be used, it is employed, 
because its first cost and later repairs are both cheaper, since it makes a more 
efficient use of its screen surface, it has a greater capacity per unit of screen 
cloth, and it distributes the gravel more evenly to the tables. For elevating 
and stacking the tailings both the conveying belt and chain of buckets are 
used. The former, used on all other than Risdon dredges, is less expensive 
in first cost and more quickly repaired; but the latter, used on Risdon dredges, 
will run for a longer time without necessitating a shut-down. There is a differ- 
ence of opinion on the question of which of the two methods is the cheaper 
in the long run. The belt runs at a maximum grade ®^ of 20°; but the chain 
buckets are usually run at 35°. Centrifugal stackers have been used success- 
fully in New Zealand, but there are none in this country. They have the 
advantages of smaller first cost, less weight, and the same efficiency. Of the 
gold-saving appliances, cocoa matting and expanded metal, or iron mesh, are 
commonly used®^^ by the Risdon dredges; while the Bucyrus Company pre- 
fers ®^ riffles and quicksilver. Both builders, however, supply either. The 
riflaes and mercury will save more fine gold than the matting and expanded 
metal if the gold is amalgamable, and consequently are, in the majority of cases^ 
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preferred.^®^ In this connection it should be stated that arsenic in the gold 
will prevent its amalgamation. Where platinum is to be saved, or the gold 
is coarse or rusty and will not amalgamate, the matting or plush with the 
expanded metal must be used. 

Dredges are built by the Bucyrus Company with a bucket on every link, 
called '‘close connected,” and by the Risdon Company with a link between 
each bucket called "open connected.” The former with less speed will dig 
more gravel if it is loose; while in hard ground the question of the greater 
capacity has not been settled. Where there are large boulders the "open- 
connected” type must be used or the backs of the buckets will become jammed 
and broken. The speed attained is from IS to 25 buckets per minute by the 
"close-connected” type and from 12 to 15 buckets by the "open-connected” 
type. The capacity of buckets varies from 1.25 to 13 cubic feet of loose gravel; 
they usually carry from 3 to 5 cubic feet. A dredge is rated according to the 
capacity of its buckets and those rated at from 3 to 5 cubic feet will handle 
from 15,000 to 85,000 cubic yards (bank measurement) per month. The 
hull length of a 3 to 5-foot dredge runs from 70 to 110 feet, the width from 
27 to 40 feet, the draught from 3 to 5 feet, and the horse-power consumed varies 
between 40 and 150. 

The total cost of dredge and equipment, in the case of a 3 to 5-foot dredge, 
is from $30,000 to $250,000. The crew consists of 1 foreman at $5 per day, 
3 winchmen at $3 to $3.50 per 8 hours, 3 oilers at $2 to $2.50 per S hours, 1 
blacksmith at $3.50 for 10 hours, 1 blacksmith helper at $2 to $2.50 for 10 hours, 
and 2 Chinese roustabouts at $1.75 to $2.50 per day — a total labor cost of 
$29 to $34 per day besides the superintendent’s salary which is usually divided 
up between several dredges. 

The cost of operating depends®^ upon: (1) The cost of power. (2) The 
rate of wages. (3) The number of dredges under one management. (4) 
Whether or not a company has its own machine shop, as repairs are one of the 
chief factors. (5) The hardness of the ground. (6) The size of the buckets, 
for the crew required for a small dredge is about the same as for a large one. 
(7) Whether the buckets are "open” or "close” connected. (8) Whether a 
belt or bucket stacker is used. (9) Whether a revolving or shaking screen is 
employed. (10) Whether a sand pump is used to elevate the fine tailings; 
this requires considerable power and is not done unless necessary to keep the 
waste gravel from interfering with the movements of the dredge. (11) The 
age of the dredge, for it is a machine which depreciates very rapidly. 

The position of the bedrock, as well as its hardness, must be predetermined, 
as a dredge will only work down to 70 feet below the water line and much more 
economically at from 30 to 60 feet below the water level. The dredge diggers 
will also handle a bank 20 feet above the water line; but they do the most 
efficient work when operating at an angle of 45°. Prospecting is carried on 
by shaft sinking; or, more usually, by drilling holes at regular intervals with 
a churn drill, of which the Keystone No. 3 traction drill is a representative. 
The gravel removed from the shaft or drill hole is panned or rocked, by which 
means an estimate is obtained of the amount of gold a dredge will save. 

The total cost of operation varies between 3,0 and 10.0 cents per cubic 
yard (bank measurement) excavated, and the average California figure is be- 
tween 6.5 and 8.5 cents, made up as follows: General expenses, including taxes 
and the cost of prospecting, 16.0%; labor, including superintendence, 30.6%; 
electric power, 14.9%; tools, etc., 4.1%; repair parts, 30.1%; and sundry ex- 
penses, 4.3%. 

§ 1442. Mill No. 111. Method of Recovering Gold from Black Sand, 
AS Illustrated by the Plant .of the Gold Bluff Mining Co., Crick, Cali- 
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FORNIA. — This plant,®® consisting of a 40 X 80 foot dredge of the clam-shell 
dipper type, and a floating wash house, 28 X 60 feet, is working on the ocean 
beach at Gold Bluff, California. 

The material handled is ordinary beach sand, consisting principally of 
quartz, but containing from 1 to 2% of the heavy black sand minerals (magne- 
tite, ilmenite, and chromite), about 0.5% of garnet or ruby sand, 0.5% of zircon, 
and from 5 to 10% of light pyroxene silicates. The gold content of the sand 
varies considerably, but averages about 37 cents per cubic yard or 25 cents 
per ton. The values occur in very fine flaky particles, 95% of which will pass 
through a 60-mesh sieve. Some of the colors are microscopic. Only about 
20% of the gold will amalgamate because of the presence of animal and vege- 
table greases with which it has come in contact. In purity the gold ranges 
from 940 to 960 parts fine. Platinum metals are also present in minute quan- 
tities. 

The dredge has an excavating capacity of 2,500 tons per 24 hours, but as 
the washing plant can handle only 1,200 tons in the same time, the dredge is 
never run to its full capacity. 

The original sand in the beach goes to (1). 

1. Dredge dipper of the clam-shell type with a capacity of 3 cubic yards 
or 4.5 tons. Delivers sand to (2). 

2. Feed hopper with a capacity of 25 tons. This hopper is in the form of 
an inverted pyramid, 12 feet square and 6 feet deep. It is supported from the 
dredge by a steel and timber construction which leans at an angle of about 
20°, holding the hopper directly over the center of the front end of the wash 
house. This method of support is adopted in order that the varying weight of 
sand contained shall not disturb the level of the wash house and thus interfere 
with the proper working of the washing apparatus. The upper edge of the 
hopper is 38 feet above the water level. Inside the hopper, and 4 feet from 
the top, there is a coarse grizzly made of stout iron bars having openings 1.5 X 
0.75 feet. This is for the purpose of catching pieces of wood, of which there 
is a great deal in the beach, and thus preventing the same from clogging up 
the discharge. 

A stream of water from an 8-inch pipe under a 3-foot head, playing directly 
beneath the grizzly, carries the material out of the hopper. From (2) ; delivers 
to (3). ^ 

3. Grizzly, 2 feet long and 1.5 feet wide, constructed of iron bars 0.5 inch 
thick and 1 inch deep. Space between the bars is 1.25 inches at the head of 
the grizzly and 1.5 inches at the foot. Slope is 30°. From (2) ; delivers over- 
size, via rock chute, to dump and undersize to (4). 

4. Shaking screen, 2X2 feet. Screen is of iron-wire cloth, 1 mesh with a 
wire 0.1875 inch in diameter, net width of hole 0.8125 inch. Slope of the screen 
is 15° and it makes 40 throws per minute. From (3); delivers oversize, via 
rock chute, to dump, and undersize to (5). A spray of water washes the over- 
size clean. The oversize on this screen, together with that on (3), amounts 
to about 10% of the original material. 

5. Two concentric cylindrical trommels, 6 feet long and 3 and 4 feet in 
diameter, slopes of 1.5 inches to the foot, and making 16 revolutions per minute. 
The screens are of iron-wire cloth, the inner one being 0.375 inch wide and the 
outer one 0.1875 inch wide. Spray water is introduced from both top and sides. 
The oversize amounts to about 15% of the original material. From (4) ; de- 
livers oversize on both screens, via rock chute, to dump, and undersize to (6). 

6. Distributor, dividing the sand into 28 equal portions. From (5); de- 
livers, via launders, to (7). 

7. Thirty cocoa-matting tables, 3 feet wide, 15 feet long, and sloping 1.5 
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hopper, grizzly, and screens; 1 boy on the divider; 2 men washing cocoa-matting 
tables; 1 man tending clean-up barrel and Wilfley tables; and 1 roustabout. 
Average wages are $2.50 per day. 

The washing plant handles 400 tons of original material in 8 hours and this 
amount of material is therefore taken as the unit. Data showing the approxi- 
mate concentration and extraction on this basis are given below: 


400 tons of original sand at 25 cents $100.00 

100 tons removed by grizzly, screen, and trommels, losing perhaps 

(waste) 0.10 

300 tons feed to cocoa-matting tables at 33 J cents 99.90 

285 tons of tailings from cocoa-matting tables at 14 cents (waste) 39.90 

15 tons rough concentrates from cocoa-matting tables at $4 60.00 

12 tons of tailings from first Wilfley tables at 25 cents (waste) 3.00 

3 tons of concentrates from first Wilfley at $19 57.00 

Amalgam on first amalgamating plate (saved) *15.00 

3 tons first plate tailings at $14 42^00 

Spigots of hydraulic classifier yields (saved) *33.00 

3 tons overflow from classifier at $3 9.00 

Amalgam from second amalgamating plate and traps (saved) *3,00 

3 tons of tailings from second amalgamating plate at $2 6 00 

10 pounds of concentrates from second Wilfley table at 50 cents 

(saved) *5.00 

3 tons of tailings from second Wilfley table at 33 J cents (waste) 1.00 


Out of a total loss of 44%, 39.9% occurs in the tailings from the cocoa- 
matting tables. Only 4% of the total value is lost by the entire process once 
the sand gets to the first Wilfley table; and of the $60 in the feed to this table, 
$56 or 93.33% is recovered. 

This high extraction shows the efficient work of the Wilfley tables. The 
very poor work of the cocoa-matting tables is partly due, in this particular 
plant, to the fact that they are not washed down often enough. The interstices 
in the matting become completely filled with heavy or coarse sands in about 
15 minutes, but the tables are washed once every 25 minutes and sometimes 
they are under feed for over half an hour. During the latter 10 or 15 minutes, 
therefore, the sand simply goes to waste and only a very small percentage of 
the gold is saved. The speed of washing cannot be increased because of the 
design of the plant. Finer screening would, however, aid to reduce the loss, 
as it would not only lessen the feed by the amount removed in the oversize, 
but would also entirely remove the coarser particles of silica which stop on the 
matting table with the black sand. But even when these losses are taken into 
account, the cocoa-matting table (including burlap, carpet, blanket, expanded 
metal, canvas, etc., all of which have been tried at this plant) is still not an 
efficient apparatus for saving fine-gold values. There are many inherent diffi- 
culties in the tables themselves, and as fine-gold savers they lack principle and 
design, are inefficient and unscientific. 

§ 1443. Mill No. 112. The Central Mill of The Twelve Apostles 
Mine, Gurabarza, Transylvania, Hungary. — The economic mineral is 
gold, which occurs both in a free state and mechanically combined with metallic 
sulphides.^^ The gangue rock is of volcanic origin and consists of trachyte, 
porphyry, greenstone, etc. Good ore is distinguished from poor, by panning 
tests for free gold. This method is satisfactory, as it has been found that 

♦ Total saving is $56 corresponding to an extraction of 56 percent. 
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where little free gold occurs there is also very little gold contained in the sul- 
phides. Moreover, panning tests are necessary as the actual gold content of 
the rock varies within wide limits. Very rich ores are kept separate and are 
worked up by hand, by crushing and amalgamating in large iron mortars. 
The mill has an average capacity of 465 tons of ore per 24 hours. 

Ore from the mine is hauleddn cars of about 0.7 ton capacity to the upper 
floor of the rock house and dumped, by means of a tipple, to (1). Thirty to 
thirty-five of these mine cars are handled in one train. The motive power is 
supplied by a Siemens and Halske electric locomotive, model 99. 

Rock House. 

1. Grizzly with 60-millimeter spaces between the bars. From the mine; 
delivers oversize to (2) and undersize to (3). 

2. Goliath rock breaker. From (1); delivers crushed ore to (3). Set to 
break to between 30 and 60 millimeters. 

3. Storage bins. From (1) and (2); deliver to (4). Bins have a capacity 
of 200 tons. Ore from different workings is kept separate. 

Aerial Tram. 

4. Bleichert Aerial tram. From (3); delivers to (5). 

Mill. 

5. Mill bins. From (4) ; deliver to (6). 

6. Automatic Challenge feeders. From (5); d^eliver to (7). 

7. One hundred and ninety California gravity stamps. From (6) ; deliver 
pulp to (8) and amalgam, from bi-monthly clean-ups of the battery residues, 
to retort. The stamps are arranged in eighteen separate sections. Twelve 
sections, each consisting of two 5-stamp batteries, have stamps weighing 770 
pounds each. Four sections, each consisting of three 5-stamp batteries, have 
stamps weighing 376 pounds each. Two sections, used for experimental 
purposes, each have one 5-stamp battery with stamps weighing 376 pounds 
each. Of the total 190 stamps, 120 weigh 770 pounds each, and 70 weigh 376 
pounds each. Pulp is stamped through a 30-mesh wire cloth screen having 
0.3-millimeter openings. The heavy stamps have a capacity of 2.5 to 3.5 
tons jDer 24 hours, and the lighter stamps crush from 1.2 to 1.8 tons in the 
same interval. The stamps drop 90 times a minute through a distance of 120 
to 160 millimeters. The batteries are provided with inside silver-plated copper 
plates which are cleaned up every two weeks. 

8. Amalgamating plates. From (7); deliver pulp to (9) and amalgam, 
at bi-monthly clean-up, to retort. ^ There are three silver-plated copper plates 
to each battery. They are placed in step fashion one after the other. 

9. Mercury traps. From (8) ; deliver amalgam, at monthly clean-up, to 
retort and pulp to (10). 

10. Two hundred small canvas tables arranged in two sections. From 
(9) through the medium^ of a general launder. Boys hose off these tables 
from time to time, washing the concentrates into rectangular wooden boxes 
which are dumped, by hand, into tram cars which carry them to (11). Tail- 
ings go to (16). The tables are 1.5 meters long and 0.5 meter wide. 

11. Bin in pan-amalgamating room. From (10); delivers to (12). 

12. Six amalgamating pans, 1.2 meters in diameter. These pans have a 
capacity of 500 to 600 kilograms and work up a charge in about 2 hours. From 
(11); deliver both amalgam and pulp to (13). 
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13. Three settling pans, 2 meters in diameter and 1.3 meters deep. From 
12); deliver concentrates to (14) and overflows to (16). 

14. Bin. From (13); delivers to (15). 

15. Six wash trommels, 3 meters long and 0.75 meter in diameter. From 
14); deliver amalgam to retort, concentrates to (22), and washings to (16). 
‘he trommels serve simply for washing the amalgam and concentrates, and 
leaning both products. ^ 

The pan-amalgamation system serves more than anything else as a check 
n the work done by the plates, and is to be done away with in the near future 
0 make room for more stamp batteries. 

The gold obtained from retorting amalgam is about 700 parts fine. 

Slimes Plant 

16. Two sand wheels. From (10), (13), and (15); deliver to (17). 

17. Two series of Spitzkasten. From (16) ; deliver spigots of coarse material 
0 (IS), 8 grades of finer material to (19), and finest material as overflows to 
20 ). 

18. Ferraris concentrating tables. From (17); deliver two grades of con- 
entrates to (22), middlings to (16), and tailings to (21). Besides a feed from 
17), these tables receive additional pulp from another plant located at Ruda. 
it this latter plant the ore, originally low in pyrite, in passing through 200 
aeters of sluice, is subjected to a natural concentration and, when shoveled 
ato carts, contains about 30% of sulphides. This material is brought to the 
ilant at Gurabdrza and fed directly to the Ferraris tables. 

19. Eight double Bilharz tables. From (17); deliver concentrates to (22) 
,nd tailings to (21). The ore receives two treatments on each table. 

20. Two tables. From (17); deliver concentrates to (22) and tailings to 

21 ). 

21. System of settling boxes. From (18), (19), and (20) ; deliver clean water 
o mill system, and settlings to waste. The tailings carry from 0.5 to 1.5 grams 
r 0.0173 to 0.0519 ounce of gold per ton and this loss represents from 12 to 20% 
f the total gold content of the ore. 

22. Smelters located in Schemnitz and Zalatna. The concentrates run from 
5 to 70% sulphides. 

Power is furnished the mill by four Root water-tube boilers with super- 
leaters supplying steam at 150 pounds pressure to a 550 horse-power compound 
ngine. This engine operates dynamos which, by suitable transmission lines, 
upply power to such places in the mill as need it. 

§ 1444. Mill No. 113. Mill of the Capital Mining and Tunnel Com- 
•ANY, Georgetown, Colorado.^^^ — The capacity of this plant is about 175 
ons per 24 hours."*® The economic minerals are gold, and argentiferous chal- 
opyrite, galena, sphalerite, and pyrite in a gangue made up of some hard quartz, 
md the balance soft decomposed feldspar. Some high-grade smelting ore is 
Land picked and shipped crude. The problem is to save the economic minerals. 

Ore from the mine is delivered to (1). 

1. Grizzly with 1-inch spaces between the- bars. From the mine; delivers 
►versize to (2) and undersize to (6). 

2. Receiving bin. From (1); delivers to (3). 

3. Blake breaker with a 9 X 15-inch jaw opening. From (2); delivers 
irushed ore to (4). 

4. Conveyor^creen. From (3) ; delivers oversize to (5) and undersize to (6). 

5. Samson breaker with a 7 X 16-inch jaw opening. From (4); delivers 
irushed ore to (6). 
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6. Elevator. From (1), (4), and (5); delivers to (7). 

7. Sampler. From (6); delivers sample to assayer, and reject to (8). 

8. Distributing bin. From (7); delivers to (9). 

9. Plunger feeder. From (8); delivers to (10). 

10. Two 6-foot Chili mills crushing through screens with 20 meshes to the 
inch. From (9) ; deliver pulp to (11). 

11. Two amalgamating plates, 6X9 feet. From (10); deliver amalgam 
to retort, and pulp to (12). 

12. Two distributors. From (11); deliver to (13). 

13. Two 50-ton Pierce amalgamators. From (12); deliver amalgam to 
retort, and pulp to (14). 

14. Two elevators. From (13); deliver to (15). 

15. Two Bosco sizers with 5 spigots each. From (14); deliver spigots to 
(16) and overflows to waste. 

16. Ten Card tables making 240 0.75-inch throws per minute. From (15) ; 
deliver galena concentrates to (23), iron-zinc concentrates to (22), middlings 
and slimes alternately to (17), and tailings to waste. 

17. Three sand pumps. From (16); deliver to (18) or (19). 

18. Two Callow settling tanks. From (17); deliver spigots to (20) and 
overflows to waste. 

19. Callow settling tank. From (17) ; delivers spigot to (21) and overflow 
to waste. 

20. Two Card tables set quite flat. From (18) ; deliver galena concentrates 
to (23) , iron-zinc concentrates to (22) , and tailings to waste. 

21. Two Card tables. From (19); deliver galena concentrates to (23), 
iron-zinc concentrates to (22), and tailings to waste. 

22. Three iron-zinc distributing boxes. From (16), (20), and (21); deliver 
to (24). 

23. Three galena distributing boxes. From (16), (20), and (21); deliver 
to (25). ^ 

24. Six Bosco drainage boxes for iron-zinc concentrates. From (22); de- 
liver concentrates to (28) and drainings to (26). 

25. Six Bosco drainage boxes for galena concentrates. From (23) ; deliver 
concentrates to (28) and drainings to (27). 

26. Bosco settling launders for iron-zinc . settlings. From (24) ; deliver 
settlings, periodically, to (28) and pulp to waste. 

27. Bosco settling launders for galena settlings. From (25) ; deliver set- 
tlings, periodically, to (28) and pulp to waste. 

28. Four shipping bins. From (24), (25), (26), and (27); deliver, via cars, 
to smelter. 

The crude ore carries about $6 in gold and silver values, mostly gold. About 
85% of this is recovered. 

§ 1445. Mill No. 114. '^The 60 Mill^^ op the Tomboy Gold Mines 
Company, Limited, Telluride, Colorado.^ — This mill,®® located in Savage 
Basin about five miles from Telluride, has a capacity of 300 tons per 24 hours. 

Practically all the ore, now milled, comes from the Argentine vein which is 
from 8 to 16 feet wide, and assays between $8 and $15 per ton, averaging about 
$10.®® It is a gold and silver-bearing quartz and sulphide ore of a char- 
acter adapted for treatment by amalgamation and concentration.^^ 

The problem is to save the gold, silver, galena, sphalerite, and pyrite. 

The ore comes from the mine, via cars, and is delivered to (1), 

1. Coarse grizzly, 12.25 feet long with 8-inch spaces betweq^ the bars, which 
have a slope of 24^ and are made of T-rails, weighing 87 pounds per yard, set 
bottom up. From the mine; delivers oversize to (2) and undersize to (3). 
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2. Hand sorting and spalling. From (1) ; delivers waste to dump, and hand- 
broken ore to (4). 

3. Small grizzly, 8 feet long wdth 1.5-inch spaces between the bars which 
have a slope of 38.5° and are wedge-shaped; 1.5 inches deep by 0.75 inch wide 
on top, and 0.375 inch wide on the bottom. From (1); delivers oversize to 

(4) and undersize to (5). 

4. One No. 5, style “ Gates breaker, breaking to 1.5 inches. Cone makes 
150 gyrations per minute and breaks 25 tons per hour. Cast manganese-steel 
concaves are 3.25 inches thick and last 1 year, while cone mantles, of the same 
material, last 3 years. From (2) and (3); delivers crushed ore to (5). 

5. Wooden bin and loading chute having a capacity of 4 tons, and a bottom 
sloping at 45°. From (3) and (4); delivers, via gravity, to (6). 

6. One 14-inch Robins belt conveyor with a 6-ply belt having a conveying 
length of 140 feet, a speed of 350 feet per minute, and a life of 2.5 years. From 

(5) ; delivers to (7). 

7. Wooden ore-bins having 300 tons capacity and bottoms sloping at 45°. 
From (6); deliver, via gravity, to (8). 

8. Twelve Challenge feeders. From (7); deliver to (9). 

9. Sixty stamps in 12 Allis-Chalmers No. 77 ''G'’ straight-back, shallow- 
bottom mortars, weighing 3.4 tons each. The stamps weigh 1,050 pounds 
each, and make 100 drops per minute in the following orders: 1, 3, 5, 2, 4 and 
5, 3, 1, 4, 2. The height of drop for numbers 1 and 5 is 7.5 inches; for num- 
bers 2 and 4, 7 inches; and for number 3, which is the feed stamp, 6.5 inches. 
The height of discharge averages 3 inches and the capacity per stamp per calen- 
dar day, when crushing through a W. S. Tyler 20-mesh longitudinal-slot rolled- 
wire screen (horizontal wire number 28 and vertical wire somewhat coarser), 
was 4.689 tons as an average of 8 months running, or 5.22 tons per 24 hours of 
actual running time. From (8); deliver pulp to (10). 

10. Twenty-four amalgamating plates, 5X8 feet, two in series with a 
2-inch drop between them and made of silver-plated copper. There are also 
12 lip plates 6 inches wide. From (9); deliver amalgam to (13) and pulp to 
(11)^ 

11. Twelve Pierce amalgamators with 13 rffles each. From (10); deliver 
amalgam to (13) and pulp to (12). 

12. Twelve pyramid quick traps. From (11); deliver amalgam and quick- 
silver to (13) and pulp to (15). 

13. Clean-up room. From (10), (11)., and (12). The amalgam and quick- 
silver is cleaned and squeezed, making quicksilver which is re-used and hard 
amalgam which goes to (14). 

14. Two 10-inch cylindrical retorts. From (13) ; deliver quicksilver which 
is re-used and crude bullion which is refined into dor4 bars and sent to bank. 

15. Three 12-inch elevators with 8-ply belts have speeds of 405 feet per 
minute, are supplied with sheet-steel buckets, 6 X 10 inches, and have a life 
of 10 months. They elevate 600 tons 25 feet per 24 hours. The belts have a 
life of 10 months. From (12); deliver to (16). 

16. Three 24-inch Callow duplex traveling-belt screens ^ of 35 mesh, 31 
wire, having speeds of 100 feet per minute, capacities of 100 tons per 24 hours, 
and a life of 4 months. From (15) and (21) ; deliver oversize, between 20 and 
35 mesh, to (17) and undersize, through 35 mesh, to (22), 

17. Three No. 5 Wilfley tables making 240 0.875-inch throws per minute. 
Each handles 27 tons per 24 hours and requires 8 gallons of wash water per 
minute. From (16) ; deliver lead concentrates to (32) , middlings (Fe, Zn, SiOg, 
and some Pb), to (18), head waters to (19), and tailings to creek. 

18. One No. 5 Wilfley table with details as in (17). From (17); delivers 
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lead concentrates to (32), middlings (Fe, Zn) to (33), head water to (19), and 
tailings to creek. 

19. One 2.5-inch Byron-Jackson horizontal centrifugal pump, making 1,375 
revolutions per minute and handling 150 gallons of gritty water per minute 
against a head of 45 feet. Runners and liners last 4 months. From (17), (18), 

(24) , (25), and (28); delivers to (20). 

20. One 8-foot Callow pulp-thickening and settling tank. From (19); 
delivers thickened pulp, via siphon bottom discharge, to (31) and overflow to 
(21)- 

21. Wooden reservoir, 8 feet in diameter and 5 feet deep. From (20); 
delivers water for shaking sprays in (16) and (23). 

22. Three 4-foot Callow sloughing-off tanks. From *(16) ; deliver sand, 
via siphon bottom discharge, to (23) and overflow (mostly slimes) to (26). 

23. Three 24-inch Callow duplex traveling-belt screens of 80 mesh, 38 wire, 
having speeds of 80 feet per minute, capacities of 60 tons per 24 hours, and a 
life of from 8 to 10 weeks. From (21) and (22) ; deliver oversize, between 35 
and 80 mesh, to (24) and undersize, through SO mesh, to (26). 

24. Three No. 5 Wilfley tables making 240 0.75-inch throws per minute.. 
Each handles 25 tons per 24 hours and requires 6.5 gallons of wash water per 
minute. From (23); deliver lead concentrates to (32), middlings (Fe, Zn, SiOj, 
and some Pb), to (25), head waters to (19), and tailings to creek. 

25. One No. 5 Wilfley table with details as in (24). From (24) ; delivers lead 
concentrates to (32), middlings (Fe, Zn) to (33), head water to (19), and tail- 
ings to creek. 

26. Twelve S-foot Callow pulp-thickening and settling tanks. From (22) 
and (23) ; deliver thickened slimes and through 80-mesh sand, via siphon bottom 
discharge, to (27), and overflows, with little slimes, to creek. 

27. Six No. 5 Wilfley tables making 240 0.625-inch throws per minute. Each 
handles 24 tons per 24 hours and requires 6 gallons of wash water per minute. 
From (26), fed with through 80-mesh stuff; deliver lead concentrates to (32), 
middlings (Fe, Zn, SiOj, and some Pb) to (28), head waters, very thick and 
slimy, to (29), and tailings to creek. 

28. One No. 5 Wilfley table with details as in (27). From (27); delivers 
lead concentrates to (32), middlings (Fe, Zn) to (33), head water to (19), and 
tailings to creek. 

29. One 2-inch Traylor horizontal centrifugal sand pump, making 1,031 
revolutions per minute, and handling 50 tons (dry) of slimes and water per 24 
hours against a head of 16 feet. Liners and runners last 3 months. From 
(27); delivers to (30). 

30. Six S-foot Callow pulp-thickening and settling tanks. From (29); 
deliver thickened pulp, via siphon bottom discharge, to (31) and overflows, 
with little slimes, to creek. 

31. Twelve 6-foot Frue vanners, making 220 1-inch throws per minute. 
Each handles 4 tons per 24 hours and requires 0.4 gallon of wash water per 
minute. Belt travels 4 feet per minute. From (20) and 00) ; deliver lead 
concentrates to (32) and tailings to creek. 

32. Wet lead-concentrates bin which is made of wood and has a capacity 
of 12 tons and a fiat bottom. From (17), (18), (24), (25), (27), (28), and (31); 
delivers, via screw conveyor, to (34). 

33. Wet iron-zinc concentrates bin with details as in (32). From (18), 

(25) , and (28) ; delivers, via screw conveyors, to (35) . 

34. Steams-Roger scraping conveyor set on an incline of 30°, making three 
1.5-foot strokes per minute, and having a capacity of 25 tons per 24 hours. 
From (32); delivers to one compartment in (36). 
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35. Stearns-Roger scraping conveyor with details as in (34). From (33); 
delivers to one compartment in (36). 

36. Two-compartment Steams-Roger horizontal scraping conveyor and 
sheet-steel drier, located on top of the dust chamber. It is 61 feet long and 
has a total width of 8 feet. From (34) and (35) ; delivers dr^" lead concentrates 
to (37) and diy" iron-zinc concentrates to (38). 

37. Conical dry lead-concentrates bin which is made of sheet steel, has a 
capacity of 25 tons, and sides sloping at 45°. From (36). Concentrates are 
sacked, shipped, via pack mules (5 miles) and railroad, and sold to a lead smelter 
for values in gold, silver, lead, and excess of iron over silica. 

38. Conical dry iron-zinc concentrates bin with details as in (37). From 
(36); delivers, via gravity, to (39). 

Magnetic Plant 

39. Eight-inch elevator, with a 6-ply rubber belt, having a speed of 314 
feet per minute and sheet-steel buckets, 3X6 inches, elevates 25 tons of ore 
35 feet per '24 hours. From (38); delivers to (40). 

40. Shaking feeder. From (39); delivers to (41). 

41. A. R. Wilfley’s patent shaft roasting-fumace with dust chamber in con- 
nection. From (40), the pj^rite receiving a flash roast during gravity fall, while 
the sphalerite is unaffected; delivers roasted concentrates to (42), flue dust to 

(43) , and shaft lump-accretions which are barred down in shaft (mostly Fe, Cu, 
and some mechanically held Zn), as crude ore which is sold to a lead smelter 
for values in gold, silver, copper, and excess of iron over silica. 

42. Water-cooled screw conveyors. From (41) and (43); deliver to (44). 

43. Dust chamber in connection with (41). From (41); delivers, auto- 
maticalty and by gravity, flue dust to (42). 

44. Eight-inch elevator with an 8-ply Gandy belt having a speed of 348 feet 
per minute and sheet-steel buckets, 3X6 inches, elevates 25 tons of ore per 
24 hours. From (42) ; delivers to (45). 

45. Two conical bins of 2 tons capacity and other details as in (37). From 

(44) ; deliver, via gravity, to (46). 

46. Two Ding’s electro-magnetic separators. From (45) ; deliver magnetic 
product to (47) and non-magnetic product to (48). 

47. Conical iron-concentrates bin with details as in (37). From (46). Con- 
centrates are sacked, shipped, via pack mules (5 miles) and railroad, and sold 
to a lead smelter for values in gold, silver, copper, and excess of iron over silica. 

48. Conical zinc-concentrates bin with details as in (37). From (46). Con- 
centrates are sacked, shipped, via pack mules (5 miles) and railroad, and sold 
to a zinc smelter for values in gold, silver, and zinc. 

Of the total gold and silver recovered by amalgamation the lip and apron 
plates save 95.25%, the Pierce amalgamators 4.25%, and the quick traps, 0.50%. 

The plates are kept very wet with quicksilver, are cleaned up with straw 
whisk brooms once in 24 hours and dressed with quicksilver 4 times per 24 
hours on low-grade ore, and 5 times on high-grade ore. On high-grade ore, 
cyanide and lime are used very sparingly, perhaps twice a week. On low-grade 
ore, cyanide and lime are used daily. Since the installation of the Pierce 
amalgamators the loss of quicksilver has been reduced about 60% and the 
net saving represents $1,000 per month more than formerly, although they 
require the attention of one extra man. The average quicksilver loss on 136,475 
tons of ore was 4.83 pennyweights per ton. 

An approximate analysis of the crude ore is as follows: Au, 0.4305 ounce 
and Ag, 1.97 ounces per ton; Pb, 3.3%; Zn, 6.0%; Fe, 9.0%; and Cu, 0.32%. 
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The lead concentrates from the wet mill run about as follows: Au, 2.10 and 
Ag, 20.00 ounces per ton; Pb, 56%; Zn, 3.5%; Fe, 13.5%; Cu, 1.5%; and SiOg; 
^• 0 %- 

The zinc and iron products from the magnetic plant give the following results ; 



Au. 

Ag 

Pb. 

Zn. 

Fe. 

Cu. 

Si02. 


Ounce, 

Ounce. 

Percent. 

Percent. 

Percent. 

Percent. 

Percent. 

Zinc Concentrates 

Iron 

0 80 

400 

4.10 

45.70 

6,20 

1.90 

13.40 

0 75 

6.74 

5 14 

12 00 

40.00 

7.00 

12.30 


Labor and Wages. 

This mill operates three 8-hour shifts per 24 hours every day in the calendar 
year. Some work, such as crushing, conveying, sacking and, in the summer 
time, firing, is done on two 12-hour shifts. 

The help employed averages 10.33 men per shift, to which must be added 
3 extra men on the day shift who act as roustabouts. The following wage scale 
applies per shift; Shift-bosses, $5; amalgamators, S4.50; amalgamator helper, 
S3; crusher-men, $3.50; conveyor-men, $3; battery men, $4.00; battery-men 
helpers, $3.50; concentrator-men, $4; concentrator-men helpers, $3.50; con- 
centrates shovelers and sackers, $3; magnetic plant furnace-men, $4.50; helpers, 
$3.50; fire-men, $3.50; repair-men, $6; and all common labor, $3. 

Power and Water. 

The power required by this plant in January, 1908, was 237.63 horse-power. 

The mill is heated by steam from one boiler, about 15 tons of coal being 
consumed per month in the summer and 45 tons in the winter. 

Approximately,^ 23,000,000 gallons of water per 24 hours are required as 
a maximum. During the spring this is obtained from the old Tomboy mine; 
in the fall and winter. Lake Ptarmigan, Just over the range and only 350 feet 
below the crest, furnishes the water for the mill by means of a small electric 
pump, and a pipe line 1.75 miles long. The pipe line, 5 inches in diameter 
at the start, is reduced to 4 inches at the summit and gradually to 2.5 inches 
at the mill. 

§ 1446. Milling in Western Chihuahua. — In recent years the ores of 
the district of Rayon have been worked by stamp mills, followed by pan amal- 
gamation with or without subsequent concentration. Very recently some of 
the mills have applied the cyanide process to the further treatment of the 
tailings.®^ 

Ocampo, the seat of this district, is situated in the heart of the Sierra Madre 
Mountains, 90 miles west of Minnaca, the nearest railroad station. It is reached 
by a broad, much traveled pack trail over which all supplies for the district 
go by mule pack train. 

The rate for ordinary freight, of convenient bulk and suitably divided for 
packing, is $3.25 * per ''carga'' (300 pounds). A good mule will carry 300 
pounds of freight, but the pack must be divided into two or three packages 
of equal weight. Bulky goods must pay a premium and the average for all 
freight is estimated at $3.50 per “carga,^’ which equals $23.33 per short ton or 
$0,259 per ton mile, which compares very favorably with wagon freight in 
Western United States mining districts. 

Special freight of awkward shape or unusual weight is carried by special 
contract, at rates sometimes five or six times the ordinary freight rates. This 
makes shipments of machinery expensive and adds greatly to the cost of in- 

* All values are given in United States Currency. 
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stallation of mining plants. Wagon roads are being built and when completed 
will facilitate shipments of heavy freight. 

Timber near Ocampo is pretty well cut off and it has to be packed some 
distance. In the outlying camps timber is generally plentiful. Cord wood 
is cut in or 3-foot lengths, convenient for mule packing. Two and one-half 
foot wood is piled 10 feet long and 5 feet high, equaling 125 cubic feet. Three- 
foot wood is piled 8 feet long and o feet high, equaling 120 cubic feet. The 
cost of oak fuel for steam, piled in the 3-ard, is S2.50 to §3.25 per cord, plus 
§0.50 to §0.75 for stumpage. 

The ores are chiefly of quartz with a small proportion of hea\w minerals; 
the concentration sometimes running as high as 1000:1. In some cases, where 
concentration precedes amalgamation, coarse free gold may be seen in a yellow 
band, running off the head of the Wilfley table. Besides gold, the other minerals 
noted, are native silver, argentite, pyragyrite, proustite, tetrahedrite, and pyrite. 

The gold value is always important, usually forming more than one-half, 
and in some cases three-quarters of the output. The mill saving is high (SO 
to 85% of the assay value) on gold; but poor on silver (often not more than 
40 to 50%). When cyaniding the mill tailings the silver extraction is usually 
much better. 

The following trees of the ore treatment at the El Potrerito mill and of the 
Concheno mill illustrate the differences in the case of the old practice where 
amalgamation and concentration alone are used, and in the new methods 
where the tailings from concentrating machines are subjected to a cyanide treat- 
ment before going to w’aste. 

§ 1447. Mill No. 115. El Potrerito Mill. — El Potrerito Camp is 50 
miles west of Ocampo and its 10-stamp mill is working on typical ore. The 
mill was built in 1902 and is a good example of the type of mill in use before 
the introduction of cyanide methods. An outline of the process (April, 1905), 
is as follows : 

1. Ore floor to w’hich tramway buckets dump. From the mine; ore is de- 
livered, by hand shovel, to (2). 

2. Blake-t}q)e breaker. From (1); delivers crushed ore to (3). 

3. Bins. From (3); deliver, via automatic feeders, to (4). 

4. Ten stamps. From (3); deliver pulp to (5). The stamps vreigh 850 
pounds, and the ore is crushed through a 40-mesh wire-cloth screen. Wet 
crushing is employed but no amalgamation is attempted here. 

5. Settling tanks. From (4). The sand settles and is shoveled to (7). 
The slime water overflows and is delivered, via launders, to (6). 

6. Settling reservoirs. From (5); delivers settled slimes, via hand shovel, 
to (7) and overflows to waste. 

7. Four amalgamating pans, 5 feet in diameter. From (5), (6), and (10); 
deliver to (8) . 

8. Two settlers. From (7) ; deliver amalgam to strainer, thence to retort, 
and pulp overflows, via launders, to (9). 

9. Two Wilfley tables. From (S); deliver concentrates to smelter and 
tailings to (10). 

10. Tailings sluice. From (9). The sluice is broad with riffles in which 
the coarse sand settles. These settlings are periodically shoveled to hand- 
barrows and re-fed to (7), while the overflow goes to waste. 

C. 1, Concentration followed by Lixiviation. 

Mills 116 and 117 serve to illustrate this method of treatment in two districts. 

§ 1448. Mill No. 116. Concheno Mill. — This mill is located about 
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25 miles northeast of Ocampo. The ore treated is a typical quartz, containing 
a very small proportion of heavy minerals, but a rather unusual amount of 
slime-making material which complicates the milling treatment. Pan amal- 
gamation was discarded at this mill a number of years ago and the cyanide 
treatment as outlined below has brought the mill to a high degree of efficiency.®® 

1. Ore floor. From mine tram cars. Lump rock is hand picked and de- 
livered to (2) while mud and fines are shoveled to (3). 

2. Blake-type breakers. From (1); deliver crushed ore to (3). 

3. Bins. From (1) and (2); deliver, via automatic feeders, to (4). 

4. Sixty stamps. From (3); deliver pulp to (5). The stamps weigh from 
900 to 950 pounds and crush wet through 40-mesh cloth screens. No amalga- 
mation is attempted. 

5. Six Wilfley tables. From (4) ; deliver concentrates to smelter and tail- 
ings, via launders, to (6). 

6. Settling tanks. From (5) ; deliver settled sands, via hand shovels, to 
car which dumps to (7) and slime water, via launders, to (S). These tanks 
are stirred with poles by boys to promote the separation of the slimes. 

7. Cyanide leaching tanks. From (6) ; deliver solution to (14) and tailings 
to waste. The tanks are 25 feet in diameter and 5 feet deep. 

8. Five settling ponds. From (6) ; deliver settled slimes, via hand-shovel 
and car, to (9) and water to waste. 

9. Slimes bin. From (8); delivers to (10). 

10. Four slimes agitators. From (9); deliver to (11). 

11. Two steam slimes-pumps. From (11); deliver pulp to (12). Operate 
under 90 pounds pressure. 

12. Three filter presses. From (11); deliver cake, after washing, to (13) 
and solution to (14). 

13. Agitator with a stream of water. From (12) ; breaks up cake to form 
a pulp and delivers it to waste. 

14. Extractor room. From (7) and (12) ; delivers precipitate to smelter. 

§ 1449. Mill No. 117. Desert Power and Mill Company.^^ — The 100- 
stamp mill and power plant of the Desert Power and Mill Company, milling 
the ore produced from the mines of the Tonapah Mining Company of Nevada, 
is located at Millers, Nevada, a station on the Tonapah and Goldfield Rail- 
road, 13 miles west of Tonapah.^^® The main mill building is 525 X 230 feet 
in extreme dimensions and is erected on ground with only a 3% slope. 

The Tonapah ore bodies are largely replacements of andesite by quartz, 
forming parallel or branching veins and veinlets of quite solid quartz, separated 
by more or less mineralized andesite which frequently contains good values. 
The ore as stoped is therefore a mixture of quartz and, porphyry. Some of 
the earlier barren porphyry is sorted out before the ore is sent to the mills. 

The primary ores of Tonapah consist of a gangue of quartz with some 
sericite and andalusite, usually a small percentage of the carbonates of lime, 
magnesia, iron, and manganese. Silver is present mostly as sulphides and 
sulphantimonides; gold, never visible, and in some form not as yet determined, 
and small amounts of pyrite and chalcopyrite, with traces of lead, zinc, arsenic, 
selenium, and other elements. 

All of the ore now being treated at the Desert mill is partially oxidized. 
This oxidation, however, is never complete and most of the silver is still present 
in the form of argentite which is probably mixed with stephanite, but in the 
more osddized phases cerargyrite is common, frequently associated with embolite, 
bromyrite and iodyrite. The carbonates of the primary ore are represented by 
oxides of iron and manganese, also gypsum. In the process of oxidation, a large 
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selenium originally present has been removed. In none of the ore, however, 
are the base metals present in sufficient quantities to be of value. 

A sample of rich ore from the Valley View vein analyzed by Dr. Hillebrand 
of the U. S. G. S., showed the following results: 


Ag 62.54% 38. 10%^ as sulphides, 24.44% as 

chloride, selenide, and alloy. 

Au 0.62 

Fe., Mn 1.46 '' 

Cu.,Pb.,Mn. .. 0.51 

Se.,Sb., As.... 0.96^^ 


The ratio of silver to gold by weight in the ore treated at the mill is about 
90 to 1, the average content being 0^.36 ounce gold and 33 ounces silver per 
ton. 

At present (March, 1908), about 13,000 tons of ore are milled per month. 

The crude ore comes from the mines in steel hopper-bottomed railroad 
cars, having a capacity of 50 tons each. The cars, in trains of seven, are hauled 
up an inclined trestle and dumped to the crusher ore-bin. 

Coarse-Crushing and Sampling Department. 

The coarse-crushing and sampling department is located in a separate 
building. The crushing plant has a capacity of 400 tons in 8 hours. Power for 
driving the machinery is supplied by^ a 125 horse-power motor. 

The run of the mine ore is fed, via a finger gate, to (1). 

1. Two No. 7i Gates breakers, style set to break to about 2-inch cubes. 
From the breaker bin; deliver crushed ore to (2). 

2. Elevator with an 8-ply rubber belt, 26 inches wide, 128 feet long, and 
having a belt speed of 255 feet per minute. The buckets, of No. 10 steel, 
24 X 10 X 10 inches, are placed 15 inches apart and have a profitable life of 
about 2 years. The capacity of the elevator is 250 tons per hour. From (1) ; 
delivers to (3) . 

3. Manganese-steel trommel, 4 X 16 feet, with plates 0.75 inch thick, holes 
1.25 inches in diameter, and making 16 revolutions per minute. From (2); 
delivers oversize to (4) and undersize to (5). 

4. Two No. 4 D ” Gates gyratory breakers. From (3) ; deliver crushed 
ore to (5) . 

5. Snyder ore sampler, 5 feet in diameter. From (3) and (4); delivers 
sample to (6) and rejected ore to (9). 

6. Elevator with a 5-ply belt, 10 inches wide, '52 feet long, and having a 
belt speed of 219 feet per minute. The buckets, of No. 16 steel, 9X6X6 
inches, are placed 9.5 inches apart. The elevator has a capacity of 30 tons 
per hour and a life of 1 year. From (5); delivers to (7). 

7. Rolls, 10 X 30 inches, set to crush to about 0.375-inch cubes, making 
100 revolutions per minute and having a capacity of 25 tons per hour. From 
(6); deliver crushed ore to (8). 

8. Synder ore sampler, 42 inches in diameter. From (7) ; delivers sample 
to re-grinder for assay office and rejected ore to (9). 

9. Troughed belt conveyor with a 5-ply rubber belt, 18 inches wide, 780 
feet long, and having a belt speed of 408 feet per minute, driven by a 15 horse- 
power motor. The conveyor has a capacity of 250 tons per hour and a life of 
2.5 years. It carries the ore up a 22° incline. From (5) and (8) ; delivers to 

10. Robins automatic trinner. From (9): delivers to (ID. 
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11. Battery storage bin with a capacity of 1,500 tons. From (10); delivers, 
via rack and pinion gates, to (12). 

Fine-Crushing and Concentrating Department. 

12. Twenty Challenge ore feeders. From (11); deliver to (13). 

13. One hundred stamps arranged in twenty 5-stamp batteries. Each 
20 stamps is driven by an independent 50 horse-power motor. The order of 
drop is 1, 3, 5, 2, 4. The stamps weigh 1,047 pounds each, the weight being 
made up as follows: stem, 427 pounds; tappet, 140 pounds; boss, 320 pounds; 
and shoe, 160 pounds. The stamps drop 104 times a minute through a height 
of 6.5 inches and have a duty of 4.84 tons per stamp per 24 hours, crushing 
through a woven-wire screen with 12 meshes to the inch, the height of discharge 
being 3 inches. The mortars of the stamp batteries are of the narrow pattern, 
single-discharge type, manufactured by the Union Iron Works. They are set 
on concrete foundations, rubber sheeting 0.25 inch thick being placed between 
the mortars and top of the concrete. End and side liners of malleable cast 
steel are used in the mortars. The dies used are 9.25 inches in diameter and 
8 inches high; the shoes are 9 inches in diameter, 9 inches high, and have necks 
5 inches long, tapering from 4.625 to 3.625 inches in diameter. Chrome-steel 
shoes and dies have been in use, but dies cast from a mixture of cast iron and 
steel are being tried with very satisfactory results, a more even wearing of the 
shoes being obtained by the combination. ^ Both shoes and dies are worn down 
until less than 2 inches thick, compensation for loss of weight being made by 
the addition of cast-iron false dies of varying thicknesses. The chrome-steel 
dies have an average life of 1,736 hours, crushing 315 tons of ore each. The 
shoes last 1,011 hours, crushing 285 tons each. The steel consumption of dies 
and shoes is respectively 6.70 and 7.60 ounces per ton of ore crushed. The 
battery crushing takes place in a solution carrying 0.15% cyanide, and 6 tons 
of solution are introduced for each ton of ore crushed. From (12) and cyanide 
solution from (58); deliver pulp to (14). 

14. Sand wheel, 30 feet in diameter. The wheel has 96 buckets, 16 inches 
wide, 14 inches deep, and set at an angle of 45° to the rim. The buckets have 
a capacity of 1,300 cubic inches when at the lowest point in travel and actually 
elevate about 6 pounds of solution and 1 pound of ore per bucket. _ The buckets 
are made of redwood and last about 2 years. The wheel is driven by a 7.5 
horse-power motor at a speed of 5.875 revolutions per minute. The actual 
working capacity, at the above speed, is 666 pounds of ore and 3,996 pounds 
of solution per minute. From (13) and (36); delivers to (15) or (59). 

15. Ten double-cone classifiers with 0.5-inch spigots. The outer cones are 
20 inches in diameter at the overflow by 18 inches deep, and the inner cones 
are 7,5 inches in diameter by 22 inches in depth. The hydi'aulic rising current 
is of cyanide solution. Following is a typical sizing test on the feed and products 
of these classifiers: 


Screen. Mesh. 

Feed from Battery. 

Overflow of Classifiers. 

Spigots from Classifiei's. 

On 20 

6.82 percent 

17.58 “ 

0.20 percent 

3.71 “ 

4.40 percent 

23 27 “ 

“ 30 

“ 40 

8.85 “ 

3.42 “ 

11.37 “ 

“ 50 

10.32 “ 

7.04 “ 

20.46 “ 

‘‘ 60 

12.83 “ 

5.10 “ 

8.30 “ 

“ 80 

8.62 “ 

13.88 “ 

13.39 “ 

“ 100 

7.82 “ 

15.90 “ 

6 67 “ 

Through 100 

27.16 “ 

50.30 “ 

11.65 « 



From (14); deliver spigots to (16) and overflows to (18). 

16- Five .5-foot Himtinei'.ori mills oriishinp* throiiP'h wire soreens with .30 
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meshes to the inch. They make 75 revolutions per minute and have a capacity 
of 25 tons each, per 24 hours. The life of the dies is 72 days and the muller rings 
last 50 days. Ordinarily , 3 mills re-grind the spigot product originally coming 
from 80 stamps. Following is a sizing test on the Huntington mill product: 


Screen. Mesh. 

Percent. 

On 30 

27 

" 40 

5 1 

“ 60 

24.2 

“ 100 

32 4 

Through 100 

35.7 


A 50 horse-power motor drives these mills and (17). From (15); deliver 
pulp to (17). 

17. Elevator with a belt 18 inches wide and 16-inch steel buckets. From 
(16); delivers to (18) and (19). 

18. Twenty No. 5 Wilfley tables mounted on a concrete floor with sufficient 
slope to allow drainage of any leaks or drips to the tailings launder which is 
also made of concrete. The tables make 240 strokes per minute, the length 
of stroke varying from 0.375 to 0.75 inch according to the class of material 
treated. Each table has a capacity of 20 tons per 24 hours. A 30 horse- 
power motor operates these tables and (59). From (15), (17), and (58) ; deliver 
concentrates to (22), middlings to (21), and tailings to (23). 

19. Five new Woodbury concentrators, 6 X 10 feet, making 260 three- 
quarter-inch strokes per minute and having a capacity of 19 tons each, per 
24 hours. A 20 horse-power motor drives these tables and also (20) and (21). 
From (17) and (58); deliver concentrates to (22), middlings to (21), and tail- 
ings to (23). 

20. Eight Johnston vanners with belts 6 feet wide and capacities of about 
10 tons each per 24 hours. From (21), (27), and solution from (58); deliver 
concentrates to (22) and tailings to (23). 

21. Elevator with an 18-inch belt and 16-inch steel buckets. From (18) 
and (19); delivers to (20). 

22. Concentrates bin, fitted with steam coils, under a sheet-iron bottom, 
for drying. The concentrates are dried until they contain less than 12% of 
moisture. From (IS), (19), and (20); the concentrates are sacked in jute bags 
and shipped in carload lots to the smelter. 

23. Sand wheel, 54 feet in diameter. The wheel has 150 redwood^ buckets, 
16 inches wide, 14 inches deep, and set at an angle of 45° to the rim. The 
buckets last about 2 years and have a capacity of 1,300 cubic inches at the low- 
est point of travel. The wheel is driven by a 10 horse-povrer motor at 4.375 
revolutions per minute and has an actual working capacity at the above speed 
of 666 pounds of ore and 4,662 pounds of solution per minute. From (18), 
(19), and (20); delivers to (24) or (59). 

24. Ten double-cone classifiers with spigot openings 0.375 inch in diameter. 
The outer cones are 24 inches in diameter at the overflows and 22 inches deep; 
and the inner cones are 7.5 inches in diameter and 26 inches deep. From (23) 
and hydraulic rising current, a weak cyanide solution, from (60) ; deliver spigots 
to (29) and overflows to (25). 

25. Ten double-cone classifiers with spigot openings 0.375 inch in diameter. 
The outer cones are 36 inches in diameter at the overflows and 30 inches deep; 
and the inner cones are 12 inches in diameter and 34 inches deep. From (24) 
and hydraulic rising current, a weak cyanide solution, from (60) ; deliver spigots 
to (29) and overflows to (26). 
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26. Six pointed-boxes with spigot opening 0.375 inch in diameter. From 
(25) and (37); deliver spigots to (27) and overflows to (38). ^ 

27. Three 60-inch cone classifiers. From (26); deliver spigots to (20) and 
overflows to (28) and (39). 

28. One 4-inch Sherman centrifugal pump. From (27); delivers to (39). 

29. Butters and Mein revolving pulp distributor hung from a circular over- 
head trolley so that it can be swung over an arc of 270° and delivered to any 
one of the four vats under (30). From (24) and (25); delivers to (30). 

Sand Treatment. 

30. Three redwood collecting-vats, 33 feet in diameter and 8 feet deep, pro- 
vided with cocoa matting and 10-ounce canvas filters laid on wooden strips. 
The filters are raised 3 inches above the bottom of the vats. The collectors 
are provided with roller-blind overflow gates for slimes overflows and are filled 
with sand to a depth of 5 feet. After filling they are allowed to drain for 16 
hours and then suction is applied to dry the contents sufiiciently for excava- 
ting. Each vat is provided with a wrought-iron conical plug, 22 inches in diame- 
ter, seated on a rubber gasket in a cast-iron flange in the center of the vat. 
This plug is removed before excavating the sand, and leaves a clear opening 
from the top of the sand down through the bottom of the vat. From (29) ; 
deliver sands to (31), overflows to (36), and drainings to (47) or (48). 

31. Blaisdell Class A excavator. Removes sands from (30) through the 
central plug openings and delivers it to two belt conveyors under the vats. 
These conveyors have 4-ply rubber belts, 20 inches wide, 188 feet long, travel 
360 feet per minute, have a capacity of 150 tons per hour, and a probable life 
of about 2 years. They deliver to two inclined belt conveyors with details 
same as the first set, except that the belts are 53 feet in length. These latter 
conveyors deliver the sand to (32). It requires from 2 to 3 hours to excavate 
250 tons of sand, depending upon the moisture in the material. While the 
excavator is working, slacked lime, to the amount of 4 pounds per ton of sand, 
is thrown into the collector, thus thoroughly mixing the lime with the sand, 

32. Belt conveyor with same details as those described under (31), except 
that it is 815 feet long. Lead acetate, previously dissolved in water, to the 
amount of 0.5 pound per ton of sand, is allowed to drop onto the material on 
the belt. From (31); delivers to (33). 

33. Blaisdell Class A tripper. From (32); delivers to (34). 

34. Blaisdell Class Z sand-distributor. The ore from the belt of this dis- 
tributor falls onto a rapidly revolving disc with a speed-regulating device, by 
means of which the sand is distributed about the tanks in a fine shower and at 
the same time is thoroughly aerated. From (33); delivers to (35). 

35. Eighteen redwood leaching-tanks, 33 feet in diameter and 8 feet deep, 
provided with the same type filters as (30) , and discharging pulp with the Blais- 
dell excavator in the same manner. After a tank is filled with sand, a little 
shoveling is done to level the material, and the first leaching solution, amount- 
ing to 30 tons, is added and brought up to 0.25% strength by the addition of a 
sufiicient amount of potassium cyanide solution of known strength. This 
solution is kept in circulation for 16 hours, by returning the filtrations by means 
of small air lifts connected to the leaching pipes of each vat. The strong solu- 
tion is then drained off and followed by repeated pumpings of weak solution 
of 0.15 to 0.20% strength, after which the charge is drained for transferring 
to another tank. This first treatment, including time consumed in transfer- 
ring, generally occupies about 5 days. 
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pumpings of strong and weak solution and finally drained for transferenc( 
another vat where it receives its third and last treatment. The second tr 
ment lasts for about 5 days. The final treatment consists of as many pu 
ings of wash solution as there is time to apply, followed by two or tl 
pumpings of water to displace all solution. The vat is then finally drained 
vacuum, for discharging the sand from the plant. All pumpings of solution 
allowed to disappear below the surface of the sand before the succeeding or 
applied. The total time of treatment is from 12 to 15 days. The dischai 
sand carries about 15% moisture and assays about 0.03 ounce gold and ; 
ounces silver per ton. A typical sizing test on the sand residues is as folic 


Screen. Mesh. 

Percent. 

On 20 

0.15 

“ 30 

1164 

“ 40 

13.98 

“ 50 

12 31 

“ 60 

10.48 

“ 80 

17 54 

“ 100 

12 77 

Through 100 

2105 


The sands are transferred from one tank to another, by means of the B 
dell excavator, which delivers to one of two belt conveyors having details 
same as those described under (31), except that they are 616 feet long. ' 
conveyor discharges to the conveyor system under (31) and the materii 
thus delivered to the tanks again. In discharging the sands to waste, the d 
tion of travel of the conveyor above described is reversed and the materi 
delivered to the tailings stacker’ conveyor which is of the same type and 
similar details to (32), except that it is 830 feet long and delivers to the sta 
which runs up an incline of 25®. From (34),^ (57), and (70); deliver solul 
to (47) and (48), and discharged sands to tailings dump. 

36. Spitzkasten, 3 feet wide, 3 feet deep, and 4 feet long. From (30) 
(59); delivers spigot to (14) and overflow to (37).^ 

37. One 4-inch Butters^ centrifugal pump running at 2,200 revolutions 
minute, and lifting 400 gallons per minute to a height of 30 feet. The ru 
is 10 inches in diameter and has 4 arms. The life of the runner is 60 c 
liners 120 days, bushings 120 days, bearings 120 days, and dividers 60 c 
From (36) ; delivers to (26) . 

All leachings from sand vats as well as plant solutions are sampled, asss 
and titrated for cyanide and alkalinity daily. 

Attenuated leaching solutions and washes are precipitated in a special 
box. 

Centrifugal pumps when not pumping to treatment vats are in servict 
culating solution in sumps through cones for the purpose of aerating. 

Slimes Treatment. 

38. Five slimes-agitating tanks, 36 feet in diameter and 20 feet deep 
rim overflow-launders. The tanks are made of 3-inch redwood and are pro-^ 
with mechanical arm agitators driven by a 30 horse-power motor with ge, 
and friction clutches over each vat. Each tank has two 4-arm agitators p 
quartering to one another; and 2 feet and 8 feet respectively from the bo 
of the tank. The lower agitator has drags attached to the arms to kee] 
heavier fine sand in suspension. Previous to receiving a charge of thick 
from the collectors, about 150 tons of barren solution is pumped into the 
tator. To this is added 1,200 pounds of slacked lime, 500 pounds of dissi 
cinr! fViA wVinlA flo-itfltpd for 30 miniit 
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the mechanical agitators and pumps. The charge of thick pulp is then pumped 
in. When thoroughly mixed it has an average specific gravity of 1.144; that 
is, there are 21 parts" of slimes to 79 of solution. The mass is agitated for 56 
hours, the mechanical agitation being assisted by compressed air, admitted 
through a perforated pipe running half across the bottom of the tank; by two 
8-inch air lifts suspended in each tank, the bottom parts clearing the top set 
of arms; and by an 8-inch centrifugal pump (40) taking pulp from the bottom 
and discharging through a baflde box at the top of the vat. This pump is put 
on when not in other service. At the end of 56 hours the agitation is stopped 
and the pulp allowed to settle for 4 hours, when about 5 feet of clear solution 
is decanted and run to the gold-solution storage tanks. The settled slimes 
are then pumped to the Butters’ filter stock-tank. From (26), (40), (56), and 
(70); deliver slimes to (41) and decantations to (49). 

39. Six slimes-collecting tanks, three of which were designed and equipped 
for agitating tanks and are exactly similar to those described under (38). They 
are, however, being used as collectors. The other three regular collecting 
tanks, 36 feet in diameter and 20 feet deep, are constructed of 3-inch redwood 
and provided with rim overflow-launders. Charges of slimes can be drawn 
from the bottom of the vats, by means of the centrifugal pumps (40) , without 
interrupting the collecting. From (27), (28), (46), and (70); deliver slimes to 
(40) and decantations to (49) and (55). 

40. Two Butters’ 8-inch centrifugal pumps running at a speed of 825 revolu- 
tions per minute and each having a capacity of 912 gallons per minute against 
a lift of 21 feet. The runners are 16 inches in diameter and have 5 arms. The 
life of the runners is 43 days; liners, 90 days; bushings, 120 days; bearings, 
120 days; and dividers, 43 days. From (39) and (71); deliver to (38) and (41). 
Used for agitating as well as transferring. 

41. Stock tank for Butters’ filters, 36 feet in diameter and 20 feet deep. 
From (38), (40), (42), and (70); delivers to (42). 

42. Two Butters’ 8-inch centrifugal pumps making 900 revolutions per 
minute and having approximate capacities of 250 tons per hour or 1000 gal- 
lons per minute. The runners are 16 inches in diameter. The maximum lift 
is 22 feet and the minimum lift is 2 feet. The life of the runners is 60 days; 
liners, 120 days; dividers, 60 days; bushings, 120 days; and bearings, 180 days. 
From (41), (43), (44), or (45); deliver to (41), (43), (44), (45), or slimes dump. 

43. Two Butters’ filter tanks containing 96 filter frames each. The following 
gives the average time of each operation from filling the tanks to discharging 
the cakes with two 8-inch centrifugal pumps operating: — 


Filling with slimes 10 minutes 

Collecting cake, 23-inch vacuum 60 “ 

Pumping back slimes 10 “ 

Filling with barren solution for wash 10 

Washing cake, 23-inch vacuum 45 

Discharging cake 10 

Settling wash 5 

Running back wash to tanks 10 

Discharging slimes 20 “ 

Total time 180 minutes or 3 hours 


All valves in connection with filtering operations are operated from a plat- 
form by a system of rods and levers. The thick slimes-cake, having been dis- 
charged, is broken up for pumping by means of 1-inch jets of water under a 
70-foot head, directed downwards into the hopper of the filter vats. A mix- 
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ithout careful attention and manipulation too much pressure would be used 
^ the operator, thereby breaking the stitching in the filter leaves. Accord- 
giy, the cake is now discharged in the wash solution by admitting water under 
12-foot head. The wash solution is allowed to settle for about 5 minutes 
sfore running back to the tank and is then drawn off to within about 6 inches 
* the thick slimes in the hopper. By this means the slimes can be easily pumped 
it with a moisture content of not more than 60%, this figure including the 
ater from the jets. An average of 125 tons of dry slimes is being filtered and 
ischarged per 24 hours. From (42); deliver solution to (46) and slimes to 

44. Solution tank, 24 feet in diameter and 12 feet deep. From (42) and (57) • 
elivers to (42) . 

45. Wash-water tank, 24 feet in diameter and 12 feet deep. From ('42) 
1:6), and (61); delivers to (42). 

46. Knowles duplex vacuum-pump, 10 X 10 inches, driven by a 15 horse- 
ower motor and making 36 strokes per minute. It pumps about 30 tons per 
our, but has a capacity of 120 tons per hour, with a free intake. The life 
[ the cross-head shoes is 1 year; rods, 1 year; and pinion. 2 years. From (43) ; 
elivers turbid gold-solution to (39) and (45). 

47. Duplex vacuum-pump, 6X8 inches, making 100 strokes per minute 
nd lifting 30 tons per hour, with a free intake, against a lift of 4 feet. The 
fe of the valves is about 6 months and the probable life of plungers, rods, 
loes, pinion and brasses, is about 2 years. From (30) and (35) : delivers to 
50) and (54). 

48. Distributing box. From (30) and (35); delivers to (50), (52), one box 
f (53) or (54). 

49. Distributing box. From (38) and (39); delivers to (50) or (55). 

Precipitation, 

50. Two gold-solution sump tanks, 24 feet in diameter and 8 feet deep. 
Yom (47), (48), and (49); deliver to (51). 

51. Two 3-inch Byron Jackson centrifugal pumps, making 1,420 revolutions 
er minute and delivering 120 gallons per minute, or 30 tons per hour, against 
lift of 2 feet. The pumps are direct connected to two 2 horse-power motors. 

lunner is 8.5 inches in diameter. The life of the wearing parts is about 2 
ears. From (50); deliver to (53). 

52. Wash-water sump, 40 feet in diameter and 8 feet deep. From (48) 
nd (53); delivers to (57). 

53. Seventeen zinc boxes made of 3-inch redwood. Each box has seven com- 
lartments, each holding 15 cubic feet of zinc shavings above the screen trays, 
flaking a total capacity for the box of 105 cubic feet or about 1,600 pounds 
f zinc shavings. The compartments of the boxes are arranged for an upward 
iow of solution. The rate of flow is 1,095 gallons per hour and the zinc con- 
umption is 1.9 pounds per ton of ore. The average amount of solution pre- 
ipitated in 24 hours is 1,800 tons; the tailings from the zinc boxes, assaying 
rom a trace to 11 cents per ton, increase in value from the time immediately 
fter one clean-up to the time of the next. Four clean-ups are made each 
aonth; the individual clean-ups requiring 3 days. Six men, working 8 hours, 
lean 5 boxes the first and last day, and 8 men clean 7 boxes on the second 
lay. Four of these men are employed in the melting room during melts, and 
he others are shift men from the mill. The washing is done over the second 
ompartment and all precipitates are screened through woven-wire screens 

; or\ IQ ollnwfiH cjAf+lA ^nrl +.V»p «5nln- 
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tion is pumped out by (63). From (48), (51), (64), (65), (66), and zinc shav- 
ings from (72); deliver solution to (52) and (54), and precipitates to (63). 

54. Two weak-solution sump tanks, 30 feet in diameter and 8 feet deep. 
From (47), (48), and (53); deliver to (55), (56), and (57). 

55. Three circulating-solution sump tanks, 40 feet in diameter and 8 feet 
deep. From (39), (49), and (54); deliver to (56) and (57). 

56. Butters' 8-inch solution >limp, making 990 revolutions per minute and 
lifting 720 gallons per minute, or ISO tons per hour, against a head of 30 feet. 
The runner is 16 inches in diameter and has 5 runs. The life of the runners is 
150 days; liners, 6 months; dividers, 4 months; bushings, 6 months; and bear- 
ings, 4 months. From (54) and (55); delivers to (38) and (58). 

57. Butters' 4-mch solution pump making 1,980 revolutions per minute 
and lifting 396 gallons per minute, or 99 tons per hour, against a head of 20 
feet. The runner is 10 inches in diameter and has 4 arms. The life of the 
runner is about 6 months, liners 1 year (?); dividers, 6 months; bushings, 1 
year; and bearings, 3 months. From (52), (54), (55), and (71); delivers to 

(35) , (44), and (71). 

58. Batteiy storage-tank, 40 feet in diameter by 20 feet deep with a capacity 
of 786 tons or 188,640 gallons of solution. From (56) and (62); delivers to 
(13). (18), (19), (20), and (59). 

59. One 4-inch centrifugal pump. From (14), (23), and (58); delivers to 

(36) and (60). 

60. Solution tank for classifiers, 8.33 feet in diameter and 4 feet deep. From 
(59); delivers to 04) and (25). 

61. Steel water tower, 4 feet in diameter and 42.33 feet high. From the 
main water line; delivers to (45) and (62). 

62. One 3-inch Worthington water meter. From (61); delivers to (58) 
and whatever water is used in the mill. 

Refining. 

63. Knowles triplex pump, 5X6 inches, making 32 strokes per minute and 
having a capacity of 38 gallons per minute. The estimated life of the valves 
is 6 months; brasses, 2 years; pinions, 2 years; and gear, 4 years. From (53) ; 
delivers precipitates and solutions to (64), (65), and (66). 

64. Johnson filter press provided with 24 X 24-inch frames and leaves 
covered with 10-ounce duck. From (63); delivers solution to (53) and pre- 
cipitates to (67). 

65. Precipitation room settling-tank. From (63) ; delivers solution to (53) 
and settled precipitates are bailed into tubs and sent to (07). 

66. Johnson washing filter press provided with 24 X 24-inch frames and 
leaves covered with 10-ounce duck. From (63) ; delivers solution to (53) and 
precipitates to (67). 

67. Three-muffle drying furnace, fired by coal in which the precipitates are 
thoroughly dried and roasted. ^ From (64), (65), and (66) ; delivers to (68). 

68. Six Faber du Faure tilting furnaces, equipped with graphite retorts, 
with a capacity of 80 pounds of fluxed precipitates. The precipitate, after 
roasting, is fluxed with 18 pounds of crude borax and 12 pounds of carbonate 
of soda per 100 pounds of precipitate. Coke is used for fuel and the first pour 
is made 6 hours after starting the fires. Seven thousand pounds of dried pre- 
cipitate is melted into bullion in 44 hours from the time of firing the furnaces. 
After a charge has melted down sufficient precipitate is added to make a bul- 
lion bar weighing 1,200 ounces troy. Pours are made directly into bullion 
moulds which have slotted overflows for slag. The graphite retorts in the fur- 
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naces will last for about 30 fusions, when they are discarded and new ones 
installed. During January, 1908, from 27,398 pounds of roasted precipitate, 
18,762 pounds of bullion were produced, that is, without any acid treatment 
of the precipitate the shrinkage was only 31.52% of the total weight. Twenty- 
three thousand eight hundred and seventy pounds of coke were used in melting 
the above amount of precipitate. The bullion had an average fineness in gold 
of 12; in silver, of 965; making a total of 977 parts fine. From (67); the fur- 
naces deliver bullion to (73). 

69. Air compressor, 12 X 14 inches. Delivers to (70). 

70. Air receiver. From (69); delivers to (35), (38), (39), and (41). 

71. ^ Cyanide dissolving-box. All potassium cyanide used in the sand treat- 
ment is dissolved in this vat. A 2-inch pipe line is connected to the suctions 
of (40) and (57), and, by means of a table and float arranged on the vat, the 
desired strength of solution can be obtained by opening the 2-inch line and 
allowing the requisite amount of standard solution to be drawn through the 
pumps with the weaker solutions. From (57) ; delivers strong solution to (40) 
and (57). 

72. Two jsinc lathes. Deliver zinc shavings to (53). 

73. Concrete steel vault. From (68); delivers bullion to bank. 

Extractions and Coiisumptions, 

Owing to the fact that the crushing takes place in cyanide solution and the 
sand and slimes are in contact with the solution from the time they enter the 
batteries as ore, it is impossible to secure intelligible samples of sand and slimes 
separately and to keep a record of extraction by cyanide on each product. 
Accordingly the difference between the gross contents of the ore and the gold 
and silver in the concentrates shipped is taken as the gold and silver content 
of the material going to the cyanide plant. The extraction by cyanide is figured 
from this by comparing with the total number of ounces of gold and silver 
shipped as bullion and refinery by-products, with the total contents of the sand 
and slimes residues as a check. 

Ninety tons of ore produce 1 ton of concentrates averaging 4.72 ounces 
gold and 824.90 ounces silver per ton. The recovery by concentration from 
January 1, to October 1, 1908, was 12.75% of the gold and 21.00% of the 
silver content of the ore milled. 

The extraction by cyanide for the above period was 76.85% of the gold 
and 69.50% of the silver content of the material. Combining th(‘se figures 
with the extraction by concentration given above gives a total (extraction by 
concentration and cyaniding of 89.60% of the gold and 90.50 % of the silver 
content of the ore. 

The sand tailings assay 0.048 ounce gold and 4,44 ounces silver per ton. 
The slimes tailings assay 0.044 ounce gold and 3.77 ounces silver per ton. The 
cyanide solution befoi’e precipitation assays 0.05 ounce gold and 3.51 ounces 
silver per ton; and, after precipitation, 0.002 ounce gold and 0.300 ounce silver. 

The average consumption per ton of ore has been, of potassium cyanide, 
3.50 pounds; lime, 7.50 pounds; lead acitate, 0.48 pound; and zinc shavinp, 
1.90 pounds. The amount of zinc shavings consumed is 0.42 pound per ton 
of solution precipitated. 

Power Plant. 

There are four Babcock and Wilcox patent safety water-tube boilers of the 
vertical header type, provided with a superheater, set in batteri('s of two each. 
Each b()iler contains 2,036 square feet of heating surfaecj and is arranged for 
firing with either coal or oil; the Moore oil-burning apparatus being installed 



1676 


ORE DRESSING. 


Mill 118. § 1450 


for the latter method of firing. Natural draft is obtained by means of a steel 
stack, 150 feet high and 66 inches in diameter. 

A Green fuel-economizer utilizes the flue gases. The minor boiler-room 
equipment, consisting of two Snow duplex boiler-feed pumps, Goubert feed- 
water heater, automatic relief valves, stop and check valves, damper regulator, 
hot well, steam traps, feed-water meter, etc., is ample and well arranged. 

There are three 14 X 28 X 30-inch horizontal cross-compound side-crank 
McIntosh and Seymour gridiron-valve engines, each condensing, arranged for 
direct connection to 250-kilowatt, 25-cycle, 2,200-volt alternators making 150 
revolutions per minute. There is also one 15 X 32 X 30-inch McIntosh and 
Seymour engine, as above, directly connected to a 300-kilowatt alternator. 
All electrical equipment was furnished by the Westinghouse Electric^ and 
Manufacturing Company. The exciting current is supplied by 125-volt direct- 
current exciters belted from the band wheel of the generators. 

Condensation of steam from the engines takes place in Edwards^ condensers, 
equipped with power-driven air pumps. The circulating water, for condensing, 
is pumped by means of 8-inch double-suction Wheeler centrifugal pumps, 
directly connected to 40-horse-power motors, to a fan-driven steel water-cooling 
tower. Suitable switchboards with generator panels and distributing boards 
for the mine and mill are conveniently located in the engine room. 

Step-up transformers raise the voltage from 2,200 to 22,000 volts for trans- 
mission over the 12-mile line to the hoists at the shafts in Tonapah. Step- 
down transformers lower the voltage at the mill from 2,200 to 440 volts. All 
mill motors are 25-cycle, 440-volt, type C. 

The average total power used is 550 horse-power. This is for all milling 
operations, including pumping of water. 

Water Supply. 

Water, for mill and power plant use, is pumped by a 2-stage vertical cen- 
trifugal pump from a well, 60 feet deep, located 1,700 feet north of the plant. 

Labor. 

The mill runs three 8-hour shifts per day. The average number of men em- 
ployed, including the office force, is 109, including 10 men on construction work, 

Batteiy men, millmen, and concentrators receive $4.50; electricians, $5; 
carpenters, $5.50; mechanics, $5; blacksmiths, $5.50; blacksmith and carpen- 
ter helpers, $4.50; solution men, $4; head refinery man, $5; helpers, $4.50; and 
laborers, $4; all working an 8-hour shift. 

D. Lixiviation, 

Mill 118 serves as an example of this method of extracting values. 

§ 1450. Mill No. 118. El Oro Mining and Railway Company, Limited, 
El Oro, Estado De Mexico, Mexico. — The ore is treated in two mills, Nos. 

1 and 2, which have capacities of 350 and 425 tons per 24 hours respectively.^^^ 
Mixed sulphide and oxide ores are taken from the lower and upper workings 
of the mine and milled. The gangue, in which the ore occurs, is quartz and the 
more common minerals are pyrite, and gold and silver values. The problem 
is to save the economic minerals gold and silver. Formerly sands and slimes 
were treated separately; but everything is now slimed and no sands are treated. 
The results have materially improved in regard to extraction, rapidity of dis- 
working costs, since this change. All slimes and solutions from 
Mill No. 1 flow to Mill No. 2. Ore from the mine goes to (1) and (9). 
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1. Mill bin, 21 X 21 X 1S2 feet, with a flat bottom and a capacity of 4,000 
tons. From the mine; delivers, via chutes, to (2). 

2. Twenty Challenge feeders of the suspended friction-driven type. From 
(1); deliver to (3). 

3. One hundred stamps, Mill No. 2. Each weighs 1,065 pounds, makes 100 
7.5-inch drops per minute, and has a capacity of 4.25 tons per 24 hours. The 
discharge is 3 inches in height and the steel screens have 25 meshes to the inch. 
Stems weigh 465 pounds and last 5 years; cams weigh 220 pounds and last 6 
years; tappets weigh 100 pounds and last 5 years; shoes weigh 190 pounds and 
last 86 days; dies weigh 115 pounds and last SO days; and boss heads weigh 
320 pounds and last 6 years. All arc of cast steel except the stems which are 
of rolled steel. From (2) and (23); deliver pulp to (4). 

4. Three cones, 4.67 feet in diameter by 6 feet deep. From (3) ; deliver 
spigots to (5) and overflows to (16). 

5. Three cones, 2.5 feet in diameter by 2.5 feet deep. From (4); deliver 
spigots to (6) and ovc'rflows to (7). 

6. Three Krupp tube mills, one 3.92 X 19.5 feet, one 4.92 X 23 feet, and 
one 4.92 X 26 feet. The first has a speed of 31, the second of 25, and the third 
of 27 revolutions per minute. Fifty-three pounds of mine rock ar(' consumed 
per ton of sands ground. ‘‘El Oro’' cast-iron ribbed liners last from 7 to 8 
months. From (5) and (15); deliver pulp to (7). 

7. Five cones, 4.5 feet in diameter by 6 feet deep. From (5), (6), (11), 
(13), and (15); deliver spigots to (12) and overflows to (8). 

8. Two cone-settlers, 9 foot in diameter by 9 feet deep. From (7) ; deliver 
spigots to (12) and overflows to (16). 

9- Mill bin, 13 X 16 X 168 feet with an inclined bottom and a capacity 
of 1,750 tons. From the mine; delivers, via chutes, to (10). 

10. Twenty modificnl Challenge feeders of the suspended friction-driven 
type. From (9) ; deliver to (11). 

11. On(‘ hundr(‘d stamps, Mill No. 1. Each weighs 1,140 pounds, has a 
capacity of 3.75 tons per 24 hours and steel screens of 30 mesh, 33 wire*. Other 
details as in (3) except that the stems weigh 450 pounds, tappets 140 pounds, 
and boss heads 360 pounds. From (10) and (23); dediver pulp to (7). 

12. Sand wheel, 40.67 feet in diameter, making 5.5 resolutions p(‘r minute. 
The buckc'ts are 11 X 13 X 16 inches. Driven by a rope gearing from a 15 
horse-power motor. From (7) and (8); d(‘liv(M*s to (14). 

13. Four tube mills. Two Abbe tube mills, 4.5 X 19.5 fe(‘t, making 24 
revolutions per minute'; and two Krujip tube Mills, 3.92 X 19.5 fc'et, making 
31 revolutions per minute. From (14); deliver pulp to (7). 

14. Three blanket '■■n 2.25 fc'et wide by 20 feet long. 

Save about 660 ])ounds per 24 hours. Those arc mainly to remove ground-up 
iron and steel from the pulp. From (12); deliver to (13) and (15). 

15. Settling com', 4.5 feet in diameter by 6 feet deep. From (14) ; delivers 
spigot to (6) and ovc'rflows to (7). 

16. Fifte(*n slim(‘s tanks, 34 feet in diameter by 12 feet deep, sides of sheet 
stc'el 0.1875 inch thick, bottoms of sheet steel 0.25 inch thick, painted on the 
inside with P. and B. cyanide paint and on the outside with asphaltum paint. 
Hold 80 tons eaeh of dry slimes and equipped with mc'chanical agitators. From 
(4), (8), (18), and (28); deliver pulp to (18), decanted solutions to (24), and 
overflows to (21). 

17. Nine' slimes tanks, 22 feet diameter by 10 feet deep, holding 27 tons each 
of dry slimes and equipped with a traveling agitator. From (18) and (28); 
deliv(*r pulp to ‘(h8) and dcjcanted solutions to (24). 

t a > ^ 1 ^ i Acsn 
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minute, and requiring 20 horse-power to pump 500 gallons per minute against 
a head of 24 feet. All are direct motor-driven. From (16) and (17) ; deliver 
pulp to (16), (17) (for agitation), and (19). 

19. Eight slimes-settling tanks, 34 feet in diameter by 20 feet deep, holding 
880 tons of dry slimes. Other details as in (16). From (18); deliver pulp to 
(20) and decanted solutions to (21). 

20. Six Burt filter presses, 3.5 feet in diameter by 20 feet long. Each handles 
165 tons of dry slimes per 24 hours. Eighteen pairs^ of filter leaves per press. 
Forty minutes are required for each operation, which includes, charging the 
press, washing the slimes with water, discharging and returning the surplus 
slimes. From (19); deliver slimes to waste and solutions to (21). 

21. Two return-solution tanks, 30 feet in diameter by 16 feet deep, holding 
353 tons each of dry slimes. Other details as in (16). From (16), (19), and 
(20); deliver to (22). 

22. Gebriider Sulzer (Germany) return-water centrifugal pump making 
1,450 revolutions per minute and requiring 100 horse-power to pump 1,500 
gallons per minute against a lift of 125 feet. Direct motor-driven. From (21) ; 
delivers to (23) . 

23. Two steel mill-tanks at San Rafael, 8 X 24 X 48 feet, holding 288 tons 
each of solution. Other details as in (16). From (22) ; deliver to (3) and (11). 

24. Four weak-solution filters. Three 40 feet in diameter by 10 feet deep ; 
and the other 30 feet in diameter by 10 feet deep. The first 3 handle 310 
tons net per 24 hours. Other details as in (16). From (16) and (17); deliver 
to (25). 

25. Twenty weak-solution steel zinc-boxes, 0.1875 inch thick by 4 X 16.67 
feet. 0.12 pound of zinc shavings is used per ton of solution and the strength 
of the solution is 0.03% potassium cyanide. Since the practice of sliming all 
pulp was introduced, the above is the only strength used. From (24) ; deliver 
precipitate to (26) and solution to (27). 

26. Burt gold-slimes filter press with details as in (20). The precipitates are 
steam dried in the press and in a drying car to 15% moisture, fluxed, and bri- 
queted. The briquettes, 3 inches in diameter by 5 inches long, are charged 
into No. 300 graphite crucibles and melted down in 6 oil-fired furnaces. In a 
day 1,760 pounds of precipitates can be treated with a consumption of 2>10 
gallons of crude oil. One gallon of oil converts into bullion 7.33 pounds of 
precipitates. From (25) ; deliver bullion to bank. 

27. Five weak-solution tanks. Four, 30 feet in diameter by 16 feet deep, 
each holding 353 tons of solution; and one, 24 feet in diameter by 16 feet deep, 
holding 226 tons. Other details as in (16). From (25) ; deliver to (28). 

28. Pump with details as in (22) except that the height of lift is but 65 
feet. From (27); delivers to (16) and (17). 

The total extraction of values is 93.26%. 95.09% of the gold and 81.72% 
of the silver is recovered. 

Labor and Wages. 

The mill operates 3 shifts per day, 7 days a week. Four men are employed 
per shift. 

1 American battery man at 8.40 (Pesos) per shift 

1 American helper man at 4.80 

2 Mexican helpers at 1.25 

Power and Water. 

The power is all electrical and supplied by the Mexican Light and Power 
Comnanv from their station at Neeaxa to thpir snh-stftf.mn at El o 
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of about 175 miles. All the water used comes from the mines. The mine elec- 
tric triplex pumps deliver the water to masonry reservoirs from which the 
necessary supply is taken. The ore is crushed in cyanide solution with a ratio 
of about S parts of solution to 1 part of ore. Mill No. 1 consumes 2.6 horse- 
power; and Mill No. 2, 3.0 horse-power per stamp. The total power required 
is 560 horse-power. 

E. Mills Saving only Silver Values. 

Mill 119 is a representative of this class. 

§ 1451. Mill No. 119. The Coniagas Mines, Limited, St. Catharines, 
Ontario, Canada. Concentrating Plant.^'^** — This mill has a capacity of 
90 tons per 24 hours. The ore consists of the economic minerals smaltito and 
niccolite, carrying high silver values of both native silver and the silver sul- 
phides.^ The gangue is a slate conglomerate and calcitc. The problem is 
to save the silver-bearing minerals. 

The ore is hand sorted in the mine into high-grade shipping ore, waste, 
and milling ore, the latter being hoisted in a vc^rtical skip, holding 2,600 pounds, 
and dumped, via chute, to (1). ^ 

1. Storage bin. From the mine; deliver to (2). 

2. One Blake-type breakiu*, with a 10 X IG-inch jaw opening, breaking to 
2.5 inches. From (1); delivers crushed ore to (3). 

3. One 10-inch bu(4<et ekwator.^ From (2); delivers to (4). 

4. Storage bins. From (3); delivers to (5). 

5. Grizzly with 1,25-inch spaces between the bars. From (4); delivers 
oversize to ((>) and undersize to (7). 

6. One Champion swing-jaw breaker, breaking to 1.25 inches. From (5); 
delivers (‘ruslK^l on^ to (7). 

7. Storage' bin. From (5) and (G); delivers to (H). 

S. Automatic f(ied(*r, wall typo. From (7); dc'livers to (9). 

9. Rolls, 10 X 30 inches, crushing to 0.75 inch. From (8) ; deliver crushed 
ore to (10). 

10. One lO-inch bucket elevator. From (9); delivers to (11). 

11. One trommel, 2 X 10 feet, having two screemiag sections. The first 
section has 0.375-inch round holes and the second sc'ction 0,75-inch round holes. 
From (10); delivc'rs 0.375 to 0-inch material to (12), 0.75 to 0.375-inch material 
to (13), and material larger than 0.75-inch to (14). 

12. One trommc'l, 2 X 10 feet, having 3.5-millimctcr round holes. From 
(11) and (23); <l<4iv('rs oversize to (16) and undersize to^ (15). 

13. One 3-compartment Harz jig. From (11), fed with 0.75 to 0.375-inch 

material; delivers skimmed concentrate's, via sacks and cars, to smelter and 
tailings to (IS). . 

14; Rolls, 10 X 30 in<*hos, crushing to 0.75 inch. From (11) and (23); 
deliver (^rushed ore to (17). 

15. One 1 -compartment classifier. From (12); delivers spigot to (21) and 
overflow to (22) . 

16. One 4-compartment Harz jig. From (12), f('d \vith 0.375-inch to 3.5- 
millim(^ter mat(‘rial; dt'livers skimmed concentrate's, via sacks and cars, to 
smelter, and tailings to (IS). 

17. One 10-inch buckc^t elevator. From (14); dtdivers to (23). 

18. Bin. From (13), (10), (21), and (26); delivers to (19). 

19. Bix Challenge feeders. From (18); delivc'r to (20). 

20. Thirty stamps, each weighing 1,250 pounds, crushing to 30 mesh. From 
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21. One Wilfley table. From (15); delivers concentrates, via sacks and 
cars, to smelter and tailings to (18). 

22. Settling tank. From (15) ; delivers settlings to (25) and overflow to (32). 

23. One trommel, 2 X 10 feet, having two screening sections. The first 
section has 0.375-inch round holes and the second section 0.75-inch round holes. 
From (17); delivers 0.375 to 0-inch material to (12), 0.75 to 0.375-inch material 
to (26), and material larger than 0.75-inch to (14). 

24. Three 3-foot pulp thickeners. From (20) ; deliver spigots to (27) and 
overflows to (28). 

25. One Frue vanner. From (22) ; delivers concentrates, via sacks and cars, 
to smelter and tailings to <28) . 

26. One 3-compartment Harz jig. From (23), fed with 0.75 to 0.375-inch 
material; delivers skimmed concentrates, via sacks and cars, to smelter and 
tailings to (18). 

27. Six Deister concentrating tables. From (24); deliver concentrates, 
via sacks and cars, to smelter, middlings to (29), and tailings to (30). 

28. Three 8-foot Callow settling-tanks. From (24) and (25) ; delivcu* spigots 
to (32) and overflows to (33). 

29. One 4-inch bucket elevator. From (27) and (31); delivers to (31). 

30. Dewatering device. From (27) and (31); delivers sands to waste' and 
slimes to cyanide plant. 

31. One Deister concentrating table. From (29); delivers concentrate's, 
via sacks and cars, to smelter, middlings to (29), and tailings to (30). 

32. One Wilfley slimer. From (22) and (28); delivers concentrates, via 
sacks and cars, to smelter and tailings to cyanide plant. 

33. Sump. From (28) ; delivers water, via pump, to mill system again. 

Labor and Wages. 

The mill operates two shifts per 24 hours, one 13 hours in kmgth arul the 
other 11 hours, for 6 days in the week. 

Common labor receives $2 per day of 10 hours, and board costs 60 cents a 
day. Skilled labor is paid proportionately higher. 

Power and Water. 

Power for operating the mill is furnished by a 165 hors('-pow(^r Prc'inu'r 
gas engine which was made at Sandiacrc, England, and is very satisfact,ory. 
The same engine runs a 240-volt direct-current generator in the mill which 
furnishes power to a motor direct connected to a turbine pump. This pump 
is located at a small lake about one-half mile from the mill and furnishes all 
necessary water. 

F. Mills Saving Silver and Lead Values. 

Mills 120, 121, 122, 123, 124, and 125 are typical examples of this group 
and cover the practice in three districts. 

§ 1452. Mill No.^ 120. Bunker Hill and Sullivan Mill, KuLLcxai, 
Idaho. 2®^ — The capacity of this mill is 3,000 tons per 24 hours.^^ The ('('ononiic 
mineral is argentiferous galena disseminated in a gangue of siderite and cpuirtzite. 
Pyrite, chalcopyrite, and sphalerite also occur, but not in sufficient iiuantities 
to be of importance.® The mill is operated three 8-hour shifts per day and 
handles 1,000 tons of ore per shift. In the following flow-sheet tonnage's r(‘fer 
to the amount handled in 8 hours. The problem is to save the silver-bearing 



§ 1452. Mill 120. 


OUTLINES OF MILLS. 


1681 


Rock House. 

1. Ore bin of 500 tons capacity. From the mine; delivers 1,000 tons per 
S hours, via 4 feed gates, to (2). 

2. Four grizzlies with 1.25-inch spaces between the bars. From (1) ; deliver 
oversize to (3) and undersize to (6). 

3. Two Comet '‘ D’' stylo breakers. From (2); deliver crushed ore to (4). 

4. 30-ineh picking belt. From (3); delivers hand-picked ore, running 
40% lead or better, to smelter and residual ore to (5). 

5. Crushing rolls, 14 X 36 inches. From (4); deliver crushed ore to (7). 

6. Fourteen-inch belt conveyor. From (2); delivers to (7). 

7. Belt conveyor, 24 inches wide, S-pl}'- rubber, 315 feet from center to 
center, 19.75° slope, handling 1,000 tons in 8 hours. From (5) and (6) ; delivers 
to (8) in the sampling tower. 


Towej\ 

S. Vezin sampler. From (7); delivers 6.66% of the ore, as sample, to (9) 
and residual on^ to (12). 

9. Crushing rolls, 14 X 24 inches. From (S); deliver crushed ore to (10). 

10. \'(vn*n sainpku-. From (9); delivers 6.66% of the ore, as sample, to 

(11) and r(‘sidual ore to (12). 

11. Sample bin. From (10). The ore is quartered down to 100 pounds, 
then crusluMl to 0.25 inch and furtlun* redu(‘ed by split shoveling until the quan- 
tity dc'sinal for assay purpos('S is obtained. The residue from sampling goes 
to 02). 

12. Mill bins of 5()()-tons capacity. From (S), (10), and (11); deliver to 
(13) via 2 plung(‘r fet‘ders. 

South or Coarsc-ConccntratioYi Mill. 

13. Two cylindrical trommc'ls, (‘ach with two screening sections; slope, 
1.125 inchc'S to th(‘ foot; sp(HMl, 20 revolutions p(‘r minute. The first section 
has IS and the scH^ond 36-millim(‘t(‘r holes. The feed to these trommels from 

(12) is 9S0 tons of ore running 12%; lead, and from (15) 600 tons running 8% 
lead. S(‘V(‘U luindn'd and fifty tons of uiuUu'size through IS millimeters go to 
(18), ()5() tons of undersize through 36 millimeters go to (16), and 180 tons of 
ov<‘rsiz(‘ to (14), 

14. Two s(‘ts of crushing rolls, 14 X 36 inches. From (13) ; delivt'r crushed 
ore to (15). 

15. Two ekwators; 8-ply belts, 16 inches wide; 7.75 X 15-inch malleable 
iron buckets; sj)eeds, -ISO f<‘et per minutiq 37-inch pull(\ys; and 48 feet between 
c('ntcrs. From (14), (!(>), (17), (19), (21), (22), and (23); deliver 600 tons of 
orc‘, running 8^’^, lead, to (13). 

16. Two-<‘ompartment jigs. From (13); dediver hutch products from all 
compartmtmts to (15), side discharges from first compartments to (31) or (47), 
<lis(‘harg(‘s from second compartments to (17), and tailings, running 0.9% lead, 
to (85). 

17. Two s(*ts of crushing rolls, 16 X 30 inch(?s. From (10) ; deliver crushed 
ore to (15). 

18. Two cylindrical trommels with 10-millimet<T holes, making 20 revolu- 

tions per minute and having a slope of 1.125 inches to the foot. From (13); 
deliver undersize to (20) aiul oversize to (19). ^ 

19. Six 3-compartnumt jigs. From (18); dediver hutches to (15), side dis- 
charges from the first two compartments to (47), discharges from third com- 
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20. Four cylindrical trommels, each having two screening sections, th 
first with 3 and the second with 7-milliineter holes. The tromnuds have) a slop 
of 1.125 inches to the foot and make 20 revolutions per minute'. From (IS) 
deliver 300 tons of undersize from the first section, assaying kaid, to (24) 
undersize from the second section to (23), and oversize to (21). 

21. Four 3-compartment jigs. From (20); delivc'i* hutches from fii-st tW' 
compartments to (47), hutches from third compartments to (15), side* discluu-ge 
from first two compartim'uts to (47), discharge's fi’om third compartnu'iits t 
cither (22) or (38), and tailings, running 1.9% Ic'ad, to (85). 

The feed to these jigs, together with the feed to jigs (Ki) and (19), average 
11% lead. 

22. Two sets of crushing rolls, 14 X 30 inclu'S. From (19) and (21); de 
liver crushed ore to (15). 

23. Four 3-compartnient jigs. From (20); di'Iivc'r luitclu's from first corn 
partments to (46), hutches from second coinpartnu'nts to (18), hut. (‘lies froii 
third compartnK'Uts to (15), side dischargers from the first t wo (‘ompartnu'nts t,( 
(4S), discharges from third compartnu'nts to (28), and tailings, running 2.F', 
lead, to (85). 

24. Six 3-spigot hydraulics classifiers. From (20) and (2i)) ; d(4iv('r firs 
spigots to (25), second spigots to (26), 24 tons of orc', as third spigots, to (27) 
and overflows, carrying 1()0 tons of ()r(‘, running 18(p h'ad, t.o (10). 

25. Six 3-compartment jigs. From (24); (h'livc'r hut(‘h(‘s from first com 
partments to (46), hutches from sc'C'ond and third (‘ompartm('nts to (58), sid 
discharge^ from first comiiartmc'nts to ( 18). The s(‘con(l compartnu'uts disclnirg 
to the third compartments and the latU'r dis(‘hargt's go to (58), whil(‘ tlu' t.ail 
ings, assaying 2.5%, k'ud, go to (85). 

26. Six 3-compartm(*nt sand jigs. From (21); d(‘liv('r luii(‘lu‘S from firs 
compartments to (4()), hute'hc's and discharge's from tlu' se'cond and thirel com 
partments to (58), and tailings to (85). 

27. Eight 4-compartm(‘nt fine' jigs. From (21); delivt'r hutche‘S from firs 
compartmemts to (46), hntclu's from sc'conel (‘ompart.me'Uts to (18), hutche' 
from third and fourth compartme'nts to (58), and tailings to (85). 

28. Two middlings elevators, 14 inches wiele, 7-ply Ix'lts, 7 X r2-im*h malle' 
able-iron buckets, 37-inch pulle'ys, and run at a spew'd of 117 f(‘(‘t p(*r minute 
From (23) and (30); de'liver t.o (29). 

29. Two tromme'ls with scre'ems having 3-iniIIim(‘te'r hole's. From (28); de 
liver undersize to (24) or (54), and ove'rsize^ te) (30). 

30. Four o-foot Huntington mills, two of which are* he‘l<l iti n‘se‘rve* nnel tw< 
used. Crush through 12 mesh. Frenn (29); de'live'r pulp te) (28). 

31. Two sets of bins. From (16); de*live‘r, via plungeo’ fe‘<‘de‘rs, to (32). 

32. Elevator. From (31); eledive'rs 40 tons of ore*, assaying 45%', le'ad, te 

(33) . ^ 

33. Si-x-foot Huntington mill crushing through 20 me'sh. From (32) 
delivers pulp to (34). 

34. Pocket launeU'r. From (33); (h'livt'rs, via 4 poeke'ts, to (35). 

35. Four Wilfiey table's, llse'd to grades the' 45%'. l<*ad proehu't fe'el fron 

(34) . Deliveu' concentrates, assaying 77%' le'ael, to (49); middlings (e> (44) 
15 tons of ore, as tailings, assaying 30^’; le'ud, to (36); uiiel slimes to (50). 

36. Centrifugal pump. From (35); d(‘livt‘rs to (37). 

37. Wilfiey table. From (36); d<*liv<‘rs com'e'utrate*s, assaying 70%; leaxel 
to (44) ; middlings, assaying 40%, had, to (50); tailings, assaying 10% lejad, te 
(58); and slimes, assaying 45% l(‘a<l, to (50). 

38. Elevator. Feci with 45 tons of ore', assaying 7% leaid. From (21); de* 
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39. Six-foot Huntington mill crushing through 12 mesh. From (3S) ; delivers 
pulp to (5S). 

40. V-shaped settling tank, ISO feet long by 6 feet deep, having 85 spigots 
and an overflow; From (24); delivers first set of spigots or fine sand to (41), 
second set of spigots to (43) , and the last set of 4 spigots, diaoharo-inp- 2 tons 
of ore assaying 17% lead, to (43) or (.53). 

41. Wilfiey table. From (40); delivers concentrates to (44), middlings to 
(58), 40 tons of tailings, assaying 2.1% lead, to (S5), and slimes, assaying 13% 
lead, to (42). 

42. V-shaped settling tank. From (41) ; delivers spigot to (57) and over- 
flow to waste. 

43. Twenty-four vaiincrs. From (40) ; deliver concentrates to (44) and 40 
tons of tailings, assaying 9% Icnxd, to (57). 

44. Two 2-ineh centrifugal pumps. From (35), (37), (41), and (43); deliver 
to (45). 

45. Two Wilfiey tables. Us(h1 for grading. From (44); deliver concen- 
trates to (49), tailings to (5S), and slimes to 00). 

4G. Ore bin for first-class concentrates. Receives ore, running 77% lead, 
from (23), (25), (20), and (27); delivers to smelter and drainings to (53). 

47. Ore bin for s(‘cond-class concentrates. Reccuves ore, averaging 44% 
lead, from (Uj), (19), and (21); delivers to smelter and drainings to (53). 

4S. Ore. bin for third-class concentrates. Receives ore, averaging 55% 
lead, from (23), (25), and (27); delivers to smelter and drainings to (53). 

49. Ore bin for lirst-class concentrates. Receives ore, assaying 77% lead, 
from (35) anti (45); dt'livm’s to smelter and drainings to (51). 

50. Ore bin for se(‘ond-class concentrates. From (35), (37), and (45); 
delivers to snudter and drainings to (51). 

51. Slinu's Inn. From (19) and (50); delivers to smelter and drainings to 

(^ 2 ). 

52. Nt), 1 slinu's trap. From (51); delivers settlings to smelter and over- 
flow to (53). 

53. No. 2 slinu's trap. From (40), (46), (47), (48), and (52); delivers set- 
tlings to sim^lttn* and oveu'flow to waste. 

Klvvntor House. 

54. Slough-off tank. From (2f)) ; delivers vspigot to (55) and overflow to 

55. (4assifu‘r with 2 spigots. From (54) ; delivers spigots to (5S) and over- 
flow to (56). 

56. Pulp thickiMier, a s<|uar(^ tank with a goose-neck discharge. From 
(54) and (55); d(‘livt'rs H])igots to (57) and overflow to waste. 

57. Traylor 3-inch c(‘ntrifugal })ump having a 36-foot lift. From (42), 
(43), and (56); d(‘liv<'rs 45 tons of ore, assaying 9% load, to (59). 

58. lilevator with 7 X 15-inch pri^ssed steel buckets and"36-inch pulleys. 
From (25), (26), (27), (37), (39), (41), (45), and (55); delivers 140 tons of ore, 
assaying 7.7)% h^acl, to (60), 

Norlh or Middlings Re-treatment Mill. 

59. Eight Callow settling-tanks. From (57) ; deliver overflows to waste and 
spigots to (62). 

60. Slough-ofT tank. From (58) ; delivers spigot to (66) and overflow to (61). 

61. Pulp thick(‘m‘r, a square tank having a goose-neck discharge. From 
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62. Traylor S-inch centrifugal pump. From (50) and (SI); delivers to 
(63). 

63. Two sand traps. From (62); deliver overflows to (64) and spigots to 
(65). 

64. Sixteen 6-fdot vanners. From (63); deliver concentrates to (S6) and 
tailings, assaying 7% lead, to (S7). 

65. Two Wilfley tables for treating fin(^ sand. From (63) ; d(4iver concen- 
trates to (cS6), middlings to (S2), tailings to (S7), and slimes to (SI). 

06. Elevator, 16 inches wide, S-ply belt, 7 X 15-inch presstul st(‘(‘l bii(‘k(4-s, 
37-inch pulleys, 45 feet betwe(m centers, aiul having a b(4t spinnl of 3S7 feed, pea* 
minute. From (60) and (61); delivers to (67). 

67. Slough-off tank. From (66); delivers overflow to (SI) and spigot to 

( 68 ). 

6S. Twenty-four inch duplex Callow screen,-'* 27 mt*sh, 2S wirta From (67) ; 
delivers undersize to (77) and oversize^ to (69). 

69. Four 0-foot Huntington mills. Two mills an^ used and two h(4d in 
reserve. They make 65 revolutions per minut(‘ and crush through 20 m(\sh. 
From (OS), (72), and (S4); d(4iver pulp to (70). 

70. Elevator. From (6t)) ; (leliv(‘rs to (71). 

71. Slough-off tank. P'rom (70); d(‘liv(‘rs ov(‘rflow to (SI) and spigot to 
(72). 

72. Twenty-four inclx duph'x (-allow senam, 24 nu^sh, 26 win*. From (71); 
delivers oversize to (69) and und(a-siz(‘ to (73). 

73. Hydraulic classifier with 3 spigots. From (72); <l(‘liv(‘rs spigots to 
(75) and overflow to (74). 

74. Two Ckxllow settling-tanks. From (73); dtflivta’ ov(a-(lows to waste and 
spigots to (75). 

75. Four })ocket launders. From (73) and (71); <l(4iv(‘r to (76). 

76. JOleven Wilfk'y tabUss. From (75); d(‘liv<a‘ conct‘ntrat<‘s to (Sti), mid- 
dlings to (S2), tailings, assaying 3^';. h^atl, to (S7), and slinavs to (SI). 

77. Hydraulic classifier with 3 spigots. From ((iS); dtdivt'rs spigots to 
(79) and overflow to (7S). 

78. Two Callow settling-tanks. From (77); di‘liv(‘r overflows to wast(‘ and 
spigots to (79). 

79. Four pocket-launders. From (77) and (7S); d(‘liv(‘r to (SO). 

SO. lOight Wilfley tabl(»s. From (7t)) ; defliver conc(‘ntrat(‘S to (S6), tniddlings 
to (82), tailings, assaying 3% haul, to (S7), and slimes to (SI). 

81. Eight Callow s(‘ttling-tanks. From (65), (67), (71), (76), and (SO); d(‘- 
liver ov(‘rfl()ws t,o waste and spigots to (62). 

82. One 2-inch centrifugal pump. From (65), (7()), and (SO) ; dt‘liv<‘rs to (S3). 

83. Pocket laimdiT. From (S2); deliv(*rs to (Si), 

81. Three Wilfl<‘y tabl(\s for re-tnaiting mitldlings. From (S3); d(‘Iiver 
concentrates to (86), midcllings to ((>9), and tailings, assaying 3^ 7 lead, to (S7), 

S5. Elevators for tailings from th<‘ South mill. From* (16), (19), (21), (23), 
(25), (26), (27), and (41); difliver 600 tons of tailings, assaying 2.IVe l<‘Hd, to 
coarse-tailings dump. 

S(). Bins for conc('ntrat(*s of North mill. From (61), (65), (76), (SO), ami 
(84). Receiver 17 tons of coiuamt raters assaying 43% lead. Dcfliviu' to smt4t(‘r, 

87. Wast(i (hnnp for tailings from North mill. From (64), (65), (76), (80), 
and (84). Receives 168 tons of tailings assaying 4.5^\' lea<l. 

The coarse tailings from th(? South mill will he workcMl ov{‘r some tinu* in 
the future by the North mill which was built for this sp<*cial purpos<\ although 
it is at prosimt used to hc4p out the South mill. Tin* fiiu^ tailings from both 
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The mills, supposed to run continuously, have been shutting down lately 
about twice a month for general repairs and hclidays. They average 27 days 
a month of continuous running. 

There are on each shift; 1 shift-boss, 4 jig men, 2 vanner men, 3 Huntington 
mill men, 3 oilers, and, on the day shift, 2 foremen, 3 rock house men, 1 ore 
picker, 2 roustabouts, 1 blacksmith, 1 helper, and 1 sampler, besides the super- 
intendent. 

The wages are $3.50 for machine men and $3 per shift for oilers and helpers. 


Poxoer. 

The mill uses about 550 horse-power, of which about 400 is furnished by 
motors. 

§ 1453. Mill No. 121. Federal Mining and Smelting Company, Mace 
Mill, No.^1. Wallace, Idaho. — The capacity of this plant is 450 tons per 
24 hours. The ore consists of th(i minerals; argentiferous galena, pyrite and 
sphalerite in a gangue of (luartzitc and some quartz. All the minerals except 
the sphalerite are of economic importance. The problem is to save the silver 
and lead without the zinc valu(‘s. 

The or(‘, hauled 3.5 miles in railroad cars, is delivered to a new sorting plant 
in whi(‘h 25 tons of high-grade shipping ore and 55 tons of waste are picked 
out daily, and the milling ore goes to (1). 

1. Bin with a capacity of tSOO tons. From the sorting plant; delivers to 

( 2 ). 

2. Cotiv('yor. From (1); delivers to (3). 

3. Bnnikc'i* making 100 revolutions per minute. From (2); delivers crushed 
ore to (4). 

4. Automatic sampler which cuts out a sample every 6 minutes. From 
(3); d(4iv(U’s sample to assaytu- and reject to (5). 

5. Bin with a capacity of 300 tons. From (4); delivers to (6). 

0. Bolls, 12 X 30 inch(‘s, making 00 revolutions per minute, and crushing 
to 1 inch. Shells last from 3 to 4 months. From (5) ; deliver crushed ore to 

(')• . 

7. Fourteen-inch (devator with a 10-ply belt having a speed of 450 feet 
per minut(' and 7 X 12-iiich biudvcts which ekwate 500 tons per 24 hours, 90 
feet. From (0), (10), and (13); delivers to (S). 

S. Trommel with 15-millimeter round holes having aslop(‘ of 0.5 inch to the 
foot and making 19 rtwoluticjns per minute. From (7); delivers oversize to 
(9) and undersize^ to (11). 

9. Four 2-(‘ompurtm<‘nt bull jigs with sieves having 6-millimetcr round 
holes in sht‘{d. stead. Th(' plungiM's mak(^ 150 2.5-inch stroke's per minute. Each 
handle's 20 tons jx'i* 24 hours. From (S), fed with 25.4 to 15-millimcter stuff; 
deliver side' disediargt's from one sieve to (39), midellings to (10), and tailings 
to waste'. 

10. Rolls, 12 X 36 inches, making SO revolutions per minute and crushing 
to 10 millinu'te'rs. Shedls last from 3 to 4 months. Handle 300 tons per 24 hours. 
From (i)); ele'liver cruslu'el ore to (7). 

11. Trommel with l()-millimeter round hole's and other details as in (S). 
Prom (S); dedive'rs oversize' to (12) and undersize to (14). 

12. Two 3-compartment jigs with sieves having 3-millimetcr round holes 
in shee't stee'l. Tlu^ plungers make 180 2-inch^ strokes per minute. Each 
hanelles 15 tons pe'r 24 he)urs. From (11), fed with 15 to lO-millinmter stuff; 
deliver siele discharges from 2 sieves to (39), mieldlings to (13), and tailings to 
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13. Rolls, 12 X 24 inches, making 100 revolutions per minute and cmshing 
to 7 millimeters. Shells last 5 months. Handle 150 tons per 24 hours. From 
(12); deliver crushed ore to (7). 

14. Trommel with 7-millimeter round holes and other details as in (8), 
From (11); delivers oversize to (15) and undersize to (IS). 

15. Two 4-compartment jigs with wire-cloth sieves having 8 meshes to the 
inch. The plungers make 210 1-inch strokes per minute. Each handles 12 
tons per 21 hours. From (14), fed with 10 to 7-millimeter stuff; deliver side 
discharges from 2 sieves to (39), middlings to (16), and tailings to waste. 

16. Rolls, 10 X 30 inches, making SO revolutions per minute, and crushing 
to 4 millimeters. Shells last 12 months. Handle 70 tons per 24 hours. From 
(15) and (19); deliver crushed ore to (17). 

17. Fourteen-inch elevator with details as in (7). From (16), (24), and 
(27) ; delivers to (20). 

IS. Trommel with 4-millimeter round holes and other details as in (8). 
From (14); delivers oversize to (19) and undersize to (22). 

19. Two 4-compartment jigs with wire-cloth sieves having 8 meshes to the 
inch. The plungers make 240 0.875-inch strokes per minute. Each handles 
12 tons per 24 hours. From (18), fed with 7 to 4-millimeter stuff; deliver side 
discharges from 2 sieves to (39), middlings to (16), and tailings to waste. 

20. Trommel with 2.5-millimeter round holes and other details as in (8). 
From (17); delivers oversize to (21) and undersize to (25). 

21. Two 3-compartment jigs with wire-cloth sieves having 8 meshes to the 
inch. The plungers make 250 0,75-inch strokes per minute. Each handles 
12 tons per 24 hours. From (20), fed with 4 to 2.5-millimeter stuff; deliver side 
discharges from 2 sieves to (39), middlings to (24). No tailings are made. 

22. Classifier with 2 spigots. From (18) ; delivers spigots to (23) and over- 
flow to (33). 

23. ^ Two 4-compartment jigs, with brass wire-cloth sieves having 12 meshes 
to the inch. The plungers make 280 0.5-inch strokes per minute. Each handles 
12 tons per 24 hours. From (22), fed with 4 to 0-millimeter stuff; deliver bot- 
tom discharges from 2 sieves to (39), middlings to (24), and tailings to waste. 

24. One 5-foot Huntington mill making 70 revolutions per minute and 
crushing through slot-punched steel screens having 20 holes to the inch. The 
screens last about 5 days. The mill under the above conditions handles 45 
tons per 24 hours and requires 12 horse-power. From (21) and (23); delivers 
pulp to (17). 

25. Classifier with 4 spigots. From (20) ; delivers spigots to (26) and over- 
flow to (28). 

26. ^ Four 4-compartment jigs with brass wire-cloth sieves having 12 meshes 
to the inch. The plungers make 340 0.375-inch strokes per minute. Each han- 
dle 12 tons per 24 hours. From (25), fed with 2.5 to 0-millimeter stuff; deliver 
bottom discharges from 2 sieves to (39), middlings to (27). No tailings are 
made. 

27. One 5-foot Huntington mill with details as in (24). From (26) ; delivers 
pulp to (17). 

28. Settling tank with 5 spigots. From (25) ; delivers spigots to (29) and 
(30) and overflow to (35) . 

29. Three Wilfley tables making 235 thrusts per minute. From (28); 
deliver concentrates to (39) and middlings and tailings to (31). 

30. Two vanners making 200 thrusts per minute. From (28) ; deliver con- 
centrates to (39) and tailings to (37). 

31. Settling tank with 4 spigots. From (29) and (34); delivers spigots to 
(32) and overflow to waste. 
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32. Four Wilfley tables making 225 thrusts per minute. From (31) ; deliver 
concentrates to (39) and tailings to waste. 

33. Settling tank with 3 spigots. From (22) ; delivers spigots to (34) and 
overflow to (35). 

34. Three Wilfley tables making 235 thrusts per minute. From (33); de- 
liver concentrates to (39) and middlings and tailings to (31). 

35. Settling tank with 10 spigots. From (28) and (33) ; delivers spigots to 
(36) and overflow to (37). 

36. Ten vanners making 195 thrusts per minute. From (35) ; deliver con- 
centrates to (39) and tailings to (37). 

37. Settling tank with 4 spigots. From (30), (35), and (36); delivers 
spigots to (38) and overflow to waste. 

38. Four vanners making 200 thrusts per minute. From (37) ; deliver con- 
centrates to (39) and tailings to w’aste. 

39. Concentrates shipping-bin. From (9), (12), (15), (19), (21), (23), (26), 
(29), (30),^ (32), (34), (36), and (38); delivers, via railroad cars, to smelter. 

The tailings run about 2% in zinc. 

The mill operates 3 shifts per 24 hours and 7 days a week. The wages for 
mill men are $3.50 per 8-hour shift. 

All jig sieves last about 4 months. 

§ 1454. Mill No. 122. Morning Mill, Federal Mining and Smelting 
Company, Mullan, Idaho. — This plant has a capacity of 300 tons per 24 
hours and was installed to re-treat jig tailings.® The problem is to save the 
lead. The tailings are fed to (1). 

1. One Huntington mill making 65 revolutions per minute and requiring 
30 horse-power to crush through 30 mesh when handling 300 tons per 24 hours. 
Rings last 3 months; mullers, 40 days; and screens, 4 days. From the tailings 
pile with 400 gallons of water per minute from (9); delivers pump to (2). 

2. One 8-foot Callow conical sloughing-off tank^® made of 0.125-ineh steel. 
From (1) ; delivers spigot, which is made up of 240 tons of ore per 21 hours and 
160 gallons of water per minute, to (3) and the overflow, which consists of 60 
tons of ore per 24 hours and 240 gallons of water per minute, to (6). 

3. Three 24-inch, 80-mesh, duplex Callow screens having speeds of 20 feet 
per minute and a life of 40 days. From (2) with 36 gallons of wash water per 
minute and 60 gallons of water per minute to carry off the oversize from (9) ; 
deliver the oversize, which consists of 123 tons of ore per 24 hours and 60 gal- 
lons of water per minute, to (4) and the undersize, which consists of 117 tons 
of ore per 24 hours and 196 gallons of water per minute, to (5). 

4. Three 6 X 16-foot Wilfley tables making 240 0.75-inch throws per minute 
and requiring approximately 1 horse-power each. From (3) and (4) with 30 
gallons of wash water per minute from (9); deliver 2 tons of concentrates 
per 24 hours to (10), 16 tons of middlings per 24 hours to (4), 105 tons of tail- 
ings per 24 hours to (11), and 75 gallons of backwater per minute to (8). 

5. Ten Wilfley tables with 0.625-inch throws and other details as in (4). 
From (3) with 50 gallons of wash water per minute from (9) ; deliver 10 tons of 
concentrates per 24 hours to (10), 94 tons of tailings per 24 hours to (11), and 
13 tons of ore per 24 hours in the slime water, which amounts to 190 gallons 
per minute, to (6). 

6. Ten 8-foot Callow conical tanks made of 0.125-ineh steel. From (2) and 
(5) ; deliver the spigots, which consist of 73 tons of ore per 24 hours and 86 gallons 
of water per minute, to (7) and the overflows, which carry 344 gallons of water 
per minute, to (8). 

7. Ten Chalmers and Williams 6-foot vanners making 205 1-inch throws 
per minute and requiring 0.75 horse-power each. From (6) with 50 gallons of 
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wash water per minute from (9) ; deliver 2 tons of concentrates per 24 hours 
to (10) and 71 tons of tailings per 24 hours to (11). 

8. Centrifugal pump requiring 3 horse-power to elevate 419 gallons of water 
per minute against a head of 18 feet. From (4) and (6) ; delivers 419 gallons 
of water per minute to (9). 

9. Water tank. Receives 419 gallons of water per minute from (8) and 207 
gallons per minute from the water main; delivers 626 gallons of water per 
minute to (1), (3), (4), (5), and (7). 

10. Concentrates bin. Receives 14 tons per 24 hours which will run ap- 
proximately 45.0% in lead. From (4), (5), and (7); delivers, via cars, to 
smelter. 

11- Tailings launder. From (4), (5), and (7); delivers 270 tons per 24 hours 
to the tailings dump. 

Labor and Wages. 

The mill is operated 3 shifts a day for 7 days a week. Three men are em- 
ployed on each shift at S3.50 each per shift. 


Power. 

The power is divided up as follows: 


1 Huntington mill at 30.0 horse-power 30.0 

13 Wiiaey tables at 1.23 “ “ 16.0 

10 Vanners at 0 75 “ “ 7.5 

1 Pump at 3.0 “ “ 3.0 


Total 66.5 


§ 1455. Mill No. 123. Hecla Mining Company, Burke, Idaho. — The 
Hecla mill has a capacity^ of about 250 tons per 24 hours. The Hecla vein 
follows a narrow basalt dike for its entire length.^ Mineralization has taken 
place along the walls of the dike and in many cases replaced the basalt by 
galena. The economic minerals are argentiferous galena, sphalerite, and pyrite 
in a gangue of quartz and basalt. Near the surface, carbonates and oxides 
of iron and manganese with native silver occur. The average ores of the 
district will perhaps run 10% lead and 7 ounces silver per ton. The problem 
is to concentrate and save the argentiferous galena. 

Ore from the mine goes to (1). 

1. Grizzly with 4-inch spaces between the bars. From the mine; delivers 
oversize to (2) and undersize to (3). 

2. Sorting platform. From (1); delivers clean galena to smelter, clean 
waste rock to mine, and milling ore to (5). 

3. Grizzly with 2-inch spaces between the bars. From (1); delivers over- 
size to (4) and undersize to (6). 

4. Hand-sorting belt. From (3); delivers clean galena to smelter, clean 
waste rock to mine, and milling ore to (5). 

5. Rock breaker with a jaw opening 9 X 15 inches breaking to 2 inches. 
From (2) and (4); delivers crushed ore to (6). 

6. Mill bin. From (3) and (5); delivers to (7). 

7. Trommel with punched holes 25 millimeters in diameter. From (6); 
delivers oversize to (8) and undersize to (9). 

8. Coarse rolls, 15 X 26 inches, crushing to 25 millimeters. Cast-iron shells 
with an average life of 14 weeks, faced once. From (7) ; deliver crushed ore to (9) . 

9. Elevator. From (7), (8), (12), and (17); delivers to (10). 

10. Trommel with punched holes 18 millimeters in diameter. From (9); 
delivers oversize to (11) and undersize to (13). 

11. Four jigs with 2 compartments each. From (10), fed with 25 to 18- 
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millimeter stuff; deliver clean galena concentrates to smelter, middlings to 
(12), and tailings to waste in creek. 

12. Medium rolls, 15 X 26 inches. Cast-steel shells with an average life 
of 1 year. From (11) and (14); deliver crushed ore to (9). 

13. Trommel with punched holes 12 millimeters in diameter. From (10) ; 
delivers oversize to (14) and undersize to (15). 

14. Two jigs with 2 compartments each. From (13), fed with 18 to 12- 
millimeter stuff; deliver clean galena concentrates to smelter, middlings to 
(12), and tailings to waste in creek. 

15. Trommel with punched holes 7 millimeters in diameter. From (13) ; 
delivers oversize to (16) and undersize to (18). 

16. Three jigs with 3 compartments each. From (15), fed with 12 to 7- 
millimeter stuff; deliver clean galena concentrates to smelter, middlings to 
(17), and tailings to waste in creek. 

17. Fine rolls, 12 X 24 inches. Cast-steel shells with an average life of 
1 year. From (16); deliver crushed ore to (9). 

18. Trommel with punched holes 3 millimeters in diameter. From (15) ; 
delivers oversize to (19) and undersize to (20). 

19. Two jigs with 4 compartments each. From (18), fed with 7 to 3-milli- 
meter stuff; deliver clean galena concentrates to smelter, middlings to (22), 
and tailings to waste in creek. 

20. Twenty-mesh duplex Callow screen.^ Screen belts 24 inches wide. 
One screen belt takes all the feed and the other is held in reserve. From (IS) ; 
delivers oversize to (21) and undersize to (23). 

21. Three jigs with 4 compartments each. Sieves are 20.5 X 35.5 inches 
and 6-mesh. From (20), fed with 3-millimeter to 20-mesh stuff; deliver clean 
galena concentrates to smelter, middlings to (22), and tailings to waste in 
creek. 

22. One 5-foot Huntington mill making 90 revolutions per minute and re- 
quiring 18 horse-power with full load. Roller rings last 3 months and 1 set of 
die rings last 6 weeks. Crushes through 30-mesh screen. From (19) and (21) ; 
delivers crushed pulp to (23). 

23. Fourteen-inch elevator with a 10-ply belt having a speed of 377 feet 
per minute and buckets 16 inches apart. From (20) and (22) ; delivers to (24). 

24. One 4-foot Callow sloughing-off tank made of sheet steel and cone 
shaped. From (23); delivers spigot to (25) and overflow to (29). 

25. Sixty-mesh duplex Callow screen. Screen belts 24 inches wide. Only 
one belt used, the other being held in reserve. From (24) ; delivers oversize to 
(26) and undersize to (27). 

26. One Wilfley table making 250 strokes per minute. From (25) ; delivers 
clean galena concentrates to smelter and tailings to waste in creek. 

27. One 8-foot Callow tank made of sheet steel and cone shaped. From 
(25) ; delivers spigot to (28) and overflow to (29) . 

28. Three Wilfley tables making 250 strokes per minute. From (27) ; 
deliver clean galena concentrates to smelter, slimy head waters to (31) and 
tailings to waste in creek. 

29. Vanner feed tank. From (24) and (27) ; delivers spigots to (30) and 
overflow to (31). 

30. Six Allis-Chalmers 4-foot Frue vanners making 180 strokes per minute. 
From (29); deliver clean galena concentrates to smelter and tailings to (31). 

31. Centrifugal pump. From (28), (29), and (30); delivers to (32). 

32. Six Callow settling-tanks. From (31); deliver spigots to (33) and over- 
flows to waste. 

33. Four Allis-Chalmers 4-foot Frue vanners making 180 strokes per minute* 
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From (32); deliver clean galena concentrates to smelter and tailings to waste 
in creek. 

The whole mill requires 125 horse-power. 

The value of the jig tailings has been reduced by the Callow installation 
from 0.61% to 0.23% lead; and the value of the Wilfley tailings has been re- 
duced from 1.31% to 0.35% lead, as shown by monthly averages. 

The miU runs 3 shifts a day and 7 days a week. Wages are $3.50 per 8- 
hour shift. 

§ 1456. Mill No. 124. Mill No. 3 of the Federal Lead Company, Flat 
Eitor, Missouri.^*® — The crushing and sampling departments of this mill 
have capacities of 2,600 tons each per 24 hours.^“ The concentrating depart- 
ment handles 2,400 tons in the same time. The economic mineral is an argp- 
tiferous galena. An average analysis of the crude ore milled for the year ending 
November 30, 1907, follows: 


Pb 


Mn 


Cu 

0.065 “ 

CaO 

25.30 

Zn 

0.82 

MgO 

14 50 

S 

2.18 “ 

AI 2 O 3 

5.755 “ 

Si02 

4 565 “ 

♦C02 

36.025 “ 

Fe 

3.925 “ 

Ag 



* CO 2 is calculated considering CaO and MgO as carbonates. 

During the 12 months above mentioned 369,901 tons of dry ore were milled. 
The problem is to save the silver-bearing galena. 

Crushing Department 

There are two similar sections in the crushing department, only one of which 
is described. 

The ore comes from the mine in side-discharging cars and is dumped directly 

1. Ore bin with a capacity of 150 tons. Receives run of mine ore via cars, 
and delivers to (2). 

2. Shaking grizzly with 1.75-inch spaces between the bars. Makes 135 2- 
inch thrusts per minute, has a capacity of 1,300 tons per 24 hours, and requires 
2 horse-power. From (1); delivers oversize to (3) and undersize to (4). 

3. Farrel-Blake breaker with a jaw opening 24 X 42 inches, set to break 
to 1.75 inches, making 225 thrusts per minute, and requiring 40 horse-power. 
From (2); delivers crushed ore to (4). 

4. Twenty-two inch belt conveyor having a conveying length of 92 feet, a 
speed of 288 feet per minute, a capacity of 1,300 tons per 24 hours, elevating 
the ore 28 feet, and requiring 8 horse-power. From (2) and (3) ; delivers to (5). 

5. Trommel, 3.5 X 12 feet, with steel segments 0.1875 inch thick having 
1-inch roimd holes, a slope of 2 inches to the foot, making 15 revolutions per 
minute, and requiring 2 horse-power. From (4) ; delivers oversize to (6) and 
undersize to (7). 

6. Colorado Iron Works geared rolls, 24 X 48 inches, crushing to 0.75 inch, 
making 35 revolutions per minute, and requiring 26 horse-power. From (5) ; 
deliver crushed ore to (7). 

7. Twenty-eight inch elevator having a speed of 400 feet per minute, stag- 
gered buckets, 7 X 14 inches, set 18 inches apart, elevating the ore 51 feet, 
handling 1,300 tons per 24 hours, and requiring 9 horse-power. From (5) and 
(6) ; delivers to (8). 

8. Two trommels, 4 X 12 feet, with 9-millimeter round holes, slopes of 
2 inches to the foot, and making 15 revolutions per minute. Each has a working 
capacity of 650 tons per 24 hours and requires 2 horse-power. From (7); 
deliver oversize to (9) and undersize to (12). 
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9. Two sets of Colorado Iron Works geared rolls, 24 X 48 inches, crushin 
to 9 millimeters, and making 61 revolutions per minute. Each set requires 6 
horse-power. From (8) and (11); deliver crushed ore to (10). 

10. Two 26-inch elevators having speeds of 400 feet per minute, staggere 
buckets, 7 X 14 inches, set 18 inches apart and elevating the ore 64 feet. Eac 
requires 4 horse-power. From (9); deliver to (11). 

11. Four trommels, 4 X 12 feet, with 9-millimeter round holes, slopes c 
2 inches to the foot, and making 15 revolutions per minute. Each requires 
horse-power. From (10); deliver oversize to (9) and imdersize to (12). 

Sampling Department, 

There is only one section in this department. 

12. Twenty-four-inch belt conveyor having a conveying length of 321 fee 
a speed of 290 feet per minute, a maximum capacity of 3,600 tons per 24 hour, 
elevating the ore 63.5 feet, and requiring 9 horse-power. From (8) and (11 
delivers to (13). 

13. One 9-foot Vezin sampler cutting out 10% of the ore and making 1 
revolutions per minute. From (12) ; delivers sample to (14) and reject to (20 

14. Shaking feeder making 140 1.75-inch strokes per minute and having 
maximum capacity of .240 tons per 24 hours. From (13); delivers to (15). 

15. One 6.67-foot Vezin sampler with details as in (13). From (14); d< 
livers sample to (16) and reject to (19). 

16. Shaking feeder with details as in (14) but handling only 24 tons per 2 
hours. From (15) ; delivers to (17). 

17. One 3.34-foot Vezin sampler cutting out 20% of the ore and makir 
15 revolutions per minute. (13), (14), (15), (16), and (17) requires 2 horn 
power. From (16); delivers sample to (IS) and reject to (19). 

18. One 8-compartment sample bin with a total capacity of 32 tons. Froi 
(17); delivers samples to assayer and rejects to (19). 

19. Fourteen-inch-elevator having a speed of 300 feet per minute, buckei 
14 inches wide, set 18 inches apart, elevating the ore 54 feet, and requiring 
horse-power. From (15), (17), and (18); delivers to (20). 

20. Twenty-four-inch belt conveyor and tripper. The belt has a conveyir 
length of 250 feet, a speed of 300 feet per minute, a maximum capacity ( 
3,600 tons per 24 hours, elevates the ore 7 feet, and requires 6 horse-powe 
From (13) and (19); delivers to (21). 

Jig and Table Departments, 

These departments are divided into 3 sections, one of which is describe 
below. The capacity of the mill from this point is 2,400 tons per 24 hours. 

21. Two storage bins, 23 X 28 X 39 feet, each having a capacity of 1,4( 
tons. From (20) ; deliver to (22) . 

22. Two shaking feeders making 60 1.5-inch strokes per minute. Each hi 
a capacity of 400 tons per 24 hours or 4.3 cubic feet per minute and requir 
0.5 horse-power. From (21); deliver to (23). 

23. Two 14-inch elevators having speeds of 360 feet per minute and el 
vating the ore 60 feet. Each handles 400 tons per 24 hours and requires 2 
horse-power. From (22); deliver to (24). 

24. Four trommels, 4X9 feet, with 7-millimeter round holes, slopes of 1 in( 
to the foot, and making 20 revolutions per minute. Each handles 200 tons p 
24 hours and requires 0.75 horse-power. One hundred and sixty-eight gallo: 
of water per minute are added, 64 gallons to remove the oversize and 104 gallo 
as spray water. From (23); deliver oversize to (28) and undersize to (25). 
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25. Four trommels. 3X9 feet, with 4-millimeter round holes, slopes of 
1 inch to the foot, and making 22 revolutions per minute. Each handles 146.3 
tons per 24 hours and requires 0.55 horse-power. One hundred and twenty- 
eight gallons of water per minute are added, 64 gallons to remove the oversize 
and 64 gallons as spray water. From (24) ; deliver oversize to (29) and under- 
size to (26). 

26. Four trommels with 2-millimeter round holes. Each handles 84 tons 
per 24 hours and requires 0.45 horse-power. One hundred and twenty-four 
gallons of water per minute are added, 64 gallons to remove the oversize and 
60 gallons as spray water. Other details as in (25). From (25) ; deliver over- 
size to (30) and undersize to (27). 

27. Four Richards' vortex classifers with 3 spigots and 3-inch sorting 
columns each. Each handles 48.5 tons per 24 hours. Two hundred and sixty- 
four gallons of w’ater per minute are added, 136 gallons as hydraulic water for 
the first, SO gallons for the second, and 48 gallons for the third sorting columns. 
The first spigots deliver 96 gallons, the second spigots 56 gallons, and the third 
spigots 56 gallons of water per minute. The overflows csivry 284 gallons of water 
per minute. From (26) ; deliver first spigots to (31), second spigots to (49), third 
spigots to (50), and overflow’s to (72). 

28. Eight 1-compartment Harz jigs writh sieves, 17.5 X 32.5 inches, of No. 
13 steel plate with 7-millimeter round holes. The plungers, 18 X 34 inches, 
make 155 1.25-inch throw’s per minute. Each handles 26 tons per 24 hours 
and requires 0.57 horse-pow’er. Tw’O hundred and forty-eight gallons of water 
per minute are added. The hutches discharge 120 gallons and the tailings 
carry 192 gallons of water per minute. From (24) ; deliver concentrates and 
hutch products to (62) and tailings to (33). 

29. Eight 3-compartment Harz jigs wdth sieves, 17.5 X 32.5 inches. The 
first and second sieves are of 4-mesh, 16-wire cloth and the third sieves are of 
steel plate w’ith 5-millimeter round holes. The plungers, 18 X 34 inches, make 
168 strokes per minute. The strokes of the first and second plungers are 0.875 
inch and of the third 0.75 inch in length. Each handles 30.2 tons per 24 hours 
and requires 1.2 horse-power. Three hundred and eighty-four gallons of water 
are added. The first hutches discharge 72 gallons, the second 96 gallons, and 
the third 104 gallons of water per minute. The tailings carry 176 gallons of 
water per minute. From (25); deliver first hutches to (32), second and third 
hutches to (33), and tailings to (71). 

30. Eight 3-compartment Harz jigs with sieves, 17.5 X 32.5 inches. The 
first sieves are of steel plate with 4-millimeter round holes; the second sieves 
are of 5-mesh, 16-wire cloth; and the third sieves are of 7-mesh, 17-wire cloth. 
The plungers, 18 X 34 inches, make 220 strokes per minute. The strokes of 
the first plungers are 0.75 inch and of the second and third 0.625 inch in length. 
Each handles 16.7 tons per 24 hours and requires 1.6 horse-power. Two hun- 
dred and ninety-six gallons of water per minute are added. The first hutches 
discharge 64 gallons,^ the second 64 gallons, and the third 72 gallons of water 
per minute. The tailings carry 160 gallons of water per minute. From (26) ; 
deliver first hutches to (62), second and third hutches to (63), and tailings to 

31. Eight 2-compartment Harz jigs with sieves, 17.5 X 32.5 inches, of 
steel plate. The first sieves have 3-millimeter and the second have 2-milli- 
meter round holes. The plungers, 18 X 34 inches, make 240 strokes per minute. 
The strokes of the first plungers are 0.5 inch and of the second 0.375 inch in. 
length. Each handles 9.6 tons per 24 hours and requires 1.4 horse-power. 
One hundred and twenty-eight gallons of water per minute are added. The 
first hutches discharge 48 gallons and the second 56 gallons of water per minute. 
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The tailings carry 120 gallons of water per minute. From (27) ; deliver first 
hutches to (62), second side discharges and hutch products to (63), and tail- 
ings to (71). 

32. Two shaking launders, 110 feet long, making 160 1-inch strokes per 
minute, and requiring 2 horse-power. Common to three sections. From (29) : 
deliver to (62). 

33. Dewatering box, 3 X 3.5 X 8 feet. The feed carries 592 gallons of 
water per minute. From (28), (29), and (41); delivers spigot to (34) and water 
to (64). 

34. Cole shovel-wheel making 13 revolutions per minute and requiring 0.5 
horse-power. Delivers 30 gallons of water per minute with the ore and 562 
gallons of water per minute, — including the spigot water from (33). From 
(33); delivers ore to (35) and water to (64). 

35. Fourteen-inch elevator having a speed of 405 feet per minute, elevating 
the ore 36 feet and requiring 1.1 horse-power. From (34); delivers to (36). 

36. P. and M. rolls, 16 X 36 inches, making 120 revolutions per minute and 
requiring 19 horse-power. From (35); deliver crushed ore to (37). 

37. Fourteen-inch elevator having a speed of 405 feet per minute, elevating 
the ore 60 feet, and requiring 1.4 horse-povrer. From (36); delivers to (38). 

38. Two trommels, 4X9 feet, with 4-millimeter round holes, slopes of 
1 inch to the foot, and making 20 revolutions per minute. Each requires 1.4 
horse-power. Sixty-four gallons of water per minute are added, 32 gallons to 
carry away the oversize and 32 gallons as spray water. From (37); deliver 
oversize to (41) and undersize to (39). 

39. Two trommels, 3X9 feet, writh 2-milIimeter round holes, slopes of 
1 inch to the foot, and making 22 revolutions per minute. Each requires 1.1 
horse-power. Sixty-two gallons of water per minute are added, 32 gallons to 
carry away the oversize and 30 gallons as spray water. From (38); deliver 
oversize to (42) and undersize to (40). 

40. Two Richards’ vortex classifiers with 3 spigots and 3-inch sorting columns 
each. One hundred gallons of hydraulic water per minute are added, of which 
48 gallons go to the first, 34 gallons to the second, and 18 gallons to the third 
sorting columns. The first spigots discharge 24 gallons, the second spigots 36 
gallons, and the third spigots 20 gallons of water per minute. The overfiows 
carry 112 gallons of water per minute. From (39) ; deliver first spigots to (48), 
second spigots to (54), third spigots to (56), and overflows to (43). 

41. Eight 3-compartment Harz Jigs with sieves, 17.5 X 32.5 inches. The 
first and second-compartment sieves are of 4 mesh, 16 wire and the third com- 
partment sieves are of steel plate with 5-millimeter round holes. The plungers, 
18 X 34 inches, make 175 1-inch strokes per minute. Each handles 20.6 tons 
per 24 hours and requires 1.2 horse-power. Four hundred and sixteen gallons 
of water per minute are added. The first hutches discharge 72 gallons, the 
second hutches 96 gallons, and the third hutches 104 gallons of water per 
minute. The tailings carry 176 gallons of water per minute. From (38); 
deliver first hutches to (62), second hutches and third side discharges and 
hutches to (33), and tailings to (71). 

42. Four 3-compartment Harz jigs with sieves, 17.5 X 32.5 inches. The 
first-compartment sieves are of steel plate and have 4-millimeter round holes; 
the second-compartment sieves are of 5-mesh, 16-wire cloth; and the third-com- 
partment sieves are of 7-mesh, 17-wire cloth. The plungers, 18 X 34 inches, 
make 220 strokes per minute. The strokes of the first plungers are 0.75 inch 
and of the second and third plungers 0.625 inch in length. Each handles 18.3 
tons per 24 hours and requires 1.6 horse-power. One hundred and forty-eight 
gallons of water per minute are added. . The first hutches discharge 32 gallons. 
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the second hutches 32 gallons, and the third hutches 36 gallons of water per 
minute. The tailings cany SO gallons of water per minute. From (39) ; de- 
liver first hutches to (62), second hutches and third side discharges and hutches 
to (63), and tailings to (71). 

43. Spitzkasten with 4 spigots and sides sloping at 65°. The first spigot 
discharges 14 gallons, the second spigot 14 gallons, the third spigot 11 gallons, 
and the fourth spigot 11 gallons of water per minute. The overflow carries 
19S gallons of water per minute. From (40) and (47) ; delivers first 2 spigots 
to (55), last 2 spigots to (57), and overflow to (64). 

44. Shaking launder, 30 feet long having a slope of 0.375 inch to the foot and 
a Federal shaking screen on the end, with 1.5-millimeter round holes. The 
launder and screen make 240 1-inch throws per minute and require 1 horse-power. 
The feed carries SO gallons of water per minute, of which 36 gallons are carried 
by the oversize and 44 gallons by the undersize. From (63) ; delivers oversize 
to (46) and undersize to (59). 

45. Two 5-foot Huntington mills crushing through 9-mesh, 17-wire rolled- 
slot screens, and making 76 revolutions per minute. Each has a capacity of 35 
tons per 24 hours and requires 4.5 horse-power. The pulp discharge carries SO 
gallons of water per minute. From (63); deliver pulp to (46). 

46. Two 5-inch centrifugal sand pumps making 720 revolutions per minute. 
Only one is run, the other being held in reserve. Each pump requires 9 horse- 
power when delivering 116 gallons of water per minute against a head of 38 
feet. From (44) and (45); deliver to (47). 

47. Two Richards’ vortex classifiers with 3 spigots and 3-inch sorting 

columns each. One hundred gallons of hydraulic water per minute are added, 
of which 48 gallons go to the first, 34 gallons to the second, and IS gallons to the 
third sorting columns. The first spigots discharge 24 gallons, the second spigot 
36 gallons, and the third spigots 20 gallons of water per minute. The overflows 
carr\^ 136 gallons of water per minute. From (46) ; deliver first spigots to (48) 
second spigots to (54), third spigots to (56), and overflows to (43). ' 

48. Four 2-compartment Harz jigs with sieves, 17.5 X 32.5 inches, of steel 
plate with 3-millimeter round holes. The plungers, 18 X 34 inches, make 240 
strokes per mmute. The strokes of the first plungers are 0.5 inch and of the 
second 0.375 inch in length. Each handles 10.2 tons per 24 hours and requires 
1.4 horse-power. Sixty-four gallons of water per minute are added. The first 
hutches discharge 24 gallons and the second hutches 28 gallons of water per 
minute. The tailings carry 60 gallons of water per minute. From (40) and 
(47) ; deliver first hutches to (62) , second side discharges and hutches to (63) , 
and tailings to (71). 

_ 49. Four No. 5 Wilfley tables making 250 strokes per minute. Each handles 
7.0 tons per 24 hours and requires 0.3 horse-power. Twenty-four gallons of 
water per minute are added. The concentrates carry 2 gallons, the middlings 
4 gallons, and the tailings 74 gallons of water per minute. From (27) • deliver 
concentrates to (61), middlings to (58), and tailings to (71). 

50. Four No. 5 Wilfley tables with power, speed, water, and capacity de- 

tails as in (49). From (27); deliver concentrates to (61), middlings to (58), 
and tailings to (71). ' 

51. Four No. 5 Wilfley tables making 260 strokes per minute with power 
water, and capacity details as m (49). From (72) ; deliver concentrates to (61) ! 
middlings to (60), and tailings to (71). 

_ 52. Two C. and W. 6-foot plain-belt Frue vanners making 196 strokes per 
mmute and having a speed of about 3 feet per minute. Each handles 5.3 tons 
per 24 hours a,nd requires 0.2 horse-power. Four gallons of wash water per 
minute are added. The concentrates carry 0.5 gallon and the tailings 36.5 gal- 
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Ions of water per minute. From (72); deliver concentrates to (61) and tail- 
ings to (71). 

53. One C. and W. 6-foot plain-belt Frue vanner with details as in (52). 
Two gallons of wash water per minute are added. The concentrates carry 
0.25 gallon and the tailings 18.25 gallons of water per minute. From (72); 
deliver concentrates to (61) and tailings to (71). 

54. Eight No. 5 Wilfley tables making 250 strokes per minute with details 
as in (49). Forty-eight gallons of water per minute are added. The concentrates 
carry 4 gallons, the middlings 8 gallons, and the tailings 108 gallons of water 
per minute. From (40) and (47); deliver concentrates to (61), middlings to 

(58) , and tailings to (71). 

55. Two No. 5 Wilfley tables making 260 strokes per minute with details 
as in (49). Twelve gallons of water per minute are added. The concentrates 
carry 1 gallon, the middlings 2 gallons, and the tailings 43 gallons of water per 
minute. From (43); deliver concentrates to (61), middlings to (60), and tail- 
ings to (71). 

56. Two No. 5 Wilfley tables with details of power and water as in (55), 
From (40) and (47); deliver concentrates to (61), middlings to (60), and tailings 
to (71). 

57. One C. and W. 6-foot plain-belt Frue vanner with details of power and 
water as in (53). Handles 6.7 tons per 24 hours. From (43); delivers con- 
centrates to (61) and tailings to (71). 

58. Two No. 5 Wilfley tables with details of power and capacity as in (49). 
Twelve gallons of water per minute are added. From (49), (50), and (54). 
deliver concentrates to (61) and tailings to (71). 

59. One 8-foot Callow cone-classifier. The spigot discharge carries 22 gal- 
lons and the overflow 150 gallons of water per minute. From (44) and (63) ; 
delivers spigot to (60) and overflow to (64). 

60. One No. 5 Wilfley table with details of power and capacity as in (49). 
Six gallons of water per minute are added. From (51), (55), (56), and (59); 
delivers concentrates to (61) and tailings to (71). 

From this point there is but one section for the mill. 

61. ^ Three 2.5-inch centrifugal pumps. Each handles 13 gallons of water 
per minute and requires 6 horse-power. From (49), (50), (51), (52), (53), 
(54), (55), (56), (57), (58), and (60); deliver to (69). 

62. Two Garland wire-rope 7-inch disc conveyors with conveying lengths 
of 185 feet and speeds of 130 feet per minute. Each requires 2.3 horse-power. 
From (28), (30), (31), (32), (41), (42), and (48); deliver slimes concentrates to 
(67) and clean concentrates to (68). 

63. Three dewatering boxes with 2 spigots each. The first spigots discharge 
80 gallons, the second spigots 128 gallons, and the overflows 80 gallons of water 
per minute. From (30), (31), (42), and (48) ; deliver first spigots to (45), second 
spigots to (59), and overflows to (44). 

64. Mill supply sump. Receives 2,914 gallons of water per minute, of which 
270 gallons is make-up water coming 'from the mines. From (33), (34), (43), 

(59) , and (67)'; delivers to (65). 

65. Three DeLaval centrifugal pumps making 1,720 revolutions per minute. 
Each requires 58 horse-power to lift 1,500 gallons of water per minute against 
a head of 100 feet. From (64); deliver to (66). 

66. One 100,000-gallon storage tank. From (65) ; delivers to mill system. 

67. Ten slimes-concentrates settling tanks, 2 X 10 X 12 feet, with steam 
pipes in the bottoms. From (62) ; deliver slimes to smelter and overflows to (64) . 

68. Two 120-ton concentrates bins. From (62) and (69); deliver concen- 
trates to smelter and slimes to (70). 
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69. Table concentrates tank. From (61) ; delivers slimes to (70) and con- 
centrates to (6S). 

70. Two slimes-concentrates settling tanks, 3 X 16 X 16 feet, with steam 
pipes in the bottoms. From (68) and (69); deliver pulp to (74). 

71. Automatic tailings sampler. From (29), (30), (31), (41), (42), (48), 
(49), (50), (51), (52), (53), (54), (55), (56), (57), (58), (60), and (72); delivers 
sample to assayer and reject to (73). 

72. Two 4-spigot Spitzkasten with sides sloping at 65° (in each of the 3 
sections). The first spigots discharge 28 gallons, the second spigots 28 gallons, 
the third spigots 22 gallons, the fourth spigots 22^ gallons, and the overflows 
184 gallons of water per minute. From (27); deliver first 2 spigots to (51), 
third spigots to (52), fourth spigots to (53), and overflows to (71). 

73. Tailings-settling box, 13 X 23 X 26 feet. Receives 1,579 ^ gallons of 
water per minute. The overflow carries 1,549 gallons and the settlings 30 gal- 
lons of water per minute. From (71) ; delivers settlings to (78) and overflow 
to (74). 

74. Eighteen annular-overflow settling tanks, 20 X 20 feet. The over- 
flows carry 1,309 gallons and the spigots 240 gallons of water per minute. From 
(70) and (73) ; deliver spigots to (76) and overflows, via sump, to (75) or waste. 

75. Two 8-inch Worthington centrifugal pumps. Each pump requires 36 
horse-power to lift 840 gallons of water per minute against a head of 45 feet. 
From (74) ; deliver to mill system. 

76. Forty-eight canvas tables, 12 X 14 feet, made of 18-ounce duck, and 
sloping 1.56 inches to the foot. From (74); deliver concentrates to (77) and 
tailings to waste. 

77. Two slimes-concentrates tanks, 10 X 35 feet, with steam pipes in the 
bottoms. From (76) ; deliver to smelter. 

78. Riblet aerial tram, 2,500 feet between the terminals, having a speed of 
235 feet per minute, an 8-foot gauge, and 34 buckets, each having a capacity 
of 22 cubic feet and carrying 2,330 pounds of ore. 


Loaded track 2.25 incli 6 strand 25 wire 

Cables. Return “ 1.25 “ 6 “ 19 “ 

Traction “ 0.875 ** 5 “ 9 “ 


Requires 30 horse-power. From (73) ; delivers to waste. 

An average analysis of the concentrates obtained for the year ending Novem- 
ber 30, 1907, follows: 


Pb 


Mn 


Cu 

0.45 

CaO 

4.98 

Zn 

1 705 “ 

MgO 

2.935 “ 

S 

13.35 

AI 2 O 

1.29 

Si02 

0,64 

*CO 

7 055 “ 

Fe 

3 16 

Ag. 

1.025 ounces per ton 


* CO 2 calculated considering C^O and MgO as carbonates. 


Out of 369,901 tons of dry crude ore milled during the 12 months above 
mentioned, 28,468 tons of dry concentrates were produced, which assayed 
63.7% in lead pd represented a saving of 83.1%. Table 543 gives the approxi- 
mate distribution of products with corresponding assay values. 
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Lead. 

Contents. 

Pounds. 
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*'2,342 
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1,486 

76,003 1 
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Percent. 

oooosec-^ •co»-ti>- 
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• 
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6-foot vanners 
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Canvas tables I 
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The mill operates three 8-hour shifts per day, 6 days a week. There are 
employed about 56 men per shift at an average wage of $1.72 per shift. 

Power Plant. 

The power plant supplies compressed air for the various mines and elec- 
tricity for the mill. The equipment consists of six 450-horse-power Heine 
Tvater-tube boilers, set in two batteries. The steam for the air compressors is 
taken directly from the steam headers, and steam for the turbines is passed 
through Foster superheaters which are fired separately. The engine-room 
contains 3 Nordberg air compressors with steam cylinders, 16 and 32 inches in 
diameter, and 42-inch strokes; air cylinders, 17.25 and 28 inches in diameter, 
and running, nominally, at 90 revolutions per minute. Each compressor is 
fitted with a Wheeler surface-condenser. The electrical equipment comprises 
three 500-Kilowatt, 3-phase, 440-volt, 60-cycle, Curtis turbine generators, each 
fitted with Wheeler surface-condensers. One steam-driven exciter and one 
motor exciter, together wdth a 10-panel switchboard fitted with a Turrell Volt- 
age regulator, meters, etc., complete the equipment. 

The power input to all motors is at 440 volts. 

The power, as distributed throughout the flow-sheet (see Table 544), is 
under conditions of normal load only. 

Water. 

For a summary giving the number of gallons of water used by each machine 
see Table 545. Table 546 gives a summary of the water circulation. 


TABLE 544. — POWER SUMMARY FOR MILL 124. 


Department. 

Number 

of 

Motors. 

Horse- 

power 

Each. 

Make. 

Total 

Horse- 

power. 

Operating 

Average. 

Power 

Factor. 

Amperes. 

Cnisliing plant 

2 

250 

General Electric . 

500 

482 

.79 

600 

Conveying and sampling plant 

1 

50 

** “ 

50 

28 

.76 

36 

Jig room and elevators 

6 

50 


300 

294 

.91 

316 

Rolls 

3 

25 

(i U 

75 

57 

.72 

78 

Huntington mills and pump 

3 

50 

Allis-Chalmers 

150 

108 

.88 

120 

TaWeroom 

6 

20 

General Electric . . . 

120 

72 

.60 

117 

Concentrates conveyor 

1 

10 

“ “ ... 

10 

9 

.80 

11 

Shaking launder 

1 5 

3 

U 

15 

5 

.55 

18 

Aerial tramway 

1 

35 

u u 

35 

30 

.81 

36 

Totals and averages 

28 



1,255 

1,085 

.80 

1,332 

Water Data (2 sections of mill operat- 




ing) 

3 

75 

General Electric . . . 

225 


.93 

122 

Power required by mill-supply and 





return water-pump 

2 

40 

Westinghouse 

80 


.82 

43 









TABLE 545. — SUMMARY OF WATER USED IN GALLONS PER MACHINE. 
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Note, — Re-grind and middlings, Wilfleys, not listed. 
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TABLE 546. SUMMARY OP WATER CIRCULATION. 


Machine. 


7-miIUmeter trommels, 4S by 108 inches . 

4 ■' “ “ 

2 
4 
2 

9-7 
7-4 
4-2 
0-2 


36 by 108 
36 by 108 

“ re-gnnd, 48 by 108 inches 
“ “ 36 by 108 “ 

jigs, 1 compartment, sie\es 17 5 by 32.5 inches . 

“5 “ “ “ 


3 ' “ ■ “ 17.5 by 32 5 

3 “ “ 17.5 by 32 5 

2 “ “ 17.5 by 32.5 

Richards’ 3-spgot vorte.x classifiers — direct 
Number 5 Wilfley tables — direct . ... 

6-foot C. and W. vanners 

Oversize jigs, re-grind, 3 compartments 
4-2-millimeter jigs, re-grind, 3 compartments 
0-2 “ “ “ 2 
Richards’ 3-sp«got vortex classifiers, re-grind 

Number 5 Wilfley tables, re-grind 

“ “ “ “ middlings 

4-spigot Spitzkasten, direct 

4 “ “ re-grind 

Slimes-concentrates settling tanks and concentrates bins 

Dewatering box and shovel wheel 

Cone classifier 

?**■ ‘ ■ “"lY tanks 

.. ■ ■ 

Totals 


Number 
per 2 
Sections.! 


4 

4 

4 
2 
2 
8 
8 
8 

5 
4 

12 

4 

8 

4 

4 

4 

12 

3 

2 

1 


Fresh 
Water per 
Machine. 
Gallons per 
Minute. 


42 

32 

31 

32 
31 
31 
48 
37 
16 
66 

6 

2 

52 

37 

16 

50 

6 


Total 
Fresh 
Water. 
Gallons perl 
Minute. 


168 

128 

124 

64 

62 

248 

384 

296 

128 

264 

72 

8 

416 

148 

64 

200 

72 

18 


50 

2,914 


Amount 
to Return 
System. 
Gallons per| 
Minute. 


198 


562 

150 

425 

■i,’335 


Amount to 
Tailings 
Settling- 
Box. Gal- 
lons per 
Minute. 


176 

160 

120 

222 

73 

176 

SO 

60 

■ 194 ■ 
64 
184 


20 


50 

1,579 


Total fresh water a\’ailable from mines 

“ water required from settling tanks 
“ “ av'ailable from return- water system 

Total water required for three double sections . . 


1,300 gallons per minute. 

3,437 

.4,005 “ 


.8,742 


§ 1457. Mill No. 125. The Smuggler Lead Concentrator, Smuggler 
Mining Company, Aspen, Colorado. — This mill has a capacity of 400 tons 
per 24 hours. The ore consists of the economic minerals, native silver, 
argentiferous galena, pyrite, argentiferous barite, sphalerite, and smithsonite 
in a gangue of dolomite and quartz. The zinc minerals are amorphous and the 
remainder are in fine ciystallization. The country rock is shale in the hanging 
wall and brown dolomite in the foot wall. The problem is to save the silver 
and lead values without the zinc and barite. The concentration of the zinc 
minerals has often been attempted but without success, due to the inability 
to separate the zinc from the barite. 

Ore from the mine is delivered, via overlapping pan conveyor, to (1). 

1. One breaker ore-feeder, 24 X 28 inches, with a grizzly bottom having 
bars 1.25 inches apart and making 30 6-inch strokes per minute. Erom the 
mine; delivers oversize to (3) and undersize to (2). 

2. Bin, 8 X 12 X 12 feet, having a capacity of 75 tons. From (1) and (3) ; 
delivers to (4) or (26). 

3. One Dodge breaker, 9 X 15 inches, making 250 revolutions per minute, 
using manganese-steel plates, and breaking to 1.25 inches. From (1); delivers 
crushed ore to (2) . 

4. Disc ore-feeder, 3 feet in diameter and making 15 revolutions per minute. 
From (2) ; delivers to (5). 

5. Trommel conveyor, 2.5 X 8.25 feet, making 16 revolutions per minute 
and having a slope of 12 degrees. The trommel is divided into 3 sections; the 
first 40 inches is of 0.25-inch steel plate with no holes, then comes 30 inches of 
plate having 20-millimeter round holes, and finally 29 inches of 0.25-inch plate 
with no holes. From (4) ; delivers oversize to (7) and undersize to (6). 

6. Fourteen-inch vertical elevator with an 8-ply Sawyer canvas belt having 
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a speed of 300 feet per minute and No. 8 gauge Salem buckets, 6 X 12 inches, 
set 16 inches apart, elevating the ore 70 feet. From (5), (7),* (62), and (63); 
delivers to (8) . 

7. Roughing rolls, 14 X 24 Inches, making 60 revolutions per minute, and 
crushing to^ 0.75 inch. From (5); deliver crushed ore to (6). 

8. Vezin automatic sampler making one cut per minute and cutting out 
from 18 to 20 tons of ore per 24 hours. From (6) ; delivers sample to (62) and 
residual ore to (9) . 

9. Two trommels, 3 X 5.25 feet, having 13-millimeter round holes, slopes 
of 12°, and making 16 revolutions per minute. From (8) ; deliver oversize to 
(10) and undersize to (14). 

10. Trommel, 3 X 5.83 feet, with two sections, the first 40 inches having 
16-millimeter and the remainder 20-millimeter round holes. Makes 16 revolu- 
tions per minute and has a slope of 12°. From (9) ; delivers 6 to 0-millimeter 
stuff to (12), 20 to 16-millimeter stuff to (11), and material larger than 20 milli- 
meters to (13). 

11. One double 1-compartment crank-arm, quick-return, Harz jig with 
sieves of 0.25-inch-mesh iron-wire cloth. The plungers make 85 2-inch strokes 
per minute. From (10) , fed with 20 to 16-millimeter stuff ; deliver concentrates, 
via Heberli gate, to a concentrates box, from which they go to (67), the hutch 
product, via spiral pumps (making 18 revolutions per minute and having 
a 14-inch throw), to (65), and tailings, from both ends, to (13). 

12. One double 1-compartment crank-arm, quick-return, Harz jig, with 
sieves of 7-mesh, 18 brass-wire cloth. The plungers make 90 1.5-Inch strokes 
pp ininute. From (10), fed with 16 to 0-millimeter stuff; deliver concentrates, 
via pipe discharge, to a concentrates box and thence to (67) ; the hutch product, 
via spiral pump to (65); and tailings, from both ends, to (13). 

13. Belted rolls, 15 X 30 inches, making 20 revolutions per minute, and 
having Midvale steel shells. From (10), (11), (12), and (26); deliver crushed 
ore to (25). 

14. Trommel, 3X5 feet, having 10-millimeter round holes, a slope of 12°, 
and making 16 revolutions per minute. From (9); delivers oversize to (15) 
and undersize to (17). 

15. One 4-compartment crank-arm, quick-return, Harz' jig with sieves of 
7-mesh, 18 brass-wire cloth. The plungers make 95 1.25-inch strokes per minute. 
From (14), (27), and wash water from (64), fed with 13 to 10-millimeter stuff; 
delivers discharge of the first 2 compartments, as concentrates, via pipe dis- 
charge, to a concentrates box and thence to (67) ; discharge of the last 2 com- 
pptments, as middlings, via conveyor and bin, to (16); the first hutch product, 
via spiral pump (making IS revolutions per minute and having a 14-inch 
throw), to (64); the last 3 hutch products, via spiral pump N” to (65); and 
tailings, via tailings launder, to waste. 

16. Three 5-foot Huntington mills making 90 revolutions per minute and 
having a combined capacity of from 60 to 100 tons per 24 hours when crushing 
through a diagonal-slot, punched-steel plate having 30 meshes to the inch. 
From (15), (18), (20), (22), (24), (30), (35), (36), (37), (39), (65), and feed 
water from (43) ; deliver pulp to (51). 

17. Trommel, 3X5 feet, having 8-millimeter round holes, a slope of 12°, 
and making 16 revolutions per minute. From (14) ; delivers oversize to (18) 
and undersize to (19). 

18. One 4-compartment crank-arm, quick-return, Harz jig with sieves of 
14-mesh, 22 brass-wire cloth. The plungers make 100 1-inch strokes per minute. 
From (17), (28), and wash water from (65), fed with 10 to 8-millimeter stuff; 
delivers discharge of the first 3 comoartments. via pipe discharge, to a con- 
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centrates box and thence to (67) ; discharge of the fourth compartment, as mid- 
dlings, via conveyor and bin, to (16) ; the first hutch product, via spiral pump 
to (64); the last 3 hutch products, via spiral pump A” to (65); and tail- 
ings, via tailings launder, to waste. 

19. Trommel, 2.5 X 5 feet, having 6-millimeter round holes, a slope of 10°, 
and making 20 revolutions per minute. From (17) ; delivers oversize to (20) 
and undersize to (21). 

20. One 4-compartment crank-arm, quick-return, Harz jig with sieves of 
14-mesh, 22 brass-wire cloth. The plungers make 110 O.S75-inch strokes per 
minute. From (19), fed with 8 to 6-millimeter stuff; delivers discharge of the 
first 3 compartments, as concentrates, via pipe discharge, to a concentrates 
box and thence to (67); discharge of the fourth compartment, as middlings, 
via conveyor and bin, to (16); the first hutch product, via spiral pump^^‘B,” 
to (64); the last 3 hutch products, via spiral pump to (65); and tailings, 
via tailings launder, to waste. 

21. Trommel, 2.5 X 5 feet, having 4-millimeter round holes, a slope of 10°, 
and making 20 revolutions per minute. From (19) ; delivers oversize to (22) 
and undersize to (23). 

22. One 4-compartment crank-arm, quick-return, Harz jig with sieves of 16- 
mesh,' 23 brass-wire cloth. The plungers make 125 |-inch strokes per minute. 
From (21) and (31), fed with 6 to 4-millimeter stuff; delivers discharge of the 
first 3 compartments, as concentrates, via pipe discharge, to a concentrates 
box and thence to (67); discharge of the fourth compartment, as middlings, 
via conveyor and bin, to (16); the first 2 hutch products, via spiral pump “B,” 
to (64); the last 2 hutch products, via spiral pump A,” to (65) ; and tailings, 
via tailings launder, to waste. 

23. Trommel, 2.5 X 5 feet, having 2.5-millimeter round holes, a slope of 
10°, and making 20 revolutions per minute. From (21) ; delivers oversize to 
(24) and undersize to (33). 

24. One 4-compartment crank-arm, quick-return, Harz jig with sieves of 
16-mesh, 23 brass-wire cloth. The plungers make 135 0.625-inch strokes per 
minute. From (23) and (32), fed with 4 to 2.5-millimeter stuff ; delivers dis- 
charge of the first 3 compartments, as concentrates, via pipe discharge, to a 
concentrates box and thence to (67) ; discharge of the fourth compartment, as 
middlings, via conveyor and bin, to (16) ; the first 2 hutch products, via spiral 
pump ‘" B,” to^ (64); the last 2 hutch products, via spiral pump to (65); 
and tailings, via tailings launder, to waste. 

25. Twelve-inch elevator, style ^*B” as made by the Link Belt Company, 
with an 8-ply rubber belt having a speed of 380 feet per minute, a slope of 0.5 
inch to the foot and malleable cast-iron buckets, 3 X 4 X 10 inches, set 16 
inches apart. From (13); delivers to (26). 

26. Trominel, 3 X 5.25 feet, having 13-millimeter round holes, a slope of 
12°, and making 16 revolutions per minute. From (25) or (2) ; delivers over- 
size to (13) and undersize to (27). 

27. Tmmmel, 3X4 feet, having 10-millimeter round holes, a slope of 8°, 
and making 16 revolutions per minute. From (26); delivers oversize to (15) 
and undersize to (28). 

28. Trommel, 3X4 feet, having 8-millimeter round holes, a slope of 8°, 
and making 16 revolutions per minute. From (27) ; delivers oversize to (18) 
and undersize to (29). 

29. Trommel, 2.5 by 4 feet, having 5.5-millimeter round holes, a slope of 
8 d^rees, and making 16 revolutions per minute. From (28) ; delivers oversize 
to (30) and undersize to (31). 

30. One 4-compartment crank-arm, quick-return, Harz jig, with sieves of 
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14-mesh, 22 brass-wire cloth. The plungers make 130 f-inch strokes per minute. 
From (29), fed with 8 to 5.5-millimeter stuff; delivers discharge of the first 
3 compartments, as concentrates, via pipe discharge, to a concentrates box 
and thence to (67) ; discharge from the fourth compartment, as middlings, via 
conveyor and bin, to (16); the first hutch product, via spiral pump to 

(64) ; the last 3 hutch products, via spiral pump A,” to (65) ; and tailings, via 
tailings launder, to waste. 

31. Trommel, 2.5 X 4 feet, having 4-millimeter round holes, a slope of 5°, 
and making 20 revolutions per minute. From (29); delivers oversize to (22) 
and undersize to (32) . 

32. Trommel, 2.5 X_4 feet, having 2.5-millimeter round holes, a slope of 5°, 
and making 20 revolutions per minute. From (31); delivers oversize to (24) 
and undersize to (33) . 

33. One partially submerged trommel, 1.5 X 3.33 feet, having a 10-mesh, 
19 brass-wire^ cloth screen and making 8 revolutions per minute. From (23) 
and (32); delivers oversize to (35), (36), and (42) and undersize to (34). 

34. One partially submerged trommel, 1.5 X 3.33 feet, having a 16-mesh, 
23 brass-wire cloth screen and making 8 revolutions per minute. From (33); 
delivers oversize to (37) and (38) and undersize to (42). 

35. One 5-compartment Harz-eccentric bedded sand-jig with sieves of 7- 
mesh, 18 brass-wire cloth. The plungers make 160 0.625-inch strokes per 
minute. From (33) ; delivers the first 3 hutch products, as concentrates, via 
pipe discharge, to a concentrates box and thence, via car elevator, to (66) ; the 
hutch products of the last 2 compartments, via bin, to (16) ; and tailings, via 
tailings launder, to waste. 

36. One 5-compartment Harz jig with details as in (35). From (33); de- 
livers the first 3 hutch products, as concentrates, via pipe discharge, to a con- 
centrates box and thence, via car elevator, to (66) ; the hutch products of the 
last 2 compartments, via bin, to (16) ; and tailings, via tailings launder, to waste. 

37. One double 4-compartment Harz jig with sieves of 7-mesh, 18 brass-wire 
cloth. The plungers make 200 0.5-inch strokes per minute. From (34) ; de- 
livers the first 3 hutch products, as concentrates, via pipe discharge, to a con- 
centrates box and thence, via car elevator, to (66); the hutch product of the 
last compartment, via bin, to (16); and tailings, via tailings launder, to waste. 

38. Table pocket-classifier with 3 spigots. From (34); delivers the first 
spigot to (39), second spigot to (40), third spigot to (41), and overflow to (42). 

39. Wilfley table making 150 strokes per minute. Froin (38) ; delivers con- 
centrates, via concentrates box, to (66) ; (on some ores) middlings, via bin, to 
(16) ; and tailings, via tailings launder, to waste. 

40. Wilfley table making 155 strokes per minute. From (38) ; delivers con- 
centrates, via concentrates box, to (66) and tailings, via tailings launder, to 
waste. 

41. Wilfley table making 160 strokes per minute. From (38) ; delivers con- 
centrates, via concentrates box, to (66) and tailings, via tailings launder, to 
waste. 

42. One 4-inch centrifugal sand-pump making 500 revolutions per minute. 
From (33), (34), and (38); delivers to (43). 

43. Settling tank 12 feet in diameter. From (42); delivers spigot, via 
siphon discharge, to (44) and overflow to (16). 

44. Twenty-four inch double-cone classifier. From (43) ; delivers spigot to 
(45) and overflow to (46) . 

45. Two 6-foot Frue vanners with corrugated belts. From. (44) ; deliver 
concentrates, via concentrates boxes, to (66) and tailings, via tailings launder, 
to waste. 
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46. V-shaped settling tank with 3' spigots, From (44) ; delivers the first 
spigot to (47), second spigot to (48), third spigot to (49), and overflow to (50). 

47. One 6-foot Frue vanner with a smooth belt and making 190 throws per 
minute. From (46); delivers concentrates, via concentrates box, to (66) and 
tailings, via tailings launder, to waste. 

48. One 6-foot Frue vanner with a smooth belt and making 185 throws per 
minute. From (46); delivers concentrates, via a concentrates box, to (66) 
and tailings, via tailings launder, to waste. 

49. One 6-foot Frue vanner with a smooth belt and making 180 throws per 
minute. From (46) ; delivers concentrates, via a concentrates box, to (66) 
and tailings, via tailings launder, to waste. 

50. One 6-foot Frue vanner with a smooth belt and making 180 throws per 
minute. From (46) ; delivers concentrates, via a concentrates box, to (66) and 
tailings, via tailings launder, to waste. 

51. Twelve-inch elevator with an 8-ply rubber belt having a speed of 400 
feet per minute, a slope of 2 inches to the foot, and No. 10 gauge Salem buckets, 
5.5 X 10 inches, set 14 inches apart. From (16); delivers to (52). 

52. Pocket classifier with 3 spigots. From (51); delivers the first spigot 
to (53), second spigot to (54), third spigot to (55), and overflow to (56). 

53. Wilfley table making 150 strokes per minute. From (52) ; delivers con- 
centrates, via a concentrates box, to (66) and tailings, via tailings launder, to 
waste. 

54. Wilfley table making 155 strokes per minute. From (52) ; delivers con- 
centrates, via a concentrates box, to (66) and tailings, via tailings launder, to 
waste. 

55. Wilfley table making 160 strokes per minute. From (52) ; delivers con- 
centrates, via a concentrates box, to (66) and tailings, via tailings launder, to 
waste. 

56. Twenty-four inch double-cone classifier. From (52); delivers spigot 
to (57) and overflow to (58). 

57. Wilfley table making 160 strokes per minute. From (56) ; delivers con- 
centrates, via a concentrates box, to (66) and tailings, via tailings launder, to 
waste. 

^ 58. V-shaped settling tank with 2 spigots. From (56) ; delivers the first 
spigot to (59), second spigot to (60), and overflow to (61). 

^ 59. One 6-foot Frue vanner with a smooth belt and making 185 throws per 
minute. From (58) ; delivers concentrates, via a concentrates box, to (66) and 
tailings, via tailings launder, to waste. 

60. One 6-foot Frue vanner with details as in (59). From (58); delivers 
concentrates, via a concentrates box, to (66) and tailings, via tailings launder, 
to waste. 

61. One 6-foot Frue vanner with details as in (59). From (58); delivers 
concentrates, via a concentrates box, to (66) and tailings, via tailings launder, 
to waste. 

62. Sainple rolls, 10 X 20 inches. From (8); deliver, via pipe splitters, 
sample, weighing from 2.25 to 2.50 tons, via sample bin, to (63) and reject, 
weighing from 15.75 to 17.50 tons, to (6). 

63. Sample grinder. From (62) ; delivers, via pipe splitters, sample, weigh- 
ing 50 pounds, to sample box and assaj^-er and reject, weighing from 4,450 to 
4,950 pounds, to (6). 

64. Settling tank for hutch concentrates. From (15), (18), (20), (22), 
(24), and (30); delivers concentrates to (66) and wash water to (15). 

65. Settling tank for hutch middlings. From (11), (12), (15), (18), (20), 
(22), (24), and (30) : delivers middlines. via bin. to (16) and wash water to (18). 
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66, Drier made up of 4-inch steam pipes, 7 feet long, put together with 
return ells. The drier is 2 pipes high. The return ells are all in a vertical 
plane at one end so that there is a clear opening to facilitate the removal of 
dried concentrates. Steam is kept at 20 pounds pressure and the concentrates 
are dried for 24 hours. From (35), (36), (37), (39), (40), (41), (45), (47), (48), 
(49), (50), (53), (54), (55), (57), (59), (60), (61), and (64); delivers to (67). 

67. Railroad cars. From (11), (12), (15), (18), (20), (22), (24), (30), and 
(66) ; deliver to smelter. 

All the trommel screens are in two pieces, each piece being 0.5 the circum- 
ference of the trommel plus 1.5 inches which provides a 1.5-inch lap on each 
joint. The screens are held to the trommel by a 3-inch iron band at the head 
and foot and a 2-inch iron band in the middle. JEach strap or hoop is made 4 
inches short with a lug on each end and is fastened together by a draw bolt. 

The spacing between the holes on the different trommels is as follows: 


Size of Holes. 

Distance, Center to Center. 

Thickness of Plate, B. G. 

20 millimeter 

1.1563 inches 

Number 

6 

16 

.8750 inch 


7 

13 

.8125 “ 

C( 

7 

10 

.5625 “ 

it 

8 

8 

.5000 “ 

it 

8 

6 

.4063 “ 

tt 

10 

5.5 

.3750 “ 

it 

10 

4 

.2817 “ 

tt 

12 

2.5 

.1875 “ i 

tt 

16 


The crude ore, from March to November inclusive, 1907, averaged as fol- 
lows: Moisture, 2.7%; lead, 4.3%; silica, 11.9%; iron, 1.7%; lime, 17.0%; 
sulphur, 4.7%; zinc, 8.5%; barite, 10.3%; and silver, 6.5 ounces per ton. 

The concentration ratio averages 6.5 to 1. For commercial reasons this mill 
tries to obtain a concentrate on the jigs which runs between 20 and 25% in 
lead, and on the tables and vanners from 15 to 20% in lead, allowing the silver, 
to run whatever it happens to in each case. 

The average middlings, re-ground in the Huntington mills for the year 1907, 
ran 3.6% in lead and 6.7 ounces in silver per ton. The average tailings, during 
the same period of time, ran as follows: 


Coarse jig-tailings 0.47% in lead, 1.77 ounces silver per ton 

Sand 0.58^^ 1.30 

Tables (main run) 0.62^' “ 1.90 

Middlings tables 0.61 “ 2.34 “ “ 


The average saving for the year ending July 31, 1907 was 81.91% of the 
lead and 55.58% of the silver in the crude ore. 


Labor and Wages. 

The mill operates two 12-hour shifts per 24 hours and 7 days a week. There 
is employed on each shift: 


4 mill men on trommels, elevators, rolls, Huntingtons, jigs, tables, and vanners, at $4.50 

2 millmen on conveyors (11 hours) at $3.78 

2 roustabouts (11 hours) at $3.78 

9 men 



On the day shift there is in addition 1 foreman at $225 per month, 1 sampler 
(11 hours) at $3.78, one carpenter (9 hours) at $4, 1 blacksmith (9 hours) at 
$3.75, and 1 machinist (9 hours) at $3.50. 
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Power and Water, 

Power is generated by Pelton wheels which are located about one mile from 
the mill. They drive 3 motors of 110, 60, and 20 horse-power respectively. 

The 110 horse-power motor runs the breakers, rolls, elevators, trommels, 
jigs, samplers, and conveyors, and 52 horse-power is consumed in this work. 
The 60 horse-power motor runs the Huntington mills and 1 elevator, and 30 
horse-power is consumed in this work. The 20 horse-power motor runs all 
vanners, tables, and the slimes pump, and 20 horse-power is consumed in this 
work. 

A steam boiler furnishes heat for the drier, and the cost of fuel coal is $3 
per ton. 

The water for the mill comes from the Roaring Fork River and the mine 
pumps, via flume, 20 X 28 inches X 450 feet, and enters the mill under a head 
of 2 feet. Fifteen hundred gallons of water per minute are used. The wash 
water used on the jigs is supplied through a 1.5-inch pipe, under a 5-foot head, 
and the valve is usually wide open. Each Huntington mill requires 25 gallons 
of water per minute. 

The wash water used on the Wilfley tables varies between 3 and 8 gallons 
per minute and on the Frue vanners between 1 and 2.125 gallons per minute. 

G. Mills Saving only Lead Values. 

Mills 126 and 127 exemplify this class in Missouri practice. 

§ 1458. Mill No. 126. Hoffmann Mill of the St. Joseph Lead Com- 
pany, Leadwood, Missouri.^® — This mill has a capacity of 1,200 tons per 
24 hours and is divided into 4 sections of 300 tons each.^^ The economic min- 
erals are galena and small quantities of pyrite in a limestone gangue. The 
problem is to save the galena. The ore comes from the various shafts and is 
delivered to (1) by means of the following conveyors: One 30-inch steel double- 
beaded-flight conveyor, built by the Jeffrey Manufacturing Company, having 
a speed of 48 feet per minute, and requiring 12 horse-power. One 30-inch con- 
veyor of same design having a speed of 52 feet per minute and requiring 11 horse- 
power. One 36-inch conveyor of same design, having a speed of 23 feet per 
minute and requiring 1 horse-power. The plates last 6 years. 

1. One style ‘‘D” No. 6 Gates breaker having a pulley speed of 375 revolu- 
tions per minute. One style No. 6 Gates breaker having a pulley speed 
of 410 revolutions per minute. The former has a capacity of 1,000 tons per 24 
hours and requires 30 horse-power. The life of the various wearing parts in the 
former is as follows: Eccentric, 3 months; main shaft, 16 months; manganese- 
steel head, 5 years; concaves, 5 years; wearing plates, 1 year; spider, 2.5 years; 
hopper, 4 years; and band-wheel, 18 months. From the conveyors; deliver 
crushed ore to (2). 

2. Two trommels, 3.5 X 12 feet, having 1.5-inch round holes punched in 
manganese sheet steel, a speed of 18 revolutions per minute, and requiring 2,1 
horse-power. From (1); deliver oversize to (3) and undersize to (4). 

3. Two style No. 4 and one style No. 4 Gates breakers having 
pulley speeds of 425 and 382 revolutions per minute, a combined capacity of 
700 tons per 24 hours, and requiring 18 horse-power. The life of the various 
wearing parts of the former is as follows: Eccentrics, 3 years; top shells, 3 years; 
wearing plates, 1 year; chilled-iron solid heads, 2 years; and manganese-steel 
mantles for heads, 3 years. In the style “K” No. 4 crusher the top shells last 
19 months. From (2); deliver crushed ore to (4). 

4. Twenty-inch troughed-belt conveyor with a 5-ply rubber belt having a 

rubber onverino- 0.094 inrb t.bielr M^He bv +.bp PnbbA-r flArrirka-nTr 
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It has a conveying length of 90 feet, a speed of 260 feet per minute, a slope of 
22.5°, a life of 14 months, a capacity of 2,100 tons per 24 hours, and requires 
2.4 horse-power. From (2) and (3); delivers to (5). 

5. Twenty-inch fiat belt conveyor vrith same details as to material, make, 
capacity, and life as in (4). It has a conve3dng length of 188 feet, a speed of 
200 feet per minute, and requires 1.5 horse-power. From (4) ; delivers to (6). 

6. Wooden mill bin, 18 X 20 X 181 feet with a capacity of 3,400 tons. 
From (5) by means of an automatic tripper. It delivers, via 8 Gates automatic 
feeders making 75 revolutions per minute, to (7). 

The mill is here divided into 4 sections, only one of which will be described. 

7. Fifteen-inch elevator with an 8-ply rubber belt having a rubber covering 
0.094 inch thick. Made by the Revere Rubber Company, '' Silverton Brand.'' 
It has a speed of 350 feet per minute, a life of 3 years, and malleable-iron buckets^ 
5 X 6 X 14 inches, made by the Stephens-Adamson Company’', sej 20 inches 
apart, and having a life of 9 months. The elevator has a capacity of 500 tons 
per 24 hours, elevates the ore 54 feet, and requires 1.7 horse-power. Run dry. 
From (6) and (9); delivers to (8). 

8. Two trommels, 3.5 X 9 feet, having 9-millimeter round holes punched 
in No. 8 steel plate which has a life of 6 months. Have speeds of 18 revolutions 
per minute, slopes of 5 degrees, and require 1.3 horse-power. From (7) ; delivei 
oversize to (9) and undersize to (10). 

9. Gates high-grade rolls, 15 X 36 inches, run dry at 56 revolutions pei 
minute and requiring 16 horse-power. The life of the babbitt is about 4 years 
and of the shells about 2.5 years, or they handle 210,800 tons of crushed ore. 
From (8) ; deliver crushed ore to (7). 

10. Two trommels, 3X9 feet, having 5-millimeter round holes punched 
in No. 10 steel plate which has a life of 3 months. Have speeds of 24 revolu- 
tions per minute, slopes of 3°, and require 1.3 horse-power. From (8) and 
(15); deliver oversize to (11) and undersize to (16). 

11. Round cast-iron distributor with six 2-inch discharges, no overflow, a ca- 
pacity of 150 tons per 24 hours, and a life of 2 years. From (10) ; delivers to (12) . 

12. Six 2-compartment jigs with sieves, 24 X 36 inches, of 5-mesh, 5 cop- 
per-wire cloth having a life of 1 year. The plungers make 174 1.25-inch strokes 
per minute. Each handles 28 tons per 24 hours and requires 1.6 horse-powei 
and 25 gallons of water per minute. From (11), fed with 9 to 5-millimeter stuff 
deliver discharges and hutches of first compartments to (36), discharges oi 
second compartments to (14), hutches of second compartments to (13), anc 
tailings to (19). 

13. One 5-foot Huntington mill. From (12), (IS), and (24); delivers pulf 
to (27). 

14. Allis-Chalmers, style rolls, 14 X 30 inches, run wet at 115 revolu 
tions per minute, and requiring 5.5 horse-power. Shells last 5 years. Fron 
(12); deliver crushed ore to (15). 

15. Fourteen-inch elevator with a 6-ply rubber belt, made by the Reven 
Rubber Company, Silverton Brand," It has a speed of 375 feet per minute 
a life of 14 months, and malleable-iron buckets, 5 X 5 X 10 inches, set 18 inchei 
apart. The elevator has a capacity of 200 tons per 24 hours, elevates the on 
50 feet, and requires 1.7 horse-power. From (14); delivers to (10). 

16. Two trommels, 3X6 feet, having 2.5-millimeter round holes punchec 
in No. 16 steel plate which has a life of 6 weeks. Have speeds of 21 revolution 
per minute, slopes of 3°, and require 1 horse-power. From (10) ; deliver over 
size to (17) and undersize to (22). 

17. Round cast-iron distributor with details as in (11). Made by th< 
Fulton Iron Works, St. Louis, Missouri. From (16); delivers to (18). 
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18. Six 2-compartment jigs with sieves, 24 X 36 inches, of 4-mesh, 15 copper- 
wire cloth having a life of 1 year. The plungers make 180 0.75-inch strokes per 
minute. Each handies 25 tons per 24 hours and requires 1.5 horse-power and 
27 gallons of water per minute. From (17), fed with 5 to 2.5-millimeter stuff; 
deliver hutches of first compartments to (36), discharges and hutches of second 
compartments to (13), and tailings to (19). 

19. Twelve dewatering screens with 3-millimeter round holes punched in 
No. 12 steel plate having a life of 4 months. From (12) and (18) ; deliver to 
(20) and water to settling pond. 

20. Twenty-four inch troughed-belt conveyor with a 5-ply^ rubber belt 
having a conveying length of 262 feet, a speed of 300 feet per minute, a slope 
of 26^, a capacity of 800 tons per 24 hours, and a life of 1 year. From (19) ; 
delivers to (21). 

21. Wooden bin for tailings, 14 X 16 X 40.8 feet, having a capacity of 
385 tons. From (20) ; delivers to cars. 

22. Two classifiers, 8 X 16 X 18 inches, with 2-inch tees for clear water 
having 10 pounds pressure per square inch, and 1-inch discharge spigots. From 
(16) ; deliver spigots to (23) and overflows to (25) . 

23. Two cast-iron distributors, each with six 2-inch discharges. From (22) 
and (28) ; deliver spigots to (24) and no overflows. 

24. Six 2-compartment jigs with sieves, 17 X 24 inches, of 7-mesh, 18 copper- 
wire cloth having a life of 9 months. The plungers make 220 0.375-inch strokes 
per minute. Each handles 13 tons per 24 hours and requires 0.6 horse-power 
and 30 gallons of water per minute. From (23), fed with 2.5 to 0-millimeter 
stuff; deliver hutches to (36), discharges to (13), and tailings to (42). 

25. Four “Bilharz"’ Spitzlutten with 2 spigots each. From (22); deliver 
spigots to (26) and overflows to (32). 

26. Four No. 5 Wilfley tables making 243 throws per minute. Three tables 
on first spigots and one table on second spigots from (25) . The top of the tables 
and the motions have been in use about 4 years and are still in fairly good con- 
dition. Linoleum lasts about 4 years. Each table requires 0.25 horse-power 
and, with coarse feed, 7 gallons of wash water and 15 gallons of feed water per 
minute; while, with fine feed, 2.5 gallons of wash water and 11 gallons of feed 
water per minute are sufficient. The feed water used on these tables is first 
used on the trommels as a spray, a part of which is taken away in spitzlutten 
and spitzkasten. From (25); deliver concentrates to (35), middlings to (34), 
and tailings to (42), 

27. Centrifugal pump. From (13); delivers pulp to (28). 

28. One 3-compartment Spitzkasten. From (27); delivers the first spigot 
to (23), the last 2 spigots to (29), and the overflow to (30). 

29. Wilfley tables. From (28) ; deliver concentrates to (35) , middlings to 
(34), and tailings to (42). 

30. Settling tank. From (28); delivers spigot to (31) and overflow* to (42). 

31. Wilfley table. From (30); delivers concentrates to (35) and tailings 
to waste. 

32. Two 3-compartment Spitzkasten. From (25) ; deliver spigots, via dis- 
tributor, to (33) and overflows to (42). 

33. Five Wilfley tables making 243 throws per minute and requiring 0.25 
horse-power each. From (32); deliver concentrates to (35), middlings to (34), 
and tailings to (42). ■ 

34. Two Wilfley tables making 243 throws per minute. From (26), (29), 
and (33) ; deliver concentrates to (35) and tailings to waste. 

35. Frenier spiral sand-pump, 10 X 54 inches, making 18 revolutions per 
minute, and having a life of 10 years. Requires 1 horse-power to lift 100 gal- 
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Ions of water and 30 pounds of concentrates per minute, 10 feet. From (26; 
(29), (31), (33), (34), and (38); delivers to (36). 

36. Jefoey steel link-chain scraper-conveyor, having a conveying lengt 
of 49 feet, a speed of 17 feet per minute, a slope of 19°, and requiring 0.8 hors€ 
power. Conveyor parts last about 1 year and the iron trough about 3 yean 
From (12), (18), (24), and (35); delivers concentrates to (39) and surplus wate 
to (37). 

37. Settling tank. From (36) ; delivers spigot to (38) and overflow to th 
settling pond. 

38. Wilfley table. From (37) ; delivers concentrates to (35) and tailings t 
waste. 

39. Jeffrey steel link-chain conveyor having a conveying length of 35.5 feel 
a speed of 25 feet per minute, and requiring 0.6 horse-power. From (36) ; di 
livers to (40) . 

40. Fourteen-inch flat belt conveyor with a 5-ply Giant Belt,” made b 
the Revere Rubber Company. It has a conveying length of 65 feet, a speed c 
190 feet per minute, a slope of 20.5°, a capacity of 200 tons of concentrates pe 
24 hours, and requires 0.4 horse-power. From (39); delivers to (41). 

41. Wooden concentrates-hopper having a capacity of 5 tons and locate 
above the track for loading concentrates into the cars. From (40) ; delivei 
to cars. 

42. Sump or series of concrete tanks. From (24), (26), (29), (30), (32), an 
(33) ; deliver overflows to settling pond and residue, periodically, to mill agair 

The mill operates three 8-hour shifts per 24 hours and 6 days per weel 
Twenty-five men are employed per shift. 

Power and Water, 

Steam is supplied by six 250 horse-power Heine safety boilers to two cross 
compound condensing engines manufactured by the Fulton Iron Works, S1 
Louis, ^ Missouri. The cylinders are 16 and 32 inches in diameter and the strok 
is 42 inches long. They make 100 revolutions per minute and drive two 30C 
kilowatt generators made b}’' the National Electric Company, Milwaukee, Wis 
consin. These generators deliver electricity at 250 volts. The total mi 
requires 58 horse-power. 

Water is supplied to the mill from a steel water-tank of a capacity of 27,00 
gallons which, in turn, is fed by a 12-inch Worthington centrifugal pump, lifi 
ing water from the settling pond. The tank is also fed from a reservoir whicl 
in turn, is fed by a Laidlow, Dunn, Gordon fly-wheel pumping engine havin 
a capacity of 1,800 gallons per minute. This pump is situated on Big Rive 
about 1.25 miles from the mill. Four million gallons of water are required pe 
24 hours. 

§ 1459. Mill No. 127. New Concentrating Mill of the St. Loui 
Smelting and Repining Company, Desloge, Missouri. — This mill has 
capacity of 1,800 tons per 24 hours.^®^ The ore is composed of the economi 
mineral galena, which is disseminated through a dark magnesian limestOD 
and assays from 5.0 to 6.0% in lead. The problem is to save the lead. Oi 
from the mine is delivered to (1). 

Crushing Department, 

1. Breaker bin, 28 feet long by 18 feet wide by 13 feet deep, V-shaped wit 
the bottoms sloping at about 45° and having a capacity of 100 tons. From th 
mine; delivers, via steel hopper and worm-and-gear operated quadrant-gati 
tn r9,^ 
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2. Two style D/' No. 6, Gates breakers making 165 revolutions per minute. 
Capacity 40 tons per hour to 2.5 inches. From (1); deliver crushed ore to (3). 

3. Two trommels, 8 feet long by 38 inches in diameter, with 1.75-inch round 
loles punched in 0.375-inch carbon steel. They have slopes of 2 inches to the 
bot, make 16 revolutions per minute, and the screens last 6 months. From 
^2); deliver oversize to (4) and undersize to (5). 

4. Four style D,” No. 3, Gates breakers making 212 revolutions per minute. 
IJapacity 40 tons per hour to 1.25 inches. From (3); deliver crushed ore to 
: 5 ). 

5. Twenty-inch belt conveyor with a 4-ply rubber belt made of 32-ounce 
luck with a 0.094-inch rubber cover on one side which lasts from 12 to IS months. 
Has a conveying length of 225 feet, an inclination of 21°, and a speed of 300 
eet per minute. From (3) and (4); delivers to (6). 

6. Twenty-inch belt conveyor having a conveying length of ^ 100 feet, a 
speed of 300 feet per minute, and other details as in (5) , except that it runs level. 
From (5); delivers to (7). 

7. Crushed ore storage-bin, 41.5 feet long by 9 feet wide by 18.5 feet deep, 
P^ith a fiat bottom and a capacity of 600 tons. From (6) ; delivers to (8) . 

8. Sixteen-inch belt conveyor having a conveying length of 425 feet, an 
inclination of 17°, a speed of 400 feet per minute, and other details as in (5). 
From (7); delivers to (9). 

Concentrating Department in Four Sections. 

{Only One Section Described.) 

9. Mill storage-bin, 24 feet long by 10 feet wide by 14 feet deep at the front 
and 7.5 feet deep at the back, with a capacity of 100 tons. From (8) ; delivers 
bo (10). 

10. Two 16-inch wall-type feeders making 75 revolutions per minute. Satis- 
factory. From (9); deliver to (11). 

11. Two style Gates crushing rolls, 15 X 36 inches, making 50 revolu- 
tions per minute. The locomotive-steel shells can handle 300 tons per 24 hours 
and have a life of 2 years. From (10) and (13) ; deliver crushed ore to (12). 

12. Thirteen-inch elevator with an 8-ply belt having a speed of 300 feet 
per minute, a life of 15 months, and malleable-iron buckets, 7 X 8 X 12 inches, 
spaced 18 inches apart, which elevate the ore 48 feet and have a life of 1 year. 
From (11) ; delivers to (13). 

13. Two trommels, 3 X 6.67 feet, with round holes punched in No. 8 carbon 
steel which has a life of 6 months. The holes in the first half are 8 and in the 
second half 6 millimeters in diameter. The trommels have slopes of 2 inches 
to the foot and make 18 revolutions per minute. From (12) ; deliver oversize 
to (11) and the undersize to (14). 

14. Two 20-inch Richards’ annular classifiers, each having a capacity of 
250 tons per 24 hours. From (13) and (17); deliver spigots to (15) and over- 
flows to (22) . 

15. One 25-foot 5-compartment Hancock jig with sieves 32.5 inches wide. 
The sieves are made up as follows: 3 feet of 8-mesh, No. 9 copper-wire cloth; 
8 feet of 5-mesh, No. 11 copper-wire cloth; 4 feet of 6-millimeter round-punched 
metal; and 8 feet of 8-millimeter round-punched metal. The sieve cloth lasts 
from 4 to 5 months. The plungers make 200 0.75-inch strokes per minute and 
the jig has a capacity of 600 tons per 24 hours. From (14) ; delivers the first 
three hutches to (44), the fourth hutch to (16), the fifth hutch to (20), and the 
tailings to (18). 

Cickircka of^rln A rti'no'ki-rk nc ■*»r\llcs 1 PI N/ OA ivinViQa YV^olrinnc 100 -r/aTrrkln- 
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tions per minute. From (15); deliver crushed ore to (17), via a 2.5-inch cer 
trifugal pump driven by a 20 horse-power motor at 1,125 revolutions per minut< 
and having chilled cast-iron liners and runners which last 8 weeks. 

17. Slimes-extracting tank, 2.5 X 2.5 X 6 feet. From (16) ; delivers spigoi 
to (14) and overflow to (33) and (41). 

18. One 25-foot 5-compartment Hancock jig with details as in (15). Serve 
two sections. From (15) ; delivers one-half of all the hutch products to (1^ 
and one-half the tailings to (32) . 

19. One 6-foot Huntington mill making 65 revolutions per minute. Cs 
pacity 100 tons per 24 hours through a No. 10 diagonal-slotted screen which Iasi 
10 days. The roller tires and ring dies are of locomotive steel. Roller tires las 
2 years and ring dies last 3 years. From (18) and (43) ; delivers pulp to (35 

20. One 6-foot Huntington mill with details as in (19). From (15) an 
(43) ; delivers pulp to (21). 

21. Eleven-inch elevator with a 7-ply belt having a life of 15 months; 
speed of 300 feet per minute; and malleable-iron buckets, 6 X 10 inches, space 
16 inches apart, which elevate the ore 45.5 feet and have a life of 12 monthi 
From (20) and (29); delivers to (22). 

22. Slimes-extracting tank, 2.5 X 2.5 X 6 feet. From (14) and (21); d( 
livers spigot to (24) and overflow to (23). 

23. Two slimes-extracting tanks, 2.5 X 2.5 X 6 feet. From (22) ; delivf 
spigots to (24) and overflows to (33). 

24. Richards’ 3-spigot vortex classifier with a 30-foot head of water an 
the cocks one-half open. From (22) and (23) ; delivers the first spigot to (25 
the second spigot to (26), the third spigot to (27), and the overflow to (33). 

25. Four right-hand Overstrom tables, 5 X 11 feet, making 238 0.75-inc 
strokes per minute, each handling 15 tons per 24 hours, and the linoleum tO{ 
and rifiles lasting from 2 to 4 years. From (24) ; deliver concentrates to (44 
middlings to (31), and tailings to (28). 

26. Three right-hand Overstrom tables, 6 X 14 feet, with other details j 
in (25). From (24); deliver concentrates to (44), middlings to (31), and tai 
ings to (30). 

27. Two right-hand Overstrom tables with details as in (26). From (24 
deliver concentrates to (44), middlings to (31), and tailings to (31). 

28. Two slimes-extracting tanks, 1.67 X 1.67 X 4 feet. From (25) ; deliv( 
spigots to (29) and overflows to (32) . 

29. Four right-hand Overstrom tables, 5 X 11 feet, making 238 1-inc 
strokes per minute, each handling 25 tons per 24 hours, and the linoleum toj 
and rifiles lasting from 2 to 4 years. From (28) ; deliver concentrates to (44 
middlings to (21), and tailings to (32). 

30. Slimes-extracting tank, 1.67 X 1.67 X 4 feet. From (26); delive 
spigots to (31) and overflows to (32). 

31. Five right-hand Overstrom tables with details as in (26), except thf 
they make 246 strokes per minute. From (25) , (26) , (27) , and (30) ; deliv< 
concentrates to (44), middlings to (35), and tailings to (32). 

32. Two wooden tailings-tanks with a capacity of 1,750 cubic feet each au 
flat bottoms. From (18), (28), (29), (30), and (31); deliver, via 5-inch ire 
stop cocks set 4 feet apart, to car and thence to tailings pile. 

33. Three 8-foot Callow settling-tanks made of No. 8 tank steel. Fro: 
(17), (23), and (24); deliver spigots to (34) and overflows to reservoir. 

34. Five Allis-Chalmers 6-foot Frue vanners making 282 1.5-inch thiw 
per minute and having a belt speed of 6 feet per minute with a capacity of 
tons per 24 hours each. Belts last from 3 to 4 years. From (33) ; deliver co] 
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35. Eleven-inch elevator with details as in (21). From (19) and (31); 

delivers to (36) . ^ 

36. Slimes-extracting tank, 2.5 X 2.5 X 6 feet. From (35) ; delivers spigots 
to (37) and overflow to (41). 

37. Richards' 3-spigot vortex classifier with details as in (24). Frora (36); 
delivers the first spigot to (38), the second spigot to (39) , the third spigot to 
(10), and the overflow to (41). 

38. Three left-hand Overstrom tables with details as in (26), except that 
they make 240 strokes per minute. From (37) ; deliver concentrates to (45) , 
middlings to (43) , and tailings to reservoir. 

39. One left-hand Overstrom table with details as in (38). From (37); 
delivers concentrates to (45), middlings to (43), and tailings to reservoir. 

40. One left-hand Overstrom table with details as in (38). From (37); 
delivers concentrates to (45), middlings to (43), and tailings to reservoir. 

41. Three 8-foot Callow settling-tanks with details as in (33). From (17), 
(36) , and (37) ; deliver spigots to (42) and overflows to reservoir. ^ 

42. Five 6-foot vanners with details as in (34). From (41) ; deliver concen- 
trates to (45) and tailings to reservoir. 

43. Centrifugal pump made by the Kingsford Foundry and Machine Com- 
pany. Common to all four sections. It makes 1,125 revolutions per minute 
and throws 125 gallons of water per minute against a head of 35 feet. Has 
chilled-iron runners and liners which last 8 weeks. From (38), (39), and (40); 
delivers to (19) and (20). 

44. Concrete settling-tank, 2.5 X 6.25 X 150 feet, with a flat bottom, for 
coarse concentrates. From (15), (25), (26), (27), (29), and (31); delivers 
drainings to (46) and concentrates, via cars, to smelter. 

45. Concrete settling-tank, 2 X 10 X 150 feet, with a flat bottom, for fine 
concentrates. From (34), (38), (39), (40), and (42); delivers drainings to (46) 
and concentrates, via cars, to smelter. 

46. Centrifugal pump with chilled runners and liners which last 8 weeks. 
From (44) and (45); delivers to (47). 

47. Mill supply-tank. From (46) ; delivers to mill system. 

The combined concentrates run about 70.0% in lead. The tailings from 
the Hancock jigs run about 0.3%, from the Overstrom tables 0.05 to 0.2%, and 
from the vanners 1.5 to 2.5% in lead. 

Labor and Wages, 

The mill is run on three 8-hour shifts per day and 6 days a week. In the 
whole mill 20 men are employed per shift at an average wage per man of $1.62 
per shift. 

Power and Woier. 

The total power required to operate the mill is about 500 horse-power. The 
power plant is of the central-station type which furnishes power for both the 
mine and the mill. Everything in the mine is electrically driven and the mill 
is operated by being direct belted to the fly-wheel on the crank shaft of the engine. 
There are six Babcock and Wilcox 250 horse-power boilers, each equipped with 
Jones underfeed stokers which are supplied from bunkers above. 

The mill engine is a 22 and 42 X 48-inch cross-compound making 90 revolu- 
tions per minute, generating 850 horse-power, and connected to a 250-kilowatt 
generator on the one side, and by a 50-inch X 18-foot fly-wheel to the mill on 
the other side. There are also two 16 and 30 X 42-inch cross-compound en- 
gines direct connected to two 250-kilowatt generators. Two 2-stage 2,000-cubic- 
foot air-compressors, with cylinders 20 and 34 X 48 inches on the steam end, 
16.5 and 28 V 48 inches on the air enH. 



§ 1460. Mill 128. OUTLINES OF MILLS. 171: 

All the engines are of Filer and Stowell make and exhaust to a Worthingtoi 
central condenser. 

All the generators are of General Electric make and generate a 500-vol 
direct current. 

Two Gould storage batteries, each of 250 cells having 17 10.5 X 10.5-inc] 
plates to regulate the heavy fluctuating load, consisting of surface and under 
ground locomotive and hoists. 

The total water required is 4,000 gallons per minute. The water supph 
comes from shafts Nos. 1 and 2 at the mine and amounts to 800 gallons pe 
minute. This amount more than supplies the losses in milling as all the wate 
from the mill is settled through reservoirs and pumped to the mill supply-tan] 
by two 15 X 20-inch single-acting triplex pumps making 42 revolutions pe 
minute and driven by rope transmission from the main line shaft of the mill. 

H. Mills Saving Silver, Lead, and Zinc Values. 

Mills 128, 129, 130, 131, 132, 133, 134, 135, 136, 137, and 138 belong in thi 
group and show the methods of concentration in use in six districts. 

§ 1460, Mill No. 128. Australasian Practice in the Concentratioi 
OF Silver-Lead Ores. — The following applies to the general eoncentratio 
of ores at Broken Hill, New South Wales, and in particular to the Block 1' 
mine.^^ 

A hillside is considered a favorable site for a mill as it allows a great deal o 
the work to be done by gravity. The mill should not, however, be placed ove 
or too near the top of the lode as caving is very liable to occur. 

The crude ore is generally broken underground to about 8 X 10 inches 
suitable for feeding to a No. 5 Gates breaker. The breaker is sometimes place 
in or near the head house and here the first reduction takes place. Often th 
breakers are contained in the mill building itself, but this is not advantageou 
if the mill is situated far from the shaft. In case the breaker is put in the mi 
building, it, and all other crushers, should have separate foundations fror 
those supporting the remainder of the mill to avoid vibration. 

The breaker should be placed below the first storage bin so that an interrup 
tion in the haulage system would not leave the breaker out of ore and an acc 
dent to the breaker would not necessarily stop haulage. This bin should hoi 
at least 8 hours' supply of ore and at least one spare breaker should be provide 
to keep the mill running in case of accidents to the other breaker. Breakei 
for breaking rhodonite should have solid brass or white-metal eccentrics, a 
babbitt is too soft to stand the wear and tear incident to such work. The 
should also be dust proof and easy of access. 

From the breakers the ore should go to small storage bins of a few ton 
capacity, from which to be delivered to the mill storage bins at the top of th 
mill building, which should hold at least 16 hours' supply. 

A good deal of the mine water could be used for steam and eoncentratio 
and from 100 to 120 gallons per ton of ore treated would he required. 

The mill should be built in sections to facilitate repairs, experiments, et( 
Each section would consist of rolls, trommels, coarse and fine jigs, ball mil 
slime tables, Wilfley tables, vanners, spitzkasten, elevators, and pumps. 

The following mill has a capacity of about 575 tons per 24 hours. It 
divided into 4 sections which will be described below in total. Three 8-hoL 
shifts per day, seven days a week, are employed in running the mill. 

1. Mill storage-bins. From two Gates No. 5 breakers via bin; deliver t 
(2). Hold 16 hours' supply of ore. Eighty horse-power is required for hot 
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2. Four conical trommels with 0.125-inch round holes punched in 14-gauge 
on. From (1); deliver oversize to (3) and undersize to (5). Dimensions, 
X 2 and 3 feet. Speed 12 revolutions per minute. Supported on external 

filers. Require 2 horse-power. 

3. Four Cornish rolls, 15 X 30 inches. From (2) and (4) ; deliver crushed 
re to (4). Fed with 4 feed rollers which, together with the rolls, require 114 
orse-power. Each set consists of one plane roll and one flanged, into which 
le plane one fits. Have coned centers bolted together so that shells may be 
asily removed. Speed, 15 revolutions per minute. Capacity, about 145 tons 
er 24 hours, crushing from 1.50 to 0.125 inch. Manganese or Vickers-Maxim 
beel shells used. The latter are not as hard as manganese steel but have a 
)nger life. They are very homogeneous and can be turned down on the out- 
ide surface. From 3 to 5% of nickel in steel increased the wearing qualities 
ronderfully and made for hardness and toughness. 

4. Eight trommels with 2.5-millimeter round holes punched in 14-gauge iron, 
'rom (3); deliver oversize to (3) and undersize to (5). Dimensions, 22 X 72 
iches. Speed, 20 revolutions per minute. Slope, 1 inch to the foot. Require 
horse-power. 

5. Four hydraulic classifiers. From (2) and (4) ; deliver spigots to (6) and 
limes in overflow to (11). Conical iron casting 0.625 inch thick. Two feet 
1 diameter at base and 2.5 feet deep. The apex points down and is perforated 
y two 0.625-inch holes for water inlet and one hole for spigot discharge. In- 
st water so regulated that there is always a slight overflow at the top of the 
lassifier. 

6. Four coarse jigs. From (5); deliver first discharges from hoppers to 
16), second discharges to (16), third and fourth discharges to (7), and fifth 
[ischarges to (17). May Brothers^ patent jigs composed of 8 working and 2 
ailings compartments arranged 5 on a side. Each working compartment 
onsists of a hopper with a hutch and separate plunger at the top. Each hutch 
3 2.5 X 3.5 feet and has a sieve composed of 6-mesh woven brass-wire, screen 
esting on cross bars of iron and kept in place by iron guides placed on top and 
>olted to the cross bars. Each plunger is 14 X 42 inches and has a clack-open- 
ng 0.5 X 2.5 inches to give as little suction as possible. The clack is a pine 
)oard with 0.625-inch clearance, loosely bolted to the plunger. A quick up- 
srard and slow downward motion of the water is obtained and the agitated ore 
)articles settle somewhat according to their specific gravities. The clack does 
.way with much of the classification which was previously necessary. Plungers 
nake 180 strokes per minute. The jigs handle from 6 to 7 tons per hour each 
nd the total power required is 8 horse-power. 

7. Four Krupp ball mills. From (6) and (9) ; deliver material, crushed to 
J5 to 30 mesh, to (8). Speed, 30 revolutions per minute. Require 40 horse- 
)Ower. 

8. Four hydraulic classifiers. From (7) ; deliver spigots to (9) and slimes 
n overflow to (11). Similar to (5). 

9. Four fine jigs. From (8); deliver discharges from first hoppers and 
lutches to’ (16), discharges from second hutches to (16), discharges from third 
bud fourth hutches to (7), and discharges from fifth hutches to (10). Similar 
0 (6). Hutches are 24 X 40 inches. Plungers are 12 X 40 inches and make 
!00 strokes per minute. Each jig handles 4.5 tons per hour and the total power 
equired is 6 horse-power. 

10. Zinc-middlings dump. From (9) and (12). Saved for further treat- 
nent. 

11. Four Spitzkasten. From (5) and (8); deliver spigots to (12) and over- 
lows to (13), Made of nlank 2 inches thick. Dimensions: Lenerth at too. 
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15 feet; bottom, 10 feet; breadth at top, 2.67 feet widening out to 7.08 feet at 
the end; depth, 2.08 feet at the head, sloping to 4.67 feet. 

12. Four Wilfley tables. From (11), fed with 30-mesh material; deliver 
concentrates to (16), middlings to (10), and tailings to waste. Speed 220 to 
240 strokes per minute. Capacity at 30 mesh, 1 ton per hour; and below 30 
mesh, 0.5 ton per hour per table. Power required, 3 horse-power. 

13. Four classifiers. From (11) ; deliver spigots to (14) and overflows to 
(15). 

14. Twenty-four Warren belt vanners and two Krupp tables. From (13); 
deliver concentrates to (16) and tailings to waste. Krupp tables similar to 
Wilfley tables. In all 15 horse-power is required. 

15. Settling tanks. From (13); deliver water to system and overflows to 
waste. Usually rectangular in plan and have sloping bottoms containing 
suitable discharging facilities for the settled slimes. They may be made of 
timber, iron, or masonry. 

16. Concentrates bin. From (6), (9), (12), and (14); delivers to smelter. 

17. Dump. From (6). Waste. 

Raff wheels and elevators are used for elevating returned stuff. Raff wheels 
are 14 feet in diameter and make 15 revolutions per minute. Elevators of good 
form have buckets 5X5X7 inches bolted to a belt 8 inches wide at an interval 
of 15 inches. The driving is performed from above by cog wheels geared 3:1. 
The bucket belt passes around drums at the top and bottom ; 2 feet in diameter, 
at a speed of 250 feet per minute. A good slope for elevators is about 80°. 
The above mill would require 4 elevators or Raff wheels which would take 20 
horse-power. The mill would also require: 


6 slimes ^umps requiring 

1 water-circulating pump requiring . 

1 “ 


10 horse-power. 
25 ^ 


Total for water and slimes distribution 


46 


(( 


The clear water from the settling tanks is pumped to the mill-circulating 
tanks. These are placed high enough for all mill purposes, are generally cylin- 
drical in form, and made of iron. They deliver to the mill system again. 

It is estimated that for every ton of ore undergoing treatment, there are 
1,500 gallons of water in the mill at the same time. The loss of water is from 
100 to 120 gallons per ton of ore treated. 

The total power required is 338 horse-power. 

A mill arranged as the above mill will probably give from each ton of crude 
ore: 

20% of concentrates 7% of vanner tailings 

20 jig tailings 45 “ zinc middlings 

7 “ “ fine slimes 1 “ unaccounted for. 


§ 1461. Mill No. 129. New Mill of the Broken Hill Proprietary 
Mine, Broken Hill, New South Wales, Australia. — The ores treated ar< 
complex but consists principally of argentiferous galena and sphalerite witl 
some carbonates. The gangue is principally quartz and rhodonite."^^ 

The mill has a capacity of 1,000 tons per day and is operated three 8-hou 
shifts per day, 6 days in the week. 


(Rock House serving mill described and the old mill of equal capacity). 

Ore from the mine cars goes to (1). 

1. Four tipping cradles. From the mine oars; deliver to (2). 

2. Four grizzlies of tempered manganese steel, with 2-inch spaces betweei 
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the bars. From (1) ; deliver oversize to (3) and undersize to (5). The grizzlies 
have a life of about 1 year. 

3. Storage bins with a total capacity of 800 tons. From (2) ; deliver to 

W- . . . . . 

4. Five No. 5 Gates breakers, having openings of 10 X 30 inches in the 
spider and set to break to 2 inches. The cast-iron cones of the breakers are 
covered with a removable mantle of toughened steel, and the mortar shell is 
lined with manganese steel. The life of' the mantles is 1,350 hours and that of 
the liners 2,700 hours. With liners and mantles both of the same material, 
the surfaces would wear too smooth and the ore would not be gripped properly. 
Many combinations were tried, but the materials as above gave the most econom- 
ical results. From (3) ; deliver crushed ore to (5) . 

5. Storage bins. From (2) and (4); deliver, via 1-ton trucks, to (6). 

6. Hydraulic lift which elevates two loaded trucks at a time. From (5 ) ; 
delivers alternate truck loads to the old and new mill respectively. 


New Mill. 

Ore from the trucks coming from (6) is dumped to (7). 

7. Storage bins. From (6) ; deliver to (8) . 

8. Three roll-feeders assisted by water jets. From (7) ; deliver, via chutes, 
to (9). As the ore passes through these chutes a man takes a scoop sample 
every hour. The total weight taken during an 8-hour shift is approximately 
700 pounds. This sample goes to the sample mill where it is crushed down and 
subdivided until a portion is obtained not too large for the assay office. 

9. Three sets of rolls, 15 inches wide, 36 inches in diameter, set 0.375 to 0.5 
inch apart, and making 37 revolutions per minute. The roll shells are of tough- 
ened steel 4.125 inches thick and have a life of about 3,000 hours. From (8); 
deliver crushed ore to (10). 

10. Three shaking screens with holes 0.09375 inch in diameter. From (9) ; 
deliver oversize to (11) and undersize to (25). 

11. Balata belt conveyor. From (10); delivers to (12). 

12. Elevator. From (11); delivers to (13). 

13. Bins. From (12); deliver, via automatic feeders, to (14). 

14. Three sets of rolls with same details as (9), but set 0.125 to 0.1875 inch 
apart and making 45 revolutions per minute. From (13) ; deliver crushed ore 
to (15). 

15. Three shaking screens with holes 0.09375 inch in diameter. From (14) ; 
deliver oversize to (16) and undersize to (25). 

16. Balata belt conveyor. From (15); delivers to (17). 

17. Elevator. From (16); delivers to (18). 

18. Bins. From (17); deliver, via automatic feeders, to (19). 

19. Two sets of rolls with details same as (9) and (14), but set 0.0625 inch 
apart, and making 78 revolutions per minute. From (18) ; deliver crushed ore 
to (20). 

20. Two shaking screens with holes 0.09375 inch in diameter. From (19) ; 
deliver oversize to (21) and undersize to (25). 

21. Balata belt conveyor. From (20); delivers to (22). 

22. Elevator. From (21); delivers to (23). 

23. Bin. From (22); delivers, via automatic feeder, to (24). 

24. No. 5 Krupp ball mill crushing wet through screens with holes 0.09375 
inch in diameter. From (23) ; delivers to (25) . 

25. Cone classifier. From (10), (15), (20), and (24); delivers spigot to (26) 
and overflow to (36). 
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26. Five-compartment May plunger jig. From (25) ; delivers first two hutch 
products, assaying about 60% in lead, to (27); the third and fourth hutch 
products, assaying about 10% in lead, 19% in zinc, and 10 ounces in silver per 
ton, to (29) ; and the products from the fifth compartment, as tailings, assaying 
about 3 or 4% in lead, to (28). 

27. Lead-concentrates bin. From (26) ; delivers, via cars, to smelter at Port 
Pirie. 

28. Shaking screen with 40 meshes to the inch. From (26) ; delivers over- 
size, via trucks, to tailings dump, and undersize to the zinc plant. 

29. No. 4 Krupp ball mill with screens having slots 0.03125 inch wide. 
From (26); delivers pulp to (30). 

30. Bucket elevator. From (29) and (34); delivers to (31). 

31. Cone classifier. From (30); delivers spigot to (32) and overflow to (36). 

32. Five-compartment May plunger jigs. From (31); deliver first two 
hutch products, assaying 40% in lead, 13% in zinc, and 22 ounces in silvei 
per ton, to (33) ; third and fourth hutch products, assaying about 9% in lead 
18% in zinc, and 10 ounces in silver per ton, to (34) ; and products from the 
fifth compartments, as tailings, assaying 5.5% in lead, 18% in zinc, and 5 
ounces in silver per ton, to (35). 

33. Lead-concentrates bins. From (32); deliver, via cars, to smelter at 
Port Pirie. 

34. No. 4 Krupp ball mill with screens having slots 0.0222 inch wide. From 
(32); delivers pulp to (30). 

35 . Shaking screen with 40 meshes to the inch. From (32); delivers over- 
size, via trucks, to tailings dump and undersize to the zinc plant. 

36. Spitzkasten with 5 spigots each. From (25) and (31); deliver first 
spigots to (37), second, third, fourth, and fifth spigots to (39), and overflows 
to (43). 

37. Wilfley tables. From (36); deliver concentrates to (42), middlings tc 
(38), tailings to the zinc plant, and slimy headwaters to (43). 

38. Wilfley tables. From (37) and (38); deliver concentrates to (42) 
middlings to (38), tailings to the zinc plant, and slimy headwaters to (43). 

39. Liihrig vanners. From (36); deliver concentrates to (42), middlings 
to (40), tailings to the zinc plant, and slimes to (43). 

40. Cone classifier. From (39); delivers spigot to (41) and overflow tc 
(43). 

41. Liihrig vanners. From (40); deliver concentrates to (42) and tailings 
to the zinc plant. 

42. Fine lead-concentrates bins. From (37), (38), (39), and (41); deliver 
via cars, to smelter. 

43. Iron settling-tanks. From (36), (37), (38), (39), (40), and slimes from 
old concentrating mill; deliver settled slimes to (44) and water to waste. Aboui 
1,500 tons of slimes, or 12% of the total ore treated in both mills, are handlec 
per week. 

44. Slimes drying floors alongside the railroad. From (43) ; deliver driec 
slimes, via cars, to (45). The slimes, in a semi-fluid condition, are runoui 
upon the ground in a layer from 9 to 12 inches thick and allowed to dry foi 
a couple of days. Then, while still plastic, they are cut in blocks 4 to 6 inches 
across with spades. These blocks are allowed to dry for 4 to 6 days more 
according to the weather, when they are shipped, as above. 

45. Sintering Works about 5 miles out of Broken Hill. From (44); delivei 
sintered and roasted slimes to the smelters. The blocks of dried slimes are buili 
into heaps with air channels at the bottom. The sides of the heaps are plas- 
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escape through. A small wood fire is then kindled at the entrance to the air 
channels and kept burning for a day or two. At the end of this time the heaps 
are burning weU and are red-hot inside. After 10 or 15 days the heaps are 
considered burnt and are broken up as soon as cool enough to be handled. The 
slimes before burning assay about 17% in lead, 17.5 ounces in silver per ton, 
16% in zinc, and 12.5% in sulphur. After burning the sinter assays about 
14.5% in lead, 15.8 ounces in silver per ton, 12.5% in zinc, and 7.1% in sulphur. 
The loss in metal is considerable, but the operation is cheap and the sintered 
lumps are hard and porous, and almost an ideal smelting product. 

The recovery of lead is as follows: 

In the first jigs 

In the second jigs 

On the Wilfley tables . . 

On the Luhrig vanners 


Total recovery 

Quantity of ore handled per hour: 

First jigs (each) 5.76 tons. 

Second jigs (each) 2.75 “ 

Wilfley tables (each) 0.75 “ 

Luhrig vanners (eadh) 0.167 “ 


.47.5 percent. 
. 13.5 

. 3.15 “ 

. 3.15 “ 

.67.30 “ 


Assay of Products. 


Lead concentrates average 55 percent in Pb., 10 percent in Zn. and 26 ounces in silver per ton. 

Coaiae tailings “ 4 “ ** “ 12 “ ** “ “ 5 “ “ “ “ “ 

Fine tailings “ 5 “ “ ** 17 “ “ “ “ 8 “ “ “ “ “ 

Slimes “ 17 “ “ “ 16 “ “ “ “ 17.5 “ “ “ “ “ 


The coarse tailings which amount to about 3,500 tons per week, while they 
go to the dumps, are reserved for future grinding and treatment to recover 
their zinc content. 

The lead concentrates amount to about 2,200 tons per week. 

Zinc Plant Using the Ddprat Flotation Process. 

The fine tailings from (28), (35), (37), (38), (39), and (41) are delivered, 
via 8-ton trucks over an elevated railroad, to (46). 

46. Storage bins. From trucks; deliver, via automatic feeders, to (47). 

47. Six pyramidal wooden fiotation-vats. From (46) and (54), and solu- 
tion from (58) ; deliver overflows of concentrates, via launder, to (51) and spigot 
discharges to (48). Each vat treats from 10 to 12 tons of material per hour. 

48. Collecting box. From (47); delivers to (49). 

49. V-troughed rubber conveying-belt running up hill. From (48) ; delivers 
solution, at lower end, to (55) and solids, at upper end, to (50). 

50. Belt conveyor. From (49) ; delivers the waste to an open cut, from 
which the material goes, via various waste chutes, back into the mine where it 
is used for filling. 

51. Six wooden tanks of about 50 tons capacity each. From (47); deliver 
concentrates, after they have been drained and washed free from chemicals, 
to railway cars, and thence to smelter. Overflows go to (52) and drainings to 
(53). 

52. Intermediate solution-tank. From (51) ; delivers, via air lift and a re- 
turn-solution launder, to (54). 

53. Settling tank. From (51) and (56) ; delivers solution, via air lift and 
a return-solution launder, to (5l). 

54. Spitzkasten. From (52); delivers overflow to (57) and spigot to (47). 

55. Settling tank. From (49); delivers solution to (56). 

56. Settling tank. From (55) ; delivers solution to (53). 
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57. Settling tank. From (54) ; delivers solution, via air lift, to (58) . 

58. Stock-solution tank. From (57); delivers to (47). 

The liquor used in the vats is a solution of NaHS 04 . The most advantageous 
temperature is about 180° Fahrenheit, and steam at 500° Fahrenheit is intro- 
duced into the solution vats to keep the temperature as near this point as possi- 
ble. All vats, launders, etc., are lined with sheet lead. 

For a full description of the Delprat process see Ore Dressing, page 
1561. „ 2 

§ 1462. Mill No. 130. Minerals Separation Process as PractiseiFby^ 
THE Sulphide Corporation, Limited, Central Mine, Broken Hill, I^ew 
South Wales, Australia.^^^ — The capacity of this plant is from 4j300to 
4,400 tons per week of 6 days, and it is designed to extract in one continuous 
automatic operation the bulk of the silver-b^earing galena and the sphalerite 
from the gangue which is composed of about equal portions of quartz and 
rhodonite with a little calcite. The rhodonite changes to rhodochrosite in the 
lower levels. The ore therefore belongs to the intermediate class, being -harder 
to treat than the quartz-calcite ores and less refractory than the ores of the 
British-Junction North group. The mill is one of the most complete in ihe 
district and represents the only attempted and successful method of extracting 
both lead and zinc values in one continuous process. There is no intermedi- 
ate handling of the product and there is no separation of sands and slimes. The 
zinc recovery process works as well in the presence of slimes as it does on clean 
sands; in fact, it appears to work somewhat better when a certain percentage 
of slimes is^present. The mill was built in 1907.^^ 

Ore comes from the mine in cars and is delivered to (1). 

Rock House. 

1. Weigh-bridge. From the mine; delivers to (2). 

2. Grizzly with 1.5-inch spaces between the bars. From (1); delivers over- 
size to (3) and undersize to (5). 

3. Crude-ore bin. From (2); delivers to (4). 

4. Two Hadfield size S gyratory breakers. In capacity they are equivalent 
to a Gates No. 6 and in this case each is capable of breaking 60 tons per hour 
from 12 to 1.5-inch cubes. Both are driven by a 100 horse-power motor which, 
as a rule, does not register more than 50 horse-power. One is run and one held 
in reserve. From (3); deliver ore crushed to 1.5 inches to (5), 

5. Storage bin. From (2) and (4); delivers to (6). 

Tramway. 

6. Bleichert aerial tramway, 1,575 feet long With a rise of 41 feet in the direc- 
tion of the traffic. The buckets, which hold 1,500 pounds each, are automatically 
gripped, released, and dumped. The ropeway has a capacity of 90 tons per hour 
and 120 buckets, spaced 100 feet apart, are moved per hour. They run at in- 
tervals of 30 seconds and at a speed of 200 feet per minute. The carrying 
ropes for the loaded cars are 1.625 inches in diameter with surface wires locked 
so as to afford a smooth traveling surface and prevent a broken strand pro- 
jecting. The rope has a breaking strain of 60 tons per square inch. The rope 
for the empties is similar in construction, but only 1 inch in diameter. 

The traction rope is 0.66 inch in diameter and has a breaking strain of 115 
tons per square inch. This rope is endless and in continuous motion, running 
below and parallel to the main carrying ropes. The whole system, when under 
full load, requires about 12 horse-power which is supplied by a motor. From 
(5); delivers to (7). 
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Galena Extraction Plant. 

The galena concentrating mill is divided into 4 sections which ^ may be 
worked independently of each other. Only one section will be described. 

7. Mill ore storage bin of 320 tons capacity. From (6) ; delivers^ via auto- 
matic feed roller, to (8). 

8. Bucket elevator. From (7) ; delivers to (9). 

9. Coarse rolls, 15 X 30 inches, set about 0.5 inch apart. The flanged roll 
makes 15"^, and the plain roll 14 revolutions per minute. The tires are of 
toughened cast steel and have a life varying up to 290 working days. A choke 
feed is employed. From (8) and (12); deliver crushed ore to (10). 

10. ' Shaking screen with 0. 125-inch round holes punched in steel plate. From 
(9); delivers oversize to (11) and undersize to (13). 

11. Fine rolls, 15 X 30 inches, set face to face for friction drive and making 
28 revolutions per minute. Other details as in (9). From (10) ; deliver crushed 
ore to (12). 

12. Bucket elevator. From (11); delivers to (9). 

.13." Two slimes classifiers. From (10); deliver spigots to (14) and over- 
flows to (18). 

T4. One double 4-compartment May Brothers^ jig with a total capacity 
of about ^1,000 tons per week of six days. From (13) and (14); delivers the 
first two hutch products, as galena concentrates, to (27) ; the third hutch prod- 
ucts, as middlings, to (14) ; the fourth hutch products, as tailings, to (15) ; and 
the overflow water to (32). 

15. Two central-feed positive 8-foot grinding pans making 30 revolutions 
per minute. A free discharge is maintained at the periphery of the pan so 
the sands only pass under the muller once and through the pan. From (14) ; 
deliver pulp to (IQ). 

16. Spitzkasten. From (15); delivers spigot to (17) and overflow to (18). 

17. One central-feed positive 8-foot grinding pan with details as in (15), 
except that this pan discharges by overflow. Receives from (16) about 52% 
of the feed to (15) and delivers pulp to (18). 

The efficiency of (15) and (17) will be seen from the following sizing test: 



Percent on 

2 Millimeters, 

Percent on 

1 Millimeter. 

Percent on 

0.5 millimeter. 

Percent on 

130 mesh. 

Percent through 
130 mesh. 

Jig tailings 

21.8 

40.3 

21.9 

15.1 

0.8 

Discharge of positive pans (15) 

08 

6.3 

34.6 

42.5 

15.7 

Discharge final pan (17) 

0,0 

0.0 

5.5 

59.7 

34.7 


18. Sump which serves two sections. From (13), (16), and (17); delivers 
to (19). 

19. Two 5-inch centrifugal pumps which serve two sections. From (18) ; 
deliver pulp to (20) . 

20. Three V-shaped settling boxes. Common to two sections. From (19) 
and (21); deliver spigots to (21) and overflows to (22). 

21. Five Card tables. From (20); deliver galena concentrates to (28), 
middlings to (23), tailings to (24), and headwaters to (20). 

22. Pulp thickener with 4 spigots. From (20) and (33) ; delivers spigots to 
(25) and overflow to (29). 

23. One Wilfley table. From (21); delivers galena concentrates to (28) 
and the tailings to (24). 

24. One 36-inch conveying and draining belt, of cocoa-nut fiber matting, 
with a scraper under the belt and near the discharge end to keep the pulley 
free from slimes. The belt is of 6-plv rubber with a convevine length of 112 
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feet and a speed of 30 feet per minute. Driven by worm and gear. Common 
to two sections. From (21), (23), and (26); delivers drainings to (29) and 
residue to (31). 

25. Two elevators. From (22) and (26) ; deliver, via two distributing boxes, 
to (26). 

26. Four double-belt Krupp vanners. From (25); deliver galena concen- 
trates to (28), middlings to (25), and tailings to (24). 

27. Three coarse-galena loading bins with filter bottoms. From (14); de- 
liver concentrates, via railroad cars, to smelter and drainings to (32). 

28. Four iron fine-galena loading bins. From (21), (23), and (26); deliver 
concentrates, via railroad cars, to smelter and drainings to (32). 

29. Eight 16-foot circular wooden vats with peripheral overflows and filter 
bottoms of coir matting. Serve all four sections and worked in series to secure 
the minimum of solids in suspension in the final filtrates. From (22) and (24) ; 
deliver settlings, via 8 cylindrical discharge gates, to (30) , overflow and filtrates 
to (32). 

30. One 24-inch belt conveyor with a conveying length of 264 feet. Com- 
mon to four sections. From (29); delivers, in two equal quantities, to (31). 

31. Two 18-inch belt conveyors of 5-ply rubber belting having conveying 
lengths of 116 feet, speeds of 130 feet per minute, and inclinations of 2P. Com- 
mon to four sections. From (24) and (30); deliver to (36). 

32. Two 8-inch centrifugal pumps, each having a capacity of 90,000 gallons 
per hour. Together they return about 120,000 gallons per hour. Common to 
four sections. From (14), (27), (28), (29), (44), and all drainage water from 
both mills; deliver to (33). 

33. Two concrete storage-tanks with a total capacity of 350,000 gallons. 
Common to four sections. From (32) ; deliver settled slimes, periodically, to 
(22) ,and clarified water to (34). 

34. Two pumps. One a Worthington turbine and the other an auxiliary 
volute. Common to four sections and together they have a capacity of 2,500 
gallons of water per minute. From (33) ; deliver to (35) . 

35. One overhead V-shaped water-supply tank. Common to four sections. 
From (34) ; delivers to jigs, tables, and the whole mill system. 

The bins, rolls, jigs, and grinding pans are located on one side of a single 
railroad line. The Card tables and Krupp vanners are located on the other 
side of the railroad, so all the concentrates are loaded directly into the cars 
without a second handling. 

The following table shows the approximate results: ^ 





Assay. 


I Percent Extraction. 

Material. 

Tons per 
Week. 

Ounces : 
per Ton ' 
Silver. | 

Percent 

Lead. 

Percent 

Zinc. 

Silver. 

Lead. 

Zinc. 

Crude ore 

4,000 

720 

12.5 

15.5 

19.0 




Galena concentrates 

32.0 

53.0 

10.0 

46.i 

73.2 ' 

9,5 

Feed to (36) 

3,280 

8.2 i 

5.1 

20.4 

53.9 

26.8 

90.5 


The feed to (36) contains 18% of water and gives the following sizing test: 
On 0.5 millimeter, 3.4% ; through 0.5 millimeter and on 80 mesh, 65.5% ; through 
80 and on 130 mesh, 6.9%; through 130 and on 160 mesh, 6.9%; through 160 
mesh, 17.3%. 

Sphalerite Extraction Plant. 

Flotation process of the Minerals Separation Company, Limited. 

This department is divided into two sections, one of which will be described. 
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36. Feed bin. From (31); delivers to^ (37). 

37. Twelve mixing vats arranged in six rows of two each. The first row 
receives sulphuric acid from (53) , acid liquor from (56) , water from (58) , and 
ore from (36). Steam pipes, in all the mixers, raise and hold the temperature 
of the solution to about 120° Fahrenheit. The first row of tanks delivers to 
the second row, which also receives about 1 pound of oleine from (52) per ton 
of ore treated, and acid liquor from (56). Between 10 and 15 pounds of sul- 
phuric acid are consumed per ton of ore treated, and the ratio of ore to solution, 
at this point, is as 3 is to 10. The second row delivers to the third and so on to 
the sixth, which delivers to (38). 

The zincy slimes are fed continuously with the grainy residues into (37) 
by means of suitable plows. This regular introduction of fine slimes with the 
feed is an important factor in the success of the process, and enables the whole 
of the residues from the lead mill to be profitably treated in one continuous 
operation. The feed, in passing vats (37), is thoroughly aerated by special 
agitation and brought into intimate contact with the circuit liquor, to which 
oil and acid is added in the vats as required. The effect of aeration under 
suitable conditions in (37) is manifested by granulation of the metallic sulphides, 
so that when the granulated pulp passes from (37) into (38) flotation of the sul- 
phides is at once effected, while the gangue sinks and is drawn off at the bottom 
of the spitzkasten (38). The sulphides form a scum on the surface of the liquor 
and are recovered from the overflow. 

38. One flotation spitzkasten, 5X5X5 feet, with a baffle plate which 
extends 18 inches below the surface of the pulpj. The underflow is less than the 
inflow and the excess solution flows over the lip ^t the front of the spitzkasten. 
From (37); delivers overflow of sphalerite concentrates to (41) and spigot to 
(39). 

39. One flotation spitzkasten with details as in (38). From (38); delivers 
overflow of sphalerite concentrates to (41) and spigot to (40). 

40. One flotation spitzkasten with details as in (38). From (39); delivers 
overflow of sphalerite concentrates to (41) and spigot to (45). 

41. Conveying and draining belt of cocoa-nut fiber matting. From (38), 
(39), (40), and (46); delivers drainings to (54) and residues to (42). 

42. Elevator. From (41); delivers to (43). 

43. Conveying and distributing belt. From (42); delivers to (44). 

44. Concentrates draining and loading floor. From (43) and (57) ; delivers 
sphalerite concentrates, via railroad cars, to smelter, and drainings to (32). 

45. Elevator. From (40) ; delivers to (46) . 

46. One flotation spitzkasten with details as in (38). Common to both 
sections. From (45); delivers overflow of sphalerite concentrates to (41) and 
spigot to (47) . 

47. Four residue filtration-vats provided with filter bottoms. From (46) ; 
deliver filtered residues to (48) and filtrates to (57). 

48. Conveyor belt. From (47) ; delivers to (49) . 

49. Inclined conveyor belt or tailings stacker. From (48) ; delivers to dump. 

50. Oil-storage tank. Common to both sections. From the market; de- 
livers, via air lift pump, to (52). 

51. Acid-storage tank. Common to both sections. From the market; 
delivers sulphuric acid, via air lift pump, to (53). 

52. Oil tank. From (50) and, during the winter, steam from the boilers; 
delivers to (37). 

53. Acid tank. From (51); delivers to (37). 

54. Sump. From (41), (57), and (58); delivers to (55). 

55. Centrifugal pump. From (54); delivers to (56). 
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56. Acid liquor tank. From (55) ; delivers to (37). 

57. Storage tank. From (47); delivers sediment to (44) and overflow to 

58. Two main water-storage tanks. Common to both mills and all sections. 
From the water main; deliver to (37), (54), and the boilers for feed water. 

The sphalerite concentrates run about 19.0 ounces in silver per ton, 12.0% 
in lead, and 43.0% in zinc, and represent a recovery of about 68.0% of the silver, 
80% of the lead, and 80% of the zinc in the feed to (36). 

The total recoveries from the crude ore are therefore 82.8% of the silver, 
95.0% of the lead, and 82.0% of the zinc. The 9.5% of zinc in the lead con- 
centrates and part of the silver and lead in the zinc concentrates are not paid 
for and therefore must be deducted from the total recoveries. Nevertheless, 
even with these deductions, the final results are highly satisfactory. 

Power. 

The machinery for the whole mill is actuated by electric motors furnished 
with a 550-volt, 3-phase, 40-cycle current supplied from a central power 
station, which delivers power to the lead-zinc mill, the rock breakers, aerial 
tramway, and other places. The equipment comprises five generating sets, 
each consisting of a Bellis-Morcom compound-expansion, self-lubricating, engine 
direct coupled with a general electric alternating-current generator. These 
engines are each of 325 indicated horse-power and run at 400 revolutions per 
minute with steam at 150 pounds, exhausting to the atmosphere. The en- 
gine dimensions are 13 X 22 X 10 inches. In addition to the above there is 
another Bellis-Morcum engine direct coupled to a direct-current generator. 
The total electrical output of the power house is 1,340 kilowatts. 

In total about 600 horse-power is required for the whole of the galena mill 
and it is distributed as follows: 




Horse- 

Horse- 

Horse- 


Number. 

power of 

power 

power 



Motors. 

Furnished. 

Consumed. 


1 

100 

100 

50 

One aerial tramway (6) 

1 

25 

25 

12 

Four sections 

4 

75 

300 

276 

“ elevators (8) 


20 





64 

** shaking screens ( 10) * 




20 

“ fine rolls (11) 




40 

“ elevators (12) 




12 

“ jigs (14) 




16 

Eight grinding pans (15) 




.. 64 

Four ** (U) , 




40 

Two sections including (19), (21), (23), (24), (25), (26), (30), (h), and 



80 

(32) 

4 

20 


Two pumps (34) 

2 

(40 

155 

95 

70 





Re-treatment Plant 

In conjunction with the Minerals Separation Company, Limited, the 
company has erected a tailings re-treatment plant also capable of handling 
4,000 tons per week of 6 days. The arrangement of this plant is similar to 
the galena plant already described. A sizing test of the feed to the pans and 
the final product as fed to the mixers follows; 
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Crude Tailings. 
Percent. 

Feed to Mixers. 
Percent. 


1.5 


“ 1 millimeter 

25.9 


“ 0 5 “ 

14.8 

2.0 

“ 80 mesh 

47.4 

67.8 

“ 130 “ 

1.5 

8.0 

“ ISO “ 

8.9 

8.0 

Through 180 “ 


14.2 

Totals 

100.0 

100.0 


The re-ground ore is treated in exactly the same way as the tailings from 
the above-described galena mill. 

The recoveries in this re-treatment plant are slightly different to those 
obtained in the current tailings plant, being 76.0% of the total silver, 66.0% 
of the total lead, and 82.0% of the total zinc. The sphalerite concentrates 
assay 15.0 ounces in silver per ton, 10.8% in lead, and 45.6% in zinc. 

The suggestion has been made that the weathering of the minerals in the 
dumps probably affects the selective action of the gas bubbles in the separators, 
and that this accounts for the difference in the percentage recoveries of the 
several metals from accumulated and current tailings respectively. 

Costs. 

The grinding costs per ton are as follows: Labor, 8.27 cents; maintenance, 
10.71 cents; power, 8.76 cents; total, 27.74 cents. These costs are based on 
3,500 tons per week of 6 days, and as the capacity of the plant has been increased 
to 4,000 tons per week without adding extra pans, it is only reasonable to con- 
sider that these costs are in excess of present costs. 

The total costs on the re-treatment plant are about S1.46 per ton. 

§ 1463. Mill No.^ 131. The Daly-Judge Mill, Park City, Utah.®® — 
This mill has a capacity of about 400 tons per 24 hours.®® It is built on a hill- 
side and has four main floors; the bin floor, breaker-roll floor, jig and Hunting- 
ton floor, and two table floors. The ore consists of the economic minerals 
galena, sphalerite, and pyrite, with silver values in a gangue of limestone and 
quartzite, and runs about 10.0% in lead, 9.0% in zinc, and 7.0 ounces in silver 
per ton. The ore is trammed from the mine in cars and delivered to (1). 

1. Two ore bins with a total capacity of 450 tons, each bin being divided 
into three sections and having gates operated by rack and pinion. From mine 
cars; deliver to (2). 

2. Cars. From (1); deliver, via platform scales, to (3). 

3. Grizzly with bars, 2.5 X 0.625 inch at the top tapering to 0.5 inch at the 
bottom, and spaced 1 inch apart. From (2) ; delivers oversize to (4) and under- 
size to (5). 

4. Blake breaker, with a 9 X 15-inch jaw opening, making 225 thrusts per 
minute. The jaw plates last about 8 months. From (3) ; delivers crushed ore 
to (5). 

5. Plunger feeder, 6 X 16 inches. Water is introduced here. From (3) 
and (4); delivers to (6). 

6. Allis-Chalmers rolls, 15 X 36 inches, making 50 revolutions per minute. 
The shells last from 6 to 8 months. From (5) ; deliver crushed ore to (7) . 

7. Trommel, 3X6 feet, making 16 revolutions per minute, having a 3-mesh, 
10-wire cloth screen and a slope of 0.75 inch to the foot. From (6) ; delivers 
oversize to (8) and undersize to (9). 

8. Allis-Chalmers rolls, 15 X 26 inches, making 100 revolutions per minute. 
The shells last from 4 to 5 months. From (7): deliver crushed ore to (9). 
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9. Elevator with a 10-ply belt having a 0.125-inch rubber friction surface, 
a speed of about 300 feet per minute, a life of 26 to 28 months, and buckets, 
5 X 8 X 16 inches, spaced 17 inches apart, and having a life of about one year. 
From (7) and (8); delivers to (10). 

10. Trommel having a 2-mesh, 6-wire cloth screen and other details as in 
(7). From (9); delivers oversize to (14) and undersize to (11). 

11. Trommel having a 3-mesh, 10-wire cloth screen and other details as in 
(7). From (10); delivers oversize to (14) and undersize to (12). 

12. Trommel having a 4-mesh, 12-wire cloth screen and other details as in 
(7). From (11); delivers oversize to (15) and undersize to (13). 

13. Trommel having a 6-mesh, 15-wire cloth screen and other details as in 
(7). From (12); delivers oversize to (16) and undersize to (18). 

14. One 3-compartment Harz jig. The first two compartments have 4- 
mesh, 12-wire cloth sieves and the third compartment has a 3-mesh, 10-wire 
cloth sieve. The plungers make 150 0.75-inch strokes per minute. From (10) 
and (11); delivers side discharges, as concentrates, to (20) and tailings to (19). 

15. One 3-compartment Harz jig. The first compartment has a 4-mesh, 
12-wire cloth sieve and the last two compartments have 6-mesh, 15-wire cloth 
sieves. The plungers make 160 0.5-inch strokes per minute. From (12) ; de- 
livers side discharges, as concentrates, to (20) and tailings to (19). 

16. One 3-compartment Harz jig with sieves as in (15). The plungers make 
275 0.375-inch strokes per minute. From (13); delivers side discharges, as 
concentrates, to (20) and tailings to (25). 

17. Two 3-compartment Harz jigs with 6-mesh, 15-wire cloth sieves on all 
compartments. The plungers make 290 0.25-inch strokes per minute. From 
(18); deliver hutch products, as concentrates, to (20) and tailings to (21). 

18. Settling tank, 4 feet in diameter by 2.5 feet deep, with a circular launder 
around the top. From (13) ; delivers spigot to (17) and overflow to (26). 

19. Elevator with all details as in (9) ; except as to the life of the belt and 
buckets. From (14), (15), and (33); delivers to (22). 

20. Concentrates bin, 3.5 feet square at the top and 4.75 feet deep at the 
center. The sides are vertical for 10 inches from the top and then taper to 
1 foot square at the bottom. From (14), (15), (16), and (17) ; delivers, via slide 
gate in the bottom, to (31). 

21. Elevator with details as in (19). From (17) and (24); delivers to (27). 

22. Hub dewatering wheel, 3 feet in diameter. Designed by J. D. Fleming. 
Runs backwards and the sands are pushed instead of being dipped from the 
water. From (19) ; delivers water-drained ore to (23) and water with some 
pulp to (30). 

23. Huntington storage bin. From (22) and (30); delivers to (24). 

24. Two 5-foot Huntington mills. From (23) ; deliver pulp through 16- 
mesh screens to (21). 

25. One 3-compartment Harz jig with 4-mesh, 12-wire cloth sieves on all 
compartments. The plungers make 275 0.5-inch strokes per minute. From 
(16); delivers hutch products, as concentrates, to (31) and tailings to waste. 

26. Main settling tank, 48 feet long by 4 feet wide by 6 feet deep. The 
sides are vertical for 4 feet from the top and the tank is divided into 11 com- 
partments with V-shaped bottoms. From (IS), (27), (29), and (30); delivers 
spigots to (32) and overflow, via 2-inch pipe from the side, to (40). 

27. Dewatering tank, 4X4X4 feet, one side vertical for one foot from 
the top and then sloping to a width of 8 inches at the bottom. From (21) ; 
delivers spigot to (28) and overflow to (26). 

28. Callow screen with a 16-mesh, 20-wire cloth screen. From (27); de- 
livers oversize to (33) and undersize to (29). 
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29. Callow screen with a 20-mesh, 30-wire cloth screen. From (28) ; delivers 
oversize and undersize to different compartments in (26). 

30. Trommel (chip screen) with a 6-mesh, 15-wire cloth screen. From (22) ; 
delivers oversize to (23) and undersize to (26). 

31. Main concentrates bin divided into three compartments for galena, 
pyrite, and sphalerite concentrates respectively. From (20), (25), (32), (33), 
(41), (42), (44),^ (45), and (47); delivers, via cars, to sampler. 

32. Nine Wilfley tables. From (26); deliver galena concentrates to (31), 
sphalerite middlings to (35), pyrite middlings to (34), (37), and (46). 

33. One 3-compartment Harz jig with 6-mesh, 15-wire cloth sieves on all 
compartments. From (28) ; delivers hutch products, as concentrates, to (19) 
and (31), and tailings to waste. 

34. Frenier sand pump. From (32) and (45); delivers to (38). 

35. Bin for sphalerite product. From (32), (42), and (44); delivers to (36). 

36. Revolving classifier. From (35); delivers three sizes to (45). 

37. Centrifugal pump. From (32) and (45); delivers to (39). 

38. Settling tank, 16 feet long by 2.5 feet wide by 3 feet deep. The sides are 
vertical for 1.33 feet from the top and it has four compartments with V-shaped 
bottoms. From (34); delivers spigots to (42) and no overflow. 

39. Trommel running partly submerged in the water of (43). From (37); 
delivers oversize to waste and undersize to (43). 

40. Slimes-settling tank, 32 feet long by 3.67 feet wide by 4.5 feet deep, 
with 8 compartments. From (26) ; delivers spigot to (41) and overflow to waste. 

41. One Wilfley table. From (40); delivers concentrates to (31) and tail- 
ings to waste. 

42. Three Wilfley tables. From (38); deliver concentrates to (31), (35), 
and (46) and tailings to waste. 

43. Settling tank, 14 feet long by 3.5 feet wide by 3.5 feet deep, with sides 
vertical for 1.5 feet from the top. From (39) ; delivers spigots to (44) and no 
overflow. 

44. Three Wilfley tables. From (43); deliver concentrates to (31), (35), 
and (46) and tailings to waste. 

45. Three Wilfley tables. From (36); deliver concentrates to (31) and 
tailings to (34) and (37) . 

46. Bin. From (32), (42), and (44); delivers to (47). 

47. Two Wilfley tables. From (46); deliver concentrates to (31) and tail- 
ings to waste. 

Results per 24 hours : 


Material. 

Weight in 
Tons. 

Percent 

Lead. 

Percent 

Zinc. 

Percent 

Iron. 

Percent 

Silica. 

Ounces 
per Ton. 
Silver. 

Ounces 
per Ton, 
Gold. 


400.0 
( 70.0 to ) 

\ 75.0 1 

40.0 

< 290.0 ) 

ho 285.01 

10.0 

33.0 

( 2.0 to 

14.0 

0.8 

9.0 

7.0 

25.0 ) 
and up ) 

3.0 



7.0 

18.5 

5.0 

1.5 


Galena concentrate 

21.0 

15.0 

3.0 

8.0 

0.06 

0.02 

Sphalerite concentrates 

Tailings .... * 






§ 1464. Mill No. 132. Concentrating Mill of The Daly-West Mining 
Company, Park City, Utah.^^ — This mill has a capacity of 500 tons per 24 
hours. The mill handles both sulphide and oxide ores in a gangue of limestone 
and quartzite. The economic minerals are the sulphides of lead, zinc, and 
copper; tetrahedrite and some carbonates. Some high-grade ore is shipped 
directly to the smelter from the mine. It will average to run 18.4% in lead, 
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1.9% in copper, 9.4% in zinc, 52 ounces in silver, and 0.04 ounce in gold per 
ton. The milling ore averages to run 4.5% in lead, 5.2% in zinc, and 11.3 
ounces in silver per ton. The problem is to recover the lead, copper, zinc, 
silver, and gold values. A high saving of zinc is not, at present, attempted; 
but another mill is planned to save the zinc values. The ore, coming in cars 
from the shaft, is dumped onto (1). 

1. ^ Eight grizzlies, 7 feet long, with 1.5-inch spaces between the bars. From 
the mine; deliver oversize and undersize to separate compartments in (2). 

2. Sixteen small ore bins, each 7 -feet long by 20 feet wide by 22 feet deep 
and holding normally 100 tons. The bins, for one-half their width, are flat, 
and slope at an angle of 45° for the other half. They are arranged in series, 
holding alternately coarse and fine ore. Each has a gate operated by a rack 
and pinion. From‘ (1); deliver, via belt-driven plunger feeders, alternately 
coarse and fine ore to (3). 

3. Thirty-two inch Robins conveying and picking belt with a 5-ply belt 
run level and having a speed of 40 feet per minute, a capacity of 40 tons per 
hour, and a life of 5 or 10 years. Requires 5 horse-power. From (2) , fed alter- 
nately coarse and fine ore; delivers first-class ore to (4), refuse to (5), and milling 
ore to (6) . 

4. Bin for first-class ore, 3.5 X 4 X 4 feet, with a capacity of 4 or 5 tons 
and a bottom sloping at 45°. From (3) ; delivers, via gate and mine cars, to 
smelter. 

5. Bin for refuse with details as in (4). From (3); delivers, via gate and 
mine cars, to dump. 

6. Grizzly, 4.5 feet long, with 1-inch spaces between the bars. From (3) ; 
delivers oversize to (7) and undersize to (8). 

7. Gates No. 4 gyratory* breaker, breaking 600 tons per 24 hours to pass 
a 1-inch ring. Manganese concaves and mantles last about 6 months. Re- 
quires 25 horse-power. From (6); delivers crushed ore to (8). 

8. Eighteen-inch elevators with a 10-ply rubber belt having a speed of 320 
feet per minute, a life of 5 to 7 years, and pressed steel buckets, 7 X 16 inches, 
set 2 feet apart, elevating 600 tons 70 feet per 24 hours, and having a life of 3 
years. Requires 6 horse-power. From (6) and (7) ; delivers to (9). 

9. Richardson automatic weighing scales with a capacity of 40 tons per 
hour. From (8); deliver to (10). 

10. Bin for mill feed, 20 feet long by 18 feet wide by 16 feet deep, with a 
capacity of 150 tons, and a bottom sloping at 20°. From (9) ; delivers, via 
belt-driven plunger feeder, to (11). 

11. Automatic sampler. A sample is cut out from the whole stream of 
ore every 15 minutes and this amounts to about 1,500 pounds of ore per 24 
hours. From (10); delivers sample to assayer and rejects to (12). 

12. Belted coarse-crushing rolls, 14 X 36 inches, making 110 revolutions 
per minute, and crushing to 0.185-inch cubes with a capacity of 600 tons per 
24 hours. The Midvale steel shells are 5 inches thick and last while crushing 
80,000 tons. Require 15 horse-power. Water is introduced here. From (11); 
deliver crushed ore to (13). 

13. Cylindrical trommel, with a 3-mesh, 9-wire screen, making 20 revolu- 
tions per minute. The screens last from 1 to 3 months. From (12) ; delivers 
oversize to (14) and undersize to (18). 

14. Finishing rolls, 14 X 36 inches, making 110 revolutions per minute and 
crushing to 0.323-inch cubes with a capacity of 600 tons of ore per 24 hours. 
The Midvale steel shells are 5 inches thick and last while crushing 20,000 tons 
of ore and the necessary returns. Require 15 horse-power. From (13) and 
(17'): deliver crushed ore to (15). 
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15. Cylindrical trommel with details as in (13). From (14); delivers over- 
size to (16) and undersize^ to (18). 

16. Conical trommel with a 2-mesh, 7-wire screen and other details as in 
(13). From (15); delivers oversize to (17) and undersize to (22). 

17. Eight-inch belt elevator. From (16); delivers to (14). 

18. Cylindrical trommel with a 4-mesh, 11-wire screen and other details 
as in Q3). From (13) and (15) ; delivers oversize to (23) and undersize to (19). 

19. Cylindrical trommel with a 6-mesh, 14-wire screen and other details 
as in (13). From (IS); delivers oversize to (24) and undersize to (20). 

20. Cylindrical trommel with an 8-mesh, 16-wire screen and other details 
as in (13). From (19); delivers oversize to (25) and undersize to (21). 

21. Sherman settling-tank, 2 feet in diameter by 3 feet deep. From (20) ; 
delivers spigot to (26) and overflow to (36). 

22. Two 2-compartment Harz jigs with sieves, 24 X 36 inches, having 4 
meshes to the inch. The plungers make 125 1.5 to 2-inch strokes per minute. 
Each requires 4 horse-power. From (16); deliver concentrates from side dis- 
charges and hutches to (42) and tailings to (27). 

23. Two 2-compartment Harz jigs with sieves, 24 X 36 inches, having 6 
meshes to the inch. The plungers make 180 1-inch strokes per minute. Each 
requires 4 horse-power. From (18) ; deliver concentrates from side discharges 
and hutches to (42) and tailings to (27). 

24. Two 2-compartment Harz jigs with sieves, 24 X 36 inches, having 4 
meshes to the inch. The plungers make 225 0.75-inch strokes per minute. 
Each requires 4 horse-power. From (19); deliver concentrates from hutches 
to (42) and tailings to (43). 

25. Two 2-compartment Harz jigs with sieves, 24 X 36 inches, having 4 
meshes to the inch. The plungers make 275 0.5-inch strokes per minute. Each 
requires 4 horse-power. From (20) ; deliver concentrates from hutches to (42) 
and tailings to (43). 

26. Two 2-compartment Harz jigs with sieves, 24 X 36 inches, having 6 
meshes to the inch. The plungers make 325 0.375-inch strokes per minute. 
Each requires 4 horse-power. From (21) ; deliver concentrates from hutches 
to (42) and tailings to (31). 

27. Fourteen-inch elevator with an 8-ply rubber belt having a speed of 
450 feet per minute, a life of 6 months, and 6 X 14-inch buckets of No. 8 pressed 
steel, set 15 inches apart, elevating 600 tons of ore per 24 hours with the neces- 
sary water, 45 feet, and having a life of 6 months. Requires 6 horse-power. 
From (22) and (23) ; delivers to (28) . 

28. Dewatering screen with 6 meshes to the inch. From (27); delivers 
oversize to (29) and undersize* to (30). 

29. Bin, 5 X 8 X 10 feet, with a capacity of 15 tons. From (28) ; delivers, 
via plunger feeder, to (30).^ 

30. Three Sherman re-grinders making 90 revolutions per minute and crush- 
ing from 75 to 100 tons of ore through a 4-mesh, 9-wire screen per 24 hours with 
a consumption of 20 horse-power each. Life of Midvale or Latrobe die rings 
and roller shells, about 20 days. The Sherman mill is an improved type of 
the Huntington. The stem to the muller rotates in an oil bath entirely pro- 
tected from grit and dust. The stems extend above the yokes and are con- 
nected with turn buckles and tension springs whereby the mullers are held tight 
against the die ring. This causes the mullers to wear smooth and round. 
Frpm (28) and (29); deliver pulp to (31). 

31. Two Sherman separating and distributing tanks, 3 feet in diameter 
by 3 feet deep. From (26) and (30) ; deliver spigots to (32) and overflows to 
(36). 
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32. Six Wilfley tables making 240 l-inch throws per minute and requiring 
1 horse-power each. Each hanffles about 25 tons per 24 hours. From (31); 
deliver concentrates to (42), middlings to (33), tailings to (35), and backwater 
to (36). 

33. Three Wilfley tables with details as in (32). From (32); deliver con- 
centrates to (42), middlings to (34), tailings and backwater to (35). 

34. Two Wilfley tables with details as in (32). From (33); deliver concen- 
trates to (42), tailings and backwater to (35). 

35. Dewatering screen with 8 meshes to the inch. From (32), (33), and 
(34); delivers oversize to (57) and undersize to (51). 

36. Five Sherman classifiers, 4, 6, 8, 10, and 12 feet in diameter respec- 
tively, and all 12 feet deep, arranged like one 5-spigot classifier. Each consists 
of an outside cylinder with conical bottom. Inside of this is a steel cylinder 
whose sectional area is just one-half that of the annular space. The inside 
cylinder does not extend to the bottom of the tank. The pulp is admitted to 
the inner cylinder and passes down through a screen and up through the annu- 
lar space, overflowing to a circular launder about the tank. This discharges to 
a similar tank which has twice the area of the preceding one. From (21), (31), 
(32), (37), and (38); deliver the first three spigots to (3^7), the last 2 spigots to 
(38), and the overflow to (39). 

37. Three Wilfley tables with details as in (32). From (36); deliver con- 
centrates to (42), middlings and backwater to (36), and tailings to (43). 

38. Two Wilfley slimers with details as in (41). From (36); deliver con- 
centrates to (42), middlings to (36), and tailings to (43). 

39. Long settling tank. From (36); delivers spigot to (41) and overflow 
to (40). 

40. Storage water-tank. From (39) ; delivers water to mill system. 

41. Two Wilfley slimers making 220 throws per minute and requiring 0.5 
horse-power each. From (39); deliver concentrates to (42) and tailings to 

(43) . 

42. Mine cars. From (22), (23), (24), (25), (26), (32), (33), (34), (37), 
(38), and (41); deliver coarse concentrates to the smelter. 

43. Tailings launder. From (24), (25), (37), (38), and (41); delivers to 

(44) . 

Tailings Plant. 

44. Sherman settling-tank, 6 feet in diameter by 6 feet deep. From (43) ; 
delivers spigot to (45) and overflow to (51). 

45. Fourteen-inch elevator with details as in (27). From (44) ; delivers to 
(46). 

46. Dewatering screen with 8 meshes to the inch. From (45); delivers 
oversize to (49) and undersize to (47). 

47. Sherman settling tank, 1 X 2 X 2.5 feet. From (46) ; delivers spigot 
to (48) and overflow to (51). 

48. One 2-compartment Harz jig with wire-cloth sieves, 24 X 36 inches, 
having 8 meshes to the inch. Requires 4 horse-power. From (47); delivers 
concentrates from hutches to (64) and tailings to (57). 

49. Bin of 50 tons capacity. From (46); delivers to (50). 

50. One 5-foot Sherman re-grinder with details as in (30), except that the 
screen has 8 meshes to the inch. From (49) ; delivers pulp to (51) . 

51. Six Sherman classifiers, 3, 4.5, 5.5, 7.5, 10.5, and 14 feet in diameter 
and all 12 feet deep, arranged like one 6-spigot classifier. Other details as in 
(36). From (35), (44), (47), (50), (52), (53), (55), and (61); deliver the first 
3 spigots to (52), the last 3 spigots to (53), and the overflow to (54). 
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52. Three Overstrom tables with details as in (32). From (51); deliver 
concentrates to (64), middlings and backwater to (51), and tailings to (57). 

53. Three Wilfley slimers with details as in (41). From (51); deliver con- 
centrates to (64), middlings and backwater to (51), and tailings to (57). 

54. Eighteen small settling tanks, 6 feet in diameter by 6 feet deep. From 
(51); deliver spigots to (55) and overflows to (56). 

55. One Wilfley slimer with details as in (41). From (54); delivers concen- 
trates to (64), middlings to (51), and tailings to (57). 

56. Storage tank for table wash water. From (54); delivers overflow to 
(63). 

57. Tailings launder. From (35), (4S), (52), (53), and (55); delivers to 
(58). 

58. One settling tank. From (57) ; delivers spigots to dump and overflow 
to (59). 

59. One settling tank. From (58) and (62) ; delivers spigot to (60) and over- 
flow to (61). 

60. Dewatering screen with 80 meshes to the inch. From (59); delivers 
oversize to dump and undersize to (62). 

61. Two settling tanks. From (59); deliver spigots to (62) and overflows 
to (51). 

62. Four Wilfley slimers with details as in (41). From (60), (61), and 
(63); deliver concentrates to (64), middlings to (59), and tailings to dump. 

63. One settling tank for the finest slimes. From (56) ; delivers spigot to 
(62) and overflow as wash water for the tables. 

64. Mine cars. From (48), (52), (53), (55), and (62); deliver fine concen- 
trates to the smelter. 

The concentration is about 7 to 1 and the concentrates average about 30% 
in lead, 15% in zinc, 6 to 7% in iron, 14% in silica, and 50 ounces in silver 
per ton. The tailings carry about 0,2% in lead (wet), 2% in zinc, and from 2 
to 3 ounces in silver per ton. The saving effected is 95% of the lead, 50% of the 
zinc, and from 75 to 80% of the silver. 

The method of keeping samples and assays is unusual. Fire assays are 
made from daily samples of the ore. A weekly sample is made up by weighing 
out from each daily sample the proportion represented by that day in the 
weekly run. These weekly samples are assayed by the wet method. In like 
manner a monthly and yearly sample is obtained and assayed. 

Labor and Wages. 

This mill, when running at full capacity, operates three 8-hour shifts per day, 
7 days a week. Twenty men are employed per shift. Wages are |3 per shift 
with the exception of repair men who get $3.50. 

Power and Water. 

It takes about 300 horse-power to run the plant. Steam is supplied from 
the mine boilers to a 500 horse-power Hamilton simple Corliss engine, 24 X 48 
inches, which furnishes all the power for the mill as well as the necessary power 
for lighting both the mine and the mill. This amount of power will also pro- 
vide for future increases such as the erection of a zinc mill which it is the inten- 
tion of the company to build in the near future. 

Water comes through a pipe line from lakes situated 1,000 feet above and 
about 3 miles south of the mill. The mill discharges no more water than is 
absolutely necessary to wash away the tailings. When treating ore at the rate 
of 400 tons per 24 hours it discharges only 40 gallons of water per minute with 
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the tailings, although about 350 gallons per minute are flowing through the 
system. 

Some of the characteristic features of this mill are as follows: 

1. The small amount of water used. 

2. The re-treatment of the tailings before sending them to the dump. 

3. The method of classification. 

4. The treatment of the middlings. 

§ 1465. Mill No. 133. Ivanhoe Mill of the Minnesota Silver Com- 
pany, Limited, Sandon, British Columbia. — This mill was built in 1900 at 
a cost of $50,000, and is situated on the Canadian Pacific Railroad about 0.25 
mile from Sandon.^ It is well arranged, well lighted, modern in its equipment, 
and has a capacity of about 150 tons per 24 hours. It is operated with water 
power through the agency of a 6-foot Pelton wheel, and the cost of milling is 
about 57 cents per ton. A silver-lead ore has been mined since 1893 and dur- 
ing the past 4 years zinc has also been removed. The problem is to separate 
the galena with its silver values from sphalerite, and to separate and save as 
much as possible of both, from the gangue which is probably slate and siderite. 

The ore comes from the mine, via wire rope tramway 8,400 feet long, at a 
cost of 12 cents per ton, and is delivered to (1). 

1. Tramway ore-bin of 200 tons capacity. From mine, via tramway; de- 
livers to (2) . 

2. Grizzly with 1-inch spaces. From (1) ; delivers oversize to (3) and under- 
size to (4). 

3. Breaker, 10 X 20 inches, set to break to 1 inch. From (2) ; delivers 
crushed ore to (4). ^ 

4. Robins picking belt having a conveying length of 45 feet. The ore is 
not washed, but should be. From (2) and (3); delivers clean galena to (34), 
clean sphalerite to (35), and milling ore to (5). 

5. Mill ore-bins. From (4); deliver, via automatic feeder, to (6). 

6. Automatic sampler. From (5); delivers sample to (7) and reject to (8). 

7. Sample bin. From (6) ; delivers to bucking room. 

8. Coarse rolls, 14 X 30 inches, set to crush to 1 inch. From (6) ; deliver 
crushed ore to (9). 

9. Elevator. From (8), (12), and (13); delivers to (10). 

10. One 2-section trommel, 3X7 feet, with 16 and 20-millimeter holes. 
From (9); delivers material through 16 millimeters to (15), material on 16 and 
through 20 millimeters to (11), and oversize from the 20-millimeter screen to 
(14). 

11. One 3-compartment jig. From (10), fed with 20 to 16-millimeter 
stuff; delivers first discharge to (32), second and third discharges to (12), the 
3 hutch products to (13), and the tailings, via launder, to dump. 

12. Intermediate rolls, 14 X 30 inches, crushing to 0.625 inch. From (11), 
(14), (16), and (18); deliver crushed ore to (9). 

13. High-speed fine rolls, 6 X 42 inches. From (11), (16), (18), (20), 
(22), (24), and (25); deliver crushed ore to (9). 

14. One 1-compartment roughing jig. From (10), fed with 25.4 to 20- 
millimeter stuff; delivers discharge to (32), hutch and tailings products to (12). 

15. One 2-section trommel, 3X7 feet, with 10-millimeter holes. From 
(10) ; delivers oversize to (16) and undersize to (17). 

16. One 4-compartment jig. From (15), fed with 16 to 10-millimeter stuff; 
delivers first discharge to (32), second and fourth discharges to (12), third dis- 
charge to (33), four hutch products to (13), and tailings, via laxmder, to dump. 

17. One 2-section trommel, 3X7 feet, with 6-millimeter holes. From 
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18. One 4-compartment jig. From (17), fed with 10 to 6-millimeter stuff; 
delivers first discharge to (32), second and fourth discharges to (12), third 
discharge to (33), 4 hutch products to (13), and tailings via launder, to dump. 

19. One 2-section trommel, 3X7 feet, with 4-millimeter holes. From 
(17); delivers oversize to (20) and undersize to (21). 

20. One 4-compartment jig. From (19), fed with 6 to 4-millimeter stuff; 
delivers first and second discharges and first hutch product to (32) , third dis- 
charge to (33), fourth discharge and last 3 hutch products to (13), and tailings, 
via launder, to dump. 

21. One 2-section trommel, 3X7 feet, with 2.5 millimeter holes. From 
(19); delivers oversize to (22) and undersize to (23). 

22. One 4-compartment jig. From (21), fed with 4 to 2.5-millimeter stuff; 
delivers first discharge and hutch product to (32), second and fourth discharges 
and last three hutches to (13), third discharge to (33), and tailings, via launder, 
to dump. 

23. One 2-spigot classifier. From (21); delivers first spigot to (24), second 
spigot to (25), and overflow to (26). 

24. One 4-compartment jig. From (23); delivers first discharge and hutch 
product to (32), third discharge and hutch product to (33), fourth discharge 
and second and fourth hutch products to (13), and tailings, via launder, to 
dump. 

25. One 4-compartment jig. From (23); delivers first hutch product to 
(32), second hutch and fourth discharge products to (13), last two hutch prod- 
ucts to (33), and tailings, via launder, to dump. 

26. V-shaped settler with 2 spigots. From (23) ; delivers each spigot to 
one table in (27) and the overflow to (28). 

27. Two Wilfley tables. From (26); deliver concentrates to (32), middlings 
to (33) and tailings to (30). 

28. Two V-shaped settlers with 6 spigots. Each 70 feet long. From (26) ; 
deliver each spigot to one table in (29) and overflows to (30). 

29. Six Wilfley tables. From (28), (30), and (31); deliver concentrates 
to (32), middlings to (33), and tailings to (30). 

30. Settling tank. From (27), (28), and (29); delivers slimes to last table 
in (29) and overflow to (31). 

31. Settling tank. From (30); delivers slimes to last table in (29) and 
overflow, via launder, to waste. 

32. Lead-concentrates bins. From (11), (14), (16), (18), (20), (22), (24), 
(25) , (27) , and (29) ; deliver, via railroad cars, to smelter. 

33. Zinc-concentrates bins. From (16), (18), (20), (22), (24), (25), (27), 
and (29) ; deliver, via railroad cars, to smelter. 

34. Clean coarse-galena bin. From (4); delivers, via railroad cars, to 
smelter. 

35. Clean coarse-sphalerite bin. From (4); delivers, via railroad cars, to 
smelter. 

§ 1466. Mill No. 134. Monitor Mill op the Monitor & Ajax Fraction, 
Limited. Roseberry, British Columbia. — This mill is situated on the 
Canadian Pacific Railroad at Brockman, near Roseberry, on the shore of Slocan 
Lake.^ It was built in 1905 on a level site, is well constructed, and can handle 
about 100 tons per 24 hours. Treats galena-sphalerite ores from the Monitor 
mine at Three Forks, about 8 miles distant, and other concentrating ores which 
are bought by the company. 

The problem is to separate silver-bearing galena from the sphalerite and to 
separate and save as much as possible of both from the gangue which is prob- 
ablv slate and siderite. 
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All the ores come from the mines in railroad cars and are delivered, via 
shovel and chute, to (1). 

1. Hadfield all-steel Blake breaker. From ears; delivers crushed ore, with- 
out washing, to (2) . 

2. Picking belt. From (1); delivers clean galena to (42), clean sphalerite 
to (43), and the remainder to (3). 

3. Gates breaker. From (2); delivers crushed ore to (4). 

4. Elevator. From (3); delivers to (5). 

5. Snyder sampler. From (4); delivers sample to (6) and reject to (8). 

6. Sample grinder. From (5) ; delivers directly and constantly to (7) . 

7. Jones sampler. From (6); delivers sample to assayer and reject to (8). 

8. Mill ore-bin. From (5) and (7); delivers to (9). 

9. Hadfield coarse rolls, 14 X 24 inches. From (8) ; deliver crushed ore 
to (10). Operated by 2 driving pulleys, 8 X 36 inches, with a flange next to 
the roll. Belts and pulleys are too small for coarse crushing and incapable of 
transmitting the power necessary to crush rough ore to the full capacity of such 
rolls, and such small wheels cannot, of course, contain the momentum that is 
required when coarse ore or uncrushed material enters the rolls. 

10. Elevator. From (9) and (13); delivers to (11). 

11. Trommel with 12-millimeter holes. From (10); delivers oversize to 
(12) and undersize to (14). 

12. One 4-compartment jig. From (11) ; delivers 4 hutch products and the 
first and fourth discharges to (13), second and third discharges to (44), and 
tailings to dump. 

13. Hadfield fine rolls, 14 X 24 inches. From (12), (15), (17), (21), (23), 
and (25); deliver crushed middlings to (10). Details like (9). Capacity too 
small and there should be at least two other sets for the same purpose. 

14. Trommel with 8-millimeter holes. From (11); delivers oversize to (15) 
and undersize to (16). 

15. One 4-compartment jig. From (14), fed with 12 to 8-millimeter stuff; 
delivers first and second discharges to (44), third and fourth discharges and 4 
hutch products to (13), and tailings to tailings dump. 

16. Trommel with 3-millimeter holes. From (14) ; delivers oversize to (17) 
and undersize to (18). 

17. One 4-compartment jig. From (16), fed with 8 to 4-millimeter stuff; 
delivers first and second discharges and first hutch product to (44) ; third and 
fourth discharges and second, third, and fourth hutch products to (13) ; and 
tailings to tailings dump. 

18. Trommel with 2-millimeter holes. From (16) ; delivers oversize to (19) 
and undersize to (20). 

19. One 4-compartment jig. From (18), fed with 4 to 2-millimeter stuff; 
delivers first discharge and the first and second hutch products to (44), third 
discharge and the third and fourth hrJtch products to (45) . 

20. Culver classifier. From (18); delivers spigot to (21) and overflow to 

( 22 ). 

21. One 4-compartment jig. From (20); delivers the first and second dis- 
charges and hutch products to (44) and the fourth discharge to (13). 

22. Culver classifier. From (20); delivers spigot to (23) and overflow to 
(24). 

23. One 4-compartment jig. From (22); delivers the first and second 
hutch products to (44) and the fourth discharge to (13). 

24. Culver classifier. From (22); delivers spigot to (25) and overflow to 
(26). 
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to (44), the second and fourth hutch products to (13), and the third hutch 
product to (45). 

26. V-shaped settling tank, 60 feet long by 2 feet wide at the smaller end 
and 10 feet wide at the larger end, making sixteen products. From (24); de- 
livers to (27), (28), (29), (30), and (31). 

27. Four Liihrig-type tables. From (26); deliver lead concentrates to (40), 
middlings to (32), and tailings to tailings dump. 

28. Two Luhrig-type tables. From (26) ; deliver lead concentrates to (40) , 
middlings to (33) , and tailings to tailings dump. 

29. Two Liihrig-type tables. From (26); deliver lead concentrates to (40), 
middlings to (34), and tailings to tailings dump. 

30. One Liihrig-type table. From (26) ; delivers lead concentrates to (40) 
and tailings product to (35). 

31. One Liihrig-type table. From (26); delivers tailings product to (35). 

32. Two Liihrig-type tables. From (27); deliver leady-zinc concentrates 
to (35) and zinc concentrates to (41). 

33. One Liihrig-type table. From (28) ; delivers leady-zinc concentrates to 
(35), zinc concentrates to (41), and tailings to tailings dump. 

34. One Liihrig-type table. From (29); delivers zinc product to (41) and 
tailings to tailings dump. 

35. Elevator. From (30), (31), (32), (33), (37), and (39); delivers to (36). 

36. Settler with 4 spigots. From (35); delivers first spigot to (37), second 
and third spigots to (38), fourth spigot to (39), and overflow to waste. 

37. One Liihrig-type table. From (36); delivers lead concentrates to (40), 
leady-zinc concentrates to (35), zinc concentrates to (41), and tailings to tail- 
ings dump. 

38. Two Liihrig-type tables. From (36) ; deliver lead concentrates to (40) 
and tailings to tailings dump. 

39. One Liihrig-type table. From (36); delivers lead concentrates to (40), 
leady-zinc concentrates to (35), zinc concentrates to (41), and tailings to tail- 
ings dump. 

40. Elevator. From (27), (28), (29), (30), (37), (38), and (39); delivers to 
(44). 

41. Elevator. From (32), (33), (34), (37), and (39); delivers to (46). 

42. Clean-galena bin. From (2) ; delivers, via cars, to smelter. 

43. Clean-sphalerite bin. From (2) ; delivers, via cars, to smelter. 

44. Lead concentrator. From (12), (15), (17), (19), (21), (23), (25), and 
(40) ; delivers lead concentrates, via cars, to smelter. 

45. Zinc concentrator. From (19) and (25); delivers zinc concentrates, 
via cars, to smelter. 

46. Zinc concentrator. From (41), delivers zinc concentrates, via cars, to 
smelter. 

In connection with the mill there is a well-arranged assay oSice; but the 
automatic samples made by the Snyder sampler in the mill, and the cutting 
down of the same, cannot be relied upon as correct, for the methods used in 
getting them are faulty. 

The Liihrig tables are new in this country and may cause a big problem for 
this mill to solve. They have neither spring, bump, nor any sort of percussion. 


Power and Water, 

The concentrating machinery is operated by a 5-foot Pelton wheel located 
on the screen floor, and the discharge furnishes the wash water for the jigs and 
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A 2-foot Pelton wheel is located on the lower vanner floor to operate a 
dynamo for lighting purposes, and also to furnish the magnet-exciting current 
for a magnetic separating plant which the company proposes to erect in the near 
future. 

§ 1467. Mill No. 135. The Magnetic Separation Plant op the Central 
Mine, Broken Hill, New South Wales, Australia. — This plant is handling 
the tailings from the old wet mill of the Central mine.^^® The tailings contain 
approximately 7 ounces of silver per ton, 5% of lead as galena, and 19% of 
zinc, the latter as sphalerite. During 1907, the plant treated 88,000 tons of 
tailings, producing 23,000 tons of concentrates which assayed about 10 ounces 
of silver per ton, 8% lead, and 39% zinc. The gangue is largely rhodonite with 
quartz and a little rhodochrosite. 

Ore from the dump is shoveled to (1). 

1. A horizontal belt conveyor. From the dump; delivers to (2). This 
conveyor is laid along the toe of the dump from which tailings are to be taken, 
and is so constructed as to be free to turn about a pivot at the delivery end 
of the conveyor framework. Thus the whole frame, carrying the 200 feet of 
conveyor, is free to traverse a complete circle in azimuth, but for the obstruc- 
tion offered by the dump. A hopper is mounted on the conveyor frame and 
can be placed at any required position along the conveyor. The tailings are 
shoveled directly into the hopper. When about 5 feet of the dump has been 
removed along the whole length of the conveyor, the framework is moved in 
towards the dump, turning about the delivery end as before mentioned. When 
in the required position, shoveling is resumed, or, if necessary, the feed may 
be maintained while the position of the belt is gradually altered. 

2. Fixed inclined conveying belt. From (1); delivers to (3). 

3. Feed hopper.^ From (2); delivers to (4). 

4. Revolving cylindrical drier, 35 feet long, 4 feet in diameter, and set at 
an angle of 6.5°. From (3); delivers hot ore to (5) and moisture and gases, 
via stack, to atmosphere. The drier is provided with longitudinal internal 
ribs which elevate the ore and drop the same repeatedly through the heated 
air as the ore gravitates towards the lower end of the cylinder. At the upper 
end of the drier, where the ore enters, is the stack that carries off the furnace 
gases, laden with moisture evaporated from the ore. At the lower end of the 
drier is a furnace discharging its hot gases, through a short wrought-iron box, 
into the drier cylinder. It will be noted that the heated air and furnace gases 
traverse the drier in an opposite direction to the ore. Two or 3% of water is 
eliminated from the ore. 

5. Push conveyor. From (4); delivers to (6). 

6. Elevator.^ From (5) and (8) ; delivers to (7) . 

7. Three cylindrical trommels with wire-cloth screens having 2.5-millimeter 
openings. From (6) ; deliver oversize to (8) , undersize to (9) , and dust to (28) . 

8. Thirty-inch Cornish rolls. From (7); deliver crushed ore to (6). 

9. Elevator. From (7); delivers to (10). 

10. Four wind separators. From (9) ; deliver dust to (28) , very fine material 
— approximately from 0.08 millimeter to dust — to (12) , and coarser material 
to (11). 

11. Eight cylindrical trommels with wire cloth screens having 0.75-milli- 
meter openings. From (10); deliver oversize to (15) and undersize to (14). 

12. Dust separator. From (10); delivers fine ore to (13) and dust to (28). 

13. Belt conveyor. From (12); delivers to (16). 

14. Belt conveyor. From (11); delivers to (17). 

15. Belt conveyor. From (11); delivers to (18). 

16. Fines storage bin. From (13): delivers to (19). 
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17. Medium-ore storage bin. From (14); delivers to (21). 

18. Coarse-ore storage bin. From (15); delivers to (23). 

19. Four Mechernich magnetic separators. From (16) ; deliver^ highly 

magnetic rhodonite to (26), slightly magnetic sphalerite to (25), and tailings to 

( 20 ). 

20. Two Mechernich magnetic separators. From (19); deliver highly 

magnetic rhodonite to (26), slightly magnetic sphalerite to (25), and tailings 
to (27). 

21. Eight Mechernich ma^etic separators. From (17); deliver highly 
magnetic rhodonite to (26), slightly magnetic sphalerite to (25), and tailings 
to (22). 

22. Four Mechernich magnetic separators. From (21); deliver highly 

magnetic rhodonite to (26), slightlv magnetic sphalerite to (25), and tailings 
to (27). 

23. Five Mechernich magnetic separators. From (IS); deliver highly 

magnetic rhodonite to (26), slightly magnetic sphalerite to (25), and tailings 
to (24). 

24. Three Mechernich magnetic separators. From (23); deliver highly 
magnetic rhodonite to (26), slightly magnetic sphalerite to (25), and tailings 
to (27). 

25. Belt conveyor. From (19), (20), (21), (22), (23), and (24); delivers to 
(38). 

26. Belt conveyor. From (19), (20), (21), (22), (23), and (24); delivers, via 
hopper and tramway, to waste dump. 

27. Belt conveyor. From (19), (20), (21), (22), (23), and (24); delivers, via 
feed hopper, to (35). 

28. One 6-foot dust exhaust fan. From (7), (10), and (12); delivers to 

(29)- 

29. Dust settler consisting of a wooden tower with suitable baflEle plates. 
The dust current rises through a constant shower of water. From (28 J and 
water from (32); delivers dust slime to (34) and water to (30). 

30. Settling tank. From (29) and (33) ; delivers water to (31) and settlings, 
periodically, to (34). 

31. Sump. From (30); delivers, via a 4-inch centrifugal pump, to (32). 

32. Water tank. From (31) ; delivers to (29) and overflow water to (33). 

33. Water-storage tank. From (32); delivers to (30). 

34. Elevator. From (29), (30), (36), and (37); delivers to (35). 

35. Two hydraulic classifiers. From (27) and (34) ; deliver spigots to (36) 
and overflows to (37). 

36. Two 5-compartment jigs. From (35); deliver first hutches of galena 
to (40), second and third hutches of sphalerite to (41), the fourth hutches to 
(34), and the fifth hutches and overflows to waste. 

^ 37. Wilfley table. From (35); delivers galena concentrates to (40), sphal- 
erite concentrates to (41), middlings to (34), and tailings to dump. 

38. Elevator. From (25) ; delivers to (39) . 

39. Shipping bins for dry sphalerite concentrates. From (38) ; deliver, via 
cars, to smelter. 

40. Shipping bin for galena concentrates. From (36) and (37) ; delivers, 
via cars, to smelter. 

41. Shipping bins for wet sphalerite. From (36) and (37); deliver, via 
cars, to smelter. 

The concentrates represent 37% of the total weight treated. 

The magnetic separators are of the latest design Mechernich type, (see § 1322) 
with motor armature revolvinsr horizontaUv between the noles of a. strono* mair- 
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net. The pole^ distance is easily adjusted. Controlling rheostats in field and 
armature circuits admit of a large variation in intensity of field or speed of 
armature to suit the nature of the ore under treatment. The construction of 
the armature differs slightly in the different groups of machines. The success 
of the magnetic separation depends largely upon good sizing and regular feed. 
To secure the latter each feed hopper receives an intermittent motion by 
means of a pulsatory dynamo supplying current to electro-magnets. The result- 
ing vibrating motion imparted to the hopper causes a very regular thin stream 
of ore to pass beneath the armatures of the separators. 

All machinery in this plant is driven by various electric motors receiving 
current from the central power station. 

§ 1468. Mill No. 136. Mill op the Frisco Mining Company, Limited, 
Gem, Idaho.® — The plant has a capacity of 400 tons per 24 hours.®^ The ore 
consists of galena and sphalerite disseminated throughout a quartzite gangue. 
The ore also contains some magnetite which is associated, more or less inti- 
mately, with the galena, rendering certain portions of the latter magnetic. 
The mill is designed to make both galena and sphalerite concentrates which, 
with the magnetite, are the economic minerals. 

Ore from the mine goes to (1). 

1. Grizzly, 28 X 60 inches, with 1.5-inch spaces between the bars and a 
slope of 18.5°. From the mine; delivers oversize to (2) and undersize to (3). 

2. Two Blake breakers, one having a 10 X 20-inch and the other a 9 X 15- 
inch jaw opening and each making 250 thrusts per minute. Cast-iron jaw 
plates used. From (1); deliver crushed ore to (4). 

3. Twenty-inch elevator with a belt having a speed of approximately 300 
feet per minute and malleable-iron buckets, 7 X 12 inches, set 20 inches apart. 
From (1); delivers to (5). 

4. Twenty-inch elevator with details as in (3). From (2); delivers to (5). 

5. Twenty-inch picking belt having a speed of 50 feet per minute. From 
(3) and (4) ; delivers hand-picked high-grade ore to 5 different pockets (Nos. 
1, 2, and 3 for lead ore and Nos. 4 and 5 for zinc ore), from which it goes, via 
railroad cars, to smelter, and milling ore to (6). 

6. Two Vezin automatic samplers, the first delivering 10% of the total ore to 
the second which, in turn, cuts out 10% and delivers 1% of the ore from (5) to 
be quartered by hand, the sample going to the assayer and all rejects to (7). 

7. Wooden ore-bin, 8 X 11 X 22 feet, having a capacity of 125 tons. From 
(6); delivers to (8). 

8. Fraser and Chalmers rolls, 16 X 30 inches, making 60 revolutions per 
minute. Use cast-iron shells. From (7) ; deliver crushed ore to (9) . 

9. Four Dings magnetic separators run wet with 18-inch feed belts. From 
(8); deliver magnetic product to (10) and non-magnetic product to (13). 

10. Six 3-compartment jigs with plungers making 175 strokes per minute. 
From (9) and (13); deliver galena concentrates to bin and thence to smelter, 
middlings to (11), and tailings to dump. 

11. Twenty-inch elevator with details as in (3). From (10); delivers to 

( 12 ). 

12. E. P. Allis rolls, 14 X 36 inches, making 72 revolutions per minute. 
Use cast-iron shells. From (11); deliver crushed ore to (13). 

13. Two trommels, 3X9 feet, divided into 3 screening sections each $ 
feet long, having slopes of 1.25 inches to the foot, and making 13 revolutions 
per minute. The first and second sections have 10-millimeter and the third 
sections have 15-millimeter round punched holes. From (9) and (12) ; deliver 
10 to 0-millimeter stuff to (14), 15 to 10-millimeter stuff and larger than 15- 
millimeter stuff to (lOL 
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14. Two trommels, 3X9 feet, divided into three screening sections each 
3 feet long, having slopes of 1.25 inches to the foot and making 13 revolutions 
per minute. The first sections have 3.5-millimeter, the second sections have 
5-millimeter, and the third sections have 7-millimeter round punched holes. 
From (13) and (17) ; deliver 3.5 to 0-millimeter stuff to (IS) ; 5 to 3.5-millimeter, 
7 to 5-millimeter, and larger than 7-millimeter stuff to (15). 

15. Twelve 4-compartment jigs with plungers making 225 strokes per minute. 
From (14) and (18); deliver galena concentrates, from the first 2 compartments, 
running about 42% in lead and from 8 to 10% in zinc, to a bin and thence to 
smelter; lead-iron-zinc middlings, from the third compartments, via elevators, 
to a bin where they drain and are then sent to (40) ; middlings, from the fourth 
compartments, to (16) ; and tailings to waste. 

16. Twenty-inch elevator with details as in (3). From (15); delivers to 
(17). 

17. One set of Fraser and Chalmers and two sets of E. P. Allis rolls, 14 X 24 
inches, making 60 revolutions per minute. Use rolled-steel shells. From (16) ; 
deliver crushed ore to (14). 

18. Two trommels, 3X3 feet, having slopes of 1.25 inches to the foot, 
speeds of 13 revolutions per minute, and 2.5-millimeter round punched holes. 
From (14); deliver oversize to (15) and undersize to (19). 

19. Twenty-inch elevator with details as in (3). From (IS); delivers to 
(20). 

20. Double Callow traveling-belt screen with IS-mesh, 27-brass wire-cloth 
screens. From (19); delivers oversize to (24) and undersize to (21). 

21. Double Callow traveling-belt screen with 22-mesh, 27-brass wire-cloth 
screens. From (20); delivers oversize to 24 and undersize to (22). 

22. Double Callow traveling-belt screen with 30-mesh, 30-brass wire-cloth 
screens. From (21); delivers oversize to (24) and undersize to (23). 

23. Twenty-inch elevator with details as in (3). From (22) and (24); de- 
livers to (26). 

24. Ten 4-compartment jigs with plunger making 300 strokes per minute. 
From (20), (21), and (22); deliver galena concentrates, from the first 2 com- 
partments, running about 42% in lead and from 8 to 10% in zinc, to a bin and 
thence to smelter; lead-iron-zinc middlings, from the third compartments, via 
elevator, to a bin where they drain and are then sent to (40) ; middlings, from 
the fourth compartments, to (23) ; and tailings to waste. 

25. Settling tank. From (23); delivers settled sands to (26) and overflow 
to (33). 

26. Three 5-foot Huntington mills making 68 revolutions per minute and 
crushing through slotted screens having 30 holes to the inch. From (25): 
deliver pulp to (27). 

27. Double Callow traveling-belt screen with 40-mesh, 32-brass wire-cloth 
screens. From (26); delivers oversize to (30) and undersize to (28). 

28. Double Callow traveling-belt screen with 60-mesh, 36-brass wire-cloth 
screens. From (27); delivers oversize to (31) and undersize to (29). 

29. Double Callow traveling-belt screen with 80-mesh, 38-brass wire-cloth 
screens. From (28); delivers oversize to (32) and undersize to (34). 

30. Three No. 5 Wilfley tables making 260 1.25-inch throws per minute. 
From (27); deliver galena concentrates to a bin and thence to smelter, zinc 
concentrates to a bin and thence to smelter, middlings to (36), and tailings to 
waste. 

31. Three No. 5 Wilfley tables making 260 1-inch throws per minute. From • 
(28); deliver galena concentrates to a bin and thence to smelter, zinc concen- 
trates to a bin and thence to smelter, middlinffs to r36U and t.a.ilinjyq to wf^ste. 
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32. Four No. 5 Wilfley tables making 260 0.75-inch throws per minute. 
From (29); deliver galena concentrates to a bin and thence to smelter, zinc 
concentrates to a bin and thence to smelter, middlings to (36) , and tailings to 
waste. 

33. Three conical steel settling-tanks, 8 feet in diameter and 8 feet deep at 
the centers while but 3 feet deep at the rims. From (25) ; deliver spigots to 
(35) and overflows to waste. 

34. Four conical steel settling-tanks with details as in (33). From (29) 
and (33) ; deliver spigots to (35) and overflows to waste. 

35. Five Allis-Chalmcrs O-foot vanners making 180 throws per minute. 
From (34) ; deliver lead concentrates to a bin and thence to smelter and tailings 
to (38). 

36. One conical steel settling-tank with details as in (33). From (30), (31), 
and (32) ; delivers spigot to (37) and overflow to waste. 

37. Five Allis-Chalmcrs 6-foot vanners making 190 throws per minute. 
From (36) ; deliver zinc concentrates to a bin and thence to smelter and tailings 
to (38). 

38. One conical steel settling-tank with details as in (33). From (35) and 
(37) ; delivers spigot to (39) and overflow to waste. 

39. Five Allis-Chalmers 6-foot vanners making 200 throws per minute. 
From (38) ; deliver zinc concentrates to a bin and thence to smelter and tailings 
to waste. 

40. Three Dings magnetic separators treating wet ore.^ From (15) and (24) 
via feed hoppers; deliver the magnetic or low-grade k'ad-iron product, running 
about 25% in lead, 12% in zinc, and 20% in iron, to a bin and thenar to smelter; 
and the non-magrietic or zinc concentrates, running about 43% in zinc and from 
5 to 7% in lead, to a bin and thence to smelter. 

It will be noticed that after passing the roughing rolls, (8), the ore passes 
through 4 Dings magnetic separators, (9). These take out a ccu'tain percc^ntage 
of the lead which is rendered magnetic by its association with more or less iron. 
There is also a portion of the quartzite ganguc which contains some magnetite 
and this is also picked up by the magnets with the magnetic lead. This mixed 
product from (9) goes directly to a jig without sizing, wlnu'e the magnetic quart- 
zite is sloughed off and the galena is concentrated to a product assaying about 
40% lead. The portion of the galena which is non-magnetic, together with 
the sphalerite and rest of the gangue, is sized and then jigged. 

The mill operates 3 shifts per 24 hours and 7 days a weedv. There are em- 
ployed on 8-hour shifts, 3 breaker-feeder men, 3 roll men, 6 jig men, 3 table men, 
3 vanner men, 3 separator men, 1 repair man, 3 ore-loading men, and 3 shift 
bosses. 

^ § 1469. Mill No. 137. Calamink Mill, Monteponi, Sabdinia. — This 
mill handles about 240 tons in 11 hours and the ores treat(‘d consist of the 
economic minerals calamine, smithsonite, and limonit(^, with some galena, 
cerrusitc, sidorite, and sphalerite.**® The gangue is limestones and dolomite' 
with some barite. The smithsonite and galena are very eoinpact, and upon 
breaking remain largely in the coarse products while the calamiiK' and cerrusite 
arc very friable and break up into fines. The galena carries about 0.2% of 
silver but the cerrusite contains very little silver.** 

Ore from the mine cars is dumped to (1). 

1. Grizzly having 80-miIlimeter openings between the bars. From th(^ miiu'; 
delivers oversize, via hopper, to (2) and undersize, vhi hopper, to (3). 

2. Picking table. From (1) ; delivers calamine to market, mixed zinc-iron- 
lead ore to (12), limonite to market, and waste rovk to dumf). 

3. Two Ferraris waving screens each having three scret'uing sections with 
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holes 14, 20, and 30 millimeters in diameter respectively. From ^ (p ; deliver 
material on 30 millmeters to (7), material between 30 and 20 millimeters to 
(6), material between 20 and 14 millimeters to (6), and material between 14 
and 0 millimeters to (4). 

4. Two Ferraris waving screens each having three screening sections with 
holes 5, 8, and 10 millimeters in diameter respectively. From (3); deliver 
material on 10 millimeters to (6), material between 10 and 8 millimeters to (8), 
material between 8 and 5 millimeters to (8), and material between 5 and 0 milli- 
meters to (5). 

5. Two Ferraris waving screens each having two screening sections with 
holes 1.5 and 3 millimeters in diameter respectively. From (4) ; deliver material 
on 3 millimeters to (8), material between 3 and 1.5 millimeters to (8), and ma- 
terial through 1.5 millimeters to (9). 

6. Twelve 2-compartment jigs. From (3) and (4) ; deliver mixed lead and 
zinc ore to (12), calamine to market, and tailings to dump. 

7. Wire picking-belt. From (3) ; delivers rich calamine to market, ferrugi- 
nous calamine to market, poor zinc-iron middlings to (12), limonite to market, 
and waste rock to dump. 

8. Sixteen 5-compartment jigs. From (4) and (5); deliver lead-zinc mid- 
dlings to (12) , rich calamine to market, ferruginous calamine to (32) , limonite 
to market, poor iron-zinc middlings to storage, and tailings to waste. 

9. Hydraulic classifier. From (5) ; delivers spigots to (10) and overflow to 

( 11 ). . 

10. Four 5-compartment jigs. From (9) and (lOp* deliver cerrusite to 
market, lead middlings to (10), calamine to market, rich iron-zinc middlings 
to (26), poor iron-zinc middlings to storage, and tailings to waste. 

11. Six Ferraris waving tables. From (9); deliver cerrusite to market, 
calamine to market, iron-zinc middlings to (26), and tailings to waste. 

Re-crushing Department. 

12. Ferraris wet ball mill. From (2), (6), (7), and (8); delivers to (13). 
Crushes through 8 millimeters. 

13. Ferraris waving screen having three screening sections with holes 1.5, 3, 
and 5 millimeters in diameter respectively. From (12) ; delivers material on 5 
millimeters to (14) , material between 5 and 3 millimeters to (14) , material between 
3 and 1.5 millimeters to (14), and material through 1.5 millimeters to (16). 

14. Three 5-compartment jigs. From (13); deliver middlings to (15), 
calamine to market, ferruginous calamine to (32), rich iron-zinc middlings 
to (19), poor iron-zinc middlings to storage, and tailings to waste. 

15. Four-compartment jig. ^ From (14) ; delivers lead ore to market, lead- 
barite middlings to (35), calamine to market, iron-zinc middlings to (26), and 
tailings to waste. 

16. Hydraulic classifier. From (13) ; delivers spigots to (17) and overflow 
to (18). 

17. Five-compartment jig. From (16) and (17) ; delivers cerrusite to market, 
lead-zinc middlings to (17), calamine to market, ferruginous calamine to (32), 
iron-zinc middlings to (26), and tailings to waste. 

18. Two Ferraris waving tables. From (16); deliver cerrusite to market, 
calamine to market, iron-zinc middlings to (26), and tailings to waste. 

Auxiliary Middlings Department. 

19. Ferraris waving screen having two screening sections with holes 5 and 
8 millimeters in diameter respectively. From (14) ; deliver material on 8 milli- 
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meters to (20), material between 8 and 5 millimeters to (20), and material 
through 5 millimeters to (22). 

20. Four 5-compartment jigs. From (19) and (22) ; deliver lead middlings 
to (21), rich calamine to market, ferruginous calamine to (32), iron-zinc mid- 
dlings to (26) , poor middlings to storage, and tailings to waste. 

21. Four intermediate jigs run intermittently and discharged by hand- 
skimming. From (20) ; deliver cerrusite to market, lead-barite middlings to 
(35), calamine to market, poor iron-zinc middlings to (26), and tailings to waste. 

22. Ferraris waving screen having two screening sections with holes 1.5 
and 3 millimeters in diameter respectively. From (19) ; delivers material on 
3 millimeters to (20), material between 3 and 1.5 millimeters to (20), and 
material through 1.5 millimeters to (23). 

23. Hydraulic classifiers. From (22); deliver spigots to (24) and over- 
flow to (25). 

24. Two 5-compartment jigs. From (23) and (24) ; deliver cerrusite to 
market, zinc-lead middlings to (24) , calamine to market, rich iron-zinc middlings 
to (26) , poor iron-zinc middlings to storage, and tailings to waste. 

25. Three Ferraris waving tables. From (23) ; deliver cerrusite to market, 
calamine to market, iron-zinc middlings to (26), and tailings to waste. 


Magnetic Separation Department. 

26. Revolving cylindrical furnace. From (10), (11), (15), (17), (IS), (20), 
(21), (24), and (25) ; delivers to (27). 

27. Ferraris waving screen having six screening sections with holes, 0.5, 1, 

1.5, 2.5, 4.5, and 6 millimeters in diameter respectively. From (26); delivers 
each size periodically to (28). 

28. Ferraris magnetic separator. From (27) ; delivers limonite to market, 
non-magnetic tailings coarser than 2 millimeters to (29), and finer than 2 milli- 
meters to (31). 

29. Three intermediate jigs run intermittently and discharged by hand 
skimming. From (28) ; deliver limonite to market, calamine to market, mid- 
dlings to (30), and tailings to waste. 

30. Intermediate jig, run intermittently and discharged by hand skimming. 
From (29) ; delivers calamine to market, middlings to storage, and tailings to 
waste. 

31. Three 4-compartment jigs. From (28) and (31); deliver limonite to 
market, middlings to (31), rich calamine to market, ferruginous calamine to 
(32) , and tailings to waste. 

32. Revolving cylindrical furnace. From (8), (14), (17), (20), and (31); 
delivers to (33). 

33. Ferraris waving screen having seven screening sections with holes 0.5, 1, 

1.5, 2.5, 4.5, 6, and 10 millimeters in diameter respectively. From (32); de- 
livers each size periodically to (34). 

34. Ferraris magnetic separator. From (33); delivers calamine to market 
and limonite to market. 

35. Revolving furnace for decrepitating barite. From (15) and (21); de- 
livers to (36). 

36. Ferraris waving screen having six screening sections with holes 0.5, 1, 

1.5, 2.5, 4.5, and 6 millimeters in diameter respectively. From (35); deliver 
material on 6 millimeters to market, material between 4.5 and 6 millimeters 
to (38), material between 4.5 and 1 millimeter to market, material between 1 
and 0.5 millimeter to (37), and material below 0.5 millimeter to market. 

37. Three 4-comr)artment liffs. From ('SO') and ('37') : deliver lead ore to 
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market, mixed lead ore to (37), barite to market, calamine to market, and 
tailings to waste. 

38. Intermediate jig run intermittently and discharged by hand skimming. 
From (36) and (38) ; delivers lead ore to market, lead-zinc middlings to (38), 
calamine to market, and tailings to waste. 

§ 1470. Mill No. 138. Velardena Mining and Smelting Company, 
Velardena, Durango, Mexico. — This mill has a capacity of about 175 tons 
per 24 hours.^®^ The ore treated is a very heavy sulphide consisting of galena, 
sphalerite, and pyrite, all very finely interspersed. The gangue is a hard porphyry 
containing a small amount of limestone. The minerals compose nearly 90% 
of the ore which carries about 11 ounces of silver per ton. The problem is to 
save the lead, zinc, iron, and silver values. All tonnages referred to in this 
flow sheet are metric. The ore from shaft No. 6 goes via 1.5-ton tram cars; 
from shaft No. 7, via 20-ton railroad cars; and from shaft No. 8, via 30-ton 
railroad cars, to (1). 

Crushing and Sampling Plant. 

1. Two sets of weighing scales of 100 tons capacity. One used for mine 
cars and one for railroad cars. From the mine; deliver to (2). 

2. Wooden breaker-bin of 2,000 tons capacity with a flat bottom and a 
side gate discharge. From (1); delivers to (3). 

3. Blake breakp with a 10 X 20-inch jaw opening, making 240 thrusts per 
minute, and requiring 8.7 horse-power when breaking 220 tons per 24 hours 
to 1.25 inches. From (2) ; delivers crushed ore to (4) . 

4. Sixteen-inch elevator with an 8-ply rubber belt, having a speed of 348 
feet per minute, and 67 malleable-iron buckets, 6 X 6 X 15 inches, which ele- 
vate the ore 52,75 feet. When handling at the rate of 400 tons per 24 hours, 
it requires 1.5 horse-power. From (3) and (6); delivers to (5^ 

5. Trommel, 50 X 96 inches, with 1.25-inch round holes punched in steel 
plate, making 9 revolutions per minute, having a slope of 2 inches to the foot, 
and requiring 1 horse-power when handling 400 tons per 24 hours. From (4) ; 
delivers oversize to (6) and undersize to (7). 

6. Blake breaker with a 10 X 20-inch jaw opening, making 240 thrusts 
per minute, and requiring 19.8 horse-power when breaking to 1-inch cubes. 
From (5); delivers crushed ore to (4). 

7. Vezin sampler, 4.75 feet in diameter, making 20 revolutions per minute, and 
cutting out 5% of the ore. From (5); delivers sample to (8) and reject to (12). 

8. Rolls, 10 X 20 inches, making 130 revolutions per minute, and requiring 
3.9 horse-power when crushing to 4 mesh. Manganese-steel shells are used. 
From (7); deliver crushed sample to (9). 

9. Elevator having a speed of 341 feet per minute, and 59 malleable-iron 
buckets, 5.5 X 5.5 X11.5 inches, which elevate the sample 45.5 feet. From 

(8) ; delivers to (10). 

10. Vezin sampler, 2.33 feet in diameter, making 20 revolutions per minute, 
and cutting out 12.5% of the feed, or 12.5 pounds per ton of original ore. From 

(9) ; delivers sample to (11) and reject to (12). 

11. Gates No. 2 sample grinder. From (10); delivers finished sample to 
bucking-room. 

12. ^ Robins belt conveyor with a magnet suspended above it to remove 
scrap iron and steel. Seven amperes at 125 volts are used in the coils which 
are an old set of generator field coils. Periodically the magnet is swung off 
the belt, the switch opened, and the accumulated iron and steel dropped into 
a box for the purpose. From (7) and (10); delivers ore, via tripper, to (13), 
and scrap iron and steel to waste. 
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13. Wooden roll-bin with a capacity of 300 tons and a bottom having a 
45° slope. The product of this bin will average about 10.0% in lead, 25.0% 
in iron, 10.0% in zinc, 29.0% in sulphur, 3.0% in lime, 10.0% in silica, and 11.0 
ounces in silver per ton. From (12) ; delivers, via side gate and plunger feeder, 
to (14). 

Concentrating Plant 

This department is divided into two sections. Section is described 
below, but in section the scheme for rolls, trommels, classifier, jigs, and 
tables is duplicated. 

14. ^ Coarse rolls, 14 X 36 inches, making 70 revolutions per minute, and 
requiring 12 horse-power when crushing 100 tons per 24 hours to 3 mesh. Chrome- 
steel shells are used. From (13); deliver crushed ore to (15). 

15- Sixteen-inch elevator with an S-ply rubber belt, having a speed of 332 
feet per minute, and 84 malleable-iron buckets, 6 X 6 X 20 inches, which ele- 
vate the ore 66.25 feet. Requires 2.3 horse-power. From (14), and (17); de- 
livers to (16). 

16. Two trommels, 3X8 feet, with 2-millimeter round holes punched in 
steel plate, making 16 revolutions per minute under water, having slopes of 
1.375 inches to the foot, and handling 50 tons each per 24 hours. From (15) 
with 30 gallons of water per minute from (37) ; deliver oversize to (17) and under- 
size together with 30 gallons of water per minute to (IS). 

17. Two fine rolls, 14 X 30 inches, making 98 revolutions per minute, and 
requiring 11.5 horse-power when crushing with rolls set close. Chrome-steel 
shells are used. From (16); deliver crushed ore to (15). 

15. Two trommels, 3X8 feet, with diagonally slotted holes, 1.25 milli- 
meters in diameter, punched in steel plates. Make 16 revolutions per minute, 
have slopes of 1.375 inches to the foot, and handle 50 tons each per 24 hours. 
From (16) with 10 gallons of spray water and 10 gallons of wash water per 
minute from (37) ; deliver oversize together with 10 gallons of water per minute 
to (23) and undersize with 40 gallons of water per minute to (19). 

19. Two trommels, 3X8 feet, with steel wire-cloth screens having 0.75- 
millimeter openings. Make 16 revolutions per minute and have slopes of 1.375 
inches to the foot. From (IS) with 10 gallons of spray water and 10 gallons 
of wash water per minute from (37) ; deliver oversize together with 10 gallons 
of water per minute to (24) and undersize with 50 gallons of water per minute 
to (20). 

20. Richards^ vortex hydraulic classifier with three 4-inch sorting columns. 
From (19) with 22 gallons of hydrauli(? water per minute for the first spigot, 
10 gallons for the second spigot, and 5 gallons for the third spigot from (38) ; 
delivers the first spigot together with 15 gallons of water per minute to (25), 
second spigot with 7 gallons of water per minute to (26) , third spigot with 5 gal- 
lons of water per minute to (27), and overflow with 60 gallons of water per 
minute to (21). 

21. V-shaped settling tank, 44 feet long by 7 feet deep, with 3 spigots and 
no rising current. Serves both sections. From (20) ; delivers the first spigot 
together with 6 gallons of water per minute to (28) , the second spigot with 6 
gallons of water per minute to (29), the third spigot with 12 gallons of water per 
minute to (30) , and the overflow with 84 gallons of water per minute to (22) . 

22. Cylindrical redwood clarifying-tank with a peripheral overflow, 16 feet 
high by 12 feet in diameter. Serves both sections. From (21), (35), and the 
mine pump; delivers slimes to waste and 154 gallons of clear water per minute 
to (23),J24), (25), (26), (27), (28), (2^9), (31), and (32). 
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18 X 32 inches, having 2-inillimeter openings. The plungers, 18 X 32 inches, 
make 225 0.5-inch strokes per minute. Each handles 10 tons per 24 hours and 
requires 3 horse-power. From (18) with 10 gallons of hydraulic water per 
minute from (22); deliver the first hutch products, as concentrates, together 
with 2 gallons of water per minute, to (33) ; the second hutch products, as con- 
centrates, with 2 gallons of water per minute, to (33) ; the third hutch products, 
as concentrates, with 2 gallons of water per minute, to (33) ; and the tailings with 
14 gallons of water per minute to (36). 

24. Three intermediate 3-compartment Harz jigs with brass wire-cloth 
sieves, 18 X 22 inches. The plungers, 18 X 32 inches, make 240 0.375-ineh 
strokes per minute. Each handles 8 tons per 24 hours and requires 3 horse- 
power. From (19) with 18 gallons of hydraulic water per minute from (22); 
deliver the first hutch products, as concentrates, together with 3.34 gallons of 
water per minute, to (33) ; the second hutch products, as concentrates, with 
3.33 gallons of water per minute, to (33) ; the third hutch products, as con- 
centrates, with 3.33 gallons of water per minute, to (33) ; and the tailings with 
18 gallons of water per minute to (36).^ 

25. Three fine 3-compartment Harz jigs with brass wire-cloth sieves, 18 X 32 
inches, having 1.7-millimeter openings. The plungers, 18 X 32 inches, make 
250 0.3125-inch strokes per minute. Each handles 9 tons per 24 hours and 
requires 3 horse-power. From (20) with 21 gallons of hydraulic water per 
minute from (22); deliver the first hutch products, as concentrates, together 
with 7 gallons of water per minute, to (33) ; the second hutch products, as con- 
centrates, with 7 gallons of water per minute, to (33) ; the third hutch products, 
as concentrates, with 7 gallons of water per minute, to (33) ; and the tailings 
with 15 gallons of water per minute to (36). 

26. One No. 5 Wilfiey table making 245 0.75-inch throws per minute, 
handling 7 tons per 24 hours, and requiring 0.2 horse-power. From (20) with 
5 gallons of wash water per minute from (22) ; delivers concentrates together 
with 1.75 gallons of water per minute to (33), middlings with 1.25 gallons of 
water per minute to (31), tailings with 6 gallons of water per minute to (36), 
and backwater with 3 gallons of water per minute to (30) . 

27. One No. 5 Wilfiey table with details as in (26). From (20) with 5 
gallons of wash water per minute from (22); delivers concentrates together 
with 1.75 gallons of water per minute to (33), middlings with 1.25 gallons of 
water per minute to (31), tailings with 6 gallons of water per minute to (36), 
and backwater with 3 gallons of water per minute to (30) . 

28. One No. 5 Wilfiey table with details as in (26). From (21) with 6 
gallons of wash water per minute from (22); delivers concentrates together 
with 1.75 gallons of water per minute to (33), middlings with 1.25 gallons of 
water per minute to (32), tailings with 6 gallons of water per minute to (36), 
and backwater with 3 gallons of water per minute to (30). 

29. One No. 5 Wilfiey table with details as in (26). From (21) with 6 
gallons of wash water per minute from (22) , delivers concentrates together with 
1.75 gallons of water per minute to (33), middlings with 1.25 gallons of water 
per minute to (32) , tailings with 6 gallons of water per minute to (36) , and back- 
water with 3 gallons of water per minute to (30). 

30. Cylindrical redwood clarifying-tank with a peripheral overflow, a capacity 
of 44,750 gallons, 20 feet high by 20 feet in diameter. Serves both sections. 
From (21), (26), (27), (28), (29), and (33); delivers sludge together with 23 gal- 
lons of water per minute to (34) and overflow with 100 gallons of water per 
minute to (35). 

31. One No. 5 Wilfiey table with details as in (26). Serves both sections. 
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§ 1470. Mill 13S. 


OUTLINES OF MILLS. 


1745 


concentrates together with 0.5 gallon of water per minute to (33), and tailings 
with 8.5 gallons of water per minute to (36). 

32. One No. 5 Wilfiey table with details as in (26). Serves both sections. 
From (28) and (29) with 4 gallons of wash water per minute from (22) ; delivers 
concentrates together with 0.5 gallon of water per minute to (33) and tailings 
with 8.5 gallons of water per minute to (36). 

33. Two accumulators and dewaterers used alternately and serving both 
sections. Each holds a little over 1 ton and is a steel body, 3 feet long by 2 
feet high by 2 feet wide, inside dimensions, supported on trunnions with an 
overflow spout at the front side and bottom. Concentrates are run into the 
dewaterer until the body is nearly full, the water overflowing. The flow of the 
concentrates is then diverted to the other dewaterer. The first accumulator 
is drained, the catch released, and the body allowed to revolve and empty 
itself. From (23), (24), (25), (26), (27), (28), (29), (31), and (32); deliver 
concentrates together with 2 gallons of water per minute to (39) and overflow 
with 87 gallons of water per minute to (30). 

34. Five cylindrical concrete settling-tanks which serve both sections and 
overflow at the top, 3 feet high by 24 feet in diameter. From (30) ; deliver 
slimes together with 3 gallons of water per minute to waste and overflows 
with 20 gallons of water per minute to (35). 

35. One 8-inch single-stage Worthington centrifugal pump handling 1,500 
gallons per minute against a head of 140 feet. Serves both sections. Direct 
connected to a General Electric, form K, 75 horse-power, 75-ampere, 550-volt, 
25-cycle induction motor making 1,500 revolutions per minute. From (30), 
(34), and (36); delivers to (22), (37), or (38). 

36. Tailings pond. From (23), (24), (25), (26), (27), (28), (29), (31), and 
(32) ; delivers 59 gallons of water per minute to (35), 100 gallons of water per 
minute to waste, and tailings to (41). 

37. Cylindrical cypress head-tank, 14 feet high by 12 feet in diameter. 
Serves both sections. From (35) and the mine pump; delivers 70 gallons of 
water per minute to (16), (IS), and (19). 

38. Classifier water tank. Serves both sections. From (35) and the mine 
pump; delivers 37 gallons of water per minute to (20). 

39. Belt conveyor. From (33); delivers concentrates to (40). 

40. Shipping bins. From (39); deliver concentrates, via cars, to smelter. 

The jig concentrates average to run approximately 27.0% in lead, 28.0% 

in iron, 4.0% in zinc, 2.0% in silica, and 23.5 ounces in silver per ton. 

The table lead-concentrates assay about as follows: 30.0% in lead, 23.0% 
in iron, 7.0% in zinc, 2.0% in silica, and 25.6 ounces in silver per ton. 

The total recovery of silver and lead in both the wet and dry plants is ap- 
proximately 75.0%. 

Labor and Wages. 

This concentrator operates two 12-hour shifts for 7 days a week. There 
are employed on each shift 2 Americans at 8 Pesos per shift and about 12 Mexi- 
cans, of whom the roll, jig, and table men receive about 2 Pesos and the peons 
1.25 Pesos per shift. 

Power and Water. 

The crushing plant is driven by a 75 horse-power, 3-phase, 25-cycle, 550-volt 
induction motor. The concentrator is driven by a 125 horse-power non-con- 
densing E. P. Allis Corliss engine -at 89 revolutions per minute. The electrical 
energy is developed at a central station comprising four 500 horse-power Crossley 
gas-engine units operated on the Loomis-Pettibone producer gas system, and 
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Current is supplied to the adjacent motors at 550 volts but is transformed up to 
11,000 volts for transmission to the mines. The total power used for section 
is 52.5 horse-power, for sections and 92.8 horse-power, and 

for the whole mill including the crushing plant 112.0 horse-power. In the 
crushing plant, however, the maximum power required at times rises to twice 
the average power required. 

The water from the Santa Maria mine is delivered directly to the mill tanks 
by a 4-stage, 5-inch Worthington centrifugal pump, delivering 500 gallons of 
water per minute against a 500-foot head, direct connected to a 150 horse- 
power, form K, induction motor, and also by a Worthington duplex steam 
pump and Cameron Nos. 9 and 11 sinkers. 

Three hundred and sixty-eight gallons of water per minute are required or 
11.4 tons per ton of ore. Of this amount 263 gallons per minute are saved 
and re-used, or 8.1 tons per ton of ore and 105 gallons per minute are lost in 
the concentrates, tailings, and by evaporation, which has to be made up from, 
the mine water. 

Zinc Plant, 

41. Tailings stack. From (36); delivers to (42). 

42. Conveyor. From (41); delivers to (43).^ 

43. Revolving drier made of steel 5 feet in diameter by 30 feet long, having 
a slope of 0.5 inch to the foot, and making 15 revolutions per minute. Has no 
lining. Supported on rollers at four places and fired with gas in the front end. 
Regulated by dampers and drafts. From (42); delivers dry ore to (45) and 
dust to (44). 

44. Dust chamber of brick. From (43) ; delivers dust to (45) . 

45. Belt conveyor. From (43) and (44); delivers to (46). 

46. Elevator. From (45) and (48); delivers to (47). 

47. Gravity screen built somewhat after the Rowand type, being 20 feet 
long, 2 feet wide, and 2.33 feet high, inside dimensions. It has two screens, 
one having 1.25 and the other 0.75-millimeter straight punched-slot holes. Each 
screen is 18 X 24 inches and made of steel. Three-inch angle irons are used 
to break the fall from one tray to the next, there being 7 trays for the first or 
finest size and 5 for the second or intermediate size. From (46); delivers 
material larger than 1.25 millimeters to (48), material between 1.25 and 0.75 
millimeter to (49), and material smaller than 0.75 millimeter to (58). 

48. Rolls, 14 X 30 inches. From (47); deliver crushed ore to (46). 

49. Wooden hopper with a flat bottom and a capacity of 75 tons. From 
(47) ; delivers, via spout, to (50) . 

50. International magnetic separator with toothed armature, making from 
SO to 90 revolutions per minute, and using 8 amperes at 125 volts, direct cur- 
rent generated by the motor generator set at the central power plant. From 
(49); delivers magnetic product to (57) and non-magnetic product to (51). 

51. International magnetic separator with details as in (50). From (50); 
delivers magnetic product to (57) and non-magnetic product to (52). 

52. Elevator. From (51); delivers to (53). 

53. Wooden hopper with a flat bottom and a capacity of 50 tons. From 
(52): delivers, via spout, to (54). 

54. International magnetic separator with details as in (50). From (53); 
delivers magnetic product to^ (57) and non-magnetic product to (55). 

55. International magnetic separator with details as in (50). From (54); 
delivers magnetic product to (57) and non-magnetic product to (56). 

56. Wooden tailings-hopper with a flat bottom and a capacity of 100 tons. 
From (55) and (64); delivers, periodically, via spout, to (66). 
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57. Wooden coarse-zinc concentrates-hopper with a flat bottom and a ca- 
pacity of 50 tons. From (50), (51), (54), and (55); delivers, periodically, via 
spout, to (66). 

58. Wooden hopper with a flat bottom and a capacity of 75 tons. From 
(47); delivers, via spout, to (59). 

* 59. International magnetic separator with details as in (50). From (58); 
delivers magnetic product to^ (65) and non-magnetic product to (60). 

60. International magnetic separator with details as in (50). From (59); 
delivers magnetic product to (65) and non-magnetic product to (61). 

61. Elevator. From (60); delivers to (62). 

62. Wooden hopper with a flat bottom and a capacity of 50 tons. From 
(61); delivers, via spout, to (63). 

63. International magnetic separator with details as in (50). From (62); 
delivers magnetic product to (65) and non-magnetic product to (64). 

64. International magnetic separator with details as in (50). From (63); 
delivers magnetic product to (65) and non-magnetic product to (56). 

65. Wooden flne-zinc concentrates-hopper with a flat bottom and a capacity 
of 50 tons. From (59), (60), (63), and (64); delivers, periodically, via spout, 
to (66). 

66. Conveyor. From (56), (57) or (65); delivers to (67). 

67. Elevator. From (66) ; delivers to (68) . 

68. Wooden hopper with a flat bottom and a capacity of 25 tons. From 
(67); delivers, via spout, to (69). 

69. Roasting furnace, which is a brick stack about 4 feet square at the top, 
6 feet square at the bottom, inside measurements, and 41.67 feet high. The 
sides are 17.5 inches thick. The ore is admitted at the top, through a hopper, 
and falls over a splitting and dividing system which scatters it. Ascending 
the stack, while the ore is descending, are the hot gases produced by the com- 
bustion of producer gas which is burned in a small fire chamber in the front 
of the stack. The furnace is a complete success as operated at this plant and 
the stack temperature is controlled very closely by varying the quantity of 
gas and the proportion of ore. The distribution of the ore through the furnace 
is nearly perfect and the rate of feed absolutely under control. As a rule the 
furnace is operated under a rate of feed of 75 tons per 24 hours with a maxi- 
mum of 140 tons per 24 hours. The fines drawn over through the downcomer 
can largely be collected in the dust chamber. The sulphur is reduced by roast- 
ing, on the coarse size, from 24.6% to 22.2% and on the finer size from 28.2% 
to 21.2%. The gas required to roast 100 tons of the wet-mill tailings is 433,440 
cubic feet of a calorific value of 61 British thermal units. From (68) ; delivers 
roasted ore to (71) and dust, via downcomer, to (70). 

70. Dust chamber. From (69); delivers to (71). 

71. Chain elevator. From (69) and (70) ; delivers to (72). 

72. Distributor. From (71); delivers, periodically, to (73), (74), or (75). 

73. Wooden cooling-hoppers with flat bottoms, for tailings. From (72); 
deliver, periodically, via spouts, to (76). 

74. Wooden cooling-hoppers with flat bottoms, for coarse zinc-concentrates. 
From (72); deliver, periodically, via spouts, to (76). 

75. Wooden cooling-hoppers with flat bottoms, for fine zinc-concentrates. 
From (72); deliver, periodically, via spouts, to (76). 

76. Conveyor. From (73), (74), or (75); delivers to (77). 

77. Elevator. From- (76); delivers, periodically, to (78), (80), oi (83).^ 

78. Wooden tailings-hopper with a flat bottom. From (77) ; delivers, via 
spout, to (79). 

79. International magnetic separator with smooth armature making 115 
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revolutions per minute and using 2 amperes at 125 volts, direct current gen- 
erated by the motor generator set at the central power plant. From (78); 
delivers the magnetic product to (86) and the non-magnetic product to (92). 

80. Wooden coarse zinc-concentrates hopper with a flat bottom. From (77) ; 
delivers, via spout, to (81). 

81. International magnetic separator with details as in (79). From (80); 
delivers magnetic product to (86) and non-magnetic product to (82). 

82. International magnetic separator with details as in (79). From (81); 
delivers magnetic product to (92) and the non-magnetic product to (88). 

83. Wooden flne zinc-concentrates hopper with a flat bottom. From (77) ; 
delivers, via spout, to (84). 

84. International magnetic separator with details as in (79). From (83); 
delivers magnetic product to (86) and non-magnetic product to (85). 

85. International magnetic separator with details as in (79). From (84); 
delivers magnetic product to (92) and non-magnetic product to (88). 

86. Elevator. From (79), (81), and (84); delivers to (87). 

87. Wooden iron-concentrates shipping hopper with a flat bottom. These 
concentrates will run about 9.0% in lead, 35.0% in iron, 8.0% in zinc, 40.0% 
in sulphur, 3.0% in silica, and 8.0 ounces in silver per ton. From (86) ; delivers, 
via spout and cars, to smelter. 

88. Elevator. From (82) and (85); delivers to (89). 

89. Wooden zinc-concentrates shipping hopper with a flat bottom. From 
(88); delivers, via spout, to (90). 

90. Vezin sampler making 20 revolutions per minute and cutting out 5.0% 
of the feed. From (89); delivers sample to bucking-room and reject to (91). 

91. Richardson automatic scales of 60 tons capacity. From (90) ; deliver, 
via cars, to smelter. 

92. Elevator. From (79), (82), and (85); delivers to (93). 

93. Wooden tailings-hopper with a flat bottom. From (92) ; delivers, via 
spout and cars, to waste. 

The following statement is made, by the management of this property, 
concerning the International magnetic separator: 

^^It is a simple, medium-priced high-capacity machine. It maintains its 
adjustment, produces uniform results and is cheap to install and to operate. 
It has not the high tensity of the machines of the Wetherill type nor can it 
be as delicately adjusted,” (See § 1320.) 

I. Mills Saving Gold, Silver, Lead, and Zinc Values. 

Mills 139, 140, 141, and 142 are given to illustrate this class in three districts. 

§ 1471. Mill No. 139. Concentrator of the Minas Tecolotes y 
Anexas, of the American Smelters Securities Company, Santa Barbara, 
Chihuahua, Mexico. — The capacity of the crushing department is 800 tons, 
and of the concentrating department 600 tons per 24 hours.^®^ All tonnages 
referred to in this flow sheet are metric tons. 

The ore treated consists of the economic minerals galena, sphalerite, and 
pyrite disseminated in a gangue of quartz. All these minerals, including the 
quartz, are argentiferous. The crude ore assays about as follows: 8.0% in lead, 
8.0% in zinc, 10 ounces in silver, and from 0.03 to 0.07 ounce in gold per ton. 
The problem is to concentrate and recover the economic values. Ore from 
the mine is dumped to (1). 

Crushing Plant. 

1. Two receiving bins each having a capacity of 200 tons. From the mine; 
deliver to ^2). 
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2. One No. 5 gyratory McCuIly breaker breaking to 2.5 inches. The dri 
ing pulley makes 400 revolutions per minute and the average power require 
when breaking at the rate of 600 tons per 24 hours, is about 13 horse-powi 
A manganese-steel head lasted 170 days or while breaking 69,700 tons, and 
chilled-iron head lasted 160 days or while breaking 29,300 tons. A set of ma 
ganese-steel concaves lasted 345 days or while breaking 106,200 tons. Babb 
for the eccentric lasted 107 days or while breaking 42,425 tons. Phosph( 
bronze eccentric wearing rings last 160 days or while breaking 29,300 toi 
and cast-iron safety pins last 170 days or while breaking 69,700 tons. Frc 
(1); delivers crushed ore to (3). 

3. Thirty-inch 6-ply conveying and picking belt with a conveying leng 
of 48.5 feet,^ a speed of 100 feet per minute, and requiring about 1 horse-pov 
when handling ore at the rate of 600 tons per 24 hours. From (2) ; deliv( 
waste rock to dump, high-grade ore, via cars, to smelter, and milling ore to (• 

4. Trommel, 3.5 by 10 feet, having 1.5-inch round holes punched in sb 
plate, a speed of 18 revolutions per minute, a slope of 1.75 inches to the fo< 
lasting 130 days or while screening 59,200 tons, and requiring 1.5 horse-pov 
when handling at the rate of 660 tons per 24 hours. From (3) ; delivers ov< 
size to (5) and undersize to (6). 

5. Two Farrel Blake breakers, with 6 X 20-inch jaw openings, making 3 
thrusts per minute, breaking to 1.25 inches, having a capacity of 480 tons i 
24 hours, and requiring about 9 horse-power. Fixed and swinging jaw plai 
of manganese steel lasted 135 days or while breaking 56,600 tons while the sa] 
jaw plates of Canda steel lasted 19 days or while breaking 10,400 tons. Babb 
for the pitman lasts 90 days or while breaking 47,500 tons. Cast-iron tog^ 
bearings last 180 days or while breaking 96,000 tons. Steel cheek plates h 
135 days or while breaking 56,600 tons, and steel tension rods last 130 days 
while breaking 57,920 tons. From (4); deliver crushed ore to (6). 

6. Twenty-inch elevator with a 10-ply rubber belt, having a speed of 310 f( 
per minute, a life of 330 days, or while handling 98,700 tons, and bucke 
8 X 18 inches, set 18 inches apart, which elevate the ore 47 feet and have 
life similar to that of the belt. The upper pulley is 36 and the lower 30 inct 
in diameter. Handles 600 tons per 24 hours. From (4) and (5) ; delivers to (' 

7. Storage bin of 100 tons capacity. From (6); delivers to (8). 

8. Plunger feeder making 90 1.5-inch strokes per minute. From (7); c 
livers to (9). 

9. Twenty-inch elevator with a 10-ply rubber belt having a speed of 3 
feet per minute, a life of 540 days, or while handling 220,000 tons, and bucke 
8 X IS inches, set 20 inches apart, which elevate the ore 51 feet and have 
life similar to that of the belt. The upper pulley is 36 and the lower 30 inct 
in diameter. Handles 1,050 tons per 24 hours. From (8) and (11); delivc 
to (10). 

10. Two trommels, 4X6 feet, having 0.875-inch round holes punched 
steel plate, speeds of 17 revolutions per minute, and slopes of 1.75 inches 
the foot. Each lasts 143 days or while screening 64,000 tons and requires 
horse-power when handling at the rate of 660 tons per 24 hours. From (1 
deliver oversize to (11) and undersize to (12). 

11. Colorado Iron Works improved standard rolls, 16 X 40 inches, maki 
100 revolutions per minute, crushing 450 tons per 24 hours to 0.75 inch, a 
requiring about 29 horse-power. Latrobe steel shells and cast-iron cheek plai 
last 112 days or while crushing 47,900 tons. Babbitt for the bearings las 
180 days or while crushing 76,500 tons. From (10) ; deliver crushed ore to (I 

12. Two trommels, 4X8 feet, having 8-millimeter round holes punch 
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le foot. Each lasts 28 days or while screening 15,100 tons and requires 1 
)rse-power when handling at the rate of 660 tons per 24 hours. From (10) 
id (14) ; deliver oversize to (13) and undersize to (15). 

13. Allis-Chalmers Reliance style ''A” rolls, 14 X 36 inches, making 100 
volutions per minute, crushing 450 tons per 24 hours to 5 millimeters, and 
quiring about 22 horse-power. Midvale steel shells and cast-steel cheek plates 
St 137 days or while crushing 61,590 tons. Bronze bushings and cast-iron 
llowers last 360 days or while crushing 480,000 tons. From (1*2); deliver 
ushed ore to (14). 

14. Sixteen-inch elevator with an 8-ply rubber belt having a speed of 310 
et per minute, a life of 540 days, or while handling 220,000 tons, and buckets, 
X 14 inches, set 20 inches apart, which elevate the ore 46 feet and have a 
‘e similar to that of the belt. The upper pulley is 36 and the lower pulley 
) inches in diameter. Handles 450 tons per 24 hours. From (13) ; delivers 
> ( 12 ). 

15. Vezin sampler, 4 feet in diameter, making 20 revolutions per minute, and 
itting out 5% of the ore. Requires about 0.4 horse-power. From (12) ; de- 
^■ers sample to (16) and reject to (17). 

16. Vezin sampler, 3 feet in diameter, making 20 revolutions per minute, 
id cutting out 5% of the ore fed, or 5 pounds per ton of ore milled. Requires 
lOut 0.4 horse-power. From (15); delivers sample to assayer and reject to 

7 )* 

17. Fourteen-inch 6-ply Robins belt conveyor with a conveying length of 
)0 feet, a speed of 300 feet per minute, elevating the ore 20 feet, and requiring 
Dout 5 horse-power when handling ore at the rate of 600 tons per 24 hours, 
rom (15) and (16); delivers to (18). 

Concentrator which is in two sections. Only one section is described. 

18. Mill storage bin of 340 tons capacity. The mill feed has about the 
Rowing screen analysis: 


Screen Size. 

Percent Weight. 

Through 8 and on 4 millimeters 

29.9 

“ 4 “ “ 25 “ 

17.1 

“ 2.5 “ “ 10 mesh, 19 wire 

7.5 

“ 10 mesh, 19 wire 

45.5 

Total 

100.0 


From(17); delivers to (19). 

19. Two plunger feeders making 68 1.5-inch strokes per minute. From 
8); deliver to (20). 

20. Twelve-inch elevator with an S-ply rubber belt having a speed of 344 
et per minute, a life of 720 days, or while handling 330,000 tons, and buckets, 
X 10 inches, set 20 inches apart which elevate the ore 60 feet and have a 
e similar to that of the belt. The upper pulley is 36 and the lower pulley 30 
ches in diameter. Handles 300 tons per 24 hours. From (19) ; delivers to 
:l). 

21. Two trommels, 4X6 feet, having 4-millimeter round holes punched 

steel plate, speeds of 18 revolutions per minute, and slopes of 1.5 inches to 
e foot. Each lasts 103 days or while screening 46,500 tons and requires 1 
)rse-power when handling at the rate of 600 tons per 24 hours. From (20) ; 
liver oversize to (22) and undersize to (27). 

22. Two double 1-compartment Harz jigs with 5-inch beds, 8-mesh, 18- 

QQO Ttnro sia'xmci 1 Q K V innVtaa an/l r^lnn nrai'e molrivin' 1 AO 1 
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per minute. From (21), 37 gallons of water per minute from (93), 8 gallons 
from (91), and 4 gallons from (90); deliver side discharge and hutch products, 
as first-class concentrates, together with 4 gallons of water per minute, to (82), 
and tailings with 45 gallons of water per minute to (23). 

^ 23. Silver Lake inclined dewatering screen. From (22) ; delivers drained 
tailings to (24), 33 gallons of water per minute to (50), and 12 gallons to (43). 

24. Feed hopper having a capacity of 5 tons. From (23) ; delivers to (25) 
and leakage to (50). 

25. Plunger feeder making 1-inch strokes. From (24); delivers to (26). 

26. Allis-Chalmers Reliance style '‘A” rolls, 14 X 36 inches, making 80 
revolutions per minute, run wet, crushing 175 tons per 24 hours to 0.125 inch, 
and requiring about 17 horse-power. Midvale and cast-steel shells last 77 
days or while crushing 40,300 tons. Bronze bushings and cast-iron followers 
last 360 days or while crushing 180,000 tons.- From (25) ; deliver crushed ore 
to (34). 

27. Two trommels, 4X6 feet, having 2.5-millimeter round holes punched 
in steel plate, speeds of 18 revolutions per minute, slopes of 1.5 inches to the 
foot, lasting 89 days or while screening 37,650 tons, and requiring 1 horse-power 
when handling at the rate of 400 tons per 24 hours. Run dry. From (21) ; 
deliver oversize to (28) and undersize to (30). 

28. One double 1-compartment Harz jig with a 4-inch bed, 5-mesh, 17- 
brass wire sieve, 19.5 X 36 inches, and a plunger making 205 0.75-inch strokes 
per minute. Froin (27), 28 gallons of water per minute from (90) and 15 gal- 
lons from (91) ; delivers hutch product, as first-class concentrates, together with 
8 gallons of water per minute, to (82), and tailings with 35 gallons of water per 
minute to (29). 

29. Feed hopper having a capacity of 5 tons. From (28) ; delivers to (36) 
and leakage to (50). 

30. Two trommels, 4 X 6 feet, having steel wire-cloth screens of 10 mesh, 
19 wire, speeds of 18 revolutions per minute and slopes of 1.5 inches to the 
foot. Each lasts 139 days or while screening 63,300 tons and requires 1 horse- 
power when handling at the rate of 300 tons per 24 hours. From (27), 36 
gallons of spray water per minute, and 18 gallons to carry the feed, from (91) ; 
deliver oversize to (31) and undersize with 54 gallons of water per minute to 
(32). 

31. One double 2-compartment Harz jig with sieves, 19.5 X 36 inches. 
The first sieves are of 10-mesh, 22-brass wire cloth and the second of punched 
steel plate with 2-millimeter round holes. The plungers make 220 0.5625-inch 
strokes per minute. From (30), 15 gallons of water in the feed per minute 
from (91) and 22 gallons of fresh water from (90) ; delivers both hutch products 
as first-class concentrates, together with 8 gallons of water per minute to (82) 
and tailings with 29 gallons of water per minute to (42). 

32. Richards^ vortex classifier with one 18-inch compartment and one 4-inch 
sorting column. From (30) and 12 gallons of hydraulic water per minute from 
(94) ; delivers spigot together with 8 gallons of water per minute to (33) and 
overflow with 58 gallons of water per minute to (47). 

33. One double 3-compartment Harz jig with sieves, 19.5 X 36 inches. 
The first and second sieves are of 10-mesh, 22-brass wire cloth and the third of 
punched steel plate with 2-millimeter round holes. The plungers make 285 
strokes per minute. The length of the strokes in the first and third compart- 
ments is 0.375 inch and in the second 0.3125 inch. From (32) and 45 gallons 
of fresh water per minute from (90) ; delivers the first hutch products together 
with 3 gallons of water per minute, as first-class concentrates, to (82) ; the second 
hutch products with 5 gallons of water per minute, as second-class concentrates 
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to (82); the third hutch products with 7 gallons of water per minute, as second- 
class concentrates, to (62) ; and the tailings with 38 gallons of water per minute 
to (61). 

34. Two 14-inch elevators with S-ply rubber belts having speeds of 343 
feet per minute. Each has a life of 260 days, or while handling 62,250 tons, 
and buckets, 6 X 12 inches, set IS inches apart, which elevate the ore 65 feet 
and have a life similar to that of the belt. The upper pulleys are 36 and the 
lower 30 inches in diameter. Each handles 120 tons per 24 hours. From 
(26) and (36), 12 gallons of water per minute from (90) to carry the feed from 
(26), and 6 gallons of fresh water from (93); deliver with 73 gallons of water 
per minute to (35). 

35. Two trommels, 4X6 feet, having 2.5-millimeter round holes punched 
in steel plate, speeds of 18 revolutions per minute, and slopes of 1.5 inches to 
the foot. Each lasts 139 days or while screening 62,600 tons and requires 1 
horse-power when handling at the rate of 300 tons per 24 hours. From (34) 
and 31 gallons of spray water from (91); deliver oversize to (36) and under- 
size with 104 gallons of water per minute to (37). 

36. Two Allis-Chalmers Reliance style rolls, 14 X 30 inches, making 
100 revolutions per minute, crushing 300 tons per 24 hours when set close, and 
requiring 22 horse-power. Midvale steel shells last 95 days or while crushing 
45,400 tons. Cast-iron cheek plates last 91 days or while crushing 43,300 tons. 
Bronze bushings and cast-iron followers last 360 days or while crushing 180,000 
tons. From (29) and (35), 20 gallons of water per minute from (91) to carry 
the feed from (35); deliver crushed ore with 55 gallons of water per minute 
to (34). 

37. Two trommels, 4X6 feet, with details as in (30). Each lasts 143 days 
or while screening 63,850 tons and requires 1 horse-power when handling at 
the rate of 250 tons per 24 hours. From (35) and 54 gallons of spray water 
per minute from (91) ; deliver oversize together with 40 gallons of water per 
minute to (38), and undersize with 118 gallons of water per minute to (40). 

38. One 3-inch Richards' vortex classifier. From (37) with 23 gallons of 
hydraulic water per minute from (94) ; delivers spigot together with 12 gallons 
of water per minute to (39) and overflow with 51 gallons of water per minute 
to (40). 

39. One double 2-compartment Harz jig with sieves, 19.5 X 36 inches. 
The first sieves are of 10-mesh, 22-brass wire cloth and the second of punched 
steel plate with 2-millimeter round holes. The plungers make 220 0.5625- 
inch strokes per minute. From (38) with 22 gallons of fresh water per minute 
from (90); delivers both hutch products, as first-class concentrates, together 
with 8 gallons of water per minute to (82) and tailings with 26 gallons of water 
per minute to (42). 

40. Richards' vortex classifier with one 24-inch compartment and one 4- 
inch sorting column. From (37) and (38) with 12 gallons of hydraulic water per 
minute from (94) ; delivers spigot together with 8 gallons of water per minute 
to (41) and overflow with 83 gallons of water per minute to (47), and with 90 
gallons of water per minute to (49). 

41. One double 3-compartment Harz jig with sieves, 19.5 X 36 inches. 
The first two sieves are of 10-mesh, 22-brass wire cloth and the third of punched 
steel plate with 2-millimeter round holes. The plungers make 285 strokes 
per minute. The length of the strokes in the first and third compartments is 
0.375 inch and in the second compartments 0.5625 inch. From (40) with 45 
gallons of fresh water per minute from (90) ; delivers the first hutch products 
together with 3 gallons of water per minute, as first-class concentrates, to (82) ; 
the second hutch products with 5 gallons of water per minute, as second-class 
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concentrates, to (62); the third hutch products \7ith 7 gallons of water per 
minute, as second-class concentrates, to (52) ; and the tailings with 38 gallons 
of water per minute to (51). 

42. One 5-ton feed tank with a spigot. From (31) and (39) with 42 gallons 
of hydraulic water per minute, and 10 gallons per minute in the feed, from (90) ; 
delivers spigot together with 36 gallons of water per minute to (43) and over- 
flow with 71 gallons of water per minute to (50). 

43. Two 5-foot Huntington mills making 72 revolutions per minute. Each 
crushes 30 tons per 24 hours through a 12-mesh No. 1 needle slotted-steel screen 
and requires about 11 horse-power. Latrobe steel dies last 285 days or while 
crushing 73,917 tons. Latrobe steel roller shells last 143 days or while crush- 
ing 64,750 tons. Steel screens last 57 days or while crushing 21,660 tons. 
From (42) with 12 gallons of water per minute from (23) ; deliver pulp with 48 
gallons of water per minute to (44). 

44. One 16-mch elevator with an 8-ply rubber belt having a speed of 375 
feet per minute, a life of 240 days, or while handling 140,000 tons, and buckets, 
7 X 14 inches, set 18 inches apart, which elevate the ore 33 feet and have a life 
similar to that of the belt. The upper pulley is 36 and the lower 30 inches in 
diameter. Handles 60 tons per 24 hours. From (43) with 4 gallons of fresh 
water per minute from (91); delivers to (45). 

45. Eichards' vortex classifier with one 24-inch compartment and one 4- 
inch sorting column. From (44) with 12 gallons of hydraulic water per minute 
from (94) ; delivers spigot together with 12 gallons of water per minute to (46) 
and the overflow with 52 gallons of water per minute to (47). 

46. One double 3-eompartment Harz jig with sieves, 19.5 X 36 inches. 
The first and second sieves are of 10-mesh, 22-brass wire cloth and the third 
are of punched-steel plate with 2-millimeter round holes. The plungers make 
285 strokes per minute. The length of the strokes in the first and third com- 
partments is 0.375 inch and in the second compartments 0.5625 inch. From 
(45) with 45 gallons of fresh water per minute from (90) ; delivers the first hutch 
products together with 4 gallons of water per minute, as first-class concentrates, 
to (82) ; the second hutch products with 6 gallons of water per minute, as second- 
class concentrates, to (62); the third hutch products with 8 gallons of water 
per minute, as second-class concentrates, to (55) ; and the tailings with 39 gal- 
lons of water per minute to (51). 

47. One 4-foot Spitzkasten. From (32), (40), and (45); delivers spigot to- 
gether with 50 gallons of water per minute to (48) and overflow with 143 gal- 
lons of water per minute to (65). 

48. One Richards' 2-spigot classifier. From (47) with 12 gallons of hydrau- 
lic water per minute from (94) ; delivers the first spigot together with 12 gallons 
of water per minute to (59) , the second spigot with 10 gallons of water per minute 
to (58), and the overflow with 40 gallons of water per minute to (64). 

49. One Richards' 3-inch vortex classifier. From (40) with 10 gallons of 
hydraulic water per minute from (94) ; delivers spigot together with 10 gallons 
of water per minute to (54) and overflow with 90 gallons of water per minute 
to (64). 

50. One 4-foot sand trap. From (23), (24), (29), and (42); delivers spigot 
to (51) and overflow to (66). 

51. One 14-inch elevator with an 8-ply rubber belt having a speed of 340 feet 
per minute, a life of 325 days, or while handling 92,000 tons, and buckets, 6 X 12 
inches, set 16 inches apart, which elevate the ore 29 feet and have a life similar 
to that of the belt. The upper pulley is 36 and the lower 30 inches in diameter. 
Handles 60 tons per 24 hours. From (41), (46), and (50) with 4 gallons of fresh 
water per minute from (91) ; delivers 81 gallons of water per minute to (76). 
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52. One No. 5 Wilfley table making 243 l-inch throws per minute. From 
(41) with 12 gallons of wash water per minute from (90) ; delivers lead con- 
centrates together with 2 gallons of water per minute to (83), middlings with 

3 gallons of water per minute to (56) , tailings with 8 gallons of water per minute 
to (53) , and backwater with 6 gallons of water per minute to (77) . 

53. One No. 4 Wilfley table with details as in (52). From (52) with 6 
gallons of wash water per minute from (67) ; delivers copper concentrates to- 
gether with 2 gallons of water per minute to (84), zinc middlings with 4 gallons 
of water per minute to (85), and tailings with 8 gallons of water per minute 
to (63). 

54. One No. 5 Wilfley table vdth details as in (52). From (49) with 12 gal- 
lons of wash water per minute from (90) ; delivers lead concentrates together 
with 2 gallons of water per minute to (83), middlings with 3 gallons of water 
per minute to (60), tailings with 10 gallons of water per minute to (63), and 
backwater with 7 gallons of water per minute to (77). 

55. One No. 5 Wilfley table with details as in (52). From (46) with 12 gal- 
lons of wash water per minute from (90) ; delivers lead concentrates together 
with 2 gallons of water per minute to (83), middlings with 4 gallons of water 
per minute to (56), tailings with 8 gallons of water per minute to (57), and back- 
water with 6 gallons of water per minute to (77). 

56. One No. 5 Wilfley table with details as in (52). From (52) and (55) 
with 6 gallons of wash water per minute from (67) ; delivers copper concentrates 
together with 2 gallons of water per minute to (84), zinc middlings with 5 
gaUons of water per minute to (85) , and backwater with 6 gallons of water per 
minute to (77). 

57. One No. 4 Wilfley table with details as in (52). From (55) with 6 gal- 
lons of wash water per minute from (67) ; delivers copper concentrates together 
with 2 gallons of water per minute to (84), zinc middlings with 3 gallons of 
water per minute to (85), tailings with 8 gallons of water per minute to (63), 
and backwater with 1 gallon of water per minute to (77). 

58. One No. 5 Wilfley table with details as in (52). From (48) with 12 
gallons of wash water per minute from (90) ; delivers lead concentrates together 
with 2 gallons of water per minute to (83), middlings with 4 gallons of water 
per minute to (60) , tailings with 9 gallons of water per minute to (63) , and back- 
water with 7 gallons of water per minute to (77). 

59. One No. 5 Wilfley table with details as in (52). From (48) with 12 gal- 
lons of wash water per minute from (90) ; delivers lead concentrates together 
with 2 gallons of water per minute to (83), middlings with 4 gallons of water 
per minute to (60), tailings with 8 gallons of water per minute to (63), and 
backwater with 10 gallons of water per minute to (77). 

60. One No. 5 Wilfley table with details as in (52). From (54), (58), and 
(59), with 6 gaUons of wash water per minute from (67) ; delivers lead concen- 
trates together with 2 gallons of water per minute to (83) , zinc middlings with 

4 gallons of water per minute to (85), tailings with 5 gallons of water per 
m in ute to (63) , and backwater with 6 gallons of water per minute to (77) . 

61. One No. 5 Wilfley table with details as in (52). From (33) with 6 
gallons of wash water per minute from (67) ; delivers copper concentrates to- 
gether with 2 gallons of water per minute to (84), zinc middlings with 3 gallons 
of water per minute to (85), tailings with 10 gallons of water per minute to 
(63), and backwater with 29 gallons of water per minute to (77). 

62. One No. 5 Wilfley table with details as in (52). From (33), (41), and 
(46), with 6 gallons of wash water per minute from (67); delivers lead concen- 
trates together with 3 gallons of water per minute to (83), copper concentrates 
with 2 gallons of water per minute to (84), zinc middlings with 3 gallons of 
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water per minute to (85), and backwater with 16 gallons of water per minute 
to (77). 

63. Two 16-inch elevators with 8-ply rubber belts having speeds of 360 
feet per minute. Each has a life of 360 days, or while handling 115,000 tons, 
and buckets, 7 X 14 inches, set 18 inches apart, which elevate the ore 43 feet 
and have a life similar to that of the belt. The upper pulleys are 36 and the 
lower 30 inches in diameter. Each handles about 75 tons per 24 hours and 
requires about 3 horse-power. From (53), (54), (57), (58), (59), (60), (61), 
and (71), with 10 gallons of fresh water per minute from (89) ; deliver 74 gallons 
of water per minute to (76). 

64. One conical slime thickener with a capacity of 1,700 gallons. From 
(48) and (49) ; delivers spigot together with 7 gallons of water per minute to 
(68) and overflow with 123 gallons of water per minute to (77). 

65. One slime-thickening tank with a capacity’' of 5,000 gallons. From 
(47) ; delivers spigot together with 18 gallons of water per minute to (68) and 
two overflows with 125 gallons of water per minute to (67). 

66. One wooden settling tank with a capacity of 1,500 gallons. From 
(50) ; delivers spigot together with 9 gallons of water per minute to (77) and 
overflow with 95 gallons of water per minute to (67). 

67. One water tank with a capacity of 1,000 gallons. From (65) and (66); 
delivers spigot together with 10 gallons of water per minute to (77) ; discharge 
with 103 gallons of water per minute to (53), (56), (57), (60), (61), (62), (68), (69), 
and of this amount 24 gallons per minute are required to wash along the lead 
concentrates in the launders from the Wilfley tables and vanners to (83) and 
7 gallons per minute to wash the copper concentrates from the Wilfley tables 
to (84). Also delivers the overflow with 107 gallons of water per minute to 

68. Five 6-foot Frue vanners making 1-inch throws. Each vanner handles 
about 9 tons per 24 hours. . From (64) and (65) with 4 gallons of wash water 
per minute for each vanner from (67) ; deliver concentrates together with 5 
gallons of water per minute to (83) and tailings with 40 gallons of water per 
minute to (70). 

69. Four 6-foot Frue vanners with details as in (68). From (72) with 

4 gallons of wash water per minute for each vanner from (67) ; deliver concen- 
trates together with 4 gallons of water per minute to (83) and tailings with 
28 gallons of water per minute to (74). 

70. One 16-inch elevator with details as in (63). From (68) and (81) with 

5 gallons of fresh water per minute from (89) ; delivers to (71). 

71*. Richards' vortex classifier with one 16-inch compartment, one 3-inch 
sorting column, and no rising current. From (70) ; delivers spigot together with 

6 gallons of water per minute to (63) and overflow with 61 gallons of water 
per minute to (72) . 

72. One 5-foot conical pulp thickener. From (71); delivers spigot together 
with 16 gallons of water per minute to (69) and overflow with 45 gallons of 
water per minute to (73). 

73. One 10-foot conical pulp thickener. From (72) ; delivers spigot together 
with 20 gallons of water per minute to (74) and overflow with 25 gallons of water 
per minute to (77). 

74. One 54-inch Frenier pump with a 16-foot lift. From (69) and (73); 
delivers to (75). 

75. Three canvas tables, 12 X 20 feet, with slopes of 2.25 inches to the foot 
and covered with 18-ounce duck. From (74) with 10 gallons of wash water 
per minute from (89) ; deliver lead concentrates together with 5 gallons of water 
per minute to (83) and slime tailings with 53 gallons of water per minute to waste. 
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76. Three tailings settling tanks, 10 X 10 feet. From (51) and (63) ,* de- 
liver discharges intermittently together with 25 gallons of water per minute 
via bottom gates and S-ton cars, to waste, and overflows with 130 gallons of 
water per minute to (77). 

77. Four clarifying tanks, 9 X 18 feet. From (52), (54), (55), (56), (57), 

(55) , (59), (60), (61), (62), (64), (66), (67), (73), (76), (81), and (86); deliver 
spigots together with 51 gallons of water per minute to (78) and overflows with 
497 gallons of w^ater per minute to (881. 

78. One sand trap w^hich serves both sections. From (77) ; delivers spigot 
together wdth 3 gallons of water per minute to waste and overflow with 48 gal- 
lons of water per minute to (79). 

79. Two 3-inch centrifugal pumps w^hich serve both sections. One used 
and one held as a reserve. From (78) ; deliver 48 gallons per minute to (80) . 

80. Two 54-inch Frenier pumps in series and serving both sections. From 
(79); deliver 48 gallons per minute to (81). 

81. One pulp thickener, 9 X 18 feet, serving both sections. From (80); 
delivers spigot together wdth 22 gallons of water per minute to (70) and over- 
flow with 26 gallons of water per minute to (77). 

82. Eight coarse-lead concentrates bins made of wood with bottoms sloping 
at 45°. Each holds 15 tons. The product of these bins will assay about as 
follows: 49.0% in lead, 1.0% in copper, 10.0% in iron, 7.0% in zinc, 4.0% in 
silica, 0.35 ounce in gold, and 29.0 ounces in silver per ton. From (22), (28), 
(31), (33), (39), (41), and (46); deliver overflow^'s together with 39 gallons of 
w’ater per minute to (87) and concentrates, via rack and pinion operated side 
gates, 1-ton tram bucket, 100-ton loading bin, and cars, to smelter. 

S3. Fine-lead concentrates bin, 16 feet long by 4 feet wide by 4.5 feet deep. 
Each is made of concrete and holds 30 tons. The product of these bins will 
assay about as follows: 32.0% in lead, 1.5% in copper, 14.0% in iron, 9.0% in 
zinc, 4.5% in silica, 0.48 ounce in gold, and 26.0 ounces in silver per ton. From 

(52) , (54), (55), (58), (59), (60), (62), (68), (69), (75), (77), and (90); deliver 
overflows together with 46 gallons of water per minute to (87) and concentrates, 
via shovel, patio, and cars, to smelter. 

84. Copper-concentrates bins for both sections. The product of these bins 
will assay about as follows: 8.0% in lead, 1.8% in copper, 20.0% in iron, 15.0% 
in zinc, 5.5% in silica, 0.26 ounce in gold, and 13.0 ounces in silver per ton. 
From (53), (56), (57), (61), (62), and (77); deliver overflows together with 15 
gallons of water per minute to (87) and concentrates, via cars, to smelter. 

85. One 8-inch elevator with a 6-ply belt having a life of 120 days, or while 
handling 57,300 tons, and buckets, 4x6 inches, set 18 inches apart, which ele- 
vate the ore 48 feet and have a life similar to that of the belt. The upper pulley 
is 30 and the lower 18 inches in diameter. Serves both sections. From (53) , 

(56) , (57), (60), (61), and (62), with 3 gallons of water per minute from (89); 
delivers to (86). 

86. Three zinc-settling basins which serve both sections. From (85) ; deliver 
settlings^ to stock pile for future treatment in the proposed magnetic plant, 
which will be similar to the one installed at Velardena, and overflows with 24 
gallons of water per minute to (77). 

87. One concentrates-settling basin which serves both sections. From (82) , 

(53) , and (84); delivers overflow together with 94 gallons of water per minute 
to (88) and settlings periodically, via cars, to smelter. 

88. Lower main reservoir with a capacity of 240,000 gallons which serves 
both sections. From (77), (87), and 104 gallons of water per minute from 
the scrubber at the gas plant; delivers to (89). 

89. Two Morris centrifugal pumps. Only one used, the other held in 
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reserve. Serve both sections. Direct connected to a General Electric 3-phase. 
440-volt, 25-cycle, 85 horse-power motor making 750 revolutions per minute. 
From (88) ; deliver 381 gallons of water per minute to (90), 286 gallons of water 
per minute to (91) and to (63), (70), (75), and (85). 

90. One water tank with a capacity of 8,600 gallons. From (89) ; delivers 
3 gallons of water per minute to wash table concentrates in launder to (83), 
43 gallons per minute to (92) and to (22), (28), (31), (33), (34), (39), (41), (42), 
(46), (52), (54), (55), (58), and (59). 

91. One water tank with a capacity of 1,400 gallons. From (89) ; delivers 
81 gallons of water per minute to (94) and to (22), (28), (30^ (31), (35), (36), 
(37), (44), and <51). 

92. One 2.5-inch Gould centrifugal pump making 780 revolutions per minute 
and elevating 35 feet. From (90) ; delivers 43 gallons of water per minute to 
(93). 

93. One water tank with a capacity of 390 gallons serving both sections. 
From (92); delivers to (22) and (34). 

94. One classifier-water tank. From (91); delivers to (32), (38), (40), (45), 
(48), and (49). 

Labor and Wages, 

The mill is operated two 12-hour shifts per day and 7 days a week. There 
are employed about 5 Americans and 30 Mexicans per shift; the wages of the 
Americans being 10 Pesos, and for the Mexicans 2 Pesos for jig and table men 
and 1.20 Pesos for peons. 

Power. 

All machines are electrically driven and derive their power from the central 
power house which also furnishes all the power for mine ventilation, pumping, 
lighting, etc. In this power house there are seven 265 horse-power American- 
Crossley, 2-cylinder, 4-cycle gas engines operated on the Loomis-Pettibone 
system of producer gas, using both coal and wood. The old steam plant 
required 4 times as much fuel as is now used. The gas engines are belted to 
3-phase, 25-cycle, 480-volt generators, and the current so generated is distributed 
from the central switchboard to the several motors about the plant at the same 
voltage. The following motor distribution applies to the whole mill. All the 
motors are 3-phase, 25-eycle, 440-volt, General Electric Company induction 
motors of type I, form K, and having synchronous speeds of 750 revolutions per 
minute with the exception of the re-grinding motors which have speeds of 500 
revolutions per minute. 


Department. 

Number. 

Horse-power. 

Total. 

Horse-power 
Actually Used 
Including Shafting. 

Coarse crushing 

1 

85 

85 

42 

Fine “ 

\ 

75 

75 

70 

Conveyor 

1 

15 

15 

5 

Zinc elevator 

1 

10 

10 

5 

Screening, elevating, and jigging 

2 

35 

70 

68 

Re-grindmg 

2 

50 

100 

106 

Tables, vanners, and elevators 

2 

35 

70 

29 

Totals 

10 


425 

325 






Water. 

The Segovia pumping station has one Byron-Jackson, 3-stage, 300-gallon 
centrifugal sinking pump direct connected to a West, 3-phase, 440-volt, 25-cycle, 
40 V»nr«!P-nnwpr iudnr»tinn motor making 1 500 revolutions ner minute, and a 
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Jeansville 10 X 6 X 12-inch duplex plunger pump as a reserve. This delivers 
217 gallons of water per minute to a dear-water reservoir which has a capacity 
of 2,500 gallons. This reservoir delivers 10 gallons per minute for use in the 
locomotives, assay office, employees' living quarters, fire system, etc., and 207 
gallons per minute to the upper main reservoir. 

The Palo Blanco pumping station has one Deane 8 by 8-inch vertical triplex 
single-acting pump making 27 revolutions per minute and one 10 X 5 X 13- 
inch Cameron sinker both belted to a General Electric 3-phase, 220-volt, 60- 
cyele, 20 horse-power induction motor making 900 revolutions per minute. 
These deliver 38 gallons of water per minute to a clear- water reservoir which 
has^ a capacity of 2,700 gallons. This reservoir delivers 6 gallons per minute 
which unites with the 10 gallons from the similar reservoir above referred to, 
and 32 gallons per minute to the upper main reservoir. 

The power house pumping plant has three Deane vertical triplex pumps, all 
making ^ revolutions per minute. One 8X8 inches, single acting; one 6 X 8 
inches, single acting; and one 5.5 X 8 inches, double acting. All are belted to a 
West 3-phase, 440-yolt, 25-cycle, 30 horse-power induction motor making 1,500 
revolutions per minute and deliver 205 gallons of water per minute to the 
upper main reservoir. 

The upper main reservoir has a capacity of 232,000 gallons and delivers 321 
gallons of water per minute to the gas plant, which evaporates 16 gallons per 
minute and delivers the remainder to the lower main reservoir, and 216 gallons 
per minute to the power house, which evaporates 11 gallons per minute and 
delivers the remainder back through the pumps to the upper main reservoir. 

The lower main reservoir has a capacity of 240,000 gallons and delivers 
1,390 gallons of water per minute, via Morris centrifugal pumps (89), to the 
entire concentrator,^ which returns 1,182 gallons per minute and shows a loss 
of 208 gallons per minute, 93 gallons per minute to the auxiliary pumping plant, 
and 4 gallons per minute to the Tecolotes Arroya. 

^ The auxiliary pumping plant has one Worthington 6.5 X 8-inch vertical 
sii^le-acting triplex puinp making 70 revolutions per minute and one Deane 
7.5 X 10-inch pump of similar style and dimensions making 52 revolutions per 
mmute. Each is belted to a General Electric 3-phase, 220-volt, 60-cycle induc- 
tion motor, and they deliver 93 gallons of water per minute to the upper main 
reservoir. ' 


1 concentrator is 208 gallons per minute out of 

l,o90 which are m^ circulation, and the total loss in the whole plant including 
evaporation, etc., is only 235 gallons per minute. ^ 

§ 1472. Mill No. 140. The New Wilpley Roaster Mill op the Colorado 
Zinc Company Denver, Colorado.^i — The miU has a capacity of 75 tons 
per hours. The ores treated are sulphides of lead, zinc, and iron contain- 
mg small quantities of silver and gold in a quartz gangue, and the problem is to 
save and separate the lead, zinc, and iron values in which the silver and gold 


The ore comes via standard gauge raUroad cars and track scales, and is 
cieiiverecl to (1). ^ 

1. Bins. From cars; deliver, via feeder, to (2). 

2. Revolving drier. From (1); delivers to (3). 

»/JdeSt‘o “■* ® 

4. Rolls crushing dry. From (3); deliver crushed ore to (5). 

+r. ^ 9 ^ Shaking screen of 4 mesh. From (4); delivers undersize, via elevator 
to (3) and oversize, w^ch is made up of pieces of wood, etc., to the waste dump 
6. Storage bin. From (3); delivers to (7). uump. 
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7. Wilfiey roasting furnace."^^ From (6); delivers ore, with the pyrite 
roasted to a magnetic sulphide, to (8). From 10 to 15% of the sulphur is 
driven off. The furnace has a capacity of 100 tons per 24 hours and uses 25 
gallons of water per minute in the water jackets. 

8. Water-jacketed screw conveyor. From (7); delivers cooled ore, via ele- 
vator, to (9). 

9. Storage bin. From (8); delivers to (10). 

10. Four Dings magnetic separators. From (9 ) ; deliver a magnetic or iron 
product, representing from 40 to 50% of the feed, to (18) and a non-magnetic 
or lead-zinc-silica product, representing from 45 to 35% of the feed, to (11). 
Each separator has a capacity of 15 tons per 24 hours and requires 0.5 horse- 
power for mechanical drive and 1.5 horse-power for exciting the magnets. 

11. Shaking screen of 40 mesh. From (10); delivers oversize to (12) and 
undersize to (13). 

12. One Wilfley table. From (11); delivers zinc concentrates to (17) and 
silica tailings to waste in creek. 

13. Two Wilfley tables. From (11); deliver lead-zinc concentrates to (14), 
zinc-silica middlings to (15), and silica tailings to waste in creek. 

14. One Wilfley table. From (13) ; delivers lead concentrates to (16) and 
zinc concentrates to (17). 

15. One Wilfley table. From (13) ; delivers zinc concentrates to (17) and 
silica tailings to waste in creek. 

16. Shipping bin for lead concentrates. From (14) ; delivers, via railroad 
cars, to smelter. 

17. Shipping bin for zinc concentrates. From (12), (14), and (15) ; delivers, 
via railroad cars, to smelter. 

18. Shipping bin for iron products. From (10) ; delivers, via railroad cars, 
to smelter. 

In roasting, the high temperature changes the zinc and lead sulphides in 
such a manner that even the finest particles will not float. This makes it 
possible to make a very close separation of the lead and zinc minerals on the 
tables. When treating this roasted ore on the tables the wash water runs 
clear. When the same ore is treated in crude form without roasting, the wash 
water will contain from 10 to 15% of leady-zinc slimes. 

The mill runs three 8-hour shifts per day. Four men per shift are employed. 

§ 1473. Mill No. 141. Concentrating Mills of the Empire Zinc Com- 
pany, Canon City, Colorado. — Crushing plant for both the wet and dry 
mills. Three horse-power is required per ton of ore treated to run the machinery 
in this department. 

The ores from various mines are delivered to (1). 

1. Railway cars. From the mines; deliver to (2). 

2. Grizzly with 1-inch spaces between the bars, 78 inches long by 30 inches 
wide, and having a slope of about 26°. There are 18 bars each 0.75 X 2 X 78 
inches. From (1); delivers oversize to (3) and undersize to (4). 

3. Blake breaker with a jaw opening 10 X 20 inches and making 230 thrusts 
per minute. From (2); delivers crushed ore to (4). 

4. Two 18-inch belt conveyors with 8-ply canvas belts having conveying 
lengths of 10 feet, speeds of 260 feet per minute, and slopes of 12°. From (2) 
and (3) ; deliver to (5). 

5. Sixteen-inch elevator with an 8-ply canvas belt having a speed of 300 
feet per minute, 14-inch pressed-steel buckets set 20 inches apart, and elevating 
the ore 20.5 feet. From (4) and (8); delivers to (6). 

6. Rigid steel perforated plate, 18 X 72 inches, having perforations 0.5 X 1 
inch and a slope of 43°. From (5) ; delivers oversize to (7) and undersize to (9)v 
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7. Geared rolls, 16 X 36 inches, making 28 revolutions per minute, and hav- 
ing forged-steel shells. From (6); deliver crushed ore to (8). 

8. Trommel, 2.5 X 8.5 feet, making 20 revolutions per minute, and having 
sheet-steel plates with perforations 0.5 X 1 inch. From (7) ; delivers oversize 
to (5) and undersize to (9). 

9. Fourteen-inch elevator with an 8-ply canvas belt having a speed of 300 
feet per minute, r2-inch pressed-steel buckets set 20 inches apart, and elevating 
the ore 55 feet. From (6) and (8); delivers to (ip). 

10. One wooden crushed-ore bin having a capacity of 250 tons and a bottom 
sloping at 50°. From (9); delivers, via ore feeder and chute, periodically to 
(11) and (38). 

Wet Mill. 

This mill has a capacity of 50 tons pp 24 hours and was erected in 1901 
before magnetic separation was found suitable for many of the Colorado zinc 
ores. It handles ores containing galena and sphalerite with pyrite and silica; 
but since the erection of the dry mill, the wet mill^ is only used for such ores 
as are suitable for that treatment and cannot be satisfactorily worked magneti- 
cally. The problem is to save the gold and silver-bearing galpa and sphalerite. 
This department requires 23 horse-power to run the machinery and shafting 
per ton of ore treated. 

11. Fourteen-inch belt conveyor with a 6-ply rubber belt having a convey- 
ing length of 11 feet, a speed of 250 feet per minute, and run level. From (10) ; 
delivers to (12). 

12. Thirteen-inch elevator with a 6-ply canvas belt having a speed of 300 
feet per minute, 12-inch pressed-steel buckets set 36 inches apart, and elevating 
the ore 36.67 feet. From (11); delivers to (13). 

13. Trommel with a screen having 5 meshes to the inch. Water is first 
introduced here. From (12) and (15); delivers oversize to (14) and under- 
size to (16). 

14. Rolls, 16 X 36 inches, making 55 revolutions per minute, and having 
forged steel shells. From (13); deliver crushed ore to (15). 

15. Thirteen-inch elevator with a 6-ply rubber belt having a speed of 300 
feet per minute, 12-inch pressed-steel buckets set 36 inches apart, and elevating 
the ore 41.42 feet. From (14); delivers to (13). 

16. Callow duplex belt-screen using 16 and 18 mesh. Nos. 26 and 28 brass 
wire cloth screens respectively, and having a speed varying according to the 
capacity required. No. 30 gauge wire is better than 26 and is about the coarsest 
that should be used, as the wear is due to bending the wires around the drum 
rather than to the direct wear of the ore. A screen lasts about 5 weeks and 
handles about 1,500 tons of ore. It does good work and should be especially 
satisfactory on the finer sizes. This screening was formerly performed by 
shaking screens, but these were expensive to keep up and were the cause of 
many shut-downs. From (13) and (20); delivers oversize to (17) or (19) and 
undersize to (21). 

17. One New Century, 5-compartment, drop-motion jig. Jig and plunger 
compartments of same size, the sieves being made of perforated brass plate 
23.5 X 35 inches. 0.094-inch holes in No. 16 plate, also 0.084-inch and 0.05- 
inch holes in No. 22 plate, are used. Plungers make 155 strokes per minute. 
From (16); delivers lead or iron product, via wheelbarrow, to (37), middlings 
to (18), and tailings to dump. 

18. Belt scraper or dewaterer having sheet-steel blades, 5 X 5 X 12 inches, 
bolted 6 inches apart onto a rubber belt 12 inches wide traveling up a 34° slope 
at a speed of 35.3 feet per minute. Pulleys are 30 inches in diameter and 13.5 
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feet between centers. A wooden bottom extends all along the lower half of 
the belt and about 6 inches below it. Designed by R. M. Henderson. From 
(17); delivers ore to (19) and water to (29). 

19. Rolls, 16 X 36 inches, making 75 revolutions per minute, and having 
forged-steel shells. From (16) and (IS); deliver crushed ore to (20). 

20. Thirteen-inch elevator with a 6-ply rubber belt having a speed of 300 
feet per minute, 12-inch pressed-steel buckets set 30 inches apart, and elevating 
the ore 34.5 feet. From (19); delivers to (16). 

21. Boggs and Clarke, No. 2, centrifugal pump having a capacity of about 
45 tons and a lift of 15.5 feet. From (16) and (33); delivers to (22). 

22. Iron cone-classifier built by the Mine and Smelter Supply Company, 
20 inches in diameter and 43 inches high. From (21) ; delivers spigot to (24) 
and overflow to (23). 

23. Iron V-shaped settling tank, 8 X 10 X 16 feet, having 9 spigots. From 
(22) and (33) ; delivers spigots to (25) and overflow to well. 

24. Two No. 4 Wilfley tables making 250 strokes per minute. From (22); 
deliver lead and zinc products to (26) , middlings to (27), and tailings to (28). 

25. Four No. 4 Wilfley tables making 250 strokes per minute. From (23) ; 
deliver lead and zinc products to (26) and (34), tailings to (28), and slimes to 
(29). 

26. Two 49-foot shaking launders making 200 1-inch strokes per minute, 
having slopes of 0.125 inch to the foot and driven by a Wilfley No. 4 special 
head-motion. From (24) and (25); deliver to (34'). 

27. Two No. 4 Wilfley tables making 250 strokes per minute. From (24); 
deliver lead and zinc products to (34) and tailings to (28). 

28. Boggs and Clarke No. 1.5 centrifugal pump having a lift of 12 feet. 
From (24), (25), and (27); delivers to dump. 

29. Thirteen-inch elevator with a 6-ply rubber belt having a speed of 300 
feet per minute, 12-inch pressed-steel buckets set 18 inches apart, and elevat- 
ing the ore 20.17 feet. From (18) and (25); delivers to (30). 

30. Wooden V-shaped settling tank, 8 X 12 X 14 feet. From (29) ; delivers 
spigot to (32) and overflow to (31). 

31. Circular settling basins, 27.5 feet in diameter and 3 feet deep at the 
centers and 1 foot at the rims. From (30); deliver settled slimes to settling 
pond and clear water overflows to well. 

32. Boggs and Clarke, No. 1.5 centrifugal pump having a lift of 30 feet. 
From (30); delivers to (33). 

33. Galvanized-iron cone classifier, 12 inches in diameter, made in Lead- 
ville. From (32); delivers spigot to (21) and overflow to (23). 

34. Two 16-foot shaking launders making 250 0.5-inch strokes' per minute, 

having slopes of 0.25 inch to the foot and driven by a No. 4 Wilfley head motion. 
Suspended by boards from beams overhead. From (25), (26), and (27); de- 
liver to (35) . ^ 

35. Two Frenier spiral sand pumps. One, 6 X 54 inches, having a lift 
of 17 feet; and the other, 10 X 54 inches, having a lift of 20 feet. From (34) ; 
deliver to (36). 

36. Four wooden dewatering-boxes, 25 X 30 X 69 inches. From (35) ; 
deliver to (37) , slimes to settling pond, and clear water to well. 

37. Two wooden shipping bins each having a capacity of 250 tons and 
bottoms sloping 50°. One bin for lead-iron products and one for zinc-iron 
products. From (17) and (36) ; deliver, via ore feeders, chutes, and railroad 
cars, to smelters. If much pyrite is present in the zinc-iron product it is de- 
livered, via ore feeder and chute, to (38). 

In the wet mill there are employed two 12-hour shifts, excepting in some 
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cases where the men are required to do heav}’’, continuous manual labor, when 
the shifts are but 8 hours long. There are 3 men to a shift outside of those 
employed in loading the products from the shipping bins into the cars. Wages 
vary from $2 to 83.50 per shift. 

Water for running the wet mill and for fire protection is obtained from a 
reservoir at the foot of the hills, 2 miles away and at an elevation of 440 feet. 
The amount of water used has never been measured, but an estimate of 150 
gallons or less of fresh water, per ton of ore treated, when the wet mill is running 
continuously, has been given. Owing to the limited water supply available, 
all water leaving the mill is settled and, together with the clean water from 
the settling ‘basins and wells, is re-used. 

Dry Mill. 

This department has a capacity of 150 tons per 24 hours and handles ores 
containing galena and sphalerite with pyrite and silica which are obtained 
from Leadville, Breckenridge, and other places. The problem is to separate 
the zinc minerals from the others. The ore is crushed and dried but not roasted. 
It is then screened to the proper sizes and treated on magnetic separators. 
The machinery from numbers (40) to (50) inclusive require 4.5 horse-power, 
and the remainder of the machinery including direct-current generators and 
shafting requires 24 horse-power, per ton of ore treated. 

38. Twelve-inch belt conveyor with a 6-ply rubber belt having a conveying 
length of 98 feet, a speed of 155 feet per minute, and a slope, for a part of the 
way, of 19°. From railroad cars, (10), and sometimes from (37) ; delivers to (39). 

39. Two cast-iron revolving driers, 23 feet long by 40 inches in diameter, 
having no lining and making 5 revolutions per minute. (38) and (39) are driven 
by a 20 horse-power General Electric alternating-current motor, through shaft- 
ing, belts, and gears. From (38); deliver dry ore to (40). 

40. Hoe conveyor, 1.4 X 40.5 feet, with paddles set 9 inches apart and driven 
by a crank-arm motion. Manufactured by Stearns Rogers Manufacturing 
Company. From (39); delivers to (41). 

41. Thirteen-inch elevator with a 6-ply rubber belt having a speed of 300 
feet per minute, 12-inch pressed-steel buckets set 18 inches apart, and elevating 
the ore 48.5 feet. From (40) and (43); delivers, via roller feeder, to (42). 

42. Rowand incline screen with perforated steel plates, 4 plates wide by 10 
plates high, having slots 2.54 X 1.47 millimeters. Height required, including 
roller feeder, 19 feet. Very satisfactory for dry screening. From (41) ; delivers 
oversize to (43) and undersize to (44). 

43. Rolls, 16 X 36 inches, making 55 revolutions per minute and having 
forged-steel shells. From (42); deliver crushed ore to (41). 

44. Thirteen-inch elevator with a 6-ply rubber belt having a speed of 300 
feet per minute, 12-inch pressed-steel buckets set 18 inches apart, and elevating 
the ore 48.5 feet. From (42) and (46); delivers, via roller feeder, to (45). 

^ 45. Rowand incline screen with slots 2.54 X 0.61 millimeter and other de- 
tails like those in (42) , From (44) ; delivers oversize to (46) and undersize to (47) . 

46. Rolls, 16 X 36 inches, making 80 revolutions per minute and having 
forged-steel shells. From (45) ; deliver crushed ore to (44) . 

47. ^ Eleven-inch elevator with a 6-ply rubber belt having a speed of 300 feet 
per minute, 10-inch pressed-steel buckets set 18 inches apart, and elevating 
the ore 41 feet. From (45) or (48); delivers to (48) or (49). 

48. One wooden storage bin having a capacity of 80 tons and a bottom 
sloping at 50 degrees. From (47 ) ; delivers, via ore feeder and chute, to (47). 

. 49. Dust remover which consists of a roller for distributing the ore in a 
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stream through which air is pulled by means of 2 exhaust fans, the amount 
removed being regulated by openings in the front of the casing. Satisfactory. 
From (47); delivers dust to (69) and dust-free ore to (50) or (55). 

50. Eighteen-inch belt conveyor wuth a 6-ply rubber belt having a convey- 
ing length of 15.75 feet, a speed of 250 feet per minute, and run level. From 
(49) ; delivers to (51). 

51. One Rowand, type F, magnetic separator. From (50); delivers mag- 
netic product to (52) and non-magnetic product to (55). 

52. Six-inch belt conveyor with a 3-ply rubber belt having a conveying 
length of 33 feet, a speed of 250 feet per minute, and run level. From (51) ; 
delivers to (53). 

53. ^ Seven-inch elevator with a 5-ply rubber belt having a speed of 210 feet 
per minute, 6-inch pressed-steel buckets set 18 inches apart, and elevating the 
ore 38.33 feet. From (52 ) ; delivers to (54) . 

54. Wooden shipping bin having a capacity of 50 tons and a fiat bottom. 
From (53); delivers, via ore feeder and railroad cars, to smelters. 

55. Eleven-inch elevator with a 6-ply rubber belt having a speed of 300 
feet per minute, 10-inch pressed-steel buckets set 18 inches apart, and elevating 
the ore 53.25 feet. From (49) and (51); delivers, via roller feeder, to (56). 

^ 56. Rowand incline screen with slots 2.54 X 0.69 millimeter and other de- 
tails like those in (42) . From (55) ; delivers oversize to (62) and undersize to (57) . 

57. Wooden storage bins each having a capacity of 50 tons and a flat bot- 
tom. From (56); deliver, via ore feeder, to (58). 

58. Six Wetherill-Rowand, type E, magnetic separators each having a 
capacity of 0.5 ton per hour. These machines, together with those in (65), 
require 42 amperes with 120 volts from a direct-current generator and each 
has 3 sets of magnets; the first with 30,000, the second with 60,000, and the 
third with 100,000 ampere turns. Repairs are stated to be few and the work 
very satisfactory. From (57); deliver products separately to (59). 

59. Six-inch belt conveyors with 3-ply rubber belts having conveying 
lengths of 35 feet, speeds of 250 feet per minute, and run level. From (58) ; 
deliver to (60). 

60. Six 7-inch elevators with 5-ply rubber belts having speeds of 210 feet 
per minute, 6-inch pressed-steel buckets set 18 inches apart, and elevating the 
ore 38.33 feet. From (59); deliver to (61). 

61. Wooden shipping bins each having a capacity of 50 tons and a flat bot- 
tom. From (60) ; deliver, via ore feeder and railroad cars, to smelters. 

62. Eleven-inch elevator with a 6-ply rubber belt having a speed of 300 
feet per minute, 10-inch pressed-steel buckets set 18 inches apart, and elevating 
the ore 27.75 feet. From (56); delivers, via roller feeder, to (63). 

63. Rowand incline screen with slots 2.54 X 1.07 millimeters and other 
details like those in (42). From (62); delivers oversize and undersize to sepa- 
rate bins in (64). 

64. Eleven wooden storage bins each having a capacity of from 15 to 20 
tons with a bottom sloping at 58®. From (63) ; deliver periodically, via iron 
gates and spouts, to (65). 

65. Four Wetherill-Rowand, type E magnetic separators with details like 
those in (58). From (64); deliver products to (66). 

66. Four 6-inch belt conveyors with 3-ply rubber belts having conveying 
lengths of *43 feet, speeds of 250 feet per minute, and run level. From (65) ; 
deliver to (67). 

67. Four 7-inch elevators with 5-ply rubber belts having speeds of 210 
feet per minute, 6-inch pressed-steel buckets set 18 inches apart, and elevating 
the ore 38.33 feet. From (66); deliver to (68). 
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6S. Wooden shipping bins each having a capacity of 50 tons and a flat 
bottom. From (67) ; deliver, via ore feeder and railroad cars, both iron and 
sine products to smelters. 

Dust System. 

69. Three Cyclone dust-collectors. From (49) and all screen and roll hous- 
ngs, conveyors, elevators, etc., and deliver the dust to a bag house in which 
ire cotton bags 30 feet long. The dust collected in these bags is delivered to (70) . 

70. Twelve-inch belt conveyor with a 3-ply rubber belt having a convey- 
ng length of 79.5 feet, a speed of 235 feet per minute, and a slope, for a part of 
jhe way, of 30°. From (69); delivers to (71). 

71. Two wooden shipping bins each having a capacity of 200 tons and a 
iat bottom. From (70); deliver, via shovel and wheelbarrows, to railroad 
jars and thence to market. 

Trommels were formerly used for screening but gave considerable trouble 
ind were replaced by the stationary inclined screen designed by Mr. Lewis G. 
Rowand. This screen has proved very satisfactory, having a large capacity 
ind a small repair cost. It is also so designed that a veiy small amount of the 
iust escapes into the air, which, of course, is a decided advantage to the men 
svorking in the mill. 

The ore is handled in the yard and taken into the mill by contract, the 
contractors working 8-hour shifts. They pay their men from $2 to $2.50 per 
shift, according to the ability of the men. 

The dry mill is run on 8-hour shifts, about 20 men being employed in 24 
hours, 6 days a week. This number includes the day men on the loading and 
repair gang. Outside men work a 10-hour shift in the dajrtime. -Rates of 
pay are from $2 to $3.25 per shift. 


Power. 

The various portions of the mill are driven by electric motors with an alter- 
nating 440-volt current supplied from a central power station 2 miles distant. 

Testing Plant. 

In designing the plant, the idea was to arrange it in such shape that tests 
made would give results on which could be figured work in the commercial 
mill, already described, especially in regard to recoveries and grades of products. 
The plant is so arranged that tests can be made either on a few pounds of ore 
or on carload lots. Mechanical appliances for handling material have been 
reduced to a minimum, consistent with satisfactory work, in order to minimize 
the losses and to be able to weigh the products at various stages of the tests. 

Ore coming in railroad cars for testing is shoveled either to (1) or (2). 

1. Platform bins. From cars; deliver, via chute, to (3). 

2. Grizzly with 4-inch spaces between the bars. Ore hand-broken until 
it passes through. From cars; delivers, via chute, to (3). 

3. 6-inch elevator. From (1) or (2); delivers to (4). 

4. Dodge breaker with 7.5 X 12-inch jaw opening. From (3); delivers 
crushed ore to (5). 

5. Elevator. From (4) and (7), (11), (12), (13), or (23); delivers to (6), (13), 
(14), or (20) . 

6. Vertical screen. From' (5); delivers oversize to (7) and undersize to (8). 

7. RoUs, 12 X 20 inches. From (6); deliver crushed ore to (5). 

8. Ten-split sampler. From (6); delivers sample to (9) and reject to (10). 

9. Sample bin or sack. From (8) ; delivers to assayer. 

10. Vertical screen. From (81: delivers oversize to (12) and undersize to (llL 
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11. Steel storage-bin. From (10); delivers to (5). 

12. Steel storage-bin. From (10); delivers to (5). 

13. Five-foot Elmore vacuum oil-concentrator which is a full-sized unit. 
Although no ores have yet been found, in this district, suitable for this method 
of concentration, the machine seems to be mechanically satisfactory. From 
(5); delivers products to be sampled and assayed. 

14. Belt conveyor. From (5); delivers, via feed hopper, to (15). 

15. Roasting furnace, designed and patented by Mr. A. R. Wilfley, promises 
to give a very good method for the separation of iron pyrite from non-magnetic 
zinc sulphide. The ore, after being crushed and dried (16 or 18 mesh bein^ 
as coarse as it will stand), is given a slight roast in the furnace and then passec 
over a magnetic separator to remove the iron pyrite that has been made mag- 
netic. ^ The tailings (containing non-magnetic, or comparatively non-magnetic 
material such as zinc sulphide, galena, and gangue) are passed over a Wilfley 
or Sutton, Steele, and Steele table. This furnace, after being once started 
requires only a small amount of coal, as the heat is furnished by the burning 
of the sulphur in the ore. From (14); delivers roasted ore to (16). 

16. Revolving cooler. From (15); delivers cool ore, via wheelbarrow, tc 
(17). 

17. Steel elevator. From (16), (22), (26), (27), (28), (31), (32), (33), oi 
(34) ; delivers to (18), (23), (33), (34), or any other types of concentrating 
machines now installed, or that may be added later. 

18. Bins. From (17); deliver, via hopper, to (19). 

19. Wetherill-Rowand type E magnetic separator which is a full-sized ma- 
chine with 3 magnets, of 30,000, 60,000 and 100,000 ampere turns respectively 
From (18) or (29) ; delivers concentrates and middlings to be sampled and assayec 
while the tailings go to (30), (31), or (32). 

20. Rowand vertical drier. From (5) via automatic feed hopper; delivers 
dry ore to (22) and dust and gases taken from the stack, via No. 1, 30-incl' 
exhaust fan, to (21). 

21. Prinz and Rau dust collector. From (20) and (23); delivers dust tc 
a small dust bin or sacks. 

22. Shaking trough-conveyor. From (20); delivers to (17). 

23. Steel dust-separator. From (17) ; delivers ore to (24) or (29) and dust 
via No. 2, 30-inch exhaust fan, to (21). 

24. Vertical screen. From (23); delivers oversize to (25) and undersize 
to (26). 

25. Vertical screen. From (24) ; delivers oversize to (28) and undersize tc 
(27). 

26. Round steel storage-bin. From (24); delivers, periodically, to (17). 

27. Round steel storage-bin. From (25); delivers, periodically, to (17). 

28. Round steel storage-bin. From (25); delivers, periodically, to (17). 

29. Hopper. From (23); delivers, via swivel spout and hopper, to (19). 

30. Bin. From (19); delivers to sampler and assayer. 

31. New Century 3-compartment jig which is a small machine built on th( 
principles of the full-sized jig, furnished by the American Concentrator Company 
From (19); delivers products to assayer, to (5) for re-crushing, or to (17) fo 
re-treatment. 

32. No. 5 standard Wilfley concentrating table. From (19); deliver, 
products to assayer, to (5) for re-crushing or to (17) for re-treatment. 

33. Sutton, Steele, and Steele pneumatic table which is full sized. It doe 
good work and has a large capacity, but it is necessary to size very closely 
due evidently to the continuous upward current of air through the cloth to] 
of tbe table which tends to arranp*e the various kinds of material in lavers 
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If the sizing is not very close, this means, for instance, that the zinc product 
will overlap the lead and the streak of gangue will overlap the zinc. From 
(17); delivers products to be sampled and assayed. 

34. Sutton, Steele, and Steele static separator which is only a laboratory 
machine and but little work has so far been accomplished on it. From (17) ; 
delivers products to be sampled and assayed. 

The plant also contains one shaking screen for screening small lots of ore 
and a laboratory vacuum machine for making preliminary tests on samples 
□f a few ounces. 

The motive power consists of one 50 horse-power General Electric motor, 
one 5 horse-power motor, and one 3 horse-power motor. 

§ 1474. Mill No. 142. The Humphrey Mill of the Creede United 
Mines, Creede, Colorado.^^ — This mill has a maximum capacity of 275 
tons per 24 hours but the more usual tonnage is 150 tons.^^® The minerals, 
galena, sphalerite, pyrite, hematite, gold, and silver occur in intimate associa- 
tion with, and disseminated through, the altered trachyiie and quartz. The 
small gold and silver values are in proportionate values of about $3 gold to $1 
silver and the gold is sufficiently coarse to permit the larger part of it being 
recovered on concentrating tables. The crude ore will run about 11% in lead, 
5% in zinc, 2.5% in iron, and 60% in silica. The problem is to save the lead, 
zinc, gold, and silver values. The mill is a wooden structure and is located on 
a steep hillside. The ore is horse-trammed in two-ton cars (seven cars to a train) 
a distance of about one-half a mile from the portal of the Wooster tunnel to (1). 

Rock House. 

1. Bins of 400 tons capacity. From the mine; deliver to (2). 

2. Grizzlies with 2-inch spaces between the bars. From (1) ; deliver over- 
size to (3) and undersize to (4). 

3. Picking floor. From (2) ; delivers waste to dump and milling ore to (4). 

4. Bins. From (2) and (3); deliver, via hand-operated lever gates, to (5). 

5. Cars of 20 cubic-feet capacity. From (4) , weighed on platform scales 
of 5,000 pounds capacity, hauled 200 feet, and dumped onto (6). 

Concentrator. 

6. Grizzty with 1.5-inch spaces between the bars. From (5) ; delivers 
oversize to (7) and undersize to (8). 

7. Blake breaker with a 10 X 20-inch jaw opening making 253 thmsts per 
minute and breaking to 1.5 inches. From (6); delivers crushed ore to (8). 

8. Mill bin of 75 tons capacity. From (6) and (7) ; delivers to (9) . 

9. Bolthoff feeders making 100 revolutions per minute. From (8) ; deliver 
to (10). 

10. Automatic samples which cut out a sample of 1 part in 100 every 3 
minutes. From (9); deliver sample to sample room and reject to (11). 

11. ^ Roughing screen, 3X3 feet, making 20 revolutions per minute, and 
screening to 3 mesh. From (10) ; delivers oversize to (12) and undersize to 
(13). 

12. McFarlane^ coarse rolls, 14 X 36 inches, making 62 revolutions per 
minute and crushing to 0.5 inch. From (11); deliver crushed ore to (13). 

13. Vertical elevator with 7 X 12-inch buckets which elevate the ore 36 
•eet. From (11), (12), and (15); delivers to (14). 

14. Tronimel, 3X6 feet, with a 4-mesh Tyler double-crimped steel-wire 
5creen, making 19 revolutions per minute. From (13) ; delivers oversize to 
;i5) and undersize to (16). 
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_ 15. McFarlane^ finishing rolls, 14 X 36 inches, making 62 revolutions per 
minute and crushing to 16 mesh. From (14); deliver crushed ore to (13). 

16. Trommel with a Tyler double-crimped steel-wire screen and other details 
as in (14). From (14); delivers oversize to (19) and undersize to (17). 

17. Trommel with a 10-mesh Tyler double-crimped steel-wire screen and 
other details as in (14). From (16); delivers oversize to (20) and undersize to 
(18). 

18. Trommel with a 16-mesh Tyler double-crimped steel-wire screen and 
other details as in (14). From (17); delivers oversize to (21) and undersize to 

19. Four 4-compartment Harz jigs with 4-mesh sieves and plungers making 
180 strokes per minute. From (16); deliver the first two hutch products, as 
concentrates, via launder, to (34) ; the last two hutch products, as middlings, 
to (23); and the tailings to (23). 

20. Four 4-eompartment Harz jigs with 6-mesh sieves and plungers making 
240 strokes per minute. From (17) ; deliver the first two hutch products, as con- 
centrates, via launder, to (34) ; the last two hutch products, as middlings, to (23) ; 
and the tailings to (23) . 

21. Four 4-compartment Harz jigs with 10-mesh sieves and plungers mak- 
ing 256 strokes per minute. From (18) ; deliver the fiirst two hutch products, as 
concentrates, via launder, to (34) ; the last two hutch products, as middlings, 
to (23); and the tailings to (23). 

22. Two Bartlett tables which act as jigs and over which a rough separa- 
tion of a high-grade lead product is made which runs about 80.0% in lead. 
From (18); deliver concentrates, via launder, to (34) and tailings to (23). 

23. Two Fitzgerald shaking screen-launders. From (19), (20) , (21) , and (22) ; 
deliver water, which contains more or less values in slimes, via launder, to (27) 
and residue to (24). 

24. Three bins. From (23); deliver to (25). 

25. Three Challenge-type feeders. From (24); deliver to (26). 

26. Three 5-foot Chili mills making 34 revolutions per minute and crushing 
through 20 mesh. From (25) ; deliver pulp to (28) . 

27. Tank for table wash water. From (23) ; delivers to (29), (30), and (31). 

28. Bosco sizers with 2 spigots. From (26); deliver the first spigots to 

(29) , second spigots to (30), and overflows to (32). 

29. Four Wilfley tables. From (27) and (28); deliver lead concentrates 
to (34), middlings to (31), and tailings, via launder, to (32). 

30. Two Wilfley tables. From (27) and (28) ; deliver lead concentrates to 
(34), middlings to (31), and tailings, via launder, to (32). 

31. Six Wilfley tables. From (27), (29), and (30) ; deliver lead concentrates 
to (34), zinc concentrates to (35), and tailings, via launder, to (32). 

32. Settling tank. From (28), (29), (30), and (31); delivers spigot to (33) 
and overflow to waste. 

33. Slime plant with canvas tables. From (32) ; delivers lead concentrates 
to (34) and tailings to dump. 

34. Drainage tank for lead concentrates. From (19), (20), (21), (22), (29), 

(30) , (31), and (33); delivers lead concentrates, via cars, to smelter. 

35. Drainage tank for zinc concentrates. From (31) via wheelbarrow; 
delivers zinc concentrates, via cars, to smelter. 

The lead product runs about 65% in lead, 8.5% in zinc, 1.5% in iron, 2% 
in silica, and has 85% of the recovered gold and silver values. It carries from 
4 to 5% in moisture when it reaches the smelter. 

The zinc product runs about 45% in zinc, 2% in iron, and 13.5% in silica. 
It carries from 7 to 9% in moisture on reaching the smelter. 
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The concentration ratio is about 11 into 1 for the lead, 18 into 1 for the zinc, 
and 7 or 8 into 1 for the crude ore. 

When running at full capacity the monthly shipments of concentrates amount 
to about 1,000 tons, 650 to 700 tons of which are lead concentrates. 

Labor, 

Of similar mills in the State of Colorado this is possibly the most economic 
cally run. When running at full capacity the mill force is made up of 7 mill 
hands, 1 foreman, 1 man on repair work, and when using steam power, 1 
engineer. 

Power and Water, 

Water is taken from about one-half mile above the 'mill, at the Wooster 
tunnel, and conveyed, by a 36-inch wooden flume, into a 212-foot column pipe 
which is 16 inches in diameter and located back of the mill. It delivers to the 
wheel pit. A 10-inch take-off pipe, entering the main flume, delivers the 
necessary- milling water to a tank in the scale room, from which it is gravity 
piped to the various machines. 

The wheel pit is separately housed and walled alongside the main building 
on a level with the railroad track. There are 2 Felton wheels, one 6 feet and 
the other 4 feet in diameter, attached to the same 75-foot 1.25-inch steel rope 
drive which drives the mill shafting; the two water wheels are arranged to run 
on the same shaft or may run disconnected, the smaller wheel having a sepa- 
rately^ attached shafting for running the tables and dynamos while the larger 
wheel drives the crushers, rolls, jigs, and Chili mills. 

In the steam pov/er plant there is a 200 horse-power, 12 and 22 X 36-inch 
Corliss compound-condensing engine, steamed by two coal-fired, 150 horse- 
power Hendrie and Bolthoff boilers. This engine is connected with the main 
water-wheel shafting, above the wheel pit, by a 200-foot 1.5-inch steel rope 
drive. It is but rarely, however, that more than 150 horse-power is generated 
by the steam power plant, and the engine is in commission only about 8 months 
in the year. Steam and water power are used jointly for about 4 months in 
the year and water-power alone for about 4 months. 

J. Mills Saving Gold, Silver, Lead, and Copper Values. 

Under this group come Mills 143 and 144. 

§ 1475. Mill No. 143. Gold Prince Mill, Animas Forkes, Colorado.^^ 
— Large portions of the lode are simply barren vein material of blue-white 
quartz and massive rhodonite, the ore streaks occurring irregularly in the veins 
between partitions of rhodonite.^®® The common ore minerals are gold, both 
free in a gangue of quartz and rhodonite, and associated with pyrite, sphalerite, 
galena, chalcopyrite; and silver, usually in tetrahedrite, replacing part of the 
copper. The mass of the ore is low grade and its value will not exceed $12 to 
$15 per ton. It is estimated that ores carrying as low as $5 per ton in values 
can be milled at a profit, for it is said that the total mining and milling cost will 
not exceed $2.50 per ton. 

The problem is to save the gold, silver, copper, lead, and zinc values. 

The ore comes from the mine,^ via cars, and is delivered to (1). 

1. Gates No. 6 ''K'' gyratory breaker, breaking to 3 inches and operated 
by a 50 horse-power motor making 850 revolutions per minute with a 440- 
volt current. From the mine; delivers crushed ore to (2). 

2. Conveyor belt, 22 inches wide and 67 feet long. Operated by a 15 horse- 
power motor. From (1); delivers to (3). 

3. Two steel bins, each having a capacity of 500 tons. From (2) ; deliver 
to (4). 
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4. Aerial tramway, of the Bleichert type, 2.37 miles long with a difference 
in elevation of 1,100 feet. The load cable is 1.375, the return cable 1.125, and 
the traction cable 0.75 inch in diameter, and the latter is composed of 7 wire 
strands. A 40 horse-power Bullock motor controls the tram at a speed of 250 
feet per minute. The buckets carry 1,500 pounds each and the system affords 
a safe hourly capacity of 50 tons. From (3) ; delivers to (5) . 

5. Receiving bin of 1,000 tons capacity. Built of structural steel and sup- 
ported, 10 feet above the floor, on I-beam columns. For power see (6). From 

(4) ; delivers, via gates and plunger feeders, to (6). 

6. Two belt conveyors, 22 inches wide. One on either side and below (5). 
A 10 horse-power motor drives the conveyors and also the plunger feeders in 

(5) . From (5); deliver to (7). 

7. Two trommels, 12 feet long with 1.5-inch holes, and heavy manganese- 
steel linings. From (6) ; deliver oversize to (8) and undersize to (9) . 

8. Two Farrel-Blake breakers, with 13 X 30-inch jaw openings. The 
capacity of each breaker is 300 tons in 10 hours. For power see (10). From 
(7); deliver ore, crushed to 1.5 inches, to (9). 

9. Two elevators having belts 20 inches wide equipped with 7 X 18-inch 
buckets. The elevators are 50 feet high from center to center of the pulleys. 
For power see (10), From (7) and (8); deliver to (10). 

10. Distributing conveyor, which consists of a 22-inch endless traveling 
belt whose end pulleys are 80 feet apart and idlers are supported by a wooden 
framed carriage running on a 5-f6ot gauge track above (11). A 100 horse- 
power motor, making 575 revolutions per minute with a current of 440 volts, 
drives (8), (9), and (10). From (9); delivers to (11). 

11. Ten steel battery-bins, each having a capacity of 50 tons and sloping 
bottoms. From (10); deliver to (12). 

12. Ten Challenge suspended feeders. From (11); deliver to (13). 

13. One hundred stamps arranged in units of 10 stamps each. The battery 
frames are of heavy structural steel and, like the mortars, are supported by 
concrete foundations, resting on solid bed rock. The mortars are of narrow 
Homestake pattern with removable wearing parts. The stems are of special 
steel, the shoes, dies, cams, tappets, and bore-heads of chrome steel, the cams 
being of the self-tightening Canda pattern. There is an overhead crane of 2 
tons capacity for handling the heavy parts about the batteries.^ The stamps 
weigh 965 pounds each, and, in doing duty of 5 tons per day, will drop from 5 
to 7 inches at the rate of 100 to 105 drops per minute. The mesh of the discharge 
screens will vary for the different ores between 16 and 30 mesh. For power 
see (17). From (12); deliver pulp to (14). 

14. Twenty silver-plated amalgamating plates, 12 feet long by 4.5 feet wide 
with stationary slopes. From (13) ; deliver pulp to (15) and amalgam to retort. 

15. Forty mercury traps. From (14) ; deliver pulp to (16) and amalgam 
to retort. 

16. Ten tanks. From (15); deliver to (17). 

17. Ten Frenier spiral sand pumps. A 25 horse-power motor, situated 
over (13), drives each unit of 10 stamps and its pump. Motor makes 660 revo- 
lutions per minute with a 440-volt current. Lift, 16 feet. From (16) ; deliver 
pulp to (18). 

IS. Ten hydraulic classifiers with 2 spigots each. From (17) ; deliver first 
spigots to (19), second spigots to (20), and overflows to (21). 

19. Twenty Card concentrating tables, driven by two 10 horse-power motors, 
each motor running 10 tables. From (18) ; deliver galena concentrates, contain- 
ing the most of the gold and silver values, to (32) ; the zinc-iron concentrates, 
containing very few precious values, to (32); and tailings to (21). 
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20. Ten Card concentrating tables. For power see (27). From (18) ; deliver 
galena concentrates, containing the most of the gold and silver values, to (32) ; 
the zinc-iron concentrates, containing very few precious values, to (32) ; and 
tailings to (21). 

21. Ten cone-classifiers. From (18), (19), and (20); deliver spigots to (22) 
and overflows to (23). 

22. Five tube mills built by the Denver Engineering Works, 14 feet long 
and 5 feet in diameter, each driven by individual 30 horse-power motors running 
at 850 revolutions per minute wdth a 440-volt current. Lined with imported 
silex bricks, 2.5 X 4 X 8 inches, set on edge. The pebbles are imported from 
Denmark and have an average diameter from 2.5 to 3 inches. The charge of 
pebbles for each mill is about 4 tons. The mills make 28 revolutions per minute 
and have a capacity of 100 tons per 24 hours. From (21) ; deliver pulp, crushed 
through 60 mesh, to (23). 

23. Ten distributing launders. From (21) and (22); deliver to (24). 

24. Ten hydraulic classifiers. From (23) ; deliver spigots to (25) and over- 
flows to (26). 

25. Twenty Card concentrators. For power see (27). From (24); deliver 
galena concentrates, containing the most of the gold and silver values, to (32) ; 
the zinc-iron concentrates, containing very few precious values, to (32); and 
tailings to waste. 

26. Ten hydraulic classifiers. From (24) ; deliver spigots to (27) and over- 
flows to (28). 

27. Twenty Card concentrators. (20), (25), and (27) are driven by six 10 
horse-power motors. From (26) and (28); deliver galena concentrates, con- 
taining the most of the gold and silver values, to (32) ; the zinc-iron concentrates, 
containing very few precious values, to (32) ; and tailings to waste. 

28. Ten slimes-settling tanks. From (26) ; deliver spigots to (27) and over- 
flows to (29). 

29. Slimes tank. From (28); delivers clear water to (30). 

30. Pump. From (29); delivers to (31). 

31. Mill storage tanks. There are two steel tanks on the top floor of the 
mill each holding 12,000 gallons of water which is replenished through a 12- 
inch pipe line from the Animas River. From (30) ; deliver to ini 11 system. 

32. Suspended tram buckets. From (19) , (20) , (25) , and (27) ; deliver to (33) . 

33. Two-compartment shaking launder, 64 feet long. From (32) ; delivers 
galena concentrates to (34) and zinc-iron concentrates to (35). 

34. Dr}"ing floors. Rectangular riveted steel compartments, 6 X 10 feet 
by benches deep. Steam heated. From (33); deliver, via cars, to smelter. 

35. One Argali multi-tubular drier. From (33); delivers dry concentrates 
to magnetic separating department or to cars. 

The mill proper is 336 feet long by 184 feet wide and was designed and 
built by the Denver Engineering Works Company of Denver, Colorado, at a cost 
of about $500,000. 

The steel frames are covered with 1-inch boards over which is laid heavy 
building paper, which in turn is sheathed with No. 22 corrugated steel sidings. 
All floors are^ of reinforced concrete, 4 inches thick, and suspended. 

A mechanical forced-draft hot-air plant, provided with two coal-fired, marine- 
type, 100 horse-power boilers, heats the mill. The waste heat from these boilers 
is utilized by the drying rooms (34). Close to the drying rooms (34), and near 
(35), space is left for the future installation of a magnetic separator plant to 
re-treat the zinc-iron product. 

It is claimed that an amalgamation recovery of the gold and silver values 
of from 10 to 40% will be made, depending on the varying character of the 
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ores treated. ^ It is believed that the total recovery by amalgamation and con- 
centration will be about 75%. When the magnetic plant is installed to treat 
the zinc-iron concentrates an extraction of close to 90% of the total metal 
values will be looked for. 

Power. 

The power for the operation of the mill comes in a 3-phase, alternating- 
current furnished by the Animas and Telluride Power Companies. It is trans- 
mitted at 10,000 volts and stepped down, for use in the miU, to 440 volts. 

§ 1476. Mill No. 144. Silver Lake Mill, Garfield Smelting Company, 
SiLVERTON, Colorado. — This mill has a capacity of 300 to 350 tons per 24 
hours while the crushing department will handle 450 tons per 24 hours.®® The 
mill was constructed in the latter part of 1906 and is based on six years^ experi- 
ence with^ an older mill which it replaces. The economic minerals are galena, 
chalcopyrite, pyrite, and sphalerite with gold and silver values in a gangue 
of quartz and rhodochrosite. The problem is to save the lead, copper, gold, 
and silver values. 

The ore is crushed at the mine to pass a 2.5-inch ring and is delivered, via 
aerial tramway, to (1) at the mill.^®® 

Crushing Department. 

The coarse and fine-crushing plants run 20 hours daily and the capacities 
and machine products are given in tons per 20 hours. 

1. Silver Lake tramway receiving-bin. From the tramway; delivers via two 
plunger feeders, to (2). 

2. Two Colorado Iron Works breakers, with 4 X 24-mch jaw openings, 
breaking to 1 inch and making 2S0 thrusts per minute. Each handles 150 
tons and requires 6.39 horse-power when empty and 12.37 horse-power under 
normal load. From (1); deliver crushed ore, via elevator, with a 28-foot lift, 
which, together with (9), requires 0.57 horse-power when empty and 1.29 horse- 
power under normal load, to (3). 

3. One 20-inch belt conveyor with a conveying length of 80 feet and a speed 
of 320 feet per minute. Handles 300 tons and requires 2.23 horse-power when 
empty and 2.73 horse-power under normal load. From (2); delivers to (4). 

4. One Harrington and King trommel 4X8 feet, having 15-millimeter 
round holes punched 0.875 inch between centers, in No. 3 steel, 18 spokes and 
a shaft, 3.4375 inches in diameter, which has a slope of 1.75 inches to the foot. 
Driven by gear and pinion at 17 revolutions per minute and has a life of 385 
days or while the mill handles 89,863 tons. Run dry. Handles 647 tons and 
requires 0.32 horse-power when empty and 2.54 horse-power under normal 
load. From (3) and (6); delivers oversize to (5) and undersize to (7). 

5. F. M. Davis rolls, 16 X 36 inches, making 100 revolutions per minute 
and set to crush to 0.25 inch. Midvale steel shells weigh, when new, 8,020 
pounds, last 175 days or while the mill handles 45,392 tons, and when worn out 
weigh 1,299 pounds. Latrobe steel shells weigh, when new, 9,012 pounds, 
last 181 days or while the mill handles 38,684 tons, and when worn out weigh 
1,302 pounds. Steel cheek plates weigh, when new, 705 pounds, last 356 days 
or while the mill handles 84,076 tons, and when worn out weigh 456 pounds. 
Phosphor-bronze wearing parts weigh, when new, 612 pounds, last 356 days 
or while the mill handles 84,076 tons, and when worn out weigh 420 pounds. 
Run dry. Handle 347 tons (270 tons on the first pass and 77 tons returned), 
and require 7.12 horse-power when empty and 19.27 horse-power under normal 
load From (4); deliver crushed ore to (6). 

6. Bucket elevator having a speed of 302 feet per minute and buckets, 
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7 X 12 inches, placed 20 inches apart, which elevate the ore 37 feet. Handles 
347 tons and requires 1.78 horse-power when empty and 2.92 horse-power under 
normal load. From (5); delivers to (4). 

7. One 18-inch belt conveyor having a conveying length of 160 feet and a 
speed of 230 feet per minute. ' Handles 300 tons and requires 1.85 horse-power 
when empty and 3.85 horse-power under normal load. From (4) ; delivers to 
( 8 ). 

Concentrating Department. 

This department runs 24 hours daily. The capacities and machine products 
are given in tons per 24 hours and the water in gallons per minute. 

8. Silver Lake mill ore bin of 600 tons capacity. From (7) ; delivers to (9). 

9. Plunger feeder with a 5-inch stroke. Handles 300 tons. For power see 
(2). From (8); delivers to (10). 

The mill feed, at this point, gives the following sizing test: 


Through 15 on 9 millimeters 28.0 percent. 

“ 9 “ 6 “ 21.0 " 

“ 6 “ 4 “ 14.0 

“ 4 “ 2 “ 12.0 

2 “ ^5^ 

Total 100.0 


10. Vezin sampler making 20 revolutions per minute and cutting out 5.0% 
of the ore. From (9); delivers sample to (11) and rejects to (12). 

11. Vezin sampler with details as in (10). From (10); delivers sample, 
which amounts to 5 pounds per ton of original ore, to the bucking room and 
rejects to (12). 

12. Bucket elevator having a speed of 350 feet per minute and buckets, 
7 X 14 inches, placed 24 inches apart, which elevate the ore 54 feet. Handles 
560 tons of ore and 82 gallons of water besides 10 gallons of hydraulic water. 
Together with (23) requires 3.69 horse-power when empty and 8.58 horse-power 
under normal loaL From (10), (11), (14), and (16); delivers to (13). 

13. Two trommels, 3.5 X 6 feet, having 9-millimeter round holes punched, 
0.5625 inch between centers, in No. 6 steel, and shafts, 3.1875 inches in diameter, 
which have slopes of 0.75 inch to the foot. Each has a life of 287 days or while 
the mill handles 64,936 tons. Rim wet. Handle 560 tons of ore with 92 gal- 
lons of water in the feed and 34 gallons of hydraulic water. Together with 
(17), (19), (24), and (27) require 0.93 horse-power when empty and 6.88 horse- 
power under normal load. Other details as in (4). From (12); deliver over- 
size, via mixing box, to (14) and undersize to (17). 

14. One double 2-compartment Harz jig with sieves having 4-millimeter 
round holes and plungers making 160 1.75-inch strokes per minute. Handles 
200 tons of ore with 40 gallons of water in the feed and 62 gallons of hydraulic 
water. Requires 1.61 horse-power when empty and, together with (18), (20), 
(26), (28), (30), and (32), 21.53 horse-power under normal load. The feed 
gives the ifollowing sizing test: 


On 9 millimeters 
« 6 
“ 4 

« 2 

“ 20 mesh 


52.99 percent. 
38.87 “ 

, 6.20 “ 

, 0.53 “ 

, 0.31 “ 


On 40 mesh 0.24 percent 

“ 80 “ 0.18 “ 

“ 100 “ 0.06 “ 

“ 150 “ 0.02 “ 

Through 150 “ 0.57 “ 


From (13); delivers the first side discharges and second hutch products, 
amounting to 2 tons, as second-class concentrates, to (69) ; the first hutch prod- 
ucts, as first-class concentrates, to (12); and the tailings to (15). 

15. Shovel dewatering wheel, making 12 revolutions per minute, handling 
264 tons of ore and 172 gallons of water. From (14) and (18); delivers ore to 
(16) and the overflow, containing 4 tons of ore with 90 gallons of water, to (50). 

16. F. M. Davis rolls set to crush to 0.125 inch. Midvale steel shells weigh. 
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when new, 5,772 pounds, last 178 days or while the mill handles 37,318 tons, 
and when worn out weigh 838 pounds. Latrobe steel shells weigh, when new, 
9,012 pounds, last 185 days or while the mill handles 47,450 tons, and when 
worn out weigh 1,611 pounds. Steel cheek plates weigh, when new, 588 pounds, 
last 363 days or while the mill handles 84,768 tons, and when worn out weigh 
380 pounds. Phosphor-bronze wearing parts weigh, when new, 510 pounds, 
last 363 days or while the mill handles 84,768 tons, and when worn out weigh 
350 pounds. Run wet. Handle 260 tons of ore and 82 gallons of water and 
require 7.12 horse-power when empty and 14.37 horse-power under normal 
load. Other details as in (5). From (15); deliver crushed ore to (12). 

17. Two trommels having 6-millimeter round holes punched, 0.375 inch 
between centers, in No. 10 steel. Each has a life of 340 days or while the mill 
handles 77,838 tons. Handle 360 tons of ore with 86 gallons of water in the feed 
and 34 gallons of hydraulic water. For power and other details see (13) . From 
(13); deliver oversize, via mixing box, to (18) and imdersize to (19). 

18. One double 3-compartment Harz jig. The first and third sieves have 
4-millimeter and the second 6-millimeter round holes. The plungers make 
176 1.25-inch strokes per minute. Handles 134 tons of ore with 25 gallons of 
water in the feed and 116 gallons of hydraulic water. Together with (20) and 
(28) requires 2.32 horse-power when empty. For horse-power under normal 
load see (14). The feed gives the following sizing test: 

On 6 millimeters 30.67 percent. 

“ 4 56.50 “ On 80 me^ 0.09 percent. 

“ 2 “ 8.70 “ “ 100 “ 0.02 “ 

“ 20 mesh 1.02 “ “ 150 “ 0.00 “ 

“40 “ 2.44 “ Through 150 “ 0.54 " 

From (17) ; delivers the first side discharges, as first-class concentrates, to (68) ; 
the second and third hutch products, as second-class concentrates, to (69) ; the 
first hutch products, as first-class concentrates, to (26) and (28) ; and the tail- 
ings to (15) and (21). The products going to (68) and (69) amount to 2 tons. 

19. Two trommel^ having 4-millimeter round holes punched, 0.25 inch be- 
tween centers, in No. 12 steel. Each has a life of 334 days or while the mill 
handles 76,283 tons. Handle 226 tons of ore with 95 gallons of water in the 
feed and 34 gallons of hydraulic water. For power and other details see (13). 
From (17); deliver oversize, via two mixing boxes, to (20) and undersize to 
(27). 

20. Two double 3-compartment Harz jigs. The first sieves have 6 mesh, 
18 wire, the second and third 5-millimeter round holes. The plungers make 
216 0.875-inch strokes per minute. Handle 76 tons of ore with 34 gallons of 
water in the feed and 148 gallons of hydraulic water. For power see (18). 
The feed gives the following sizing test: 

On 4 millimeters 36.11 percent. On 80 mesh 0.43 percent. 

“ 2 “ 55.17 “ “ 100 “ 0.07 “ 

“ 20 mesh 5.58 “ “ 150 “ 0.03 “ 

“ 40 “ 2.01 “ Through 150 “ 0.69 “ 

From (19); deliver the first hutch products, as first-class concentrates, to (30) 
and (68); the second and third hutch products, as second-class concentrates, 
to (69); and the tailings to (21). The products going to (68) and (69) amount 
to 6 tons. 

21. Three shovel dewatering wheels, making 12 revolutions per minute, 
handling 440 tons of ore, with 252 gallons of water from jigs and 66 gallons 
from trommels. From (18), (20), and (24); deliver 431 tons of ore with 50 
gallons of water to (22) and 9 tons of ore with 268 gallons of water to (45) . 

22. Three F. M. Davis rolls, 14 X 27 inches, making 105 revolutions per 
minute and set to crush to 0.0625 inch. Midvale steel shells for the 3 rolls 
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weigh, w’hen new, 11,190 pounds, last 322 days or while the mill handles 
73,415 tons, and when w^orn out weigh 2,113 pounds. Steel cheek plates for 
the 3 rolls weigh, when new, 438 pounds, last 322 days or while the mill handles 
73,415 tons, and when w^orn out weigh 288 pounds. Cast-brass weping parts 
for the 3 rolls weigh, w^hen new’, 480 pounds, last 322 days or while the mill 
handles 73,415 tons, and when worn out weigh 288 pounds. Run wet. Handle 
431 tons (127 tons from jigs and 304 tons of returns), with 50 gallons of water, 
and require 16.10 horse-pow’er when empty and 33.20 horse-power under normal 
load. From (21) ; deliver crushed ore to (23). 

23. Bucket elevator having a speed of 350 feet per minute and elevating the 
ore 56 feet. Handles 431 tons of ore with 50 gallons of w'ater. For power 
see (12). From (22); delivers to (24). 

24. Two trommelshaving 2.5-millimeter round holes punched, 0.1875 inch 
between centers, in No. 16 steel. Each has a life of 402 days or while the mill 
handles 94,313 tons. Handle 431 tons of ore with 50 gallons of water in the 
feed and 34 gallons of hydraulic water. For power and other details see (13). 
From (23); deliver oversize to (21) and undersize to (25). 

25. Two Richards' vortex hydraulic classifiers with two spigots each. For 
details see (29). From (24) ; deliver the first spigots to (26), the second spigots 
to (31), and the overflows to (44). 

26. One double 4-compartment Harz jig. The first sieves have 10 mesh, 
19 wire, the second -and third 2.5-millimeter, and the fourth 2-millimeter round 
holes. The plungers make 242 0.5625-inch strokes per minute in the first, 
second, and third compartments, and 0.5-inch strokes in the fourth compart- 
ments. Together with (30) handles 138 tons of ore with 75 gallons of water in 
the feed and 150 gallons of hydraulic water. Together with (30) and (32) re- 
quires 9.84 horse-power w^hen empty. For horse-power under normal load see 
(14). For a sizing test of the feed see (29). From (18) and (25); delivers the 
first hutch products, as first-class concentrates, to (68) ; the second, third, and 
fourth hutch products, as second-class concentrates, to (69) ; aiid the tailings to 
(33) . The products going to (68) and (69) from 26 and (30) amount to 6 tons. 

27. Two trommels having 2-millimeter round holes punched, 0.1563 inch 
between centers, in No. 18 steel. Each has a life of 393 days or while the mill 
handles 92,063 tons. Handle 150 tons of ore with 95 gallons of water in the 
feed and 34 gallons of hydraulic water. For power and other details see (13). 
From (19); deliver oversize to (28) and undersize to (29). 

28. One double 3-compartment Harz jig. The first sieves have 8 mesh, 
IS wire, the second and third 4-millimeter round holes. The plungers make 
224 0.75-inch strokes per minute in the first and second compartments and 
0.625-inch strokes in the third compartments. Handles 34 tons of ore with 
26 gallons of water in the feed and 39 gallons of hydraulic water. For power 
see (18). The feed gives the follow’ing sizing test; 

On 2 millimeters 41.15 percent. On 100 medi 0.17 percent. 

“ 20 mesh 47.16 “ 150 ” 0.01 “ 

“40 “ 9.25 “ Through 150 “ 0.87 “ 

“80 “ 1.39 “ 

From (18) and (27) ; delivers the first hutch products, as first-class concentrates, 
to (68 ) ; the second and third hutch products, as second-class concentrates, to 
(69) ; and the tailings to (33). For the amount going to (68) and (69) see (26). 

29. Two Richards’ vortex hydraulic classifiers with 3 spigots each. To- 
gether with (25) handle 243 tons of ore with 121 gallons of water in the feed 
and 175 gallons of hydrauKc water. From (27) ; deliver the first spigots, via 
two mixing boxes, to (30) ; the second spigots to (31) ; the third spigots, amount- 
ing to 10 tons of ore and 21 gallons of water, to three tables in (49) ; and the 
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overflows to (46). Together with (25) the first spigots contain 138 tons of ore 
and 75 gallons of water, the second spigots 18 tons of ore and 6 gallons of water, 
and the overflows 77 tons of ore and 194 gallons of water. The spigots give the 
following sizing tests : 



First Spigot. 
Percent. 

Second Spigot. 
Percent. 

Third Spigot. 
Percent. 


46.34 

3 34 


“ 40 “ 

35 19 

27.28 

199 

“ 80 “ 

11.50 

45.01 

33.44 

“ 100 “ 

152 

5.26 

10.60 

“ 150 “ 

162 

8.17 

9.27 

Through 150 “ 

3.83 

10 94 

44 70 

Totals 

100.00 

100.00 

100.00 


30. Two double 4-compartment Harz jig’s. The first sieves have 10 mesh, 
19 wire, the second and third sieves 2.5-millimeter, and the fourth sieves 2- 
millimeter round holes. The plungers make 242 0.5625-inch strokes per minute 
in the first, second, and third compartments and 0.5-inch strokes in the fourth 
compartments. For details regarding capacities, water quantities, and power 
see (26). From (20) and (29); deliver the first hutch products, as first-class 
concentrates, to (68) ; the second, third, and fourth hutch products, as second- 
class concentrates to (69) ; and the tailings to (33). For the amount of products 
going to (68) and (69) see (26). 

31. One 1-spigot classifier. From (25) and (29) ; delivers spigot, via mixing 
box, to (32) and overflow to (37). 

32. One double 4-compartment Harz jig with sieves of 12 mesh, 20 wire. 
The plungers make 256 0.375-inch strokes per rninute in the first, second, and 
third compartments and 0.3125-inch strokes in the fourth compartments. 
Handles 18 tons of ore with 6 gallons of water in the feed and 47 gallons of 
hydraulic water. For power see (26). From (31) ; delivers all hutch products, 
amounting to 2 tons, as second-class concentrates, to (69) and the tailings to 
(43). 

33. Chili min feed-settling tank handling 164 tons of ore with 290 gallons 

of water. From (26), (28), and (30); delivers 150 tons of settlings with 68 gal- 
lons of water to (34) and the overflow wdth 14 tons of ore and 222 gallons of 
water to (37) and (38). » 

34. Two 6-foot Monadnock Chili mills with bottom drives manufactured 
by the Trent Engineering & Machinery Company and making 33^ revolutions 
per minute. The Midvale steel ring dies are cemented into place with Portland 
cement, no lead or babbitt being used, and weigh, when new, 5700 pounds, 
last 131 days or while the concentrator handles 29,740 tons, and when worn out 
weigh 980 pounds. The Midvale steel trunnion tires are held on the cores by 
hard-wood wedges and weigh, when new, 7,968 pounds, last 131 days or while 
the concentrator handles 29,740 tons, and when worn out weigh 1,654 pounds. 
The steel wire screens vary from 9 to 20 mesh, 12 and 14 mesh being used for the 
greater part of the ore. They weigh, when new, 1,415 pounds, last 289 days 
or while the concentrator handles 64,654 tons, and when worn out weigh 1,186 
pounds. Phosphor-bronze wearing parts weigh, when new, 30 pounds, last 
365 days or while the concentrator handles 84,363 tons, and when worn out 
weigh 10 pounds. Cast-iron plows weigh, when new, 228 pounds, last 131 days 
or while the concentrator handles 29,740 tons, and when worn out weigh 90 
pounds. Handle 150 tons of ore with 68 gallons of water and require 17.16 
horse-power when empty and 54.98 horse-power xmder normal loads. From 
(33); deliver pulp to (35) and (39). 

35. Two Richards^ vortex hydraulic classifiers with 3 spigots each. Handle 
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133 tons of ore with 106 gallons of water in the feed and 73 gallons of hydraulic 
water. From (34), (37), and (43); deliver the first spigots, containing 58 tons 
of ore with 39 gallons of water, to two tables in (40) ; the second spigots, contain- 
ing 32 tons of ore with 35 gallons of water, to two tables in (40) ; the third spigots, 
containing 21 tons of ore with 23 gallons of water, to two tables in (40) ; and the 
overflows, containing 22 tons of ore with 82 gallons of water, to (36). The spigot 
products give the following sizing tests: 



First Spigot. 
Percent. 

Second Spigot. 
Percent. 

Third Spigot. 
Percent. 


0.49 



“ 40 “ 

39.35 

19.84 

0.86 

“ 80 “ 

33.93 

47.26 

30.91 

“ 100 “ 

4.92 

12.26 

15.19 

“ 150 “ 

5.41 

5.18 

12.83 

Through 150 “ 

15.90 

15.45 

40.21 

Totals 

100.00 

99.99 

100.00 


36. Round settling tank handling 22 tons of ore with 82 gallons of water. 
From (35) ; delivers spigot, containing 10 tons of ore with 23 gallons of water, 
to one table in (40) and the overflow, containing 12 tons of ore with 59 gallons 
of water, to (52). The spigot product gives the following sizing test: 

On 80 mesh 6.17 percent. On 150 mesh 13.58 percent. 

“100 “ 12.28 “ Through 160 “ 68.97 “ 

37. Settling tank handling 10 tons of ore with 152 gallons of water. From 
(31) and (33); delivers spigot product, containing 8 tons of ore with 30 gallons 
of water, to (35) and overflow, containing 2 tons of ore with 122 gallons of water, 
to (50). 

38. Settling tank handling 4 tons of ore with 70 gallons of water. From 
(33) ; delivers spigot product, containing 4 tons of ore with 15 gallons of water, 
to (39) and overflow, containing 55 gallons of clear water, to (67). 

39. One Richards' vortex hydraulic classifier with 3 spigots handling 44 
tons of ore with 37 gallons of water in the feed and 46 gallons of hydraulic water. 
From (34) and (38) ; delivers the first spigot product, containing 19 tons of ore 
with 23 gallons of water, to one table in (41); the second spigot product, con- 
taining 12 tons of ore with 13 gallons of water, to one table in (41) ; the third 
spigot product, containing 7 tons of ore with 10 gallons of water, to one table 
in (41) ; and the overflow, containing 6 tons of ore with 37 gallons of water, 
to (55). The spigot products give the following sizing tests: 



First Spigot. 
Percent. 

Second Spigot. 
Percent. 

Third Spigot. 
Percent. 

On 20 mesh 

3.17 



“ 40 “ 

44.44 

11.99 


“ 80 “ 

28.80 

43 17 

17.99 

“ 100 “ 

1 4.31 

11.03 

14 22 

“ 150 “ 

1 3.63 

6.95 

11.72 

Through 150 “ 

j 15.65 


56.07 

Totals 



100.00 


40. Seven Wilfley tables making 246 to 260 throws per minute and, together 
with (4p, (48), (49), (66), and (74), handling 196 tons of ore with 253 gallons 
of water in the feed and 97 gallons of hydraulic water. From (35) and (36) ; 
deliver concentrates, via launder, to (75), middlings to three tables in (42), 
tailings to (61), and headwaters to (51). 

41. Three Wilfley tables with details as in (40). From (39); deliver con- 
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centrates, via launder, to (75), middlings to two tables in (42), tailings to (61), 
and headwaters to (47). 

42. Twelve Wilfley tables and one Card table. Three of the Wilfleys make 
245, two make 250, seven make 260, and the Card makes 260 throws per minute. 
Handle 63 tons of ore with 124 gallons of water in the feed and 70 gallons of 
hydraulic water. Require 2.33 horse-power when empty and, together with 
(48), (49), (60), and (66), 4.29 horse-power under normal feed. From (40), 
(41), (47), (48), (55), and (58); deliver concentrates, via launder, to (75), tail- 
ings to (61), and headwaters to (63). 

43. Conical cast-iron settling-tank handling 21 tons of ore with 71 gallons 
of water. From (32) and (45) ; delivers spigot, containing 15 tons of ore with 
30 gallons of water, to (35) and the overflow, containing 6 tons of ore with 41 
gallons of water, to (52). 

44. Conical cast-iron settling-tank handling 37 tons of ore with 90 gallons 
of water. From (25) ; delivers spigot product, containing 10 tons of ore with 

15 gallons of water, to one table in (49) and the overflow, containing 27 tons 
of ore with 75 gallons of water, to (52). The spigot product gives the follow- 
ing sizing test : 

On 40 mesh 1.69 percent. On 150 mesh 13.60 percent. 

“ 80 “ 21.10 “ Through 150 “ 51.90 “ 

“ 100 “ 11.81 ** 

45. Two conical cast-iron settling-tanks handling 9 tons of ore with 268 
gallons of water. From (21); deliver the spigot products, containing 5 tons 
of ore with 18 gallons of water, to (43) and the overflows, containing 4 tons 
of ore with 250 gallons of water, to (50). 

46. Conical cast-iron settling-tank handling 40 tons of ore with 104 gallons 
of water. From (29) ; delivers spigot product, containing 12 tons of ore wdth 
20 gallons of water, to (48) and the overflow, containing 28 tons of ore with 
84 gallons of water, to (55) . The spigot product gives the following sizing test : 

On 80 mesh 21.70 percent. On 150 mesh 13.21 percent. 

“ 100 “ 15.57 “ Through 150 “ 49.63 “ 

47. Conical cast-iron settling-tank handling 3 tons of ore with 45 gallons 
of water. From (41) ; delivers spigot product, containing 3 tons of ore with 

16 gallons of water, to four tables in (42) and the overflow, containing 29 gal- 
lons of clear water, to (67) . The spigot product gives the following sizing test : 

On 150 mesh 0.61 percent. Through 150 mesh* 99.39 percent. 

48. Two Wilfley tables making 256 throws per minute. For capacity see 
(40). Together with (49) and (66) require 0.81 horse-power when empty and 
for power under normal load see (42). From (46); deliver concentrates, via 
launder, to (75), middlings to one table in (42), and tailings to (61). 

49. Four Wilfley tables with details as in (48). For capacity and power 
see (48). From (29) and (44); deliver concentrates, via launder, to (75), 
middlings to (58), tailings to (61), and headwaters to (52). 

50. Settling tank handling 10 tons of ore with 462 gallons of water. From 
(15) , (37) , and (45) ; delivers spigot product, containing 8 tons of ore with 25 
gallons of water, to (58) and the overflow, containing 2 tons of ore with 437 
gallons of water, to (67), 

51. Settling tank handling 10 tons of ore with 46 gallons of water. From 
(40) ; delivers spigot product, containing 6 tons of ore with 18 gallons of water, 
to (58) and the overflow, containing 4 tons of ore with 28 gallons of water, to 
(71). 

52. Spitzkasten handling 54 tons of ore with 216 gallons of water. From 
('36'). ('43'). ('44'). (49). (65), and (66): delivers spigot product, containing 10 
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tons of ore with 35 gallons of water, to (oS) and the overflow, containing 44 
tons of ore with 181 gallons of water, to (53) and (54). 

53. Spitzkasten handling 22 tons of ore with 95 gallons of water. From 
(52) ; delivers spigot product, containing 7 tons of ore (all through 150 mesh) 
with 14 gallons of water, to two vanners in (60) and the overflow, containing 
15 tons of ore with SI gallons of vrater, to (59). 

54. Spitzkasten handling 22 tons of ore with 86 gallons of water. From 
(52); delivers spigot product, containing 7 tons of ore (all through 150 mesh) 
with S gallons of water, to one vanner in (60) and the overflow^, containing 15 
tons of ore wuth 78 gallons of water, to (59). 

55. Spitzkasten handling 34 tons of ore with 121 gallons of water. From 
(39) and (46) ; delivers spigot product, containing 6 tons of ore with 15 gallons 
of water, to four tables in (42) and the overflow, containing 28 tons of ore with 
106 gallons of water, to (56) and (57). The spigot product gives the following 
sizing test: 

On 100 mesh 1.06 percent. 

On 150 “ 9.57 “ 

Through 150 ** 89.37 “ 

56. Spitzkasten handling 14 tons of ore with 53 gallons of water. From 
(55) ; delivers spigot product, containing 4 tons of ore with 13 gallons of water, 
to two vanners in (60) and the overflow, containing 10 tons of ore with 40 gal- 
lons of water, to (63). The spigot product gives the following sizing test: 

On 150 mesh 0.83 percent. Through 150 mesh 99.17 percait 

57. Spitzkasten handling 14 tons of ore with 53 gallons of water. From 
(55); delivers spigot product, containing 5 tons of ore with 13 gallons of water, 
to two vanners in (60) and the overflow, containing 9 tons of ore with 40 gal- 
lons of water, to (71). The spigot product gives the following sizing test: 

On 150 mesh 0.54 percent. Through 150 mesh 99.46 percent. 

58. One Richards^ vortex hydraulic classifier wdth 4 spigots handling 30 
tons of ore with 90 gallons of water. From (49), (50), (51), and (52); delivers 
the first spigot, containing 11 tons of ore with 28 gallons of water, the second 
spigot, containing 5 tons of ore with 15 gallons of water, and the third spigot, 
containing 4 tons of ore with 13 gallons of water, to four tables in (42); the 
fourth spigot, containing 2 tons of ore with 8 gallons of water, to one vanner in 
(60); and the overflow, containing 8 tons of ore with 26 gallons of w’ater, to 
(59). The spigot products give the following sizing tests: 



First Spigot. 
Percent. 

Second Spigot. 
Percent. 

Third Spigot. 
Percent. 

Fourth Spigot. 
Percent. 

On 80 mesh 

25 00 

7.35 

57 35 

10 30 

12.31 

4.61 

10.77 

72.31 



“ 100 “ 

4.65 

6.98 

88.37 


“ 150 “ 

4.55 

95.45 

Through 160 “ 


Totals 

100.00 

100.00 

100.00 

100.00 



59. Canvas-feed settling-cone handling 38 tons of ore with 185 gallons of 
water. From (53), (54), and (58); delivers spigot product, containing 26 tons 
of ore^ with 108 gallons of water, to (62) and overflow, containing 12 tons of 
ore with 77 gallons of w^ater, to (63). 

60. Eight 6-foot vanners making 182 thrusts per minute, handling 25 tons 
of ore with 56 gallons of water in the feed and 12 gallons of hydraulic water. 
Five of them require 0.79 horse-power when empty. For power under normal 
load see (42). From (53), (54), (56), (57), and (58); deliver concentrates, via 
launder, to (75) and tailings to (63). 
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61. Eighteen canvas tables, 11.5 feet wide by 12 feet long, made of 18-ounce 
duck and having slopes of 3 inches to the foot. Together with (62) and (63) 
handle 230 tons of ore with 413 gallons of water in the feed and 20 gallons of 
hydraulic water. From (40), (41), (42), (48), (49), and (66); deliver second- 
class concentrates to (64) and tailings to (67). 

62. Sixteen canvas tables, 11.5 feet wide by 17 feet long, made of 18-ounce 
duck and. having slopes of 1.75 inches to the foot. For capacity see (61) . From 
(59) ; deliver second-class concentrates to (64) and tailings to (67) . 

63. Thirty-four canvas tables. Eighteen are 17 feet long and 16 are 19 feet 
long. All are 11.5 feet wide. Made of 18-ounce duck and having slopes of 1 
inch to the foot. For capacity see (61). From (42), (56), (59^ and (60); 
deliver second-class concentrates to (64) and tailings to (67). 

64. One Latta and Martin pneumatic displacement pump handling 5 tons 
of ore with 37 gallons of water per minute against a head of 76 feet. From (61). 
(62), and (63); delivers to (65). 

65. Two canvas re-dress settling-cones arranged in series. The first handles 
5 tons of ore with 37 gallons of water. From (64) ; delivers the spigot product, 
containing one ton of ore with 15 gallons of water, to (66) and the overflow, 
containing 4 tons of ore with 22 gallons of water, to the second. The second 
delivers the spigot product, containing 3 tons of ore with 12 gallons of water, 
to (66), and the overflow, containing 1 ton with 10 gallons of water, to (52). 
The spigot products give the following sizing tests: 



First Spigot. 
Percent. 

Second Spigot. 
Percent. 


9.52 


“ 100 “ 

4.76 

0.40 

“ 150 “ 

11.91 

0.80 

Through 150 “ 

73.81 

98.80 

Totals 

100.00 

100.00 


66. Two Wilfley tables making 264 throws per minute. Only one used. 
For capacity see (40). For power see (48). From (65); deliver concentrates, 
via launder, to (75) ; middlings to (52) ; tailings to (61) ; and headwaters to (52). 

67. Automatic tailings sampler. From (38), (47), (50), (61), (62), and 
(63) ; delivers sample to assayer and reject, via tailings launder, to waste dump. 

68. Eight first-class concentrates bins each having a capacity of 24 tons. 
Together with (69), (70), and (75) handle 60 tons of concentrates with 50 gal- 
lons of water and 40 gallons of wash water. From (18), (20), (26), (28), and 
(30); deliver concentrates, via cars, to smelter and drainings to (70): 

69. Twelve second-class concentrates bins each having a capacity of 42 
tons. For amount handled see (68). From (14), (18), (20), (26), (28), (30), 
and (32); deliver concentrates, via cars, to smelter, and drainings to (70). 

70. Eight settling tanks, four of 12 tons capacity each and four of 18 tons 
capacity each. Steam coils in bottoms. For amount handled see (68) . From 
(68) and (69) ; deliver dry concentrates, via cars, to smelter and overflows, via 
launder, to waste. 

71. Four slimes-settling tanks with steam coils in the bottoms. One is 
35 feet long by 14 feet wide by 26 feet deep, another is 30 X 16 X 26 feet, an- 
other is 30 X 12 X 26 feet, and the fourth is 16 X 16 X 26 feet. Handle 13 
tons of ore with 68 gallons of water in the feed and 25 gallons of hydraulic 
water. From (51) and (57) ; deliver settlings to (72) and overflows, via launder, 
to waste. 

72. One 4-foot Frenier sand pump lifting against a head of 24 feet. From 
(71); delivers to (73) and (74). 
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73. One vanner making 190 throws per minute. From (72) ; delivers con- 
centrates, via launder, to (75) and tailings, via launder, to waste. 

74. One Wilfley table making 265 throws per minute. For capacity see 
(40). From (72); delivers concentrates, via launder, to (75) and tailings, via 
.aunder, to waste. 

75. Bins for table and vanner concentrates. For amount handled see (68). 
From (40), (41), (42), (48), (49), (60), (66), (73), and (74); deliver concentrates, 
ria cars, to smelter. 

The min concentrates about 4.5 tons into 1 and saves 88% of the gold, 
79% of the silver, 84% of the lead, and 79% of the copper. 

Of the total ore milled 215.67% passes to (4), 188.0% to (13), 120.0% to (17), 
75.33% to (19), 143.67% to (24), and 50.0% to (27). 

Of the total ore milled 115.67% passes to (5), 86.67% to (16), 48.0% to (22), 
md 50.0% to (34). 

Power and Water, 

Only General Electric induction motors are used. All are type I, 3-phase, 
30-cycle machines using an alternating current. 

The following list shows a summary of the same : 


Motor Operating. 

Number. 

Forms 

Amperes. 

Volts. 

Revolu- 
tions per 
Minute. 

Horse 

-power. 

Rated. 

Operating. 

(2), (3), and (9) 

1 

L. 

125.0 

220 

720 

50 

36 25 

(4), (6), (6), and (7) 

1 

K. 

125.0 

220 

900 

50 

34.57 

(12), (13), (14), (16), (17), (IS), (19), (20), 








(23), (24), (26), (27), (28), (30), and (32) 

1 

L. 

22.8 

2,080 

720 

85 

61.69 

(22) and (34) 

1 

K. 

33.5 

2,080 

600 

125 

98.90 

(42), (48), (49), (60), and (66) 

1 

L. 

87.5 

220 

600 

35 

10.67 

Compressors 

1 

C. 

37.5 

220 

900 

15 

17.43 

Slimes plant ....... 

2 





4 

3.00 








Totals 

8 





364 

262.51 


The following table gives a summary of the water used in gallons per minute: 


Original feed water (12) 

Trommels (13), (17), (19), (24), and (27) 

Jig (14) 

(IS) 

Jigs (20) . 

“ (26) and (30) 

“ (28) 

Jig (32) 

Hydraulic classifiers (25) and (29) 

“ " (35) “ (39) 

Tables (40), (41), (42,) (48), (49), (66), and (74) 

Vanners (60) . . . 

Wash water for canvas tables (61), (62), and (63) . 

Wash water for concentrates (68) 

Wash water for slimes plant and miscellaneous (71) 


10 

170 

62 

116 

148 

150 

39 
47 

175 

119 

167 

12 

20 

40 
25 


Total 


1,300 


K. Mills Saving Lead and Zinc Values. 

Mill 145 serves as a representative of this class. 

§ 1477. Mill No. 145. Ore Dressing Plant of the Mines De Pierre- 
FiTTE, PiERREFiTTE, Nestalas, Hautes PYRENEES, FRANCE. — The Capacity 
of this mill is 150 tons per 24 hours.®^ The economic minerals are galena and 
sphalpite. Clean sphalerite and galena are separated in the mine and sent 
to shipping bins outside the mill, while the crude milling ore, running 9.08% 
lead and 15.4% zinc, is sent to (1). 
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Rock House, 

1. Breaker. From Estamg shaft; delivers to (2). 

2. Troinmel. From (1) ; delivers oversize to (3) and undersize to (4) . 

3. Picking belt. From (2) ; delivers waste rock to dump and milling ore 
to (4). The rock house is run during a 10-hour day shift only. 

Concentrating Plant. 

4. Grizzly with 50-millimeter spaces between the bars. From (2) and (3) ; 
delivers oversize to (14) and undersize to (5). 

5. Ore bin of about 60 tons capacity. From (4) ; delivers, via feeder, to (6). 

6. Conical trommel, 2.2 meters long by 1 and 1.3 meters in diameter, with 
holes 25 millimeters in diameter. Run wet. From (5) ; delivers oversize to 

(7) and undersize, via launder, to (9). 

7. Picking belt. From (6) ; delivers waste rock to dump and milling ore to 

( 8 ) . 

8. Ore bin. From (7) and (16); delivers, via percussion feeder, to (17). 

9. Conical tro mm el with 3 screening sections, having holes 6, 10, and 18 
millimeters in diameter. Trommel is 3 meters long by 1 and 1.3 meters in 
diameter. From (6); delivers material between 18 and 25 millimeters to (17), 
material between 10 and 18 millimeters to (13), material between 6 and 10 milli- 
meters to (13), and material through 6 millimeters to (10). 

10. Trommel 1X3 meters, with holes 2 and 3.5 millimeters in diameter. 
From (9); delivers material between 3.5 and 6 millimeters to (13), material 
between 2 and 3.5 millimeters to (13), and material through 2 millimeters to 

11. Trommel with holes 1 millimeter in diameter. From (10); delivers 
oversize to (13) and undersize to (12). 

12. Spitzlutte. From (11); delivers spigots to (13) and overflow to (35). 

13. Six jigs. One has three compartments and the others have five com- 
partments. From (9), (10), (11), and (12); deliver galena to market, sphal- 
erite to market, rich middlings to (27), poor middlings to (14), and tailings to 
waste. 

14. Ore bin. From (4) and (13); delivers, via percussion feeder, to (15). 

15. Conical trommel, 2.2 meters long by 1 and 1.3 meters in diameter, 
with holes 25 millimeters in diameter. Run dry. From (14); delivers over- 
size on top of undersize onto (16). 

16. Picking belt. From (15); delivers waste rock to dump and milling 
ore to (8). 

17. Rolls, 0.32 X 0.95 meter. From (8), (9), and (18); deliver crushed ore 
to (18). 

18. Conical trommel with three screening sections having holes 5, 8, and 12 
millimeters in diameter. Trommel is 3 meters long by 1 and 1.3 meters in 
diameter. From (17); delivers material on 12 millimeters to (17) , material 
between 8 and 12 millimeters to (22), material between 5 and 8 millimeters to 
(22), and material through 5 millimeters to (19). 

19. Trommel, 1 X*3 meters, with holes 2 and 3 millimeters in diameter. 
From (18) and (25); delivers material between 3 and 5 millimeters to (22), 
material between 2 and 3 millimeters to (22), and material through 2 milli- 
meters to (20). 

20. Trommel with holes 1 millimeter in diameter. From (19); delivers 
oversize to (22) and undersize to (21). 

21. Spitzlutte. From (20) and (26); delivers spigots to (22) and overflow 
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22. Eight 4-compartment jigs. From (18), (19), (20), and (21); deliver 
galena to market, sphalerite to market, rich middlings to (27) , poor middlings 
,0 (23), and tailings to waste. 

23. Elevator. From (22) and (34); delivers to (24). 

24. Two ore bins. From (23) ; deliver material between 3 and 8 millimeters 
,0 (25) and material through 3 millimeters to (26). 

25. Rolls, 0.3 X 0.7 meter. From (24); deliver, via launder, to (19). 

26. No. 3 Heberle wet ball mill. From (24) ; delivers pulp, via launder, to (21) . 

27. Elevator. From (13), (22), (31), and (34); delivers to (28).^ 

28. Two ore bins. From (27) ; deliver material between 3 and 8 millimeters,, 
da percussion feeder, to (29) and material below 3 millimeters to (30). 

29. No. 4 Heberle wet ball mill, 0.7 X 1.8 meters. From (28); delivers 
)ulp to (31). 

30. Rolls, 0.3 X 0.7 meter. From (28); deliver crushed ore to (31). 

31. Trommel, 1 X 2.2 meters, with holes 2 millimeters in diameter. From 
29) and (30); delivers oversize to (27) and undersize to (32). 

32. Trommel, 1 X 2.2 meters, with holes 1 millimeter in diameter. From 
,31); delivers oversize to (34) and undersize to (33). 

33. Spitzlutte. From (32); delivers spigots to (34) and overflow to (39). 

34. Two 3-compartment jigs. From (32) and (33); deliver concentrates 
,0 market, rich middlings to (27), poor middlings to (23), and tailings to waste. 

35. Four Spitzlutten. From (12) and (21); deliver spigots to (37) and over- 
lows to (36). 

36. Two Spitzkasten. From (35) ; deliver spigot to (37) and overflows to 
vaste. 

37. Pulp thickeners. From (35) and (36) ; deliver pulp to (38) and over- 
lows to waste. 

38. Nine Ferraris tables. From (37); deliver concentrates to market, 
•ich mid*dlings to (41), poor middlings to (45), and tailings to waste. 

39. Three Spitzlutten and a Spitzkasten. From (33); deliver spigots to 
40) and overflows to waste. 

40. Three Ferraris tables. From (39) ; deliver concentrates to market, rich 
niddlings to (41), poor middlings to (45), and tailings to waste. 

41. Two Spitzlutten and a Spitzkasten. From (38), (40), and (44); deliver 
ipigots to (42) and overflows to waste. 

42. Pulp thickeners. From (41) ; deliver spigots to (43) and overflows to 
vaste. 

43. Four Ferraris tables. From (42); deliver concentrates to. market, 
niddlinga to (44), and tailings to waste. 

44. Centrifugal pump. From (43); delivers to (41). 

^ 45. Two Spitzlutten and a Spitzkasten. From (38), (40), and (47); deliver 
pigots to (46) and overflows to waste. 

^ 46. Three Ferraris tables. From (45); deliver concentrates to market, 
niddlings to (47), and tailings to waste. 

47. Centrifugal pump. From (46); delivers to (45). 

A saving of 74.3% of the lead and 74.7% of the zinc is obtained. The 
ead concentrates carry 73.5% lead and 15.1% zinc, and the zinc product 3.9% 
ead and 42.8% zinc. 

Power, 

The actual consumption is about 145 horse-power distributed as follows : 

An 18 horse-power motor drives the breaker (1) and trommel (2). 

A 30 horse-power motor and a 40 horse-power motor drive rolls (17), (25), 
md rSO'y. ball mills ('26') and ('29'). and nickinff belts TRV ('7V Rnd HfiV 



5 1478. Mill 146. OUTLINES OF MILLS, 1783 

Two 18 horse-power motors drive jigs (13), (22), and (34), and trommels 
(6), (9), (10), (11), (15), (18), (19), (20), (31), and (32). 

Two 18 horse-power motors drive tables (38), (40), (43), and (46), and 
centrifugal pumps (44) and (47). 

L. Mills Saving Lead, Zinc, and Iron Values. 

Mills 146, 147, and 148 are given to illustrate this group and are taken from 
three districts. 

§ 1478. Mill No. 146. Galena and Sphalerite Dressing Plant Neue 
He^ne Mine, Hohenlohe Werbie, Upper Silesia. — This plant has a ca- 
pacity of 280 tons per 10 hours.^® The economic minerals are pyrite, sphalerite, 
and galena disseminated in a dolomite gangue. The ore is clayey and con- 
tains 22% zinc, 5.77% lead, and the pyrite varies from 0 to 7%. 

The ore^ from the mine is delivered, via trucks, to (1) on the top floor of 
the mill building. 

Crushing and Jigging Department 

There are two similar sections under this heading, only one of which is de- 
scribed. 

1. Hand tumbler. From the mine; delivers to (2). 

2. Grizzly, 1 X 1.5 meters, with 120-millimeter spaces between the bars. 
From (1); delivers oversize to (3) and undersize to (4). 

3. Breaker with a jaw opening 0.32 X 0.5 meter. From (2); delivers to 

(4). 

4. Bin. From (2) and (3); delivers, via push feeder, to (5). 

5. Washing trommel, 3.5 X 2.2 meters. From (4); delivers to (6). 

6. Conical trommel, 2.5 X 1 and 1.35 meters, with two screening sections 
having holes 22 and 50 millimeters in diameter respectively. From (5) ; delivers 
oversize on 50 millimeters to (7), material between 22 and 50 millimeters to 

(8) , and material through 22 millimeters to (9). 

7. Picking table, 7 meters in diameter. From (6) ; delivers waste rock to 
dump and milling ore to (19). 

8. Picking table, 7 meters in diameter. From (6) and (24) ; delivers waste 
rock to dump and milling ore, via percussion feeder, to (20). 

9. Conical trommel, 3 X 1.3 and 1.42 meters, with three screening sections 
having holes 9, 12, and 15 millimeters in diameter respectively. From (6); 
delivers material on 15 millimeters and material between 12 and 15 millimeters 
to (14), material between 9 and 12 millimeters to (15), and material through 9 
millimeters to (10). 

10. Two conical trommels, 3X1 and 1.42 meters, with four screening 
sections having holes 3, 4, 5, and 7 millimeters in diameter respectively. From 

(9) ; deliver the four sizes coarser than 3 millimeters to (15) and material through 
3 millimeters to (11). 

11. Two conical trommels, 2.2 X 1 and 1.3 meters with holes 2 millimeters 
in diameter. From (10); deliver oversize to (15) and undersize to (12). 

12. Two conical trommels, 2.2 X 1 and 1.3 meters with holes 1.5 milli- 
meters in diameter. From (11); deliver oversize to (15) and undersize to (13). 

13. Four Spitzlutten arranged in series. From (12) ; deliver spigots to (15) 
and overflow to (40). 

14. Two 3-compartment jigs. From (9) ; deliver rich middlings of galena- 
sphalerite to (18), rich galena-dolomite middlings to (18), poor galena-dolomite 
middlings to (18), and tailings to (17). 

15. Sixteen 5-compartment jigs. From (9), (10), (11), (12), and (13); 
riplivpr o-ftlp-np rnnppntratpq tn HfiL rich iralpna-snhalftrite middlinffs to 
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sphalerite to (16), rich sphalerite-dolomite middlings to (IS), poor sphalerite- 
dolomite middlings to (18), and tailings to (17). 

16. Hoist. From (15), (17), (32), (39), (42), (46), (51), (55), (58), (62), 
and (67) ; delivers concentrates to storage and tailings to dump. 

17. Two dewatering sand wheels. From (14), (15), (31), (32), and (39); 
deliver solids to (16) and slime water to (64). 

18. Hoist. From (14), (15), (31), (32), and (39); delivers rich galena- 
sphalerite, rich galena-dolomite, and rich sphalerite-dolomite middlings coarser 
than 6 millimeters to (33) and finer than 6 millimeters to (34); poor galena- 
dolomite and poor sphalerite-dolomite middlings coarser than 6 millimeters 
to (21) and finer than 6 millimeters to (22). 

19. Breaker with 0.25 X 0.4 meter jaw opening. From (7) ; delivers crushed 
ore to (23) . 

20. Coarse rolls, 0.32 X 0.95 meter. From (8) and (24); deliver crushed 
ore to (23) . 

21. Medium rolls, 0.32 X 0.95 meter, handling material larger than 6 milli- 
meters. From (18); deliver crushed ore to (23). 

22. High-speed rolls, 0.165 X 1.2 meters, handling material through 6 milli- 
meters. From (18) ; deliver crushed ore to (23) . 

23. Bucket elevator. From (19), (20), (21), and (22); delivers to (24). 

24. Conical trommel, 3X1 and 1.42 meters, with two screening sections hav- 
ing holes 15 and 22 millimeters in diameter respectively. From (23) ; delivers 
material on 22 millimeters to (8) ; material between 15 and 22 millimeters, via 
percussion feeder, to (20); and material through 15 millimeters to (25). 

25. Conical trommel, 3X1 and 1.42 meters, with two screening sections 
having holes 9 and 12 millimeters in diameter respectively. From (24); de- 
livers material on 12 millimeters to (31) ; material between 9 and 12 millimeters 
to (32), and material through 9 millimeters to (26). 

26. Conical trommel, 3X1 and 1.42 meters, with two screening sections 
having holes 5 and 7 millimeters in diameter respectively. From (25) ; deliver 
material on 7 millimeters and material between 5 and 7 millimeters to (32) 
and material through 5 millimeters to (27). 

27. Conical trommel, 3X1 and 1.42 meters, with two screening sections 
having holes 3 and 4 millimeters in diameter respectively. From (26) ; delivers 
material on 4 millimeters and material between 3 and 4 millimeters to (32) 
and material through 3 millimeters to (28). 

28. Conical trommel, 2.2 X 1 and 1.3 meters, with holes 2 millimeters in 
diameter. From (27) ; delivers oversize to (32) and undersize to (29) . 

29. Conical trommel, 2.2 X 1 and 1.3 meters, with holes 1.5 millimeters in 
diameter. From (28); delivers oversize to (32) and undersize to (30). 

30. Two Spitzlutten arranged in series. From (29) ; deliver spigots to (32) 
and overflow to (50). 

31. One 3-compartment jig. From (25); delivers rich galena-sphalerite 
middlings to (18), rich galena-dolomite middlings to (IS), poor galena-dolomite 
middlings to (18), and tailings to (17). 

32. Nine 5-compartment jigs. From (25), (26), (27), (28), (29), and (30); 
deliver galena to (16), galena-sphalerite middlings to (18), sphalerite to (16), 
rich sphalerite-dolomite middlings to (18), poor sphalerite-dolomite middlings 
to (18), and tailings to (17). 

From this point on there is but one section. 

33. Medium rolls, 0.32 X 0.95 meter, handling material larger than 6 milli- 
meters. From (18); deliver crushed ore to (35). 

34. High-speed rolls, handling material through 6 millimeters. From (18) 
and rSB) : deliver crushed ore to ( 35 ), 
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35. Bucket elevator. From (33) and (34); delivers to (36). 

36. Conical trommel, 2.2 X 1 and 1.3 meters, with holes 5 millimeters in 
diameter. From (35); delivers oversize to (34) and undersize to (37). 

37. Four conical trommels, 2.2 X 1 and 1.3 meters, arranged in series, with 
screens having holes 4, 3, 2, and 1.5 millimeters in diameter respectively. From 
(36) ; deliver the four sizes coarser than 1.5 millimeters to (39) and material 
through 1.5 millimeters to (38). 

38. Two Spitzlutten arranged in series. From (37) : deliver spigots to (39) 
and overflow to (56). 

39. Six 5-compartment jigs. From (37) and (38); deliver galena to (16), 
galena-sphalerite to (18), rich sphalerite-dolomite middlings to (18), poor 
sphalerite-dolomite middlings to (18), and tailings to (17). 

Table Department 

40. Spitzkasten. From (13); delivers spigot to (41) and overflow to (43). 

41. Two Spitzlutten and a Spitzkasten arranged in series. From (40); 
deliver spigots to (42) and overflow to (43)* 

42. Six Ferraris tables. From (41); deliver concentrates to (16), poor 
middlings to (47), rich middlings to (48), and tailings to dump. 

43. Pulp thickener. From (40) and (41) ; delivers spigots to (44) and over- 
flow to (64). 

44. Centrifugal pump. From (43); delivers to (45). 

45. Spitzkasten. From (44); delivers spigots to (46) and overflow to (64). 

46. Two Linkenbach tables. From (45); deliver concentrates to (16), 
poor middlings to (47), rich middlings to (48), and tailings to dump. 

47. Centrifugal pump. From (42), (46), (51), (55), (58), (62), and (67); 
delivers to (49). 

48. Centrifugal pump. From (42), (46), (51), (55), (58), (62), and (67); 
delivers to (56) . 

49. Spitzkasten. From (47); delivers spigot to (50) and overflow to (52). 

50. Two Spitzlutten and a Spitzkasten arranged in series. From (30) and 
(49); deliver spigots to (51) and overflow to (52). 

51. Six Ferraris tables. From (50); deliver concentrates to (16), poor 
middlings to (47), rich middlings to (48), and tailings to dump. 

52. Pulp thickener. From (49) and (50) ; delivers spigot to (53) and over- 
flow to (64). 

53. Centrifugal pump. From (52); delivers to (54). 

54. Spitzkasten. From (53); delivers spigot to (55) and overflow to (64). 

55. Linkenbach table, 8 meters in diameter. From (54) ; delivers concen- 
trates to (16), poor middlings to (47), rich middlings to (48), and tailings to 
dump. 

56. Spitzkasten. From (38) and (48); delivers spigot to (57) and over- 
flow to (59). 

57. Spitzlutte and Spitzkasten arranged in series. From (56); deliver 
spigots to (58) and overflow to (59). 

58. Four Ferraris tables. From (57); deliver concentrates to (16), poor 
middlings to (47), rich middlings to (48), and tailings to dump. 

59. Pulp thickener. From (56) and (57) ; delivers spigot to (60) and over- 
flow to (64). 

60. Centrifugal pump. From (59); delivers to (61). 

61. Spitzkasten. From (60); delivers spigots to (62) and overflow to (64). 

62. Linkenbach tables. From (61); deliver concentrates to (16), poor 
middlings to (47), rich middlings to (48), and tailings to dump. 
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63. Concrete Spitzkasten, 5.5 X 35.5 meters. From (64) ; delivers spigots 
to (65) and overflow to waste. 

64. Centrifugal pump. From (17), (43), (45), (52), (54), (59), and (61); 
delivers to (63) . 

65. Centrifugal pump. From (63); delivers to (66). 

66. Spitzlutte and a Spitzkasten arranged in series. From (65) ; delivers 
spigots to (67) and overflow to waste. 

67. Four Ferraris tables. From (66); deliver concentrates to (16), poor 
middlings to (47), rich middlings to (48), and tailings to dump. 

Products w’hich may contain pyrite are re-jigged on three 3-compartment 

Seventy-six percent of the total zinc in the crude ore is recovered. 

The different zinc products assay as follows: 


Coarse jig concentrates 53 percent zinc 

Medium 44 

Fine 38 

Table concentrates 28 


None of the above products carry over 2% lead. 

The following help is employed: 1 foreman, 1 electrician, 4 inspectors, 6 
.mechanics, 39 workmen over 20 years of age, 17 workmen between 16 and 20 
years of age, and 51 boys under 16 years of age. 

Three thousand four hundred and fifty to 3,550 gallons of water per minute 
are used. 

The operation of the mill requires about 450 horse-power. The following 
motors are used: 

One 300 horse-power motor and one 250 horse-power motor to drive the 
machinery in the crushing and jigging departments. 

One 50 horse-power motor to drive the Ferraris tables. 

One 40 horse-power motor to drive the Linkenbach tables. 

Two 20 horse-power motors to operate the hoists. 

§ 1479. Mill No. 147. New Central Mill of the Aktien Company, 
ViELLE Montagne, Aachen, PRUSSIA. — This mill has a capacity of 110 tons 
per 10 hours.^^® The ores treated come from four different mines and possess 
such different characteristics that they are each run separately in the mill. 
The ores in general are alike in being very clayey and in that three sulphides, 
galena, pyrite, and sphalerite, exist in varying quantities. One of the most 
important ores is made up as follows: ZnS, 32.65%; PbS, 4.22%; FeS, 21.29%; 
FeaOg, 6.22%; and a gangue consisting of clay, shale, limestone, calcite, and 
dolomite. 

The problepa is: (1). To recover as much clean sphalerite as possible. (2). 
To avoid making a middling product of sphalerite-pyrite. (3). To recover as 
much clean pyrite as possible. (4). To recover as much clean galena as pos- 
sible. The problem is greatly complicated by the fact that a large part of the 
pyrite is extremely porous so that its specific gravity is lowered nearly to that 
of the sphalerite, which latter is of the fibrous variety and much interlaced with 
galena. The clay of the gangue having a tendency to adhere to the particles 
of sphalerite and galena still further complicates matters. 

Ore from the mine, hauled in tram cars to the third or upper mill floor, 
is dumped to (1). 

1. Grizzly with 100-milIimeter spaces between the bars. From the tram 
cars; delivers oversize to (2) and undersize to (3). 

2. Picking table. From (1); delivers pyrite-sphalerite to (4), spalling ore 
to (5), and gangue to (125). 
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3. Twenty-ton storage bin. From (1); delivers, via feeder, to (6). 

4. Dodge-t3rpe rock breaker with a jaw opening of 300 by 500 millimeters. 
From (2), (5), (9), and (17); delivers material crushed to 40 millimeters to (7). 

5. Spalling floor.^ From (2) and (9); delivers gangueto (125), poor sphal- 
erite to (121), calamine to (122), sphalerite to (123), pyrite to (124), pyrite- 
sphalerite to (4), and limestone-sphalerite with galena-sphalerite to (S), 

6. Trommel with 50-millimeter punched holes. Spray water is used. From 
(3); delivers oversize to (9) and undersize to (10). 

7. Trommel with two screening sections having 16 and 9-millimeter punched 
holes respectively. From (4) and (17) ; delivers oversize between 40 and 16 
millimeters to (11), oversize between 16 and 9 millimeters to (13), and under- 
size between 9 and 0 millimeter to (38). 

8. Storage bin outside of washing plant. From (5), (9), (11), (19), and 
(22); delivers periodically to (14). 

9. Picking table, '4 meters in diameter. From (6) ; delivers spalling ore to 
(5), gangue to (125), poor sphalerite to (121), calamine to (122), sphalerite to 

(123) , pyrite to (124), pyrite-sphalerite to (4), limestone-sphalerite with galena- 
sphalerite to (8), and clay balls to (10). 

10. Crickboom log washer. From (6) and (9); delivers to (18). 

11. Picking table, 5 meters in diameter. From (7) ; delivers galena to (120), 
pyrite to (124), sphalerite to (123), pyrite-sphalerite to (12), and limestone- 
sphalerite with galena-sphalerite to (8). 

12. Coarse rolls, belted, 250 X 700 millimeters. From (11) and (34); 
deliver crushed ore to (38). 

13. Medium rolls, belted, 250 X 700 millimeters. From (7) and (34); 
deliver crushed ore to (38). 

14. Bin for sphalerite-pyrite. From (8), (19), and (22); delivers to (15). 

15. Elevator. From (14); delivers to (16). 

16. Storage bin. From (15); delivers, via feeder, to (17). 

17. Trommel with 40-millimeter punched holes. From (16) ; delivers over- 
size to (4) and undersize to (7). 

IS. Trommel with two screening sections having 22 and 16-millimeter 
punched holes respectively. From (10); delivers oversize between 50 and 22 
millimeters to 19, oversize between 22 and 16 millimeters to (20), and under- 
size between 16 and 0 millimeter to (21). 

19. Picking table, 5 meters in diameter. From (18) ; delivers limestone- 
sphalerite with galena-sphalerite to (8), sphalerite-pyrite to (14), pyrite to 

(124) , sphalerite to (123), galena to (120), calamine to (122), poor sphalerite 
to (121), and gangue to (125). 

20. Roughing jigs. From (18) ; deliver first and second discharges to (22) 
and overflows to (23) . 

21. Pulp thickener. From (18) ; delivers spigot to (24) and overflow to (55). 

22. Picking table, 5 meters in diameter. From (20) ; delivers calamine to 
(122), pyrite to (124), sphalerite to (123), galena to (120), poor sphalerite to 

(121) , pyrite-sphalerite to (14), and limestone-sphalerite with galena-sphalerite 
to (8). 

23. Picking table, 3 meters in diameter. From (20) ; delivers calamine to 

(122) , poor sphalerite to (121), and gangue to (125). 

24. Elevator. From (21), (46), (47), and (61); delivers to (25). 

25. Trommel with two screening sections having 14.2 and 5.8-millimeter 
punched holes respectively. From (24) ; delivers oversize between 16 and 14.2 
millimeters to (29) , oversize between 14.2 and 5.8 millimeters to (26), and under- 
size between 5.8 and 0 millimeter to (27). 

26. Three trommels with two screening sections each. The fi.rst has 12.5 
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and 10.9, the second 9.4 and 9.1, and the third 6.9 and 5.8-millimeter punched 
holes. From (25); deliver oversize between 14.2 and 12.5 millimeters to (29), 
oversize between 12.5 and 9.4 millimeters to (30), oversize between 9.4 and 5.8 
millimeters to (31), and undersize between 5.8 and 0 millimeter to (27). 

27. Three trommels with two screening sections each. The first has 4.8 
and 3.9, the second 3.1 and 2.4, and the third 1.8 and 1.25-millimeter punched 
holes. From (25) and (26) ; deliver oversize between 5.8 and 3.1 millimeters to 
(31), oversize between 3.1 and 1.25 millimeters to (32), and undersize between 
1.25 and 0 millimeters to (28). 

28. Classifier with 3 spigots. From (27) ; delivers spigots to (32) and over- 
flow to (55) . 

29. Two 5-compartment jigs with crank motion. From (25) and (26); 
deliver galena from first and second discharges to (120), fine middlings, as third 
discharges, to (33); sphalerite, as fourth discharges, to (123); middlings, as 
fifth discharges, to (47); and overflows to (49). 

30. Two 5-compartment jigs with crank motion. From (26); deliver first 
discharges, sometimes galena, to (120) and, sometimes middlings, to (47); 
second and third discharges of fine middlings to (33); fourth discharges of 
sphalerite to (123); fifth discharges of middlings to (47); and overflows to (49). 

31. Six 5-compartment jigs. The first two have crank and the rest plain 
eccentric motions. From (26) and (27); deliver first discharges of galena to 
(120); second and fifth discharges of middlings to (47); third discharges of 
sphalerite-pyrite to (38) ; fourth discharges of sphalerite to (123) ; and overflows 
to (49). 

32. Six 5-compartment jigs with eccentric motions. From (27) and (28); 
deliver first hutches of galena to (120), second and fifth hutches of middlings 
to (47), third hutches of pyrite-sphalerite to (38), fourth hutches of sphalerite 
to (123), overflows from first two jigs to (49), and overflows from last four jigs 
to (102). 

33. Elevator. From (29), (30), (39), (42), and (47); delivers to (34). 

34. Trommel with three screening sections having 16.9 and 4-millimeter 
punched holes respectively. From (33); delivers oversize on 16 millimeters 
to (12), oversize between 16 and- 9 millimeters to (13), oversize between 9 and 

4 millimeters to (35), and undersize between 4 and 0 millimeter to (36). 

35. Fine rolls, belted, 250 X 700 millimeters. From (34) ; deliver crushed 
ore to (38). 

36. Pulp thickener. From (34); delivers spigot to (37) and overflow to 
(104). 

37. Huntington mill, 1.54 meters in diameter and crushing through a 1-milli- 
meter screen. From (36); delivers pulp to (38). 

38. Elevator. From (7), (12), (13), (31), (32), (35), (37), and (47); delivers 
to (39). 

39. Trommel with two screening sections having 9 and 2.S-millimeter punched 
holes respectively. From (38); delivers oversize on 9 millimeters to (33), 
oversize between 9 and 2.8 millimeters to (40), and undersize between 2.8 and 
0 millimeter to (41). 

40. Two trommels with two screening sections each. The first has 6.2 and 

5 and the second 3.8 and 2.8-millimeter punched holes. From (39); deliver 
oversize between 9 and 5 millimeters to (42), oversize between 5 and 2.8 milli- 
meters to (43), and undersize between 2.8 and 0 millimeter to (41). 

41. Trommel with two screening sections having 2 and 1.4-millimeter 
punched holes. From (39) and (40); delivers oversize between 2.8 and 1.4 
millimeters to (44) and undersize between 1.4 and 0 millimeter to (45). 

42. Two 5-compartment jigs. From (40); deliver first discharge of galena 
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to (120), second and fifth discharges of middlings to (47), third discharges oi 
fine middlings to (33), fourth discharges of sphalerite to (123), and overflows tc 
(49). 

43. Two 5-compartment jigs. From (40); deliver first discharges of galeng 
to (120) second and fourth discharges of middlings to (47) ; third discharges 
of, sometimes pyrite, to (124) and, sometimes middlings, to (47) ; fifth discharges 
of sphalerite to (123); and overflows to (46). 

44. Six 5-compartment jigs. From (41) and (45); deliver first hutches o 
galena to (120), second and fourth hutches of middlings to (47), third hutches 
of pyrite to (124), fifth hutches of sphalerite to (123), overflow from first ji^ 
to (46), and overflows from last 5 jigs to (103). 

45. Classifier with 4 spigots. From (41) ; delivers spigots to (44) and over 
flow to (52). 

46. Spitzlutte. From (43) and (44); delivers spigot to (24) and overflo’v 
to (103).^ 

47. Six 3-compartment and four 4-compartment jigs. From (29) , (30) , (31) 
(32), (42), (43), and (44) via launder; deliver first hutches to proper shipping 
bin, second hutches of middlings to (33), third hutches from the 4-compart 
ment jigs, of sphalerite, to (48), overflows from 3-compai'tment jigs to (49) 
and overflows from 4-compartment jigs either to (24) or (38). 

48. Special settling tank. From (47) ; delivers sphalerite to (123) and over 
flow to (104). 

49. Pulp thickener. From (29), (30), (31), (32), (42), and (47); deliver 
spigot to (50) and overflow to (101). 

50. Sump. From (49); delivers to (51). 

51. Elevator. From (50); delivers to waste dump. 

52. Spitzkasten. From (45); delivers spigot to (53) and overflow to (114) 

53. Pointed box. From (52) ; delivers spigot to (54) and overflow to (106) 

54. Four Bilharz tables. From (53) ; deliver galena to (97) , galena-pyrit 
to (67), py rite-sphalerite to (77), sphalerite to (99), sphalerite middlings t< 
(82), and middlings to (87). 

55. Spitzkasten. From (21), (28), (59), and (61); delivers spigot to (56 
and overflow to (113). 

56. Pointed box. From (55) ; delivers spigot to (57) and overflow to (105) 

57. Twelve Bilharz tables. From (56); deliver galena middlings to (62) 
galena-pyrite to (67), pyrite-sphalerite to (77), sphalerite to (99), sphalerit 
middlings to (82), poor middlings to (87), taflings to (92), and, sometimes galena 
to (97). 

58. Sump. From the drainings of the jig-product shipping bins, draining 
from three elevators in jigging department, (101), (102), (103), (104), (105) 
(106), (112), (113), (114), (115), (116), and (117); delivers to (59). 

59. Screen with l-millimeter punched holes. From (58) ; delivers oversiz 
to (60) and undersize to (55). 

60. Elevator. From (59); delivers to (61). 

61. Trommel with 1-millimeter punched holes. From (60); delivers over 
size to (24) and undersize to (55). 

62. Sump for galena middlings. From (57), (62), (71), (76), (81), and (86) 
delivers to (63). 

63. Elevator. From (62); delivers to (64). 

64. Spitzkasten. From (63); delivers spigot to (65) and overflow to (115), 

65. Pointed box. From (64) ; delivers spigot to (66) and overflow to (106^ 

66. Two Bilharz tables. From (65) ; deliver galena to (97) , galena middling 
to (62), pyrite middlings to (72), pyrite-sphalerite to (77), sphalerite middling 

/'QO^ ir\r\r\y mi in fro +rk 
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67. Sump for galena-pyrite. From (54), (57), (71), (76), (81), and (86); 
delivers to (68). 

68. Elevator. From (67); delivers to (69). 

69. Spitzkasten. From (68); delivers spigot to (70) and overflow to (115). 

70. Pointed box. From (69); delivers spigot to (71) and overflow to (106). 

71. Four Bilharz tables. From (70) ; deliver galena to (97) , galena middlings 
to (62), galena-pyrite to (67), pyrite middlings to (72), py rite-sphalerite to 
(77), and sphalerite middlings to (82). 

72. Sump for pyrite middlings. From (66), (71), (76), and (81); delivers 
to (73). 

73. Elevator. From (72); delivers to (74). 

74. Spitzkasten. From (73); delivers spigot to (75) and overflow to (115). 

75. Pointed box. From (74); delivers spigot to (76) and overflow to (106). 

76. Three Bilharz tables. From (75); deliver galena middlings to (62), 
galena-pyrite to (67), pyrite to (98), pyrite middlings to (72), sphalerite-pyrite 
to (77), and sphalerite middlings to (82). 

77. Sump for pyrite-sphalerite. From (54), (57), (66), (71), (76), (81), 
(86), and (91); delivers to (78). 

78. Elevator. From (77); delivers to (79). 

79. Spitzkasten. From (78); delivers spigot to (SO) and overflow to (115). 

80. Pointed box. From (79); delivers spigot to (81) and overflow to (106). 

81. Five BUharz tables. From (SO); deliver galena middlings to (62), 
galena-pyrite to (67), pyrite middlings to (72), sphalerite-pyrite to (77), sphal- 
erite to (99), sphalerite middlings to (82), and poor middlings to (87). 

82. Sump for sphalerite middlings. From (54), (57), (66), (71), (76), (81), 
(86), (91), and (96); delivers to (83). 

83. Elevator. From (82); delivers to (84). 

84. Spitzkasten. From (83); delivers spigot to (85) and overflow to (115). 

85. Pointed box. From (84); delivers spigot to (86) and overflow to (106). 

86. Five Bilharz tables. From (85) ; deliver galena middlings to (62) , galena- 
pyrite to (67), pyrite-sphalerite to (77), sphalerite to (99), sphalerite middlings 
to (82), and poor middlings to (87). 

87. Sump for poor middlings. From (54), (57), (66), (81), (86), (91), and 
(96); delivers to (88). 

88. Elevator. From (87); delivers to (89). 

89. Spitzkasten. From (88); delivers spigot to (90) and overflow to (113). 

90. Pointed box. From (89) ; delivers spigot to (91), and overflow to (105). 

91. One Bilharz, one round, and one Linkenbach table. From (90) ; the 
first table delivers sphalerite-pyrite to (77), sphalerite to (99), sphalerite mid- 
dlings to (82), poor middlings to (87), tailings to (92), and the last two tables 
deliver sphalerite middlings to (82), poor middlings to (87), tailings to (92), and 
final tailings to (100). 

92. Sump for tailings. From (57), (91), (96), and (101); delivers to (93). 

93. Elevator. From (92); delivers to (94). 

94. Spitzkasten. From (93); delivers spigot to (95) and overflow to (113). 

95. Pointed box. From (94); delivers spigot to (96) and overflow to (105). 

96. One round and one Linkenbach table. From (95) ; deliver sphalerite mid- 
dlings to (82), poor middlings to (87) , tailings to (92), and final tailings to (100). 

97. Settling tank for galena. From (54), (57), (66), (71), and (81); delivers 
galena to (120) and overflow to (112). 

98. Settling tank for pyrite. From (76) ; delivers pyrite to (124) and over- 
flow to (112). 

99. Settling tank for sphalerite. From (54), (57), (81), (86), and (91); 
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100. Settling tank for tailings. From (91) and (96); delivers tailings t< 
(125) and overflow to (113). 

101. Spitzkasten with 10 spigots. From (49) ; delivers first four spigots t< 
(92), last six spigots to (58), and overflow to (116;. 

102. Spitzkasten with 5 spigots. From (32) ; delivers first three spigots h 
(107), last two spigots to (58), and overflow to (117). 

103. Spitzkasten with 5 spigots. From (44), (46), and (109); delivers firs 
four spigots to (107), last spigot to (58), and overflow to (115). 

104. Spitzkasten with 5 spigots. From (36) and (48) ; delivers spigots t< 
(58) and overflow to (117). 

105. Spitzkasten with 10 spigots. From (56) and (90); delivers spigot 
to (58) and overflow to (113). 

106. Spitzkasten with 5 spigots. From (53), (65), (70), (75), (80), an< 
(85); delivers spigots to (58) and overflow to (115). 

107. Sump. From (102), (103), and (110); delivers to (108). 

108. Elevator. From (107); delivers to (109). 

109. Classifier with 2 spigots. From (108); delivers spigots to (110) an 
overflow to (103). 

110. Two 3-compartment jigs. From (109); deliver first hutches of sphal 
erite to (123), second and third hutches of middlings to (107), and overflow t 
( 111 ). 

111. Settling tank. From (110); delivers tailings to waste dump an 
overflow to (115). 

112. Settling tank. From (97), (98), and (99); delivers spigot to (11£ 
and overflow to (118). 

113. Settling tank. From (55), (89), (94), and (105); delivers spigot whic 
is analyzed and sent either to (119) or to waste dump, and overflow to (IIS). 

114. Settling tank. From (52) ; delivers spigot to (119) and overflow to (118] 

115. Settling tank. From (64), (69), (74), (79), (84), (103), (106), an 
(111); delivers spigot to (119) and overflow to (118). 

116. Settling tank. From (101); delivers spigot to (119) and overflow t 
(118). 

117. Settling tank. From (102) and (104); delivers spigot to (119) an 
overflow to (118). 

118. Settling tank. From (112), (113), (114), (115), (116), and (117; 
delivers clear water back to mill system and tailings to waste dump. 

119. Two mechanical feeders. From (112), (113), (114), (115), (116 
and (117); deliver to (58). 

120. Shipping bin for galena. From (11), (19), (22), (29), (30), (31), (32 
(42), (43), (44), and (97). 

121. Shipping bin for low-grade sphalerite. From (5), (9), (19), (22), an 
(23). 

122. Shipping bin for calamine. From (5), (9), (19), (22), and (23). 

123. Shipping bin for high-grade sphalerite. From (5), (9), (11), (19), (22 
(29), (30), (31), (32), (42), (43), (44), (48), (99), and (110). 

124. Shipping bin for pyrite. From (5), (9), (11), (19), (22), (43), (44 
and (98). 

125. Shipping bin for waste material. From (2), (9), (19), (23), and (100 

The Bilharz tables used in this mill are 1 meter wide and 3.2 meters loni 

have a long rubber belt passing over the end rollers, diagonal shake, and a] 
supported in iron frames. 

This plant operates during a 10-hour day shift and. employs 64 men, 4 
girls, and 3 overseers. The girls are employed at the picking tables. 
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In 1904 the average assay of the total galena product was 66% lead. The 
oarse galena concentrates from the picking tables, cobbing, and the jigs ran 

0 to 75% lead and from the concentrating tables from 50 to 60% lead. 

The pyrite product from the picking tables, cobbing, and the jigs shows an 
verage analysis of 5% zinc, 0.5 to 2% lead, and 47 to 48% sulphur; and from 
tie tables, 7% zinc, 3 to 4% lead, and about 46% sulphur. 

The mill is run by a 180 horse-power engine with condenser and cooling 
ower, taking steam from one of two water-tube boilers having 164 square 
leters of heating surface each. One boiler is supplied with a superheater and 
jrnishes steam for the engine and the other boiler is held in reserve. 

§ 1480. Mill No. 148. Mills Mining and Reduction Company, Hazel 
rREEN, Wisconsin. — This plant has a capacity of about 200 tons per 10 
ours.^^^ The ore consists of the economic minerals, galena, marcasite, and 
phalerite in a limestone gangue, and the run of mine ore assays about as fol- 
)ws: 1% in lead, 9.5% in iron, and 9% in zinc. 

The problem is to save the lead, iron, and. zinc values. The Trego roaster 
nd Waring magnetic separators which were installed did not serve the pur- 
ose intended and have been replaced by a Howell- White type of roaster and 
Jleveland-Knowles magnetic separators. The method of ore dressing in use 

1 this mill is not typical Wisconsin practice, but such a modification of the 
oplin practice as the exigencies of the situation have demanded. 

Ore from the mine goes to (1). 

1. Grizzly, 7 feet long, with bars of 3-inch shafting set 4.5 inches apart and 
aving a 16° slope. From the mine and (2) ; delivers oversize to (2) and under- 
ize to (3). 

2. Spaller. From (1); delivers waste rock to dump and ore, broken to 
ieces smaller than 4.5 inches, to (1). 

3. Hopper built of 2-inch oak plank and covered with 0.5-inch boiler iron, 
lapacity 400 tons. Supported with 10 X 10-inch timbers and tied with 1- 
ich iron rods and cast washers. From (1); delivers to (4). 

4. Sixteen-inch Blake-type breaker, built by the Galena Iron Works, making 
i75 thrusts per minute and having a capacity of 20 tons per hour. From (3) ; 
[elivers crushed ore to (5) . 

5. Rolls, 14 X 30 inches, made by the Galena Iron Works and making 22 
evolutions per minute. Handle about 16 tons per hour. The shells are from 
he Joplin Foundry Company and have been in service over a year with no 
ppreciable wear. From (4); deliver crushed ore to (6). 

6. Twenty-inch elevator with a 10-ply belt, made of alternate layers of 
luck and rubber, having a speed of 300 feet per minute, and buckets, set 18 
aches apart, elevating the ore 24 feet. From (5), (8), and (13) ; delivers to (7). 

7. Trommel of 0.1875-inch steel plate punched with 0.5-inch holes, having 
, speed of 20 revolutions per minute, a slope of 8°, and a capacity of 20 tons per 
LOur. From (6); delivers oversize to (8) and undersize to (9). 

8. Rolls, 14 X 24 inches, making 25 revolutions per minute, having a ca- 
)acity of 10 tons per hour, and other details as in (5) . From (7) ; deliver crushed 
>re to (6). 

9. One 7-compartment roughing jig with screens, 32 X 48 inches, made of 
7rought-iron plate punched with 0.1875-inch holes. Wire cloth screens clog 
0 badly that they could not be used. Even with punched plate screens 2 
lours a day are required to clean them. This is done by beating the screen 
vith a piece of old rubber belting attached to a wooden handle. The screens 
vear about 6 months and it is the beating that destroys them. The plungers 
nake 140 strokes per minute. The products are discharged from screens and 



§1480. Mill 148. 


OUTLINES OF MILLS. 




i 


I 


me 


of water per ton of ore treated. From (7); delivers clean galena to (11), rougl 
sphalerite concentrates to (11), and tailings to (10). 

10. Eighteen-inch elevator with an 8-ply belt, a lift of 60 feet, and othei 
details as in (6). From (9) and (14); delivers to tailings dump. 

11. Ten-inch elevator with a 6-ply belt having buckets set 2 feet apart and 
other details as in (6). From (9); delivers to (12). 

12. Trommel with 0.375-inch round punched holes and other details as ir 
(7). From (11); delivers oversize to (13) and undersize to (14). 

13. Rolls, 14 X 24 inches, having a capacity of 2 tons per hour and othei 
details as in (8). From (12), (15), and (21); deliver crushed ore to (6). 

14. Two 7-compartment cleaner jigs with screens, 28 X 42 inches. Th^ 
plungers make 160 strokes per minute and all other details are as in (7). Re- 
quire 5 horse-power each. From (12); deliver finished galena, via cars, tc 
smelter, middlings to (15), finished sphalerite concentrates to (16), and tailings 
to either (10) or (15). 

15. Elevator. From (14); delivers to (13). 


Roasting and Magnetic Separating Department, 

The material handled here consists of nearly equal parts of sphalerite anc 
marcasite and assays about 0.5% in lead, 30% in zinc, 25% in iron, and 1.89? 
in calcium carbonate. 

16. Elevated hopper of 100 tons capacity. From (14); delivers to (17). 

17. Two Mathey cylindrical roasters which are a slight modification of the 
Howell-White furnace. Each has a capacity of 25 tons per 10 hours. Frorr 
(16); deliver roasted ore to (18). 

18. Spiral conveyor. From (17): delivers to (19). 

19. Elevator. From (18); delivers to (20). 

20. Concentric trommel with 0.25 and 0.125-inch holes in the screens 
From (19) ; delivers the oversize to (21) and the two undersizes to separate 
machines in (22). 

21. Conveyor. From (20) and (22); delivers to (13). 

22. Three Cleveland-Knowles magnetic separators. From (20) ; deliver clear 
sphalerite concentrates to (23), middlings to (21), and tailings to tailings dump 

23. Belt conveyor. From (22); delivers to (24). 

24. Elevator. From (23); delivers to (25). 

25. Shipping bins for sphalerite. From (24) ; deliver, via cars, to smelter 

The galena concentrates assay about 80% in lead. 

In the sphalerite concentrates lead is penalized $1 a unit when in excess o 
1%, and lime $0.50 a unit when in excess of 2.5%. 

Two hundred tons of crude ore are mined in one shift of 9 hours and millec 
in one shift of 10 hours. Both are operated but 6 days a week. 

The milling costs per ton of mill ore are divided up as follows. 


Labor 

Power (90 horse-power) . . . 

Supplies 

Sui>ervision and incidentals 

Total 


$0.0650 
. 0.1350 
. 0.0500 
. 0.0250 

.$0.2750 


Costs would be lower but for the inferior labor market and the high cost o 

fuel. 

The mill force is as follows : 


- ... _ . 


$21.00 

2 mill helpers 

at 12.00 “ “ 

lonn ** “ 

; 24.00 

24.00 

2 grizzly tenders 

1 breaker feeder 
a ....... 

at 12 00 “ ** 

12.00 

oio cn »* ** 

«R1 nn 
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Blacksmiths are paid $15 per week, engineers $15, firemen $15, carpenters 
$12, pump men $15, and laborers $9. 

Inferior Illinois coal costs $3.40 per ton and a really good steaming coal costs 
$4.85 per ton f.o.b. the mine. 


Power and Water. 

The power plant consists of 3 boilers aggregating 500 horse-power and 
divided up as follows: 

One 125 horse-power Atlas high-pressure boiler. 

125 Brownell high-pressure boiler. 

'' 250 Bonson combination boiler. 

The mill power is furnished by a 90 horse-power Atlas engine, 14 X 20 
inches. A 35 horse-power Atlas automatic high-speed engine, 10 X‘ 16 inches, 
runs a ‘^Northern” dynamo of 30 kilowatts capacity which furnishes electricity 
for lighting the mine and mill and for exciting the magnets in the separators. 
Sixty horse-power is required in running the 3 hoists, 50 horse-power for the 
compressor, 50 horse-power for the ground pumps, and 15 horse-power for the 
deep-well pump. A total, therefore, of about 300 horse-power is required to 
run the whole plant. A Sorge-Cochran purifying and heating system is used. 

Approximately 8 tons of water are required in the mill per ton of ore treated. 
Six hundred gallons per minute is the amount of water required and one-half 
of this comes direct from the mines. The remainder is secured by having a 
settling pond and re-using the water. The boilers require 3,000 gallons per 24 
hours. This, as well as water for drinking and camp purposes, is furnished by 
a deep well, sunk 432 feet down to the St. Peters sandstone. 

M. Mills Saving Lead, Zinc, and Copper Values. 

Mills 149, 150, and 151 are used to exemplify this class in three districts. 

§1481. Mill No. 149. Adelaide Mill, Golconda, Nevada. — The ca- 
pacity of this plant is 125 tons per 24 hours.^^ The minerals chalcppyrite, pyrite, 
sphalerite, and galena occur finely disseminated in a hard, dense quartzose 
gangue which contains spinel and garnet. The problem is to save the economic 
minerals, chalcopyrite, pyrite, sphalerite, and galena. 

Ore from the mine is delivered to (1). 

1. Bins of 800 tons capacity. From the mines; deliver to (2). 

2. Conveyor. From (1); delivers to (3). 

3. Elevator. From (2); delivers to (4). 

4. Conveyor. From (3); delivers to (5). 

5. Two breakers, 9 X 15 inches, breaking to 1.5 inches. From (4); deliver 
crushed ore to (6) . 

6. Three rolls, 15 X 36 inches, crushing to from 0.25 to 0.375 inch. From 
(5); deliver crushed ore to (7). 

7. Twelve-inch belt elevator. From (6)'; delivers to (8). 

8. Storage bins of 200 tons capacity. From (7) ; deliver to (9) . 

9. Plunger feeders. From (8); deliver to (10). 

10. Four 5-foot Huntington mills with screens having 10 meshes to the 
inch. From (9); deliver pulp to (11). 

11. Four Spitzkasten. From (10); deliver spigots to (12) and overflows to 
a settling. pond. 

12. Two belt elevators. From (11); deliver to (13). 

13. Two Callow screens iisinp* wire einth sereens "h a vino* RO me<a'heci +.n fhe 
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inch. Capacity about 65 tons per day. From (12) and (14) ; deliver oversi 
to (14) and undersize to (15). 

14. Two Huntington mills with wire cloth screens having 40 meshes to t 
inch. From (13); deliver pulp to (13). 

15. Dewatering and distributing tanks. From (13) ; deliver the pulp thic 
ened to the desired consistency, via distributor, to 25 4-tube series of Coat 
tubes, or 100 tubes in all, and overflow to waste. See Ore Dressing, § 1355. 

§ 1482.^ Mill No. 150. New Central Ore Dressing Plant, Claustha 
Germany.^^® — This plant, having a capacity of 360 tons in 10 hours, was bu 
in 1904 and 1905 and is located on a gently sloping site.®® The buildings a 
constructed of skeleton iron work and artificial sandstone and cover an ar 
of 5,881 square meters. They are heated by steam and lighted by electricity. 

Four kinds of ore are treated. The upper Burgstadt ore contains 4.17 
galena and 14.12% sphalerite; the lower Burgstadt ore contains 4.93% galer 
20.95% sphalerite, and 0.23% chalcopyrite; the Rosenhof ore contains 7.83 
galena and 10.51% sphalerite; and the Zellerfeld ore contains 10.34% galen 
The gangue is made up of mica and argillaceous schists with calcite, fluorspg 
quartz and, in the Rosenhof district, spathic iron in very small quantitie 
The problem is to save the lead, zinc, and copper values separately. These or 
vary in fineness of dissemination. The lower Burgstadt ore yields concentrat 
as coarse as 11 millimeters, while the upper Burgstadt and Rosenhof ores i 
quire crushing to 4 millimeters to free the values. Consequently the ores a 
treated separately and large storage bins are required for the accumulation of o 
ore while another is being run. The sphalerite is very brittle so that for all o 
larger than 2.5 millimeters rolls are used for crushing, and for finer ore roll 
mills are employed. The mill is divided into two main sections for differe 
ores, and, furthermore, the slimes department is divided into several sectio 
to treat the various materials coming from different parts of the mill. 

A description of the treatment of the lower Burgstadt ores will be give 
as it will show, in general, the scheme followed out for all ores. The ores a 
delivered to (1). 

1. Receiving bins of 2,900 tons capacity. From the mines; deliver, v 
wagons, to (2). 

2. Electric hoist. From (1), (6), and (7); delivers to (3) in one or the oth 
of the two sections. 

One section only is described, which has a capacity of 180 tons in 10 houi 

Coarse-Crushing Department, 

3. Tipple. From (2) j delivers to (4). 

4. Grizzly with 100-millimeter spaces between the bars. From (3) ; delive 
oversize, amounting to 20.0% of the total ore, to (5) and undersize to (8). 

5. Spalling platform. From (4) ; delivers ore attached to waste to (7) , millii 
ore to (6), and waste to dump. 

6. Breaker breaking to 65 millimeters. From (5); delivers crushed oi 
via pocket and car, to ’(2). 

. 7. Cobbing table. From (5) ; delivers cobbed ore, via car, to (2) and was 
to dump. 

8. Hopper. From (4); delivers, via feeder, to (9). 

9. Double trommel with 50 and 32-millimeter holes and supplied with wat( 
From (8); delivers material larger than 50 millimeters to (10), 50 to 32-mi] 
meter stuff to the outer ring of (12), and the undersize to (25). 

10. Picking table, 5 meters in diameter. From (9); delivers cobbing o 
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11. Fine breaker. From (10); delivers crushed ore to (15). 

12. Double picking and cobbing table, 7 meters in diameter. The outer 
ring is fed from (9) and the inner ring from (16). Delivers galena, sphalerite, 
and siliceous shipping ores, via pockets and cars, to storage or smelter, waste 
to dump, milling ore from the outer ring to (13), and from the inner ring to (14). 

13. Coarse rolls, 1 meter in diameter. From (12); deliver crushed ore to (15). 

14. Medium rolls, 1 meter in diameter. From (12) ; deliver crushed ore to 
(15). 

Rolls Department. 

15. Bucket elevator. From (11), (13), and (14); delivers ore to (16) and 
overflow water to (77) . 

16. Trommel with 32-millimeter holes. From (15); delivers oversize to 
inner ring of (12) and undersize to (17). 

17. Double trommel with 22, 16, and 4-millimeter holes. From (16) ; de- 
livers 32 to 22-millimeter stuff to (19), 22 to 16-millimeter stuff to (20), 16 to 
4-millimeter stuff to (18), and the undersize to (27). 

18. Three trommels in series with 11, 8, and 5.6-millimeter screens. The 
undersize of one is delivered to the next, etc. From (17) ; deliver 16 to 11-milli- 
meter stuff to (21), 11 to 8-millimeter stuff to (22), 8 to 5.6-millimeter stuff to 
(23), and 5.6 to 4-millimeter stuff to (24). 

19. One 3-compartment jig. From (17); delivers the first discharge, as 
galena and sphalerite concentrates, to (39); the second discharge, as rich 
middlings, to (46) ; the third discharge, as poor middlings, to (58) ; and the 
tailings, as poor middlings, to (41). 

20. One 3-compartment jig. From (17); delivers the first discharge, as 
galena and sphalerite concentrates, to (40) ; the second discharge, as rich mid- 
dlings, to (46) ; the third discharge, as poor middlings, to (58) ; and the tailings 
to (71). 

21. One 3-compartment jig. From (18); delivers the first discharge, as 
galena and sphalerite concentrates, to (40) ; the second discharge, as rich mid- 
dlings, to (46) ; the third discharge, as poor middlings, to (58) ; and the tailings 
to (71). 

22. One 4-compartment jig. From (18); delivers the first discharge, as 
galena concentrates, via pocket and car, to storage or smelter; the second dis- 
charge, as rich middlings, to (46); the third and fourth discharges, as poor 
middlings, to (58); and the tailings to (71). 

23. One 4-compartment jig. From (18) ; delivers the first discharge, as 
galena concentrates, via pocket and car, to storage or smelter; the second dis- 
charge, as rich middlings, to (46); the third and fourth discharges, as poor 
middlings, to (58); and the tailings to (71). 

24. One 4-compartment jig. From (18); delivers the first discharge, as 
galena concentrates, via pocket and car, to storage or smelter; the second dis- 
charge, as rich middlings, to (46); the third and fourth discharges, as poor 
middlings, to (58); and the tailings to (71). 

Mine Fines Department. 

25. Double trommel with 22, 16, and 4-millimeter holes. From (9); 
delivers 32 to 22-miIlimeter stuff to (29), 22 to 16-millimeter stuff to (30), 16 to 
4-millimeter stuff to (26), and undersize to (27). 

26. Three trommels in series with 11, 8, and 5.6-millimeter holes. The 
undersize of one is delivered to the next, etc. From (25); deliver 16 to 11- 
millimeter stuff to (31), 11 to 8-millimeter stuff to (32), 8 to 5.6-millimeter 

c+'-i-i'PP /’QQ\ A +/% A vw^ illi Tv^ n+11'PP /"O/IN 
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27. Three trommels in series with 2.8, 2.0, and 1.4-millimeter holes. T 
undersize of one is delivered to the next, etc. From (17) and (25); deliv 
4.0 to 2.8-millimeter stuff to (35), 2.8 to 2.0-millimeter stuff to (36), 2.0 to 1. 
millimeter stuff to (37), and the undersize to (28). 

28. Hydraulic classifier with 4 spigots. From (27); delivers each spig 
to one jig in (38) and overflow to (77). 

29. One 3-compartment jig. From (25); delivers the first discharge, 
galena and sphalerite concentrates, to (39) ; the second discharge, as rich mi 
dlings, to (46 ) ; the third discharge, as poor middlings, to (58) ; and the tailini 
as poor middlings, to (41). 

30. Two 3-compartment jigs. From (25); deliver the first discharges, 
galena and sphalerite concentrates, to (40) ; the second discharges, as rich mi 
dlings, to (46) ; the third discharges, as poor middlings, to (58) ; and the tailin 
to (71). 

31. Two 3-compartment jigs. From (26); deliver the first discharges, 
galena and sphalerite concentrates, to (40); the second discharges, as ri 
middlings, to (46); the third discharges, as poor middlings, to (58); and t 
tailings to (71). 

32. Two 4-compartment jigs. From (26); deliver tiie first discharges, 
galena concentrates, via pockets and car, to storage or smelter; the second d 
charges, as rich middlings, to (46); the third and fourth discharges, as po 
middlings, to (58); and the tailings to (71). 

33. Two. 4-compartment jigs. From (26); deliver the first discharges, 
galena concentrates, via pockets and car, to storage or smelter; the second d 
charges, as rich middlings, to (46); the third and fourth discharges, as po 
middlings, to (58); and the tailings to (71). 

34. One 4-compartment jig. From (26); delivers the first discharge, 
galena concentrates, via pocket and car, to storage or smelter; the second d 
charge, as rich middlings, to (46); the third and fourth discharges, as po 
middlings, to (58); and the tailings to (71). 

35. Two 4-compartment jigs. From (27) ; deliver the first hutch produci 
as galena concentrates, via pockets and car, to storage or smelter; the seco] 
hutch products, as galena middlings, to (42) ; the third and fourth hutch pro 
ucts, as poor middlings, to (58); and the tailings to (71). 

36. Two 4-compartment jigs. From (27); deliver the first hutch produc' 
as galena concentrates, via pockets and car, to storage or smelter; the secoi 
hutch products, as galena middlings, to (43) ; the third and fourth hutch produc' 
as poor middlings, to (58) ; and the tailings to (71). 

37. Two 5-compartment jigs. From (27) ; deliver the first hutch produc* 
as galena concentrates, via pockets and car, to storage or smelter; the seco] 
hutch products, as galena middlings, to (44); the third and fourth hutch pro 
ucts, as sphalerite concentrates, via pockets and car, to storage or smelter; t 
fifth hutch products, as poor middlings, to (58) ; and the tailings to (71). 

38. Four 5-compartment jigs. From (28) ; deliver the first hutch produc 
as galena concentrates, via pockets and oar, to storage or smelter; the seco: 
hutch products, as galena middlings, to (45) ; the third and fourth hutch pro 
ucts, as sphalerite concentrates, via pockets and car, to storage or smelter; t 
fifth hutch products, as poor middlings, to (58) ; and the tailings to waste. 

39. Cobbing table. From (19) and (29); delivers galena ore, via pocke 
and car, to storage or smelter and a rich middling product to (46). 

40. Cobbing bench. From (20), (21), (30), and (31) ; delivers galena o 
via pocket and car, to storage or smelter and a rich middling product to (4< 

41. Cobbing table. From (19) and (29) ; delivers a poor middlings prodi 
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42. One 3>compartment jig. From (35), (54), and (67); delivers the first 
utch product, as galena concentrates, via pocket and car, to storage or smelter; 
le second hutch product, as rich middlings, to (46) ; the third hutch product, 
s sphalerite concentrates, via pocket and car, to storage or smelter; and the 
filings, as poor middlings, to (58). 

43. One 3-compartment jig. From (36), (55), and (68); delivers the first 
utch product, as galena concentrates, via pocket and car, to storage or smelter; 
le second hutch product, as rich middlings, to (46) ; the third hutch product, 
s sphalerite concentrates, via pocket and car, to storage or smelter; and the 
filings, as poor tailings, to (58). 

44. One 3-compartment jig. From (37)^ (56), and (69); delivers the first 
utch product, as galena concentrates, via pocket and car, to storage or smelter; 
le second hutch product, as rich middlings, to (46) ; the third hutch product, as 
phalerite concentrates, via pocket and car, to storage or smelter; and the tailings, 
s poor middlings, to (58). 

45. One 3-compartment jig. From (38), (57), and (70); delivers the first 
utch product, as galena concentrates, via pocket and car, to storage or smelter; 
tie second hutch product, as rich middlings, to (46) ; the third hutch product, 
s sphalerite concentrates, via pocket and car, to storage or smelter; and the 
ailings, as poor middlings, to (58). 

Rich-Middlings Department, 

46. Bucket elevator. From (19), (20), (21), (22), (23), (24), (29), (30), 
31), (32), (33), (34), (39), (40), (42), (43), (44), (45), (53), and (66); delivers 
re to (47) and overflow water to (SO). 

47. Trommel with 2.5-millimeter holes. From (46); delivers oversize to 
48) and undersize to (49). 

48. Fine rolls, 1 meter in diameter. From (47) and (51); deliver crushed 
re to (50). 

49. Roller mill with a 1-millimeter screen. From (47) ; delivers pulp to (50). 

50. Bu’cket elevator. From (48) and (49); delivers ore to (51) and over- 
low water to (75). 

51. Three sectional trommels in series with 5.6, 4.0, 2.8, 2.0, and 1.4-milli- 
aeter screens. The last undersize of one is delivered to the next, etc. From 
50); deliver material larger than 5.6 millimeters to (48), 5.6 to 4.0-millimeter 
tuff to (53), 4.0 to 2.8-millimeter stuff to (54), 2.8 to 2.0-millimeter stuff to 
55), 2.0 to 1.4-millimeter stuff to (56), and 1.4 to 0-millimeter stuff to (52). 

52. Hydraulic classifier with 2 spigots. From (51); delivers each spigot to 
ine jig in (57) and overflow water to (75). 

53. One 4-compartment jig. From (51); delivers the first discharge, as 
;alena concentrates, via pocket and car, to storage or smelter; the second and 
bird discharges, as rich middlings, to (46) ; the fourth discharge, as poor mid- 
llings, to (58); and the tailings, as poor middlings, to (58). 

54. One 4-compartment jig. From (51); delivers the first hutch product, 
bS galena concentrates, via pocket and car, to storage or smelter; the second 
Lutch product, as galena middlings, to (42) ; the third hutch product, as sphal- 
irite middlings, to (42) ; the fourth hutch product, as poor middlings, to (58) ; 
md the tailings, as poor middlings, to (58), 

55. One 4-compartment jig. From (51); delivers the first hutch product, 
.s galena concentrates, via pocket and car, to storage or smelter; the second 
Lutch product, as galena middlings, to (43) ; the third hutch product, as sphal- 
rite middlings, to (43) ; the fourth hutch product, as poor middlings, to (58) ; 
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56. One 4-compartment jig. From (51); delivers the first hutch product, 
as galena concentrates, via pocket and car, to storage or smelter; the second 
hutch product, as galena middlings, to (44) ; the third and fourth hutch prod- 
ucts, as sphalerite concentrates, via pockets and car, to storage or smelter; and 
the tailings, as poor middlings, to (58). 

57. Two 4-compartment jigs. From (52); deliver the first hutch products, 
as galena concentrates, via pockets and car, to storage or smelter; the second 
hutch products,^ as galena middlings, to (45) ; the third and fourth hutch prod- 
ucts, as sphalerite concentrates, via pockets and car, to storage or smelter; and 
the tailings, as poor middlings, to (58). 


Poor-Middlings Department. 


58. Bucket elevator. From (19), (20), (21), (22), (23), (24), (29), (30), (31), 
(32), (33), (34), (35), (36), (37), (38), (41), (42), (43), (44), (45), (53), (54), (55), 
(56) , (57), (66) , (67), (68), (69), and (70) ; delivers ore to (59) and overflow water 
to (SO). 


* 59. Double trommel with 5.6, 4.0, and 2.5-millimeter holes. From (58) ; 
delivers material larger than 5.6 millimeters to (60), 5.6 to 4.0-millimeter stuff 
to (61), and 4.0 to 0-millimeter stuff to (62). 

60. Fine rolls, 1 meter in diameter. From (59); deliver crushed ore to 
(63). 

61. Fine rolls, 1 meter in diameter. From (59) and (64); deliver crushed 
ore to (63). 

62. Three roller mills with 1-millimeter screens. From (59); deliver pulp 
to (63). 


63. Bucket elevator. From (60), (61), and (62); delivers ore to (64) and 
overflow water to (72) . 

64. Three sectional trommels in series with 10.0, 5.6, 4.0, 2.8, 2.0, and 1.4- 
millimeter holes. The last undersize of one is delivered to the next, etc. From 
(63); deliver material larger than 5.6 millimeters to (61), 5.6 to 4.0-millimeter 
stuff to (66), 4.0 to 2.8-millimeter stuff to (67), 2.8 to 2.0-millimeter stuff to 
(68), 2.0 to 1.4-millimeter stuff to (69), and the undersize to (65). 

65. Hydraulic classifier with 4 spigots. From (64); delivers each spigot 
to one jig in (70) and the overflow water to (72). 

66. Two 4-compartment jigs. From (64); deliver the first discharges, as 
galena concentrates, via pockets and car, to storage or smelter; the second dis- 
charges, as rich middlings, to (46); the third and fourth discharges, as poor 
middlings, to (58); and the tailings to (71). 

67. Two 4-compartment jigs. From (64) ; deliver the first hutch products, 
as galena concentrates, via pockets and car, to storage or smelter; the second 
hutch products, as galena middlings, to (42) ; the third and fourth hutch prod- 
ucts, as poor middlings, to (58); and the tailings to (71). 

68. Two 4-compartment jigs. From (64) ; deliver the first hutch products, 
as galena concentrates, via pockets and car, to storage or smelter; the second 
hutch products, as galena middlings, to (43) ; the third and fourth hutch prod- 
ucts, as poor middlings, to (58); and the tailings to (71). 

69. Two 5-compartment jigs. From (64) ; deliver the first hutch products, 
as galena concentrates, via pockets and car, to storage or smelter; the second 
hutch products, as galena middlings, to (44) ; the third and fourth hutch prod- 
ucts, as sphalerite concentrates, via pockets and car, to storage or smelter; the 
fifth hutch products, as poor middlings, to (58) ; and the tailings to waste. 

70. Four 5-compartment jigs. From (65) ; deliver the first hutch products, 
as fifalena concentrates, via nockets and car, to storage or smelter; the second 
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utch products, as galena middlings, to (45) ; the third and fourth hutch prod- 
cts, as sphalerite concentrates, via pockets and car, to storage or smelter; the 
fth hutch products, as poor middlings, to (58) ; and the tailings to waste. 


Tailings Elevator. 

71. Bucket elevator. From (20), (21), (22), (23), (24), (30), (31), (32), 
53), (34), (35), (36), (37), (66), (67), and (68); delivers tailings to waste and 
verflow water to (79). 

Slimes Department. 

One slimes department serves both sections of the mill. 

72. Spitzkasten for poor slimes middlings. From (63) and (65) ; delivers 
pigots to (74) and overflow to (90). 

73. Two 4-compartment jigs which may be used here in place of the spitz- 
asten. They deliver the first hutch products, as galena concentrates, via 
ockets and car, to storage or smelter; the second hutch products, as galena 
limes middlings, to (81) ; the third hutch products, as sphalerite concentrates, 
ia pockets and car, to storage or smelter; the fourth hutch products, as sphal- 
rite slimes middlings, to (84) ; and the tailings to waste. 

74. Six Humboldt riflle tables of the Wilfley type. Two Bartsch percus- 
ion round tables, two Harz round rotating cement-buddies. From (72) ; deliver 
:alena concentrates, via pockets and car, to storage or smelter; galena slimes 
aiddlings to (81) ; sphalerite concentrates, via pockets and car, to storage or 
melter; sphalerite slimes middlings to (84); poor slimes middlings to (87); and 
ailings to waste. 

75. Spitzkasten for rich slimes middlings. From (50) and (52); delivers 
pigots to (76) and overflow to (90). 

76. One Humboldt riffle table of the Wilfley type. One Harz round rotat- 
ag cement-buddle. From (75) ; deliver galena concentrates, via pockets and 
ar, to storage or smelter; galena slimes middlings to (81); sphalerite concen- 
rates, via pockets and car, to storage or smelter; sphalerite slimes middlings to 
84) ; and slimes tailings to (87) . 

77. Spitzkasten for slimes carried in crude ore. From (15) and (28) ; de- 
ivers spigots to (78) and overflow to (90). 

78. Six Humboldt riffle tables of the Wilfley type. Two Bartsch percus- 
ion round tables. Two Harz round rotating cement-buddies. From (77) ; 
[eliver galena concentrates, via pockets and car, to storage or smelter; galena 
limes middlings to (81) ; sphalerite concentrates, via pockets and car, to storage 
>r smelter; sphalerite slimes middlings to (84); poor slimes middlings to (87); 
md tailings to waste. 

79. Spitzkasten for tailings slimes. From (71); delivers spigots to (87) 
md overflow to (90). 

80. Spitzkasten for slimes overflow of middlings elevators. From (46) and 
58); delivers spigots to (84) and overflow to (90). 

81. Pump for galena slimes middlings. From (73), (74), (76), (78), (83), 
86), and (89); delivers to (82). 

82. Spitzkasten for galena slimes middlings. From (81); delivers spigots 
o (83) and overflow to (90). 

83. One Humboldt riffle table of the Wilfley type. Two Bartsch tables, 
t'rom (82); deliver galena concentrates, via pockets and car, to storage or 
melter; galena slimes middlings to (81); sphalerite concentrates, via pockets 
,nd car, to storage or smelter; sphalerite slimes middlings to (84); and poor 

i: 4.^ rof-T\ 
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84. Pump for sphalerite slimes middlings. From (73), (74), (76), (78) 
(80), (83), (86), and (89); delivers to (85). 

85. Spitzkasten for sphalerite slimes middlings. From (84) ; delivers spigots 
to (86) and overflow to (90). 

86. Three Humboldt riffle tables of the Wilfley type. Two Harz rounc 
rotating cement-buddies. From (85); deliver galena concentrates, via pockets 
and car, to storage or smelter; galena slimes middlings to (81); sphalerite con- 
centrates, via pockets and car, to storage or smelter; sphalerite slimes middlings 
to (84); and poor slimes middlings to (87). 

87. Pump for poor slimes middlings. From (74), (76), (78), (79), (83) 
and (86); delivers to (88). 

88. Spitzkasten for poor slimes middlings. From (87); delivers spigots 
to (89) and overflow to (90). 

89. Three Humboldt riffle tables of the Wilfley type. Two Harz rounc 
rotating cement-buddies. From (88) ; deliver galena slimes middlings to (8p 
sphalerite concentrates, via pockets and car, to storage or smelter; sphalerite 
slimes middlings to (84) ; and tailings to waste. 

90. Thirty-six settling tanks. From (72), (75), (77), (79), (80), (82), (85) 
and (88) ; deliver settled slimes to the old mill to be concentrated and the over 
flows, via two 300-millimeter centrifugal pumps, to a tank at the top of the mil 
building and thence to the mill system again. 

There are 96 jigs in the whole mill. All have pitch pine bodies and sievei 
450 X 950 millimeters. The 3-compartment jigs are accelerated jigs while th< 
4 and 5-compartment jigs are Harz eccentric jigs. 

In the slimes department the Humboldt tables treat the coarse material 
the Bartsch tables treat the medium material, and the Harz convex rounc 
buddies treat the fine material. 

The coarse mill-tailings are used to make a dam and the fine tailings an 
run in behind the coarse. The water filters through the dam and comes om 
clear and ready for re-use. 

Section IL 

(Capacity 180 tons in 10 hours ) . 

This section is practically the same as the first section. ^ It treats ores tha 
are more coarsely disseminated and consequently the cobbing and hand pick 
ing yield some high-grade galena, sphalerite, and chalcopyrite ores. ^ There an 
slight differences in the sizes of the holes of the trommels located in the riel 
and poor-middlings departments, and the quality of the products from th( 
various jig compartments is not the same as in the first section. 

The average work of one year shows that 100 tons of crude ore yielded: 

0.99 ton of galena concentrates from hand, picking. 

2.21 tons of galena concentrates from jigging. 

0.55 ton of galena concentrates from tabling. 

1.05 tons of sphalerite concentrates from hand picking. 

0.32 ton of sphalerite concentrates from jig beds. 

9.93 tons of sphalerite concentrates from jigging. 

4.34 tons of sphalerite concentrates from tabling. 

80.61 tons of waste rock and tailings. 

The galena concentrates averaged to run 72.53% in lead; the sphalerit 
concentrates, 54.39% in zinc; and the tailings averaged to contain 0.39% r 
lead and 1.88% in sphalerite. Compared with the old mill which employei 
450 men this mill uses onlv 250 and works but one 10-hour day shift per 24 hours 
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Power and Water. 

The power is generated in two central stations, Rosenhof and Einersberg. 

I the Rosenhof station there are two hydraulic turbines; one has an effective 

II of 68 feet, and, with an eflSiciency of 77%, develops 25.5 horse-power; the 
.her, with a fall of 60.75 feet and the same efficiency, develops 16.5 horse- 
Dwer. These turbines are direct belted to two 530-volt direct-current genera- 
)rs which furnish power for the mine. In the Einersberg station, four gas 
igines and three turbines are installed. The turbines are of 48, 170, and 60 
fective horse-power respectively; they are direct belted to 530-volt direct- 
irrent generators. The three gas engines are similarlv constructed, each 
►r an effective horse-power of 150. They are horizontal, single-cylinder, four- 
rcle engines operating on the Korting gas system. Each producer suffices 
ir 150 horse-power. These engines drive 530-volt direct-current generators 
id the combined power is conveyed to the mill and thence to the mine where 
is united with the power from the Rosenhof station. To transform the high- 
snsion current for lighting purposes a small direct-current transformer is erected 
L the Einersberg station, which steps the current down to 250 volts. 

Two 210 horse-power direct-current electric motors run the two sections of 
le mill; one 70 horse-power motor runs the slimes department; two 100 horse- 
Dwer motors run the two centrifugal pumps, and one 2.4 horse-power motor 
ms the hoist. 

The mill requires 20 cubic meters of water per minute. Eighteen cubic 
Leters can be drawn from the supply tank at the top of the mill. Twelve 
ibic meters, which go off with the tailings and are lost, are supplied to the slimes 
epartment as fresh water. 

§ 1483. Mill No. 151. The Compania Mineka Del Tiro General, Char- 
ts, San Luis Potosi, Mexico.'^'® — The ores treated contain the following 
linerals in a siliceous limestone gangue: pyrite, sphalerite, galena and chal- 
jpyrite as well as some surface carbonates and oxides which, when sorted and 
lixed with sorted sulphides, keep the zinc below the penalty limit and allow 
le shipment of some crude ores. All attempt at compactness was sacrificed 
L the crushing and screening department for the use of an old mill having 
alls 1 meter thick. All the concentrating apparatus, however, is located in 
new and separate structure built of corrugated iron.^^ Pligher grade ore from 
le mine is delivered to (1) and lower grade ore to (2). 

1. Ore-sorting patio. From the mine; delivers high-grade copper ore which 
mixed with surface carbonates to the smelter at Aguascalientes, high-grade 

lad ore which is mixed with surface carbonates to the smelter at Monterey, 
ad low-grade ores to (2). 

2. Blake breaker of Cananea type with a 10 X 20-inch jaw opening break- 
ig to 1.5 inches. Capacity, about 15 tons per hour. From the mine and (1) ; 
elivers crushed ore to (3). 

3. Elevator. From (2); delivers to (4). 

4. Trommel with 1.25-inch round holes punched in steel plate. From (3) ; 
elivers oversize to (5) and undersize to (6). 

5. Blake breaker with a 7 X 12-inch jaw opening breaking to 0,5 inch. From 
t); delivers crushed ore to (6). 

6. Mill feed bin of about 80 tons capacity with bottom sloping at 45°. From 
1:) and (5); delivers to (7). 

7. Trommel with 0.5-inch round holes punched in steel plate. From (6) ; 
divers oversize to (8) and undersize to (9). 

8. Fraser and Chalmers roughing rolls crushing to 0.5 inch. From (7) and 
0); deliver crushed ore to (9). 
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9. Elevator. From (7) and (8); delivers to (10). 

10. ^ Trommel, with 0.5-inch round punched holes, making 18 revolutic 
per minute. From (9); delivers oversize to (8) and undersize to (11). 

11. Shaft drier, 3.5 X 6 feet and about 30 feet high, having longitudu 
deflectors for arresting the fall of the ore. The top is trapped so that a curn 
of air, moved by a No. 6 fan, is drawn through a heating grate at the botto 
Thus a large volume of slightly heated air produces a maximum drying effe 
with a minimum of fuel. From (10); delivers dry ore to (12). 

12. Sampler. From (11); delivers sample to assa^^er and reject to (13). 

13. Elevator. From (12) and (15); delivers to (14). 

14. Trommel, with 0.1875-inch round punched holes, making 18 revo 
tions per minute. From (13) ; delivers oversize to (15) and undersize to (1 

15. El Paso Foundry convertible rolls, 14 X 36 inches, crushing to 0.1^ 
inch and making 70 revolutions per minute. Use Midvale steel shells. Fr< 
(14); deliver crushed ore to (13). 

16. Elevator. From (14) and (18); delivers to (17). 

17. Sixteen-mesh Colorado Iron Works impact screen having a slope 
25° and making 100 throws per minute. From (16) ; delivers oversize to (! 
and undersize to (19). 

18. El Paso Foundry convertible rolls, 14 X 36 inches, crushing to 16 me 
and making 85 revolutions per minute. Use Midvale steel shells. From (1 
deliver crushed ore to (16). 

19. Elevator. ^ From (17); delivers to (20). 

20. Twenty-six mesh Colorado Iron Works impact screen having a slope 
25° and making 100 throws per minute. From (19) ; delivers oversize to (! 
and undersize to (22). 

21. El Paso Foundiy convertible rolls, 14 X 36 inches, crushing to 26 m( 
and making 95 revolutions per minute. Use Midvale steel shells. From (2 
deliver crushed ore to (22). 

22. Canby mechanical pneumatic disc dust-separator, 28 inches in diamet 
From (20), (21), and air drawn from all roll housings and elevators; deliv 
dust (98% through 200 mesh) to (23) and ore to (24). 

23. Collector of the Cyclone type. From (22). Dust stored for futi 
special treatment. 

24. Elevator. From (22); delivers to (25). 

25. Sutton, Steele, and Steele vibrometer ore-sizer in the screening tow 
From (24) ; delivers six sizes; on 26-mesh, through 26 on 34, through 34 on - 
through 46 on 60, through 60 on 70, and through 70 mesh, each size to a separj 
bin in (26) . 

26. Six bins of from 4 to 8 tons capacity wdth bottoms sloping at 45°. Fn 
(25) ; deliver to respective tables in (27) . 

27. Six Sutton, Steele, and Steele pneumatic dry tables, 12 feet long 
feet wide, and making from 500 to 450 throws per minute, each from 0.375 
0.75 inch in length. The pervious deck and constant air current cause mobil 
and the impervious strips under the table deck cause the riffles which, togetl 
with a reciprocating movement, give the separation. Short strokes and hi 
speeds are used on coarse material and vice versa on fine material. Each ta 
has a capacity of over 40 metric tons on the coarser sizes and from 12 to 
metric tons on the finest sizes per 24 hours. From (26) via trapped fe( 
deliver lead concentrates, via pipe and sacks, to smelter; lead-iron-zinc middlii 
to (28) ; zinc concentrates, if they contain but little copper, via pipe and sac 
to smelter; and if they contain much copper, via pipe, to (33); zinc-silica m 
dlings to (28); and tailings to (34). 

28. Eiffht-inch Robins belt conveyor having a speed of 200 feet per minu 
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a capacity of 25 tons per hour, and an inclination, for a part of the distance, of 
22°. From (27); delivers to (29). 

29. Elevator. From (28); delivers to (30). 

30. Sutton, Steele, and Steele vibrometer ore-sizer. From (29); delivers 
10 sizes to separate bins in (31). 

31. Ten bins with details as in (26). From (30); deliver, periodically, 4 
at a time, to (32). 

32. Four Sutton, Steele, and Steele pneumatic dry tables. For other details 
see (27). Each table receives a given size from a bin in (31) and delivers lead 
concentrates, via pipe and sacks, to smelter; zinc concentrates if they contain 
but little copper, via pipe and sacks, to smelter; and if they contain much copper, 
via pipe, to (33); and tailings to (34). 

33. Sutton, Steele, and Steele dielectric separator. From (27) and (32) ; 
delivers copper-iron concentrates, via sacks, to smelter, and zinc concentrates, 
via sacks, to smelter. 

34. Eight-inch Robins belt conveyor with details as in (28). From (27) 
and (32) ; delivers to (35) . 

35. Tailings bin. From (34) ; delivers to tailings dump. 

Magnetic separation was impossible at this plant because the sphalerite 
was of the resin jack” variety and non-magnetic, there was too little iron 
present to roast and separate, nor was there water enough to warrant the erec- 
tion of a wet plant. 

It is claimed that the present plant is making zinc concentrates running 
from 50 to 53% in zinc, and that the separation is much sharper and the tail- 
ings 50% cleaner than could be obtained with wet tables. 

All the elevators are of 12-inch, 6-ply Leviathan” belting having speeds 
of about 250 feet per minute and pressed-steel buckets, 5.5 X 10 inches. 

For furnishing air to the tables there are 3 sizes of American Blower Com- 
pany exhaust fans. Nos. 6, 5, and 4, the largest on the coarsest and the smallest 
on the finest mesh. They run at 1,000 revolutions per minute and must handle 
dust-free air. 

Labor and Wages. 

Two 12-hour shifts per 24 hours are employed at from $0.75 to $1.50 per 
shift. 

Power, 

The present power plant consists of old slide-valve engines economized by 
cross-compounding the small table engine to the somewhat larger Atlas” 
roll and crusher engine. About 80 horse-power is required by the whole plant, 
of which the crushers and rolls use 30 horse-power. 

N. Mills Saving Zinc and Manganese Values. 

Mill 152 is the t3q)ical plant belonging to this group. 

§ 1484. Mill No. 152. No. 2 Mill of the New Jersey Zinc Company, 
Franklin Furnace, New Jersey. — This mill is composed of five de- 
partments, with storage between each department, as follows:^®® 

Rough-crushing department 150 tons capacity per hour 

Fine-crushing department 100 tons capacity per hour 

Storage and sizing department 100 tons capacity per hour 

Separator House A. 

Magnetic separating department , . 50 tons capacity per hour 

Jig and table department 25 tons capacity per hour 
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14. Thirty-six inch Robins conveying and picking belt with a conveying 
mgth of 36.5 feet, a speed of 40 feet per minute, and an inclination of 15.5°. 
i'rom (13); delivers waste rock to (17) and ore, via valve, to (15). 

15. Two storage bins of 1,500 tons capacity each. From (14); each de- 
ivers (coarse ore between 2 and 5 inches), via feed roller, 2 feet long by 2.5 
eet in diameter, to (20). 

16. Two storage bins of 1,500 tons capacity each. From (13) ; each delivers, 
fine ore through 2 inches), via feed rollers, 2 feet long by 2.5 feet in diameter, 
0 (23). 

17. Rock bin of 75 tons capacity. From (14); delivers, via chutes, to (19). 

IS. Rock bin of 75 tons capacity. From (8); delivers to (19). 

19. Standard gauge railroad cars and track scales. From (17) and (18); 
eliver, via Ding Dong shaft-pocket, for mine filling or to the waste dump. 

Fine-Crushing Department. 

20. Twenty-four inch Robins belt conveyor with a conveying length of 55 
set, a speed of 300 feet per minute, and run level. From (15) ; delivers to (21). 

21. Edison corrugated rolls, 36 X 36 inches, crushing to 2 inches and mak- 
ag 135 revolutions per minute. From (20); deliver crushed ore to (22). 

22. Rowand incline screen, 3 sections long by 1 section wide, plates, 36 X 36 
aches with 0.625 X 1.5-inch openings. From (21) ; delivers oversize to (25) 
nd undersize to (35). 

23. Twenty-four inch Robins belt conveyor with a conveying length of 
i9 feet, a speed of 300 feet per minute, and run level. From (16) ; delivers to 
24). 

24. Rowand incline screen with details as in (22). From (23); delivers 
iversize to (25) and undersize to (35). 

25. Twenty-four inch Robins conveying and picking belt with a conveying 
ength of 57.5 feet, a speed of 350 feet per minute, and an inclination of 16.75°. 
^rom (22) and (24) ; delivers to (26) . 

26. Edison corrugated rolls, 36 X 36 inches, crushing to 1 inch and making 
35 revolutions per minute. From (25) ; deliver crushed ore to (27) . 

27. Rowand incline screen with details as in (22). From (26); delivers 
)versize to (28) and undersize to (29). 

28. Edison smooth rolls, 36 X 36 inches, crushing to 0.5 inch and making 
.00 revolutions per minute. From (27) and (34) ; deliver crushed ore to (29) . 

29. Twenty-four inch Robins belt conveyor with a conveying length of 
)2 feet, a speed of 325 feet per minute, and an inclination of 5°. From (27), 
'28), and (35); delivers to (30). 

30. Twenty-four inch Robins belt conveyor with a conveying length of 
12 feet, a speed of 375 feet per minute, and an inclination of 25°. From (29) ; 
lelivers to (31). 

31. Twenty-four inch Robins belt conveyor with a conveying length of 
100 feet, a speed of 350 feet per minute, and an inclination of 25°. From (30) ; 
lelivers to (32) . 

32. Twenty-four inch Robins belt conveyor with a conveying length of 
109 feet, a speed of 350 feet per minute, and an inclination of 23°. From (30) ; 
lelivers to (33) . 

33. Rowand incline screen with plates, 30 X 36 inches, and other details 
bS in (22) . From (32) ; delivers oversize to (34) and undersize, via chute and 
’■alve, to (36). 

34. Twenty-four inch Robins belt conveyor with a conveying length of 

A a ar\CkO/^ rvf ^00+ Tnirtn+zi an/l yiTn Art o ia 
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situated over this belt for removing steel. From (33); delivers ore to (21 
and steel to scrap heap. 

35. Eighteen-inch Robins^ belt conveyor with a conveying length of 55 
feet, a speed of 300 feet per minute, and run level. From (22) and (24) ; delivei 
via chute, to (29). 

36. Two Rowand, 6-foot, brick tower driers. One has 9 sections ar 
the other 8, each 2.5 feet high. From (33); deliver dry ore, via segment 
discharge gate, to (37). 

37. Thirty-inch Robins belt conveyor with a conveying length of 29 fee 
a speed of 350 feet per minute, and an inclination of 16°. From (36) and (47 
delivers to (38) . 

38. Thirty-inch Robins belt conveyor with a conveying length of 127 fee 
a speed of 350 feet per minute, and an inclination of 25°. From (37) ; delive 
to (39). 

39. Thirty-inch Robins belt conveyor with a conveying length of 9S fe 
and other details as in (38). From (38); delivers to (40). 

40. Three Robins conveyor belts. A, R, and C. A has a width of 30 inche 
a conveying length of 16 feet, a speed of 350 feet per minute, and an inclinath 
of 20°. B has a width of 24 inches, a conveying length of 21 feet, and oth 
details like A. C has a width of 18 inches, a conveying length of 17 feet, ai 
other details like A. A, and C receive from (39) and deliver, via trippei 
to (41). 

41. Hopper of 40 tons capacity. From (40); delivers to (42). 

42. Two Rowand incline screens, each 10 sections long by 10 sections wid 
plates 12 X 26 inches with 0.109 X 0.5-inch openings. From (41); deliv 
oversize to (43) and undersize to (48). 

43. Two 18-inch Robins belt conveyors with conveying lengths of 38 fee 
speeds of 300 feet per minute, and run level. From (42) ; deliver to (44) . 

44. Hopper of 40 tons capacity. From (43) ; delivers, via 2 roller feedei 
to (45). 

45. Two Bacon finishing rolls, 30 X 36 inches, crushing to 0.0625 inch, ai 
making 100 revolutions per minute. From (44) ; deliver crushed ore to (4( 

46. Twenty-four inch Robins belt conveyor with a conveying length 
27 feet, a speed of 300 feet per minute, and run level. From (45) ; delivers 
(47). 

47. Twenty-four inch Robins belt conveyor with a conveying length 
41 feet, a speed of 325 ieet per minute, and an inclination of 7°. From (4( 
delivers cold ore onto the tail of the hot-ore conveyor belt (37). 

48. Two 18-inch Robins belt conveyors with conveying lengths of 55 fee 
speeds of 250 feet per minute, and run level. From (42) ; deliver to (49) . 

49. Two 24-inch elevators with 18-inch buckets. One elevates the ore ■ 
feet and the other 56 feet. From (48); deliver to (50). 

50. Twenty-four inch conveying and weighing belt with a conveying leng 
of 63 feet, a speed of 300 feet per minute, and run level. From (49) ; delive' 
via hopper, valve, and chutes, to (51) or (52). 

51. Nine crude-ore shipping bins having a total capacity of 600 tons. Frc 
(50) ; deliver, via standard gauge railroad cars and track scales, to market. 

52. Twenty-four inch Robins belt conveyor with a conveying length 
70 feet, a speed of 300 feet per minute, and an inclination of 8°. From (5( 
delivers, via chute and valve, to (53). 

53. Two 24-inch elevators, with 18-inch buckets each elevating the ore ^ 
feet. From (52); deliver to (54). 

54. Two Roger hoe conveyors for distributing, 3 feet wide by 40 feet lor 

j. _ /n>rf\ 
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55. Two hoppers of 10 tons capacity each. From (54); deliver to (56). 

56. Four Rowand incline screens, each 10 sections long by 12 sections wide, 
ates 12 X 26 inches with 0.01 X 0.5-inch opening. From (55) ; deliver over- 
ze, via chutes, to (57) and undersize to (58). ^ 

57. Eighteen steel storage-tanks with a total capacity of 10,000 tons in two 
sries, xi and B, of nine tanks each. From (56); tanks 4, 5, 6, 7, 8, and 9, A 
id R, deliver via segmental feed gates, to (60) and tanks 1, 2, and 3, A and Bj 
a segmental feed gates, to (62). 

58. Two 14-inch Robins belt conveyors with conveying lengths of 120 feet, 
)eeds of 200 feet per minute, and run level. From (56) ; deliver, via chutes, 
)(59). ^ 

59. Eight fines shipping-bins with a total capacity of 500 tons. From (58) ; 
sliver, via standard gauge railroad cars and track scales, to market. 

Storage and Sizing Department. 

60. Four 18-inch Robins belt conveyors with conveying lengths of 39 feet, 
leeds of 250 feet per minute, and run level. From (57); deliver to (61). 

61. Four 18-inch Robins belt conveyors with conveying lengths of 16.5 
jet, speeds of 300 feet per minute, and inclinations of 14°. From (60) ; deliver 
) (62). 

62. Two 18-inch Robins belt conveyors with conveying lengths of 45.5 
iet, speeds of 300 feet per minute, and inclinations of 7°. From (57) and (61) ; 
eliver, via hoppers, chutes, and valves, to (63) or (64). 

63. One 18-inch Robins conveying and weighing belt with a conveying 
jngth of 35 feet, a speed of 300 feet per minute, and an inclination of 7°. From 

32) ; delivers to proposed separater house B. 

64. One 18-inch Robins conveymg and weighing belt with details as in 

33) . From (62); delivers to (65) in separator house A, 

Separator House A. 

65. Sixteen-inch elevator with 14-inch buckets elevating the ore 82.5 feet. 
Yom (64); delivers to (66). 

66. Automatic sampler, riflBle type with 12 divisions. From (65) ; delivers 
ample to bucking room and reject to (67). 

67. Rowand incline screen, 9 sections long by 4 sections wide, plates 12 X 18 
iches with 0.187 X 0.5-inch openings. From (66); delivers oversize, due to 
jaks in screens, etc., in fine-crushing and storage department, to (68); and 
ndersize, via chutes, to (72). 

68. Storage bin of 75 tons capacity. From (67), (71), (118), and (119); 
elivers to (69). 

69. Two re-grinding rolls, 10 X 18 inches, making 175 revolutions per minute. 
Yom (68); deliver crushed ore to (70). 

70. Two 10-inch elevators with S-inch buckets, each elevating the ore 47 
3et. From (69); deliver to (71). 

71. Two Rowand incline screens, each 8 sections long by 2 sections wide, 
lates 12 X 18 inches with 0.032 X 0.5-inch openings. From (70); deliver 
versize to (68) and undersize to (77). 

72. Two Rowand type magnetic separators, each having one 

aagnet with 100,000 ampere turns in which a 125-volt current is used. From 
67); deliver magnetic product to (73) and non-magnetic product to (77). 

73. Ten-inch elevator with 8-inch buckets elevating the ore 34 feet. From 
72); dehvers to (74).^ 
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length of 63 feet, a speed of 250 feet per minute, and run level. From (73): 
delivers to (75) . 

75. Automatic sampler, riflae type with 8 divisions. From (74); delivers 
sample to bucking room and reject to (76). 

76. Shipping bins 1, 2, and 3 for highly magnetic franklinite products with 
a total capacity of 200 tons. From (75) ; deliver, via standard gauge railroad 
cars and track scales, to market. 

77. Sixteen-inch elevator with 14-inch buckets elevating the ore 54 feet. 
From (71) and (72); delivers to (78). 

78. Rowand incline screen, 10 sections long by 6 sections wide, plates 
12 X 18 inches with 0.015 X 0.5-inch openings. From (77); delivers oversize 
to (79) and undersize, via chutes, to 01). 

79. Sixteen-inch elevator with 14-inch buckets elevating the ore 50 feet. 
From (78); delivers to (SO). 

80. Edison tower screen, 6 sections long by 12 sections vride, plates 18 X 24 
inches with 0.015 X 0.5-inch openings. From (79) ; delivers oversize to (82) and 
undersize, via chute, to (81). 

81. Storage bins 1, 2, 3, and 4 with a total capacity of 50 tons. From (78) 
and (80); deliver ore through 0.015 and on 0.010 inch to (101). 

82. Fourteen-inch elevator with 12-inch buckets elevating the ore 50 feet. 
From (SO); delivers to (83). 

83. Edison tower screen with 0.020 X 0.5-inch openings and other details 
as in (SO). From (82); delivers oversize to (85) and undersize, via chutes, 
to (84). 

84. Storage bins 5, 6, 7, and 8 with a total capacity of 50 tons. From (83) ; 
deliver ore through 0.020 and on 0.015 inch to (102). 

85. Fourteen-inch elevator with 12-inch buckets elevating the ore 45 feet. 
From (83); delivers to (86). 

86. Edison tower screen with 0.025 X 0.5-inch openings and other details 
as in (80). From (85); delivers oversize to (88) and undersize, via chutes, 
to (87), 

87. Storage bins 9, 10, 11, and 12 with a total capacity of 50 tons. From 
(86); deliver ore through 0.025 and on 0.020 inch to (103). 

88. Fourteen-inch elevator with details as in (85). From (86); delivers 
to (89). 

89. Rowand incline screen, 12 sections long by 6 sections wide, plates 
12 X 18 inches with 0.032 X 0.5-inch openings. From (88) ; delivers oversize 
to (90) and undersize, via chutes, to (91). 

90. Storage bins 13, 14, 15, and 16 with a total capacity of 50 tons. Fron 
(89); deliver ore through 0,032 and on 0.025 inch to (104). 

91. Twelve-inch elevator with 10-inch buckets elevating the ore 45 feet 
From (89); delivers to (92). 

92. Edison tower screen with 0.042 X 0.5-inch openings and other details 
as in (SO). From (91); delivers oversize to (94) and undersize, via chutes, tc 
(03). 

93. Storage bins 17, 18, 19, and 20 with a total capacity of 50 tons. Fron 
(92); deliver ore through 0.042 and on 0.032 inch to (105). 

94. Twelve-inch elevator with details as in (91). From (92); delivers tc 

(95) . 

95. Edison tower screen with 0.058 X 0.5-inch openings and other detail 
as in (80). From (94); delivers oversize to (97) and undersize, via chutes, t< 

(96) . 

96. Storage bins 21, 22, 23, and 24 with a total capacity of 50 tons. Fron 
('95'): deliver ore throuerh 0.058 and on 0.042 inch to (1061. 
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97. Twelve-inch elevator with details as in (91). From (95); delivers to 
98 ). 

98. Rowand incline screen, 10 sections long by 4 sections wide, plates 
2 X 18 inches with 0.078 X 0.5-inch openings. From (97) ; delivers oversize^ 
ia chutes, to (100) and undersize, via chutes, to (99). ^ 

99. Storage bins 25, 26, 27, and 28 with a total capacity of 50 tons. From 

98); deliver ore through 0.078 and on 0.058 inch to (107). , 

100. Storage bins 29, 30, 31, and 32 with a total capacity of 50 tons. From 
98); deliver ore through 0.109 and on 0.078 inch to (108). 

Magnetic Separator Floor. 

Separator House A. 

101. Four 6-pole Rowand-Wetherill type 18-inch belt, magnetic 

eparators. Poles 1 and 2 have 20,000, 3 and 4 have 40,000, and 5 and 6 have 
0,000 ampere turns. A 125-volt direct current is used. From (81) ; deliver 
he more magnetic product to (109), slightly magnetic product to (116), and 
nn-magnetic product to (125). 

102. Four magnetic separators with details as in (101). From (84); de- 
iver the more magnetic product to (109), slightly magnetic product to (116), 
nd non-magnetic product to (125). 

103. Four magnetic separators with details as in (101). From (87); deliver 
he more magnetic product to (109), slightly magnetic product to (116), and 
LOn-magnetic product to (125). 

104. Four magnetic separators with details as in (101). From (90) ; deliver 
he more magnetic product to (109), slightly magnetic product to (116), and 
lon-magnetic product to (125). 

105. Four magnetic separators with details as in (101). From (93) ; deliver 
he more magnetic product to (109), slightly magnetic product to (116), and 
Lon-magnetic product to (125). 

106. Four magnetic separators with details as in (101). From (96) ; deliver 
he more magnetic product to (109), slightly magnetic product to (116), and 
lon-magnetic product to (125). 

107. Four magnetic separators with details as in (101), except that the 
irst two poles have 30,000, the second two poles 60,000, and the third two 
)oles 100,000 ampere turns. From (99); deliver the more magnetic product 
0 (109), slightly magnetic product to ^10), and non-magnetic product to 
,125). 

108. Four magnetic separators with details as in (107). From (100) ; deliver 
he more magnetic product to (109), slightly magnetic product to (116), and 
lon-magnetic product to (125). 

109. Two 14-inch Robins belt conveyors with conveying lengths of 123 
eet, speeds of 200 feet per minute, and run level. From (101), (102), (103), 
104), (105), (106), (107), and (108); deliver to (110). 

110. Two 12-inch elevators with 10-inch buckets, each elevating the ore 
1:4 feet. From (109); deliver to (111). 

111. Fourteen-inch Robins conveying and weighing belt with a conveying 
ength of 80 feet, a speed of 300 feet per minute, and run level. From (110); 
lelivers to (112). 

112. Automatic sampler, riffle type with 8 divisions. From (111); delivers 
ample to bucking room, and reject, via chutes, to (113) and (115). 

113. Fourteen-inch Robins belt conveyor for distributing to 8 points. Has 
, conveying length of 135 feet and a speed of 300 feet per minute. From (112) ; 
Lelivers, via trippers, to (114). 
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114. Shipping bins, 4 to 19 inclusive, for lowly magnetic franklinite products; 
total capacity 1,200 tons. From (113); deliver, via standard gauge railroad 
cars and track scales, to market. 

115. Shipping bins 1, 2, and 3, for lowly ma^etic franklinite products; 
total capacity 200 tons. From (112); deliver, via standard gauge railroad 
cars and track scales, to market. 

116. Two 14-inch Robins belt conveyors with conveying lengths of 123 
feet, speeds of 150 feet per minute, and run level. From (101), tl02), (103), 
(104), (105), (106), (107), and (108); deliver to (117). 

117. Two 10-inch elevators with 8-inch buckets, each elevating the ore 41 
feet. From (116); deliver to (118). 

118. Two Rowand incline screens, A and J5, each 8 sections long by 2 sections 
wide; plates 12 X 18 inches, with 0.032 X 0.5-inch openings. From (117); -4 
delivers oversize to (109) and undersize to (121); B delivers oversize to (68) 
and undersize to (120). 

119. Fourteen-inch Robins belt conveyor with a conveying length of 32 
feet, a speed of 150 feet per minute, and run level. From (118); delivers to 
( 68 ). 

120. Fourteen-inch Robins belt conveyor with a conveying length of 24 
feet, a speed of 150 feet per minute, and run level. From (118); delivers to 

121. Ten-inch elevator with S-inch buckets elevating the ore 34 feet. From 
(118) and (120); delivers to (122). 

122. Fourteen-inch Robins conveying and weighing belt with a conveying 
length of 63 feet, a speed of 250 feet per minute, and run level. From (121) ; 
delivers to (123). 

123. Automatic sampler, riffle type with 8 divisions. From (122) ; delivers 
sample to bucking room and reject to (124). 

124. Shipping bins 1, 2, and 3 (for half and half products containing the 
slightly magnetic silicate of manganese minerals), with a total capacity of 200 
tons. From (123) ; deliver, via standard gauge railroad cars and track scales, 
to market. 

125. Thirty-two non-magnetic product bins with a total capacity of 40 
tons. From (101), (102), (103), (104), (105), (106), (107), and (108). Nos. 
1 to 12 inclusive deliver to (126), Nos. 13 to 20 inclusive to (132), and Nos. 
21 to 32 inclusive to (135). 


Jig and Table Floor. 

Separator House A. 

126. Twelve No. 5 Wilfley tables without Raff wheels. From (125) ; deliver 
concentrates to A in (127), middlings to (128), and tailings to A in (129). Con- 
centrates and tailings are delivered, via six 2-compartment shaking launders 
which are 0.5 foot wide by 40 feet long and have slopes of 5.95°. 

127. Two shaking launders. Nos. 1 and 2, divided into compartments A, 
B, and C. Each launder is 1.5 feet wide by 135 feet long. From (126), (131), 
(132), and (135). No. 1 delivers to (138) and No. 2 delivers to (139). 

128. Six Frenier sand pumps, 6 X 44 inches. From (126), (130), and (131) ; 
deliver to (130). 

129. Two shaking launders, Nos. 3 and 4, divided into compartments A, B, 
and C. Each launder is 1.5 feet wide by 124 feet long. From (126), (131), 
(132), and (135); deliver to (143). 

130. Six dewatering cones. From (128); deliver pulp to (131) and water 
to (128). 
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131. Six No. 5 Wilfley tables without Raff wheels. From (130); deliver 
mcentrates to A in (127), middlings to (128), and tailings to A in (129). Con- 
mtrates and tailings are delivered, via six 2-compartment shaking launders 
hich are 0.5 foot wide by 40 feet long and have slopes of 5.95®. 

132. Eight 6-compartment cast-iron New Century differential-motion jigs 
ith screens, 24 X 36 inches. From bins 13 to 20 inclusive in (125) and from 
134) via 8 feed hoppers; deliver the first four hutch products, via eight 4-com- 
artment launders, 1 foot wide by 43.75 feet long with slopes of 4.76®, to B 
1 (127); last two hutch products, via eight 4-compartment launders, with 
etails like those above, to (133) ; and tailings, via tailings hoppers and eight 
-compartment launders with details like those above, to A and B in (129). 

133. Eight Frenier sand pumps, 6 X 44 inches. From (132) and (134) ; 
eliver to (134). 

134. Eight dewatering cones. From (133) ; deliver pulp, via feed hoppers, 

3 (132) and water to (133). 

135. Twelve 6-compartment cast-iron New Century differential-motion jigs 
nth screens as in (132). From bins 21 to 32 inclusive in (125) and from (137) 
ia 12 feed hoppers. Deliver the first four hutch products, via twelve 4-com- 
artment launders, 1 foot wide by 43.75 feet long with slopes of 4.76®, to C in 
127); last two hutch products, via twelve 4-compartment launders with de- 
ails like those above, to (136) ; and tailings, via tailings hoppers and twelve 
aunders with details like those above, to B and C in (129). 

136. Twelve Frenier sand pumps, 6 X 44 inches. From (135) and (137) ; 
eliver to (137). 

137. Twelve dewatering cones. From (136) ; deliver pulp, via feed hoppers, 
0 (135) and water to (136). 

138. Launder, 0.67 foot wide by 21 feet long with a slope of 5.35®. From 
I, Bj and C of No. 1 in (127); delivers to (140). 

139. Launder, 16 feet long with other details as in (138). From A, B, and 
7 of No. 2 in (127); delivers to (140). 

140. Four Frenier sand pumps, 10 X 54 inches, making 30 revolutions per 
ainute and lifting against a head of 21.5 feet. From (138) and (139) ; deliver 
0 (141). 

141. Four dewaterers. From (140); deliver willemite product to (142) and 
v^ater to a water-supply tank. 

142. Wet willemite storage bin B with a capacity of 25 tons. Size of 
)roduct is through 0.109 and on 0.010 inch. From (141); delivers to (155) 
md (156). 

143. Two 3-compartment launders, 0.67 foot wide by 17.5 feet long, with 
lopes of 4.92®. From A, JS, and C in both Nos. 3 and 4 of (129); deliver 
o (144). 

144. Six Frenier sand pumps, 10 X 54 inches, making 30 revolutions per 
ninute and lifting against a head of 23 feet. From (143) ; deliver to (145). 

145. Six dewaterers. From (144) ; deliver water to water-supply tanks and 
he following products to (146) : 

A fine tailings size through 0.042 and on 0.010 inch 
B middlings 0.109 ^^0.025 

C coarse tailings 0.109 “ 0.042 “ 

146. Six automatic samplers. From (145); deliver samples to bucking 
•oom and rejects of fine tailings (A) to (147) ; rejects of middlings (B), via valve, 
sither to (147), (151), or (169); and rejects of coarse tailings (C) to (151). 

147. Fourteen-inch Robins belt conveyor with a conveying len^h of 76 feet, 
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148. Twelve-inch elevator with 10-inch buckets elevating the ore 45 feet. 
Prom (147); delivers to (149). 

149. Fourteen-inch Robins conveying and weighing belt, with a conveying 
length of 45 feet, a speed of 250 feet per minute, and run level. From (148) ; 
delivers to (150). 

150. Fine-tailings shipping bins with a total capacity of 100 tons. From 
(149); deliver, via standard gauge railroad cars and track scales, to market 
or storage. 

151. Fourteen-inch Robins belt conveyor with details as in (147). From 
(146); delivers to (152). 

152. Twelve-inch elevator with 10-inch buckets elevating the ore 45 feet. 
From (151); delivers to (153). 

153. Fourteen-inch Robins conveying and weighing belt with a conveying 
length of 45 feet, a speed of 250 feet per minute, and run level. From (152) ; 
delivers to (154). 

154. Coarse-tailings shipping bins with details as in (150). From (153); 
deliver, via standard gauge railroad cars and track scales, to market or storage. 

155. Twelve-inch elevator with 10-inch buckets elevating the ore 52 feet. 
From (142); delivers to (158). 

156. Fourteen-inch Robins belt conveyor with a conveying length of 42 
feet, a speed of 250 feet per minute, and run level. From (142) ; delivers to 
(157). 

157. Twelve-inch elevator with 10-inch buckets elevating the ore 44 feet. 
From (156); delivers to (158). 

158. Two Rowand 3.5-foot brick tower driers with 10 sections, each 2.5 
feet high. From (155) and (157); deliver, via segmental discharge gates, to 

^ 

159. Two sprocket-chain elevators with 12-inch buckets each elevating the 
ore 52 feet. From (158); deliver to (160). 

160. Fourteen-inch Robins belt conveyor with a conveying length of 38.5 

. feet, a speed of 250 feet per minute, and an inclination of 15°. From (159); 

delivers to (161). 

161. Fourteen-inch Robins conveying and weighing belt with a convejang 
length of 75 feet, a speed of 250 feet per minute, and run level. From (160) ; 

delivers to (162). _ , i t 

162. Automatic sampler, riffle type with 8 divisions. From (161) ; delivers 
sample to bucking room and reject to (163) and, via chute, to (164). 

163. Fourteen-inch Robins belt conveyor for distributing to^ four pomts, 

with a conveying length of 68 feet and a speed of 250 feet per minute. From 
(162); delivers, via tripper, to (164). ^ ^ ^ . 

164. Five willemite-product steel shipping-tanks with a total capacity oi 
2,000 tons. From (162) and (163) ; deliver, via segmental feed gates, to (165). 

165. Eighteen-inch Robins belt conveyor with a conveying length of 83 

\ feet, a speed of 300 feet per minute, and run level. From (164) ; delivers to 

166. Eighteen-inch elevator with 16-inch buckets elevating the ore 54 feet. 

From (165); delivers to (167). _ , j r 

167. Automatic sampler, riffle type with 8 divisions. From (166) ; delivers 

^ sample to bucking room and reject to (168). ^ 

168. Hopper of 25 tons capacity, From (167) ; delivers, via chute, stan- 

i dard gauge railroad cars, and track scales, to market. 
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'roposed Re-treatment House for Willemite and Calcite Middlings. (Not yet 
erected and possibly may never he necessary.) 

169. Conveying and weighing belt. From (146); delivers to (170). 

170. Storage bin of 50 tons capacity. From (169) ; delivers, via automatic 
seders, to (171). 

171. Bucket elevator. From (170); delivers, together with water, to (172). 

172. Screen. From (171); delivers oversize to (173) and undersize to (176). 

173. Rolls. From (172) and (175); deliver crushed ore to (174). 

174. Bucket elevator. From (173); delivers to (175). 

175. Screen. From (174); delivers oversize to (173) and undersize to (176). 

176. Bucket elevator. From (172) and (175); delivers to (177). 

177. Screens. From (176); deliver oversize to (17S) and undersize to (179). 

178. Screen. From (177); delivers oversize and undersize to (179). 

179. Six Wilfley tables. From (177) and (178) ; deliver concentrates to 
181), middlings to (180), and tailings to (189). 

180. Three Wilfley tables. From (179); deliver concentrates to (181) and 
filings to (189). 

181. Sand pumps. From (179) and (180); deliver to (182). 

182. Dewaterer. From (181); delivers concentrates to (183). 

183. Bucket elevator. From (182); delivers to (184). 

184. Drier. From (183); delivers to (185). 

185. Bucket elevator. From (184); delivers to (186). 

186. Conveying and weighing belt. From (185); delivers to (187). 

187. Automatic sampler. From (186) ; delivers sample to bucking room and 
3ject to (188). 

188. Willemite-product shipping bins. From (187) ; deliver, via railroad cars 
nd track scales, to market. 

189. Sand pumps. From (179) and (180); deliver to (190). 

190. Dewaterers. From (189); deliver tailings to (191). 

191. Bucket elevator. From (190); delivers to (192). 

192. Conveying and weighing belt. Froin (191); delivers to (193). 

193. Automatic sampler. From (192); delivers sample to bucking room 
nd reject to (194). 

194. Tailings-product shipping bins. From (193) ; deliver, via standard 
auge railroad cars and track scales, to market or storage. 

The maximum amperes used on the different sized magnets are as follows: 


Ampere Turns, 

Amperes. 

20,000 

3 

30,000 

6 

40,000 

8 

60,000 

14 

100,000 

30 


0. Mills Saving Iron and Manganese Values. 

Mill 153 serves as an example of this class. 

§ 1485. Mill No. 153. Magnetic Separating Plant of the Krupp 
I iNiNG Administration at Kirchen on the Sieg, Germany. — Spathic iron 
re from the Fried. Wilhelm mine, running 31.9% iron and 6.8% manganese, 
3 delivered to the mill which handles 20 tons per 10 hours.®^ The economic 
linerals are siderite and rhodochrosite. 

The ore is roasted and sent to (1). 

1. Storage bin. From roaster; delivers to (2). 

TTfc 1 ... r\ rM- ^ ^ r. A ___ _j. Tr»_ /^\ i i . 1 _ _ j . /e\\ 
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3. Bucket elevator, 15.2 meters long with buckets 300 millimeters wide. 
T'rom (2) and (5); delivers to (4). 

4. Conical trommel with two screening sections having holes 7 and 15 milli- 
meters in diameter. The trommel is 2.66 meters long by 0.77 and 1.145 meters 
in diameter. From^ (3); delivers oversize on 15 millimeters to (5), material 
between 7 and 15 millimeters to (6), and material through 7 millimeters to (6). 

5. Rolls, 0.275 X 0.55 meter. From (4) and (8) ; deliver crushed ore to (3). 

6. Two storage bins. From (4); deliver, via percussion feeders, to (7). 

7. Forsgren magnetic separator. From (6); delivers strongly magnetic 
product, as concentrates, to (9); less magnetic product, as middlings, to (8); 
and non-magnetic product, as tailings, to dump. 

8. Hoist with a lifting capacity of 1 metric ton. From (7); delivers to (5). 

9. Shipping bin. From (7); delivers to market. 

The concentrates contain 44.5% iron and 9.5% manganese, and represent 
an extraction of 74.1% of the total iron and 73.9% of the total manganese. 

Power. 

A 38 horse-power portable steam engine furnishes power for the plant, 
including the running of an 11-kilowatt direct-current dynamo which supplies 
current, at 110 volts, for the magnetic separator. 

P. Mills Saving Only Iron Values. 

Mills 154, 155, 156, 157, and 158 are given to illustrate this class in four 
districts. 

§ 1486. Mill No. 154. Oliver Iron Mining Company's Plant, Washing 
Mesabi Iron Ores in the Canisteo District, Coleraine, Minnesota.^®^ — 
The washing plant in use at present is an experimental one having a capacity 
of 1,000 tons per shift and located on the shore of Trout Lake.'*^ The ores from 
the Western Mesabi mines are sandy and hence require washing, otherwise 
they are of Bessemer grade, both at Canisteo and Holman, and excellent for 
furnace purposes.^^ The present plant is 87 feet long and 73.25 feet high. 
The problem is to save the iron. 

The ore is brought in cars, on a level track, from the skip and dumped into (1). 

1. Crude-ore bin, 15 X 28 feet, hoppered two ways to an opening 2.5 feet 
high by 28 feet long. It is discharged by slushing with water on an apron in 
front of the bin. This apron has a slope of 25°. From mine skip and (8); 
delivers, via gate and apron, to (2). 

2. Single shell conical screen, 2.5 X 6 X 14 feet long, having a horizontal axis 
and 2-inch round perforations. Provided with bearings so that it rotates on 
four rollers. From (1); delivers oversize to (3) and undersize to (5). 

3. One 28-inch picking belt, 28.67 feet long, of 8-ply rubber, having a speed 
of 35 feet per minute. From (2) and (5) ; delivers hand-picked taconite and 
waste rock to dump and washing ore to (4). 

4. Ore bin having a capacity of 100 tons, hoppered three ways to a 2-foot 
square gate opening. From (3); delivers, via gate, to (8). 

5. Log washers having single rotating shafts with short projecting arms 
and making 13.5 revolutions per minute. The logs are built up of steel angles 
and cast-iron paddles with the exception of the first row of paddles which are 
of cast steel. The steel paddles receive the greatest wear and have to be re- 
newed once for every 30,000 tons of ore put through the washer. The largest 
particle in the overflows will just refuse to go through a 20-mesh screen. From 
(2); deliver coarse material to (3) and overflows of fine material to (6). 

a . TV.^^-.'Ulrt -Iv^ r»TT-U-i-» A onrl ■Pcio+ Vv'xr lO Inn or TTaolrino 
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5.5 revolutions per minute and having a slope of 1 inch to the foot. The 
ner screen has oblong holes, 0.375 X 0.625 inch, punched in 0.25-inch steel 
ate. The outer screen has 0.1875-inch round holes punched in 0.125-inch 
eel plate. From (5) ; delivers material finer than 0.25 inch to the blast furnace^ 
aterial between 0.25 inch and 0.375 inch to (7), and material larger than 0.375 
.ch to the dump. 

7. Turbo, which is an improved form of log washer and is used as a con- 
mtrator. (See § 1078.) Water is admitted through openings in the bottom 
id the ascending water carries off the fine sand. From (6) ; delivers settled 
laterial to the blast furnace and overflow to waste. 

8. Fifty-ton skip elevating the ore 73.25 feet. From (4); delivers to (1). 

The crude ore averages to run about 41% in iron. The concentrates run 

om 50 to 58% in iron and tailings, representing from 24 to 30% of the ore 
lined, average about 26 % in iron. The tailings are finally dumped into Trout 
ake. 

Labor and Wages. 

The mill operates 1 shift per day for 6 days a week. Common labor is paid 
I per day and skilled labor from $2.25 to $3 per day. In September, 1908^ 
lere were employed 15 common laborers, 3 firemen, 3 sample men, 1 watch- 
lan, 1 engineer, 2 foremen, 1 superintendent, and 1 consulting engineer. 

Power and Water. 

Power is furnished to the plant by two 18-foot horizontal-firebox boilers 
)r operating the plant proper. Another boiler of the same type is used for 
oisting and heating purposes and still another for pumping. Approximately 
5 horse-power and 500 gallons of water per minute are required to operate the 
lill, distributed about as follows: 



Horse-power. 

Gallons of Water 
per Minute. 

Conical screen (2) 

1 

76 


2 


Log washers (6) 

28 


Double screen (6) 

1 


Turbo (7) 

Slushing in (1) 

3 

150 

150 



Totals 

35 

300 



The pumping plant consists of one 25,000-gallon water tank, and one Pres- 
Dtt sinking pump of 500 gallons per minute capacity. 

The proposed permanent plant, instead of being located on a hillside, as 
le present plant, will be built of steel and concrete on level ground and will 
ave a daily capacity of 10,000 tons. 

§ 1487. Mill No. 155. The Longdale Iron Company’s. Mill, Longdale, 
IRGINIA. — The capacity of this mill is about 200 tons per 10 hours (480 
ms per 24 hours) The ore consists of the economic mineral limonite, of 
Dncretionary structure, in a gangue of clay and shale with sandstone and 
ebbles. The problem is to save the limonite. The ore is hauled from the adit 
:vel of the mine in cars holding about 1 ton each and is dumped upon (1). 

1. Flat grizzly with 2-inch spaces between the bars. The ore is hand-picked 
a the grizzly and the clean lumps broken out by a spalling hammer, while 
le residue is broken to pass through. From the cars; delivers oversize to (2) 
ad undersize to (3). 
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3. Bin for milling ore having a capacity of 50 tons. From (1) ; hauler 
from 3 to 5 miles in cars of 5.5 tons capacity each and delivered to (4). 

4. Two bins having a combined capacity of 95 tons. From (3) ; delivei 
via chute, to (5). 

5. Four log washers in pairs. From (4) and (8) ; deliver concentrates t 
(6) and tailings to (8). 

6. Four trommels with 0.187-inch round holes. From (5); deliver ovei 
size to blast furnace and undersize to (7). 

7. Four stationary inclined screens with 14 meshes to the inch. From (6^ 
deliver oversize to blast furnace and undersize to (9). 

8. Two stationary inclined screens with 0.187-inch round holes. Thes 
screens are used alternately. From (5) ; deliver oversize to (5) and undersi 2 
to (9). 

9. Johnson mechanical sand shoveler. From (7) and (8); delivers coars 
sands, via cars, to (10) and fine silt and water to (13). 

10. Bin. From (9); delivers, via feeder, to (11). 

11. Trommel with 4 meshes to the inch to remove any sticks, leaves, etc 
which may get into the pulp. From (10) ; delivers oversize to waste and unde: 
size to (12). 

12. Richards' annular classifier. From (11); delivers spigots to blast fu 
nace and overflow to waste. 

13. Settling pond. From (9) ; settlings and water are both allowed to g 
to waste. 

From January 1 to June 1, 1906, the mill handled 30,957.16 tons. Of thi 
18,602.04 tons of blast furnace ore were extracted by the log washers an 
1,207.40 tons were recovered by the classifier, giving a total extraction ( 
19,809.44 tons or 64% of the original weight. The ore from the mine ave 
aged 30% iron and the concentrates averaged 45% iron. The tailings ran 10^ 
in iron. 

The mill runs 10 hours per day, 6 days per week, except the classifier, whic 
runs 24 hours per day. The labor required is 7 men, 6 around the log washe] 
and 1 around the classifier. 

Power. 

Power is now supplied by an electric motor run by electricity obtained fro] 
a generator at the furnace which is driven by surplus steam from the boiler 
The above supplants the old power plant which furnished 25 horse-power f( 
the 4 log washers by a steam engine, showing an average coal consumption f( 
6 days of 2,750 pounds per 10 hours and requiring 1 man's time. The stea] 
plant is still maintained, to be used in case of accident to the electrical powe 

The water flows to the mill by gravity. The amount of water flowing awa 
from the sand shoveler is 700 gallons per minute; from the classifier spigo 
14.9 gallons; and from the classifier overflow, 80.1 gallons. This makes 
total of 795 gallons per minute in addition to that required for the boilers ar 
that contained in the concentrates. 

§ 1488. Mill No. 156. Cranberry Mill, Cranberry, North Carolin. 
— This mill has a capacity of about 350 tons of crude ore in 10 hours.®^ T1 
economic mineral is magnetite in a gangue composed principally of hornblend 
having some epidote and a little quartz and feldspar. The problern is to sa'^ 
the magnetite. Clean coarse rock is supposed to be loaded by itself in the mil 
and sent to the dump. All other material, including coarse and fines alike, 
loaded indiscriminately and sent to (1), 

1. Gates breaker. No. 8. with drive pulley making 350 revolutions p< 
minute. A Gates breaker was selected for this position, where it is necessai 
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to handle mixed fine and coarse stuff, because it has little of the tendency to 
choke which reciprocating breakers show under like treatment. The breaker 
is kept set up so that as little as possible of ore larger than 3.5-inch cubes is 
made. The principal use of the lower section of trommel (2) is to keep check 
on the breaker in this respect. From mine cars; delivers crushed ore to (2). 

2. Cylindrical trommel, 2.67 X 14 feet, with 2 sections, the upper haying 
1.75-inch round holes punched in steel and the lower section having 3.5-inch 
round holes punched in steel. Makes 18 revolutions per minute and has a 
slope of 1.5 inches to the foot. From (1); delivers oversize to (4), undersize 
from the first section to (5), and from the second section to (3). 

3. Two cobbing magnets. From (2); deliver magnetic concentrates to 
coarse-ore pocket and non-magnetic and lean tailings to (4). 

4. Gates breaker, No. 3, breaking through a 1.75-inch round hole and the 
drive pulley making 425 revolutions per minute. From (2) and (3) ; delivers 
crushed ore to (5) . 

5. Two double log washers. From (2) and (4) ; deliver clean washed ore 
to (6) and washer-tailings to the dump. These tailings carry nothing worth 
saving except a small amount of very fine magnetite. This magnetite would 
probably pass a 40 or 50 mesh and is carried off in the muddy water. 

6. Two trommels making 14 revolutions per minute and having slopes of 
1 inch to the foot. Each trommel consists of 3 concentric conical screens. 
The inner screens have 1.25-inch round holes, the middle screens have 0.625- 
inch round holes, and the outer screens have oblong holes, 0.375 X 0.1875 inch. 
From (5) ; deliver oversize on coarse screens to (7) , oversize on middle screens to 
(8), oversize on outer screens to (9), and undersize of outer screens to (10). 

7. Two coarse magnets. From (6) ; deliver magnetic concentrates to cars 
and non-magnetic and lean tailings to (11). 

8. Two Cranberry magnets. From (6) ; deliver magnetic concentrates to 

cars and non-magnetic and lean tailings to (13). * ' . 

9. Wet ma^et. From (6); delivers magnetic concentrates tb cars and’ 
non-magnetic tailings, via launder, to dump. 

10. Wet magnet. From (6); delivers magnetic concentrates to cars and 
non-magnetic tailings, via launder, to dump. 

11. Conveyor. From (7); delivers to (12). 

12. Coarse-tailings magnet. From (11); delivers magnetic concentrates to 
cars and non-magnetic tailings to dump. 

13. Magnet for re-treating tailings. From (8); delivers magnetic concen- 
trates to cars and non-magnetic tailings to dump. 

The mill operates one 10-hour shift per day for 6 days a week, and yields 
about 240 tons of concentrates per 10 hours. 

§ 1489. Mill No. 157. Concentrating Mill op the Wharton Steel 
Company, Wharton, New Jersey. — This mill handles 360 tons of crude ore 
per 24 hours. The ore, running from 38 to 40% in iron and having a maximum 
size of 10-inch cubes, passes from a 200-ton bin in the Wharton mines, Hibeinia, 
New Jersey, via skip, to a chute on the tunnel level. It then runs,. by gravity, 
into cars, standing on the tracks of the underground (tunnel) railroad, and is 
thus transported to and dumped into (1), at the concentrator near the mines. 

1. Bin of 600 tons capacity. From the mines; delivers to (2). 

2. Buchanan jaw breaker wth a 16 X 24-inch jaw opening, a speed of 
225 thrusts per minute, and set to break to 2.5-inch cubes. One set of man- 
ganese-steel jaw plates have crushed 250,000 tons of ore and are still in fair 
condition. From (1); delivers crushed ore to (3). 

^ 3. Elevator with a 15® slope and 9 X 16-inch buckets of No. 10 steel which 
’have elevated 250,00Q tons of ore 55 feet and are still in good condition. The 
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upper pulley is 24 and the lower pulley 30 inches in diameter. From ( 2 ) and 
(6) ; delivers to (4) . 

4. Grizzly with 0.75-inch spaces between the bars. From (3) ; delivers over- 
size to (5) and undersize, via gravity, to (21), 

5. Screen, 4 feet square, with 2.5-inch round holes. Made by the Hendrick 
Manufacturing Company. From (4) ; delivers oversize to (6) "and undersize 
to (7). 

6. Buchanan rolls, 18 X 36 inches, having a speed of 125 revolutions per 
minute and set to crush to 1.25 inches. The shells are made of chilled cast 
iron at the foundry of the Wharton furnaces and will handle about 100,000 
tons before being worn out. From (5); deliver cmshed ore to (3). 

7. One Wharton magnetic cobber ininning at 23 revolutions per minute 
under 25 amperes and 110 volts. From (5); delivers concentrates, via gra\ity, 
to (8) and tailings to (10). 

8. One W’harton magnetic cobber running at 23 revolutions per minute 
under 12 amperes and 110 volts. From (7) and (22); delivers concentrates to 
(9) and tailings, via gravity, to (12). 

9. Elevator with 5 X 10-inch buckets of No. 14 steel which have moved 
125,000 tons of ore and are still in good condition. The upper pulley is 20 
and the lower pulley 24 inches in diameter. From (S), (15),' (19), and (25); 
delivers to (26). 

10. One 16-inch belt conveyor with a 5-ply rubber belt made by the Revere 
Rubber Company. It has a conveying length of 109 feet, a speed of 150 feet 
per minute, and has handled 125,000 tons of ore. From (7), (14), and (25); 
delivers to (11). 

11. Sizing screen. From (10); delivers various sizes of rock for road build- 
ing and concrete work. 

12. Hoagland rolls, 14 X 30 inches, set 0.625 inch apart. From (8) ; deliver 
crushed ore to (13). 

13. Elevator with 7 X 12-inch buckets of No. 12 steel and other details as 
in (9). From (12); delivers to (14). 

14. One Wharton magnetic cobber with details as in (7). From (13); 
delivers concentrates, via gravity, to (15) and tailings to (10). 

15. One Wharton magnetic cobber with details as in (8) except that but 
11 amperes are used. From (14); delivers concentrates to (9) and tailings, 
via gravity, to (16). 

16. Hoagland rolls, 14 X 30 inches, set 0.25 inch apart. From (15) ; deliver 
crushed ore to (17). 

17. Elevator with details as in (9). From (16); delivers to (IS). 

18. Screen, 2.5 X 5 feet with 0.25-inch round holes. Made by the Hendrick 
Manufacturing Company. From (17); delivers oversize, via gravity, to (20) 
and undersize, via gravity, to (19). 

19. One '^^Tiarton magnetic cobber running at 23 revolutions per minute 
under 10 amperes and 110 volts. From (IS); delivers concentrates to (9) and 
tailings, via gravity, to (20). 

20. Hoagland rolls, 14 X 30 inches, set close. From (IS) and (19); deliver 
crushed ore to (24). 

21. Screen, 2.5 X 5 feet with 0.5-inch round holes. Made by the Hendrick 
Manufacturing Company. From (4), fed with ore containing from 10 to 15% 
moisture; delivers oversize to (22) and undersize to (23). 

22. Conveyor. From (21); delivers to (8). 

23. Drier. From (21); delivers dry ore to (24). 

24. Elevator with details as in (9) except as to the amount of ore handled. 
From (20) and (23); delivers to (25). 
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25. One Wharton magnetic cobber with details as in (19). From (24); 
vers concentrates to (9) and tailings to (10). 

26. Storage bin having a capacity of 500 tons and situated alongside the 
road track. From (9) ; delivers, via gravity, to cars and thence to furnaces. 
The following table gives an idea of the results obtained: 


Material. 

Percent Weight. 

Percent Iron. 

Percent Phosphorus. 


. 100 

38 to 40 

0.04 

entrates 

40 

63 to 64 

0.008 

[lings 

20 

40 


ags 

40 

5 to 6 






All the elevator buckets have lasted two years. 

The magnetic cobbers were made by the Wharton furnaces. 
The method of ore treatment is covered by patent. 


Labor and Wages. 

This mill operates one 6-hour shift per 24 hours for 6 days a week. The 
owing men and wages apply per shift: 

One foreman at $2.25 
One engineer at 1 70 
One fireman at 1 S3 
Five mill men at 1.50 

Totals, eight men at $1.62 $12.98 


$2.25 

1.70 

1.53 

7.50 


Power. 

The total power required is 175 horse-power. This includes the running 
i 25-kilowatt generator to supply a 125-volt direct current for the magnetic 
bers. 

§ 1490. Mill No. 158. Witherbee, Sherman, and Company, Inc., Mine- 
LE, Essex County, New York. — This company operates two mills, 
the magnetic concentration of iron ore, called No. 1 and No. 2 Mills respec- 

jly 189 

No. 1 Mill treats 700 tons in 10 hours, of the ore from the ^'Harmony mines 
sted through A shaft and B shaft. The mill feed averages 52% in iron 
[ 0.3% in phosphorus. When the demand for ore crowds No. 1 Mill to its 
acity, the ore from B ” shaft is crushed at the shaft house and a first separa- 
1 made there, at the '^Cobbing Plant’’ described below. When the ^‘Cob- 
g Plant” is in operation, from one-third to one-half of the ^*B” shaft ore is 
Dped as Harmony cobbed.” 

No. 2 Mill treats 800 tons in 10 hours, of the ore from the ^^Old Bed” mine 
)ker,” and “Bonanza” shafts, and also some of the ore from the “Smith 
le.” The mill feed averages 57% in iron and 1.5% in phosphorus. 

The economic minerals are magnetite and apatite. The magnetite is mined 
n the gneiss formation and apatite constitutes a large part of the gangue, 
remainder being silica, feldspar, and hornblende. Besides those already 
ationed, there are about 27 other minerals to be found in the mines. 

No. 1 mill is the older and many changes have been made in it since first 
It. The arrangement is not ideal, still, as at present laid out, it is veiy 
dble to adjust to varying conditions. 

The problem of separating the phosphorus from the iron ore requires the 
aination of the apatite or phosphorus-bearing gangue, which, being practically 
i-magnetic, determines the method of treatment required. 
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Cobbing Plant. 

This is located at shaft. When the magnetite of the crude ore is in 
the form of large crystalline fragments, which break free from the rock, it can 
be readily handled by cobbing and a shipping product obtained cariying lumps 
up to 2.5 inches in size and running, on an average, 62% in iron and 0.15% in 
phosphorus.®^ From the mine skips the ore goes to (1). 

1. Grizzly with 1.5-inch spaces between the bars. From the mine; delivers 
oversize to (2) and undersize to (3). 

2. Blake breaker, with an 18 X 30-inch jaw opening, breaking to 2.5 inches. 
Weighs 29 tons and is driven by a 100 horse-power General Electric motor, form 
^'17” class 6-100-500, with form '‘T’’ controller and operating at 440 volts. 
From (1); delivers crushed ore to (3). 

3. Twenty-inch Robins belt conveyor which is head driven and has a slope 
of 15°. From (1) and (2); delivers to (4). 

4. Bin, situated over (5). From (3); delivers to (5). 

5. One Ball and Norton single-drum magnetic separator®® containing 16 
poles carrying 400 turns of No. 11 wdre. Uses 7.5 amperes at 110 volts. A 
30-inch brass drum, with an 18-inch face, revolves about the poles. From (4) ; 
delivers concentrates to (6), and tailings to (7). 

6. Twenty-inch Robins belt conveyor which is head driven and has a slope 
of 18°. From (5); delivers to (8). 

7. Twenty-inch Robins belt conveyor with details as in (6) and running 
parallel to (6) with a walk between. From (5); delivers to (9). 

8. Concentrates bins for Harmony cobbed.^^ From (6) ; deliver, via stan- 
dard gauge railroad cars and scales, to furnaces. 

9. Tailings bins. From (7); deliver to (10). 

10. Standard gauge steel hopper-bottomed cars called '^jimmies.^^ From 
(9); deliver, via scales, to (11). 

Mill No. 1. 

11. Bin. From the “A” and ^'B^' shafts and (10); delivers, via chute, 
to (12). 

12. Blake breaker, with an IS X 30-inch jaw opening, breaking to 3 inches, 
and making 234 thrusts per minute. W^eighs 29 tons. From (11); delivers 
crushed ore to (13). 

13. Twenty-inch Robins belt conveyor with a slope of 15°. From (12); 
delivers to (14). 

14. Grizzly, 2X4 feet, with 2-inch spaces between the 1.5-inch bars which 
are set at an angle of 38°. From (13); delivers oversize to (15) and undersize, 
via chute, to (IS). 

15. Screens, 1.5 X 4 feet X 0.75 inch thick, of manganese-steel plates with 
0.75 X 1.25-inch holes. From (14); deliver oversize to (16) and undersize to 
(17). 

16. Three Gates breakers. One style, No. 3, making 370 revolutions 
per minute and two, style H No. 5, making 570 revolutions per minute. Both 
break to 1.5 inches. From (15); deliver crushed ore to (17). 

17. Twenty-inch Robins belt conveyor. From (15), (16), and (IS); delivers 
to (20). 

18. One Ball and Norton single-drum magnetic separator. From (14); 
delivers concentrates, via chute, to (19) and tailings, via chute, to (17). 

19. Twenty-inch Robins belt conveyor. Head driven. From (18); de- 
livers, via chute, to (43). 

20. Twenty-inch Robins belt conveyor. From (17); delivers to (21). 

21. Twentv-inch Robins belt convevor. From f20): delivers to (22). 
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22. Drier which is a vertical shaft in two compartments, the drier and the 
chimney, connected by two openings. The chimney has a damper on the top 
vhich is opened if the ore gets too hot. The drier stack is 4.75 feet square 
nside, filled with cast-iron tees, 5 inches wide on the top face with a shallow” 
item, for stiffness. They are placed 4 inches apart and the row’s are 6 inches 
ipart vertically. The bars are staggered, each row’ coming below the openings 
:)etween the bars above. Every six row’s are placed at right angles to the six 
ibove and below. The ore piles up on the bars until 'it rolls off and it then 
alls to the next in a zigzag motion through the hot gases ascending from the 
urnace. The furnace has a grate surface of 6 square feet and is built on the 
fide with a bridge wrall betw’een it and the drier. From (21); delivers dried 
)re, via chute, to (23). 

23. Sixteen-inch elevator with a 10-ply cotton belt, a speed of 275 feet per 
ninute, and steel buckets, 7 X 8 X 12 inches, elevating the ore 32 feet. Head 
iriven, the head pulley being 2.5 feet in diameter. From (22) ; delivers, via 
3hute, to (24). 

24. One Ball and Norton single-drum magnetic separator. From (23); 
lelivers concentrates to (43) and tailings, via chute, to (25). 

25. Anaconda rolls, 15 X 40 inches, with chrome-steel shells and making 
54 revolutions per minute. From (24); deliver crushed ore to (26). 

26. Sixteen-inch elevator with a 10-ply cotton belt and steel buckets, 7X8 
X 12 inches, set 18 inches apart, and elevating the ore 60 feet. From (25) 
md (30); delivers to (27). 

27. Tower screens with 1.5 X 2-foot plates of Hendrick steel, 0.1875 inch 
thick with 0.25 X 0.5-inch openings. The plates are set at an angle of 38® and 
tiave a total area of 276 square feet. From ,(26); deliver oversize, via chute, 
bo (28) and undersiiie, via two chutes, to (31). 

28. Anaconda rolls, 15 X 40 inches, making 54 revolutions per minute. 
From (27) ; deliver crushed ore to (29) . 

29. Twenty-inch Robins belt conve^mr. From (28); delivers to (30). 

30. Sixteen-inch Robins belt conveyor. From (29) and (46); delivers to 
(26). 

31. Two bins. From (27); deliver to (32). 

32. Two Ball and Norton belt-type magnetic separators. From (31); 
deliver concentrates to (43) and tailings, via two chutes, to (33). 

33. Sixteen-inch Robins belt conveyor. From (32); delivers to (34). 

34. Fourteen-inch elevator which elevates the ore 32 feet. From (33); 
delivers to (35). 

35. Dividing box. From (34); delivers, via two chutes, to (36). 

36. Two Reliance rolls, 14 X 36 inches, with Latrobe steel shells and mak- 
ing 88 revolutions per minute. From (35); deliver crushed ore to (37). 

37. Two 16-inch Robins belt conveyors. From (36); deliver to (38). 

38. Sixteen-inch Robins belt conveyor. From (37); delivers to (39). 

39. Sixteen-inch Robins belt conveyor. From (38); delivers to (40). 

40. Twelve-inch elevator, with an 8-ply cotton belt and steel buckets, 6X6 
X 8 inches, elevating the ore 18.5 feet. From (39) ; delivers, via chute, to (41). 

41. Bin. From (40); delivers, via two chutes, to (42). 

42. Two Ball and Norton belt-type magnetic separators. From (41); 
deliver concentrates to (43) and tailings to (45). 

43. Twenty-inch Robins belt conveyor. Head driven. From (19), (24), 
(32), and (42); delivers to (44). 

44. Sixteen-inch Robins belt conveyor. From (43); delivers to (51). 

45. Sixteen-inch Robins belt conveyor. From (42) ; delivers to (46) . 

46. One Ball and Norton type magnetic separator which has magnets 



§1490. Mill 158. 


OUTLINES OF MILLS. 


1823 


of high flux density to pick up particles of gangue carrying magnetite whi^ 
the previous belt-type machines have discarded. From (45); delivers con- 
centrates to (30) and tailings to (47). 

47. Sixteen-inch Robins belt convej-or. From (46); delivers to (48). 

48. Box. From (47); delivers, via chutes, to either (49) or (50). 

^ 49. Sixteen-inch Robins belt conveyor. From (4S) ; delivers tailings for 
shipment. 

^ 50. Sixteen-inch Robins belt conveyor. Head driven. From (48) ; delivers 
tailings to the tailings pile. 

51. Concentrates shipping bin. From (44); delivers to furnaces. 

The concentrated iron ore will run about 62% in iron and 0.15% in phos- 
phorus and represents about 80% of the material treated. Nearly 65% of 
the concentrates are coarser than 20 mesh. The tailings will run about 9% 
in iron and represent about 20% of the crude ore. These tailings are used for 
the manufacture of concrete blocks, for which purpose a Hercules cement- 
stone machine is installed. Concrete, made from these tailings, is one-tenth 
stronger than when sand is used. 

The concentrates can be kept at any desired analysis, from 58 to 65% in 
iron, by simply adjusting the current carried by the separators and using the 
proper size screen openings. By changing the screens so that the ore is ground 
finer, the concentrates can be re-run and the iron concentrates raised to 71% 
in iron. This has been done on several carloads needed for special purposes. 

During April, 1908, this mill treated 13,245 tons of crude ore.®^ It operates 
one 10-hour shift per day for 6 days a week and employs 18 men. In the same 
month the mill was running 212 hours. It was idle 25 hours for repairs, 14 
hours because of no ore, and 1 hour because of no power. 

Power, 

The total power used in April, 1908, was 27,080 kilowatt hours or the power 
required was 171 horse-power. No. 1 Mill has the following motors. 

One 6-pole, 60 horse-power. Form General Electric induction motor 

using an alternating current, 25 cycle, 3 phase at 440 volts and making 500 
revolutions per minute. 

Two 6-pole, 75 horse-power. Form “M motors of same make, current, and 
speed. 

One 6-pole, 75 horse-power. Form “ K motor of same make, current, and 
speed. 

One 6-pole, 60 horse-power. Form K motor of same make, current, and 
speed, which is belted to one 4-pole, sixty horse-power General Electric motor, 
making 880 revolutions per minute and used as a generator to supply a 230- 
volt direct current to the separator magnets in both mills. The motors in both 
mills are located in a motor room partitioned off to keep the dust and grit from 
the bearings as much as possible. 


Mill No, 2. 

The ore is brought from the “Joker” and “Bonanza” shafts in standard 
gauge “jimmies” holding about 8 tons each, and, after being weighed by a set 
of Fairbanks track scales, of 45 tons capacity, is delivered to (52)*. 

52. Bin with a hinged steel-chute to control the discharge. From the mine; 
delivers, via chute, to (53). 

53. Blake breaker, with an 18 X 30-inch jaw opening, breaking to 3 inches 
and making 250 thrusts per minute. Weighs 29 tons. From (52); delivers 
crushed ore to (54). 
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54.^ Twenty-inch Robins belt conveyor with a 4-ply rubber belt having a 
.125-inch rubber cover, a conveying length of 59 feet, a speed of 484 feet per 
linute, a capacity of about 90 tons per hour, a life of about 1,460 hours, and a 
lOpe of 16®. Head driven. From (53); delivers to (55). 

^ 55. Screen made up of four 1.5 X 4-foot manganese-steel plates, 0.75 inch 
tiick with 0.75 X 1.25-inch openings and having slopes of 39.5°. From (54); 
elivers oversize to (56) and undersize to (57). 

56. Blake double-jaw breaker, with 6 X 36-inch jaw openings, breaking to 
.5 inches and making 292 thrusts per minute. From (55); delivers crushed 
re to (57) . 

57. Twenty-inch Robins belt conveyor with a 4-ply rubber belt having a 
onveying length of 65 feet, a speed of 418 feet per minute, a capacity of about 
0 tons per hour, and a slope of 19.5°. From (55) and (56) ; delivers to (58). 

58. Screen made up of 1.5 X 4-foot manganese-steel plates, 0.75 inch thick 
nth 0.75 X 1.25-inch openings and having slopes of 38°. From (57) ; delivers 
versize to (59) and undersize to (63). 

59. Dividing box. From (58); delivers, via two chutes, to (60). 

60. Two 16-inch Robins belt conveyors. From (59); deliver to (61). 

61. Two Anaconda rolls, 15 X 40 inches, making 60 revolutions per minute 
,nd set 0.5 inch apart. From (60); deliver crushed ore to (62). 

62. Twenty-inch Robins belt conveyor with a slope of 16.5° and head driven, 
•"rom (61); delivers, via chutes, either to (63) or (65). 

63. Eighteen-inch elevator with a 10-ply cotton belt having a speed of 
00 feet per minute and steel buckets, 7 X 8 X 12 inches, set 18 inches apart, 
lead driven. From (58) and (62); delivers to (64). 

64. Drier with details as in (22). From (63); delivers dry ore to (65). 

65. Sixteen-inch Robins belt conveyor with a 4-ply rubber belt run level 
,t a speed of 500 feet per minute, having a conveying length of 35 feet, a ca- 
pacity of 90 tons per hour, and an average life of 820 hours. Tail driven. From 
62), (64), and (73); delivers to (66). 

66. Screen made up of three 1.5 X 2-foot, sheet-steel plates having 0.1875 X 
i.75-inch openings and a total screening surface of 9 square feet. From (65) 
nd (75) ; delivers oversize to (69) and undersize to (67) . 

67. Sixteen-inch elevator with a 10-ply cotton belt having a speed of 189 
eet per minute and steel buckets, 7 X 8 X 12 inches, elevating the ore 14 feet, 
t’rom (66) ; delivers to (68) . 

68. One Ball and Norton belt-type magnetic separator with a capacity 
pf 15 tons per hour. From (67) ; delivers concentrates, via chute, to (81) and 
ailings to (69). 

69. Twenty-inch elevator with a 10-ply cotton belt having a speed of 275 
eet per minute and steel buckets, 6 X 7 X 16 inches, elevating the ore 70 feet, 
^rom (66) and (68); delivers to (70). ^ 

70. Tower screens made up of stationary Hendrick perforated steel plates, 
pach 1.5 X 2 feet, set at an angle of 38°. There are four sets of screens making 
ive sizes of products. Each size of screen is made up of 11 plates and there 
Lre 66 square feet of screening surface to each screen, or 264 square feet in all. 
Dhe following size openings are used, but are sometimes varied to suit conditions, 
Lccording to the character of the ore received or the products desired : the first 
ize is 0.094 X 0.5 inch; the second, 0.1875 X 0.75 inch; the third, 0.25 X 0.5 
nch; and the fourth, 0.375 X 0.75 inch. From (69) ; deliver the different under- 
izes to (76) and the oversize to (71). 

71. Fourteen-inch Robins belt conveyor having a conveying length of 40 
eet and a slope of 14°. Head driven. From (70); delivers to (72). 

72. Dividing box. From (71); delivers, via two chutes, to (73). 
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73. Two Reliance rolls, 14 X 36 inches, making 76 revolutions per minute. 
From (72); one delivers crushed ore to (74) and the other to (65). 

74. Sixteen-inch Robins belt conveyor having a conveying length of 15 
feet. From (73); delivers to (75). 

75. Sixteen-inch Robins belt conveyor having a conveying length of 16 
feet. From (74); delivers to (66). 

76. Four bins. From (70); deliver, via roller feeders, to (77). 

77. Five Ball and Norton belt-type magnetic separators. Each has 12 
poles wound -with 200 turns of No. 11 enameled wire carrying a maximum 
current of 9 amperes and, at present, using 200 volts. One hundred and ten 
volts have been used when more convenient. The separators are connected 
■with resistance boxes vrhich control the current that can be cut dovm to 3 
amperes when desired. The distance between the feed belt and magnets is 
about 1 inch, but this distance is adjustable and by varying this, as well as the 
current, the iron contents of the concentrates can be varied at will. From (76), 
two separators working on the finest size; deliver concentrates to (78) and tail* 
ingsto(79). 

78. Twenty-inch Robins belt conveyor having a conveying length of 37 
feet and a life of about 5 years. From (77); delivers to (98). 

79. Fourteen-inch Robins belt conveyor running level at a speed of 320 
feet per minute, having a conveying length of 47 feet, and a life of about 5 years. 
From (77); delivers to (80). 

80. One Ball and Norton belt-t 3 rpe magnetic separator. Conveyor (79) 
becomes the feed belt for this separator by substituting a roller, with a spread- 
ing device over the belt, for a troughing idler, near the discharge end. This 
separator recovers ore which may have passed the other machines due to too 
heavy a feed or any other causes. From (79); delivers concentrates to (81) 
and tailings to (83). 

81. Sixteen-inch Robins belt conveyor. From (68) and (80); delivers to 

82. Sixteen-inch Robins belt conveyor with a conveying length of 55 feet. 
From (81); delivers to (98). 

83. Fourteen-inch Robins belt conveyor having a conveying length of 19 
feet, a speed of 234 feet per minute, and a slope of 20.5°. From (80) ; delivers 
to (84). 

84. Eighteen-inch elevator with a 10-ply cotton belt having a speed of 
250 feet per minute and steel buckets, 6 X 6 X 10 inches, elevating the ore 44 
feet. From (83); delivers to (85). 

85. Tower screens made up of stationary perforated steel plates, each 1.5 X 
2 feet, set at an angle of 38 °. There are two sets of screens making three sizes 
of products. Each size of screen is made up of 12 plates and there are 36 square 
feet of screening surface to each screen or 72 square feet in all. The first size 
has 0.031 X 0.5-inch holes, and the second size has 0.063 X 0.5-inch holes. 
From (84) ; deliver material through the first size to (89), material through the 
second size to (91) and (93), and the oversize to (86). 

86. Fourteen-inch Robins belt conveyor. From (85); delivers to (87). 

87. Traylor high-speed rolls, 10 X 32 inches, making 235 revolutions per 
minute. From (86); deliver crushed ore to (88). 

88. Sixteen-inch Robins belt conveyor. From (87); delivers, via chute, 
to (95). 

89. Bin. From (85); delivers to (90). 

90. One Norton type magnetic separator which is made up of power- 
ful magnets having 420 turns of No. 11 enameled wire, carrying 7.5 amperes, 
at 200 volts. The top pieces, connecting the magnets, are also wound with 
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I turns of the same wire and carr}- the same current. This separator picks 
all material having any particles of magnetite attached, considerable horn- 
nde, and some of the red crystals of apatite. From (89) ; delivers concen- 
tes to (95) and apatite to (102). 

91. Bin. From (85); delivers to (92). 

92. Wetherill type magnetic separator.' From (91); delivers con- 
Ltrates to (95), apatite to (102), and tailings to (99). 

93. Bin. From (85); delivers to (94). 

94. Wetherill type magnetic separator. From (93); delivers con- 

Ltrates to (95), apatite to (102), and tailings to (99). 

95. Fourteen-inch Robins belt conveyor with a conveying length of 27 feet. 
)m (88), (90), (92), and (94); delivers to (96). 

96. Ten-inch elevator, 18 feet high. From (95); delivers to (97). 

97. One Ball and Norton belt-type magnetic separator. From (96) ; de- 
3rs concentrates to (98) and tailings to (99). 

98. Twenty-inch Robins belt conveyor having a conveying length of 119 
t, a speed of 262 feet per minute, and a slope of 5.5°. Head driven. From 
0, (82), and (97); delivers to (104). 

99. Fourteen-inch Robins belt conveyor. From (92), (94), and (97); de- 
5rs to (100) or (101). 

100. Fourteen-inch Robins belt conveyor. From (99) ; delivers to the tail- 
;s pile. 

101. Fourteen-inch Robins belt conveyor. From (99); delivers to (105). 

102. Fourteen-inch Robins belt conveyor. From (90), (92), and (94); 
ivers to (103). 

103. Fourteen-inch Robins belt conveyor. From (102); delivers to (106). 

104. Concentrates shipping bin. From (98); delivers, via cars and scales, 
furnaces. Used for foundry pig and basic steel production. 

105. Tailings shipping bin. From (101); delivers tailings to tailings pile. 

106. Apatite shipping bin. From (103); delivers, after weighing, apatite 
fertilizers running from 45 to 50% bone phosphate. 

Most of the time separators (92) and (94) will produce apatite running higher 
phosphorus than the separator (90) whose product runs about 45% bone 
osphate. (90), however, will handle 4 times as much as either (92) or (94). 
rt of the time, when a larger proportion of the apatite is slightly magnetic, 
)arators (92) and (94) throw it out with the hornblende. Then the product 
(90) will be higher in phosphorus than either (92) or (94). 

Experience at this plant has shown that the coarse material does not carry 
Dugh moisture to interfere with a good separation, and consequently only 
5 fines are put through the drier (64) ordinarily. It was found that in very 
d weather, when all the ore was passed through the drier, all the heat avail- 
le from the grate surface would only warm the ore to the melting point of 
5 frost. By keeping out the coarse material the fines could be dried nicely 
d, the coarse being delivered to the conveyor before it reached the drier, 
med an effective protection to the belt from the hot material of the drier. 

A peculiar feature of mill construction occurs at this plant. The screen 
)), elevator (67), and separator (68) were put in for additional separating 
Dacity and to relieve elevator (69) of a part of the load. This works out very 
dsfactorily as the screen (66) removes just about enough feed for (68). A 
ry good layout for a mill could be made with this arrangement in series, thus 
oiding high elevators and screens and, consequently, saving mill height. 
The iron concentrates will run about 65.5% in iron and 0.8% in phosphorus 
d represent 85% of the material treated. The apatite concentrates contain 
out 10% phosphorus, equivalent to 50% bone phosphate, and represent 
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7.5% of the material treated. The other 7.5% of the material treated is in 
the tailings which run about 12% in iron. 

During April, 1908, this mill treated 18,026 tons of crude ore. It operated 
one 10-hour shift per day for 6 days a week, and employed 22 men. In the 
same month the mill was running 205.5 hours. It was idle 33.5 hours for 
repairs, 10 hours because of no ore, and 3 hours because of no power. 

Poioer. 

The total power used in April, 1908, w’as 22,310 kilowatt hours or the power 
required was 145 horse-power. Mill No. 2 has the following motors. 

^ Two 6-pole, 100 horse-power, Form ^'M General Electric induction motors 
using an alternating current, 25 cycle, 3 phase at 440 volts and making 500 
revolutions per minute. 

One 6-pole, 60 horse-power, Form motor of same make, current, and 
speed. 

One 6-pole, 15 horse-pow’er, Form K ” motor of same make, current, and 
speed. 

The latest motors installed have been Form having collector rings 

on account of the great starting torque obtainable. This is needed to start 
the mill, particularly in cold weather when the belts have become stiff. On 
this account the motor capacity is nearly double the average power used. 

Electrical power costs approximately one cent per horse-power hour. 

Power for both mills and the mines is furnished by two water-power plants 
and three steam plants. 

The water-power plant at Wadham^s operates under a head of 48 feet and 
has a generator of 300 kilowatts capacity, w^hile the one at Kingdom has a 
head of 290 feet and a generator capacity of 375 kilowatts. At present the 
combined water-power plants furnish about 450 kilowatts which is transmitted, 
at 6,600 volts, to the mines. 

The steam plant at Port Henry, New York, on Lake Champlain, consists 
of one 800-kilowatt Curtis turbine; a 2-pole, 800-kilowatt generator, generating 
a 25-cycle, 3-phase current at 6,600 volts, and making 1,500 revolutions per 
minute; one 2,500 square-foot surface condenser with auxiliaries; four 250 horse- 
power Babcock and Wilcox boilers with superheaters; one 25-kilowatt Turbo 
exciter set; and one 20-kilowatt motor-generator set. The power lines are car- 
ried 4 miles to a sub-station at the mines from whence step-down transformers 
distribute the current at 3,300 volts. 

The steam plant in the Central Power House, at the mines, consists of one 
750-kilowatt alternating-current, 3,300-volt generator direcj; connected to a 
1,200 horse-power compound Corliss condensing engine with suitable accessories. 
The current from the central plant is joined to that from Port Henry and the 
two water powers and distributed on the same wires, after leaving the trans- 
formers which reduce the voltage to 3,300 volts, and carried to points where 
the motors are located, when it is further reduced to 440 volts by transformers 
near the motors. 

Water. 

The water supply system affords water, by gravity, for fire protection, 
drinking water, and boilers. 

The reservoir is located 0.75 mile from the Old Bed power house and^ 100 
feet above it. The water is xmusually soft, and it leaves a scale in the boilers, 
after two years' use, of not over 0.125-inch thickness. 
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Q. Mills Saving Iron and Copper Values. 

Mill 159 is the only one of this type given. 

§ 1491. Mill No. 159. Lebanon Plant of the Pennsylvania Steel 
MPANY, Lebanon, Pennsylvania.^^® — This plant has a capacity of 975 
IS per 24 hours. The ore comes from the Cornwall deposits and occurs 
soft deposits of magnetite resting against igneous dikes. It is low in phos- 
orus and is used in making Bessemer pig iron. The economic minerals 
5 magnetite, chalcopyrite, and pyrite in a gangue of limestone and sandstone 
te. The crude ore runs about 42% iron, 2% sulphur, and 0.45% copper, 
e problem is to save the iron and copper."^ 

Crushing Plant. 

The ore comes to the plant, via railroad cars with drop bottoms, and is 
ivered, through a chute 4 feet wide with a steel-plate bottom, to (1). 

1. One No. 6 Gates breaker breaking to 2.5 inches, making 350 revo- 
ions per minute, and having a capacity of 1,000 tons per 24 hours. Requires 
aen per shift to attend it and the rings and dies have a life of 1 year. From 
i railroad cars; delivers crushed ore to (2). 

2. Grizzly, 4.5 feet long, having a slope of 45°, and 0.5 X 2-inch bars, set 1 
h apart and running crosswise. From (1) ; delivers oversize, via shaking 
der, chute, and roller, to (3) and undersize to (4). 

3. One set of Anaconda-type rolls, 15 X 40 inches. Have fixed and mov- 
ie roll with springs. Crush to 0.625 inch and make 45 revolutions per minute, 
om (2); deliver crushed ore to (4). 

4. Robins 16-inch rubber belt-conveyor with a conveying length of 200 
t, a slope of 22°, a speed of 300 feet per minute, and a capacity of 1,000 tons 
c 24 hours. From (2) and (3); delivers to (5). 

Concentrating Plant. 

5. Wooden bin of 2,000 tons capacity with a flat bottom. From (4) ; de- 
ers, via 4 rollers 3 feet in diameter, to (6) and, via 2 shaking feeders, to (8). 

6. Four 5-foot wet ball mills. Inside diameter 5 feet and outside length 
ceet. Crush to 1.5 millimeters. Two hundred cast-iron balls, 6 inches in 
imeter and weighing 30 pounds each, are put into the mill at the start and 
)r 3 new ones are added each day to keep the charge up to weight. For good 
•rk there should be a mixture of large and small balls at all times. Man- 
nese-steel linings were used, but in 3 or 4 months' time they wore from 4 
;hes thick to 2.5 inches and had to be discarded. Chilled-iron linings are now 
ing used and last from 8 to 12 months. The capacity of each is from 100 to 
5 tons per 24 hours. Punched plate, with holes 0.625 inch in diameter, is 
3 d for chip screens. Speed 20 revolutions per minute. Fed at one end and 
icharged at the other. From (5); deliver crushed ore to (7). 

7. Five double Grondal magnetic separators. Stationary magnets sur- 
mded by revolving laminated drums. The speed of the drums is 90 revolu- 
ns per minute. Current 4.5 amperes and voltage from 220 to 250 volts, 
ere are 20,000 ampere turns to each drum and the 2 drums are connected 
in series. It requires 1.3 horse-power for the magnets and from 1.5 to 3 

rse-power to revolve the drums. From (6) ; deliver magnetic or iron product 
(20) and non-magnetic product to (21). 

8. Two trommels, 3X7 feet, having punched-plate screens with holes 5 
Ilimeters in diameter, slopes of 0.625 inch to the foot, speeds of 20 revolu- 
hs per minute, and capacities of from 100 to 200 tons per 24 hours. From 
: deliver oversize to ('9') and undersize to (IG). 
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9. One set of Anaconda-type rolls, 15 X 40 inches, crushing to a maximun 
of 0.625-inch cubes, making 60 revolutions per minute, and having a capacity 
of from 400 to 500 tons per 24 hours. For other details see (3). From (S) 
deliver crushed ore to (11). 

10. Two trommels, 3X7 feet, with holes 1.5 millimeters in diameter 
Other details like (8). From (8) ; deliver oversize to (16) and undersize to (19) 

11. Three trommels, 3X7 feet, with holes 1.5 millimeters in diameter 
Only two used. Other details like (8). From (9); deliver oversize to (12) an( 
undersize to (18). 

12. Trommel, 3X5 feet, with punched-plate screens having hofes 0.7i 
inch in diameter, a slope of 0.625 inc‘h to the foot, and making 20 revolutions pe 
minute. Used only to remove chips. From (11); delivers oversize to wash 
and undersize to (13). 

13. One set of Anaconda-type rolls, 15 X 40 inches, having a speed of 7i 
revolutions per minute and a capacity of 100 tons per 24 hours. Set close 
Shells last 18 months. From (12); deliver crushed ore to (14). 

14. Fourteen-inch elevator with an 8-ply rubber belt having a life of fron 
8 to 12 months, a speed of 200 feet per minute, capacity of 150 tons per 2^ 
hours, and 12-inch malleable-iron bu(ds:ets, set 12 inches apart, elevating tin 
ore 40 feet. From (13); delivers to (15). 

15. Four trommels, 3X7 feet, with holes 1.5 millimeters in diamctei 
Only two used. Other details like (8). From (14); deliver oversize to (16 
and undersize to (18). 

16. ()n<^ double Orondal coarse magnetic separator. For details sec (7) 
From (10) and (15) ; delivers magnetic or iron product to (17) and non-magneti 
product to (21). 

17. W<'t ball mill crushing to 1.5 millimeters. From (16); delivers crushes 
ore to (18). 

18. Fourteen-inch elevator with details like (14). From (11), (15), and (17) 
delivers to (19). 

19. Six double and one single Grondal magnetic separators. (Six working. 
For details see (7). From (10) and (18); deliver magnetic product to (20 
and non-rnagnetic product to (21). 

20. Scuttling tank for iron conc(‘ntrates, 45 X 34 X 12 feet deep, divided int^ 

4 compartments and couphul with a draining pit. From (7) and ^9) ; deliver 
settlings, via electric grab bucket, t - p’^.rt and overflow to waste 

21. Frayer 6-inch centrifugal v. ■■ '--I'- having a speed of 65' 
revolutions per minute and a capacity of 250 tons per 24 hours against a lif 
of 40 fe(‘t. Runners last from 2 to 3 months and linings 6 to 10 months. Fror 
(7), (16), and (19); delivers to (22). 

Copper Department 

22. Dewatering box, 8 X 9 X 10 feet. From (21); delivers spigot to (23 
and overflow to waste. 

23. One Richards' hydraulic classifier, with 4 spigots, having a capacit; 
of 250 tons per 24 hours. From (22) ; delivers first spigot to (24) , second spigo 
to (25), third spigot to (26), fourth spigot to (27), and overflow to (28). 

24. One 3-compartment Harz jig with sieves, 2X3 feet, of 8-mesh, 18 
wire cloth. The plungers make 70 2-inch strokes per minute. From (23) 
delivers discharges and hutches to (32) and tailings to (29). 

25. Two Wilfley tables making 240 0.5-inch throws per minute. Capacit; 
from 26 to 30 tons per 24 hours. Only one run, one held as a spare. Fror 
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From 750,000 to 1,000,000 gallons of water are required per 24 hours. This 
is pumped by one 10-inch centrifugal pump 15 feet, and by two 10-inch, 2-stage 
Morris centrifugal pumps (one spare) 50 feet, to a 61,000-gallon supply tank. 

R. Mills Saving Gold and Copper Values. 

_ Mill 160 is thoroughly new, modem, and well designed and ably exemplifies 
this class. 

§ 1492. Mill No. 160. Moctezuma Copper Company, Nacozari, Sonora, 
Mexico. Concentrator No. 2. — This mill has a capacity of 2,000 tons per 
24 hours which may be increased to 3,000 tons if it is, later on, found practical 
to throw away the jig tailings.^® The buildings have steel frame-works, concrete 
foundations, iron sides and roofs, and concrete floors which slope 1.25 inches 
to the foot. The mill is divided into two 1,000-ton sections, only one of which 
is running at present. The ^ ore handled contains auriferous chalcopyrite, 
pyrite, bornite, and quartz, with chalcopyrite as the economic mineral, and it 
will average about 3.5% in copper before concentration. The matrix is a fine- 
grained siliceous rhyolite. About 5 tons of crude ore are concentrated into one. 
Ore is hauled 5.5 miles by a steam railroad and delivered to (1). 

Crushing Plant for Both Sections. 

This department is run only during the daytime so as to release the power 
necessary for lighting the plant at night, the two about offsetting one another. 

1. Ore bins of 800 tons capacity with bottoms sloping at about 26.5°. From 
the mines; deliver, via 2 gates and chutes, to (2). 

2. Two ore feeders. From (1); deliver to (3). 

3. Two grizzlies, 8 feet long by 4 feet wide on top and 5 feet wide on the 
bottom, with 2.5-inch spaces between the bars which slope at about 26.5°. 
From (2) ; deliver oversize to (4) and undersize to (5) . 

4. One No. 8 McCully gyratory breaker. From (3) ; delivers ore, crushed 
to 2.5 inches, to (5). 

5. One 36-inch belt conveyor with a conveying length of 46 feet, a speed 
of 250 feet per minute, and elevating the ore 15.75 feet. Tail driven. From 
(3) and (4); delivers to (6). 

6. Two trommels, 4 X 10 feet, having 1.75-inch round holes punched in 
manganese steel. From (5); deliver oversize to (7) and undersize to (8). 

7. Four No. 5 McCully gyratory breakers. From (6) ; deliver ore, crushed 
to 1 inch, to (8). 

8. One 24-inch belt conveyor with a conveying length of 332 feet, a speed 
of 300 feet per minute, and elevating the ore 76 feet at an angle of nearly 16°. 
Head driven by gear and pinion. From (6) and (7) ; delivers and distributes 
to (9). 

Sampling Plant in Two Sections. 

Only One Section will be Described. 

9. Crushed-ore bins of 2,000 tons capacity. From (8) ; deliver, via chute, 
to (10). 

10. Portable ore-feeding cylinder with knives. Can be run in front of the 
chute of any bin in (9). From (9) ; delivers to (11). 

11. One 18-inch belt conveyor with a conveying length of 152 feet, a speed 
of 250 feet per minute, and elevating the ore 14.5 feet. Head driven by gear 
and pinion. The corresponding conveyor for the other section is^ similar to this 
except that it has a conveying length of 205 feet. From (10) ; delivers to (12). 

12. Ouft 18-inch belt convevor with a eonvevinff lensrfch of 89 feet, a sneed 
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250 feet per minute, and elevating the ore 13.5 feet. Head driven by gear 
d pinion. From (11) ; delivers, via Blake Denison weighing machine, to (13). 

13. Sampler. From (12); delivers sample to (14) and reject to (21). 

14. Sample hopper. From (13); delivers to (15). 

15. Plunger feeder, 4X6 inches. From (14); delivers to (16). 

16. Mixing drum, 2.5 X 3.0 feet. ^ From (15); delivers to (17). 

17. Snyder sampler, 3.5 feet in diameter. From (16); delivers sample to 
8) and reject to (21). 

18. Dodge brewer with a 7 X 9-inch jaw opening. Prom (17); delivers 
ushed sample, via hopper, to (19). 

19. Snyder sampler, 2.25 feet in diameter. From (18); delivers sample 

(20) and reject to (21). 

20. Sample grinder. From (19) ; delivers sample to assayer and all rejects 

( 21 ) . 

Concentrator in Two Sections, 

Only One Section will he Described. 

21. Two 22-inch elevators with malleable-iron buckets, 9 X 10 X 20 inches, 
htich elevate the ore 57.5 feet. From (13), (17), (19), (20), (29), (31), (33), 
5), (37), and (39); deliver to (22). 

22. Mixing box. From (21); delivers to (23). 

23. Two trommels, 3.5 X 6 feet, making 20 revolutions per minute and 
iving 18-millimeter round punched holes and slopes of 1.5 inches to the foot, 
rom (22); deliver oversize to (28) and undersize to (24). 

24. Two trommels with details as in (23) except that they have 12-milli- 
eter round punched holes. From (23) ; deliver oversize to (32) and under- 
ze to (25). 

25. Two trommels, 3.5 X 7 feet, making 20 revolutions per minute and 
iving 7-millimeter round punched holes. From (24) ; deliver oversize to (36) 
id undersize to (26). 

26. Three trommels, 3.5 X 8 feet, making 20 revolutions per minute and 
iving 4-millimeter round punched holes. From (25) ; deliver oversize to (40) 
id undersize to (27). 

27. Three trommels with details as in (26) except that they have 2-millimeter 
lund punched holes. From (26) ; deliver oversize to (41) and undersize to (44). 

28. Two double 1-compartment bull jigs with sieves, 24 X 42 inches, and 
ungers making 80 throws per minute. The length of the throw can be varied ' 
om 0 to 6 inches. From (23), fed with 25.4 to 18-millimeter stuff; deliver 
1 side cup discharges, via side gates and (63), to (64); all hutch products to 
59); and tailings to (30). 

29. Settling tank. From (28) and (30) ; delivers settlings to (21) and over- 
)wto(55). 

30. Dewatering feeder, 9 feet long by 4.5 feet wide. From (28) ; delivers 
*e to (31) and water to (29). 

31. Coarse rolls, 16 X 42 inches, making 80 revolutions per minute and 
ushing to 0.1875 inch. Thrown in and out of action by friction clutch. From 
50); deliver crushed ore to (21). 

32. Two double 2-compartment jigs with sieves, 24 X 34 inches, and plungers 
aking from 110 to 125 throws per minute. The length of throw can be varied 
om 0 to 6 inches. From (24), fed with 18 to 12-millimeter stuff; deliver all 
de cup discharges, via side gates and (63), to (64); all hutch products to (33); 
id tailftigs’th (34). - . 

33. Settling tank. From (32) and (34) ; delivers settlings to (21) and over- 

\'w tn 
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34. Dewatering feeder with details as in (30). From (32); delivers ore to 
(35) and water to (33). 

35. Medium^ rolls with details as in (31) except that they crush to 0.062 inch. 
From (34); deliver crushed ore to (21). 

36. Two double 2-compartment jigs with details as in (32). From (25)^ 
fed with 12 to 7-millimeter stuff; deliver all side cup discharges, via side gates 
and (63) , to (64) ; all hutch products to (37) ; and tailings to (38) . 

37. Settling tank. From (36) and (38); delivers settlings to (21) and over- 
flow to (55). 

38. Dewatering feeder with details as in (30). From (36); delivers ore to 
(39) and water to (37). 

39. Fine rolls with details as in (31) except- that they are set close. JFrom 
(38); deliver crushed ore to (21). 

40. Six 3-compartment jigs with sieves, 24 X 34 inches, and plungers 
making from 150 to 175 throws per minute. The length of throw can be varied 
from 0 to 3 inches. From (26), fed with 7 to 4-millimeter stuff; deliver all side 
cup discharges, via side gates and (63), and all hutch products, via (63), to 

(64) ; and tailings to (42) . 

41. Six 3-compartment jigs with details as in (40). From (27), fed with 
4 to 2-millimeter stuff; deliver all side cup discharges, via side gates and (63), 
and all hutch products, via (63), to (64); and tailings to (42). 

42. Five dewatering tables with details as in (30). From (40) and (41); 
deliver tailings to (43) and water to (55). 

43. Jig-tailings bin of structural steel and concrete, 66 feet long by 13 feet 
high by 11.5 feet wide on top and sloping at 45® to the bottom. From (42); 
delivers, via four gates, to (48). 

44. One V-shaped settling tank. From (27) ; delivers settlings to (45) and 
overflow to (55) . 

45. Two duplex Callow 30-mesh screens. From (44); deliver oversize to 

(46) and undersize to (47). 

46. Eight Wilfley tables. From (45); deliver concentrates, via (63), to 

(65) ; middlings to (50) ; and tailings to (60) . 

47. Two Wilfley tables. From (45); deliver concentrates, via (63), to (65); 
middlings to (50) ; tailings to (60) ; and slimes to (55) . 

48. Four ore feeders. From (43); deliver to (49). 

49. Four Evans Waddell 6-foot Chili mills with 2-millimeter, standard-slot 
discharge screens. Thrown in and out of action by friction clutches. Two 
used and two held as spares. From (48); deliver pulp to (52). 

50. Two 22-inch elevators with malleable-iron buckets, 9 X 10 X 20 inches, 
which elevate the ore 56 feet. From (46), (47), and (54); deliver ore to (51) 
and water to (58). 

51. One Evans Waddell 6-foot Chili mill with 1.5-millimeter round holes 
in the discharge screens and other details as in (49). From (50); delivers pulp 
to (52). 

52. Two settling tanks. From (49) and (51) ; deliver settlings to (53) and 
overflows to (58). 

53. Six duplex Callow 30-mesh screens. From (52); ddivcr oversize to 

(54) and undersize to (58). 'y' n 7 ' “ ' 

54. Eighteen Wilfley tables. From (53); deliver concentrates, ^Ha ^(6^, 

to (65), middlings to (50), and tailings to (60). > 

55. Eight slimes-settling tanks. From (^^T (33), (37), (42)^ and 

(47) ; deliver settlings to (56) and clear water ()verflow^tD^!J2).'f‘i 0^ J 

56. Two slimes-settling tanks. From (5 d) ; deliver 'Settlings to (57) ^^3/ 

overflows to (58). ^ 
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57. Sixteen Johnston 6-foot smooth-belt vanners. From (56) * deliver con- 

mtrates, via (63), to (65), and tailings to (60). ^ 

58. Six slimes-settling tanks. From (50), (52), (53), and (56); deliver 
ittlings to (59) and clear water overflows to (69). 

59. Twenty Johnston 6-foot smooth-belt vanners. From (58); deliver con- 
mtrates, via (63), to (65) and tailings to (60). 

60. Tailings sampler which is a cutter with water tanks for shifting it. 
rom (46), (47), (54), (57), and (59); delivers sample to assaver and reject to 

> 1 )* . . ' 

61. Three sand tanks arranged in series. The first overflows to the second 
ad the second to the third, each being larger than the preceding. From (60) ; 
eliver spigots to waste in the river and the last overflow to (62). 

62. Twenty-four reinforced-concrete settling tanks. From (61); deliver 
Digots to waste in the river and clear water overflows to (69) . 

63. Concentrates sampler like (60) and run by the same power. From (28), 
12), (36), (40), (41), (46), (47), (54), (57), and (59); delivers sample to assayer 
nd rejects to (64) and (65). 

64. Seven reinforced-concrete coarse-concentrates bins. From (28), (32), 

56) , (40), and (41), via (63), also from (67); deliver nearly dry concentrates, 
ia water-tight gates and cars, to smelter and overflows and drainings to (66) . 

65. Three reinforced-concrete fine-concentrates bins. From (46), (47), (54), 

57) , and (59) , via (63) : deliver nearly dry concentrates, via water-tight gates 
nd cars, to smelter; and overflows and drainings to (66). 

66. Six concentrates overflow tanks. Serve both sections. From (64) 
nd (65) ; deliver settled concentrates to (67) and clear water overflows to (68) . 

67. One centrifugal concentrates pump for both sections. From (66); 
clivers concentrates to one tank in (64). 

Water System for Both Sections, 

68. One centrifugal pump. From (66) ; delivers to (69) . 

69. Six reservoirs. From (58), (62), and (68); deliver to (70). 

70. Three Triplex pumps. From (69); deliver to (71). 

71. Four reservoirs. From (70) and (77) ; deliver to mill system. 

72. Two reservoirs. From (55); deliver to (73). 

73. Two Triplex pumps. From (72); deliver to (74). 

74. Four reservoirs. From (73) and (77) ; deliver to mill system. 

75. Well. Delivers to (76). 

76. Two Triplex pumps. From (75); deliver to (77). 

77. Water-storage tank of 500,000 gallons capacity. From (76); delivers 
nake-up water, amounting to 200 gallons per minute when but one section is 
perating, to (71) and (74). 

The standard settling tanks, 12 feet in diameter by 12 feet deep, have re- 
aforced-concrete walls, 5 inches thick, with overflow and rim launders all in 
ne monolith. A goose neck’^ discharge made of 2.6-inch pipe with gentle 
►ends has its vent four feet below the top of the level of the tank and a lever 
,t the top operates a plug in the bottom in three phases, as follows: 

1. To discharge through the goose neck.^^ 

2. To stop all discharge. 

3. To flush out the tank into the drainage canal beneath. 

An efficiency of 81 to 82% is obtained, and 85% is expected a little later 
►n when the new help understands the mill better. The tailings run from 0.4 
0 1.8% in copper with perhaps 0.6 as the average. 
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Labor. 


The following help is employed per 24 hours when only one section of the 
mill is in operation. When the other section is running only 50% additional 
help will be required. 


One man at the 

it 

it i 

It 

it 

it 

on 

ti 

ti 

it 

it 

helper 

it 

it 

man 

it 

it 

it 

helper 

man 

it 

it 

it 

helper 

it 

it 

man 

ti 

ti 

it 

it 

it 

helper 

ti 

it 

man 

it 

it 

it 

(t 

it 

helper 

it 

it 

man 

it 

it 

ti 

it 

it 

helper 

it 

it 

it 

man 

it 

it 

it 


power plant 

distributing conveyor (8) ■ 

feeder (10) , weighing machine, and trommels (23), 

(24), (25), (26), and (27) 

coarse-jigs (28), (32), and (36) 

a it a cc 

Callow screens (45) and Wilfleys (46) and (47) . . 
Callow screens (45) and Wilfleys (46) and (47) . . 
fine jigs (40) and (41) 

it it a 


rolls (31), (35), and (39) 
Chili mills (49) and (51) 

ii ti it 


Callow screens (53) 
Wilfleys (54) . . . . 

a a 



settling tanks, concentrates bins, etc. 
pumps 


two shifts 
three 

it it 

it a 

it a 

it it 

a it 

it it 

it it 

it a 

it ti 

it it 

it it 

it it 

it ti 

it ti 

it it 

it ti 

it ti 

ti it 


Besides the above list of 59 men per 24 hours there is a '^clean-up gang^' 
an*d a '^concentrates gang^^ each working three shifts. 


Power and Water. 


Four banks of Sterling boilers generate steam at 160 pounds pressure and 
deliver it to the Curtis turbines at 155 pounds pressure. Two boilers furnish 
power enough for one section. They burn Dawson coal with 10 percent of ash 
and use a Green fuel-economizer which delivers feed water to the boilers at 
from 200 to 250°. They deliver steam to the power plant which contains three 
1000-kilowatt units, only one of which is run at a time when but one section 
of the mill is operating. Each unit is composed of a Curtis upright 4-stage 
steam turbine manufactured by the General Electric Company. The turbine 
makes 1,800 revolutions per minute and develops a 60-cycle 6,600-volt alter- 
nating current which is stepped down to 230 volts for use at the motors. The 
General Electric Company guarantees that the turbines will not consume over 
22 pounds of steam when on half load and 21 pounds of steam when on full 
load per indicated horse-power. The exhaust steam has 75° of superheat and 
the condenser gives 24 inches of vacuum. An oil slip bearing is used. This 
plant runs the mill, mines, ice plant, shop, pumps, and power station. 

The following motor list applies to one section of the mill: 


One 75 horse-power motor runs . . . 
Two 50 " motors run . . . 

One 30 " * motor runs . . . 

One 20 " " " . . . 

" 150 " " " . . . 


(2), (4), and (5) 

(6) and (7) 

( 8 ) 

( 21 ) 

(15), (16), (17), (18), (19), (20), (30), (31), 
(34) , (35) , (38) , and (39) . (31), (35) , and 

(39) actually use 88 horse-power. 
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One 

5 horse-power motor runs . . . 

. (11) 

u 

^ a i( a 

• (12) 

it 

150 . . . 

. (48), (49), (50), (51), and (53) 

(( 

20 . 

. (54), and (57), (54) and (57) actually 

use 12 horse-power 

u 

10 '' 

(59). (59) actually uses 7 horse-power. 

(t 

20 

. one half of (23) , (24) , and (25) ; one-third 
of (26) and (27) ; one-half of (28) , (32) , 
and (36) ; and all of (45), (46), and (47). 

cc 

40 . 

, . one-half of (23) (24) , and (25) ; two- 


thirds of (26) and (27) ; one-half of 
(28), (32), and (36); and all of (40), 
(41), and (42). 


» 20 “ 

U 

ti 

(67) . (67) actually uses 12 horse- 

power. To be duplicated when second 
section is thrown in. 

“ 10 

u 

it 

(68) . (68) actually uses 7 horse-power. 

Three 50 “ 

motors run . . . 

(70). Serve both sections. 

Two 30 

it 

it 

(73). Serve both sections. 


Fifteen hundred gallons of water per minute are recovered from the over- 
flow of 24 tanks settling tailings and 1,000 gallons of water per minute are re- 
covered from dewatering the jig tailings. There is required for one section of 
the mill, in addition to the above, 200 gallons of make-up water per minute which 
is supplied from a well by means of a pump. 

S. Mills Saving Gold, Silver, and Copper Values. 

This important group is well covered by Mills 161, 162, 163, 164, 165, 166, 
167, 168, 169, 170, 171, 172, 173, and 174, which are scattered over six of the 
more important districts. 

§ 1493. Mill No. 161. Washoe Concentrator. Anaconda Copper 
Mining Company, Anaconda, Montana.**® — This mill has a capacity of 
8,800 tons per 24 hours and is divided into eight similar sections.^^^ 

The ore consists of the economic minerals chalcocite, bornite, enargite, 
cupriferous pyrite, with small quantities of the minerals covellite, sphalerite, 
galena, and a very little chalcopyrite in a gangue of quartz and altered granite. 
The ore is hand-picked in the mine into rich ore which goes to the smelter, and 
concentrating ore, which goes to the mill. The division, formerly made, into 
hard and soft concentrating ores, with a special treatment for each, has been 
given up. The problem is to save the silver and copper. While no attention 
is paid to the lead and zinc, considerable goes into the concentrates.^® 

The ores, coming from the following properties, are delivered to (1) : 

A. Anaconda Copper Mining Company. 

B. Washoe Copper Company, including the Washoe Copper Company's 

sampler in Butte which furnishes various custom ores. 

North Butte Mining Company and Red Metal Mining Company. 

C. Butte and Boston Consolidated Mining Companies. 

D. Parrot Silver and Copper Company. 

E. Trenton Mining and Development Company. Formerly Colorado 

Smelting and Mining Company. 

F Pittsburg and Montana Copper Company. 

G, LaFrance Copper Company. 

1. Bin holding 25 carloads, or 1,250 tons, of ore. From the mines; delivers, 
via two gates operated by compressed air, to (2). 
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2. Two shaking feeders which also serve as grizzlies. Have cast-iron bot- 
toms 0.75 inch thick with holes 38.1 millimeters in diameter and slopes of 3.5 
inches to the foot. From (1); deliver oversize to (3) and undersize to (6). 

3. Blake breaker with a jaw opening 12 X 24 inches, having chilled-iron 
jaw plates which last about 10 days and making 200 thrusts per minute. From 
(2); delivers crushed ore to (4). 

4. Two trommels, 3 X 5.67 feet, with holes 38.1 millimeters in diameter in 
cast-iron plates 0.75 inch thick, six plates to the circumference. Have speeds 
of 18 revolutions per minute and slopes of 0.88 inch to the foot. From (3) ; 
deliver oversize to (5) and undersize to (6). 

5. Two Blake^ breakers with jaw openings 5 X 15 inches, having chilled- 
iron jaw plates which last about 14 days, making 250 thrusts per minute and 
breaking to 31.75 millimeters. From (4); deliver crushed ore to (6). 

6. Mixing box, 3 X 3 X 4 feet, with two discharges 6 inches above the bot- 
tom to prevent wear. From (2) , (4), (5), (10), and (14); delivers ore to (7). 

7. Two main elevators having 10-ply rubber belts, speeds of 440 feet per 
minute, inclinations of 1.25 inches to the foot, and malleable cast-iron buckets, 
7 X 14 inches. Diameters of top pulleys 42 and of bottom pulleys 30 inches. 
From (6); deliver to (8). 

8. Two trommels, 3X6 feet, with holes 22.35 millimeters in diameter, 
speeds of 20 revolutions per minute, slopes of 0.88 inch to the foot, and areas 
of 57 square feet each. From (7) ; deliver oversize to (9) and undersize to (11). 

9. Two 2-compartment Harz jigs with sieves having 9-millimeter square 
punched holes to prevent excessive blinding. Plungers make 175 2.75-inch 
strokes per minute. From (8), fed with 38.1 to 22.35^-millimeter stuff; deliver 
first and second discharges, as coarse concentrates, over shaking dewatering 
screens having 7-millimeter round holes and, via belt conveyor, to two 450- 
ton bins, 14 X 20 X 22 feet, having flat bottoms,^ and four shallow hoppers 
in the bottom of each bin; each hopper delivers, via special swinging gate, to 
cars and thence to smelter. Also deliver first and second hutches and water 
to (16) and tailings to (10). 

10. Coarse rolls, 15 X 42 inches, making 100 revolutions per minute and 
having Midvale steel shells, 4 inches thick, weighing 2,480 pounds when new. 
From (9); deliver crushed ore to (6). 

11. Two trommels, 3X8 feet, with holes 7 millimeters in diameter, speeds 
of 20 revolutions per minute, slopes of 0.88 inch to the foot, and areas of 75 
square feet each. From (8); deliver oversize to (12) and undersize to (15). 

12. Four 2-compartment Harz fine jigs with sieves having 7-millimeter square 
punched holes to prevent excessive blinding. Plungers make 175 2.25-inch 
strokes per minute. From (11), fed with 22.35 to 7-millimeter stuff; deliver 
first and second discharges, as coarse concentrates, to same bins and, via similar 
route, as in (9); first and second hutches to (16); and tailings to (13). 

13. Four dewatering screens with holes 8 millimeters in diameter. From 

(12) ; deliver oversize to (14) and undersize to (16). 

14. Fine rolls, 15 X 42 inches, making 100 revolutions per minute and having 
Midvale steel shells, 4 inches thick, weighing 2,480 pounds when new. From 

(13) ; deliver crushed ore to (6). 

15. Four trommels, 3X6 feet, having holes 5 millimeters in diameter, 
speeds of 18 revolutions per minute, slopes of 1 inch to the foot and areas of 
57 square feet each. - From (11); deliver oversize to (16) and undersize to (17). 

16. Twelve 2-compartment Evans jigs with brass 6-mesh, 14-wire sieves 
in all compartments. Plungers make 195 1.25-inch strokes per minute. From 
(9), (12), (13), and (15), fed with 7 to 5-millimeter stuff; deliver concentrates 

flnd Vmtnh -nrnHnpf.s f.n t.flnk hnn^ip flriH tnilino**? +.n 
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17. Four trommels, 3 X 7.5 feet, with holes 2.5 millimeters in diameter, 
>eeds of IS revolutions per minute, slopes of 1 inch to the foot, and areas of 71 
luare feet each. From (15); deliver oversize to (18) and undersize to (19). 
IS. Twelve 2-compartment Evans jigs with brass 6-mesh, 14-wire sieves 
all compartments. Plungers make 200 1-inch strokes per minute. From 
7), fed with 5 to 2.5-millimeter stuff; deliver concentrates and hutch pi-oducts 
( tank house and tailings to (22). 

19. Two dewatering V tanks. From (17); deliver spigots to (20) and over- 
)ws to (37). 

20. Four Evans classifiers with 3 spigots each. Inclinations of 0.75 inch 

I the foot. From (19), fed with 2.5 to O-millimeter stuff; deliver spigots to 
!1) and overflows to (37). 

21. Twelve 2-compartment Evans jigs with plungers and sieves as follows. 

II plungers make 205 strokes per minute: 


Compartments. 

Jigs on First Spigots. 

Jigs on Second Spigots. 

Jigs on Third Spigots. 

Sieve. 

Length of 
Stroke. 

Sieve. 

Length of 
Stroke. 

Sieve. 

Length of 
Stroke. 

nst 

' 4 mesh, 14 wire 

8 “ Ki “ 

1 inch 
0.75 inch 

6 mesh, 14 wire 
10 “ 18 “ 

0.88 inch 
0.60 “ 

10 mesh, 18 wire 
14 “ 20 “ 

0.88 inch 
0.60 “ 

cond 



rom (20) ; deliver concentrates and hutch products to tank house, tailings to 
!2) , and clean overflow water to (25) and (27) . 

22. Two tailings dewatering V tanks. From (16), (IS), and (21); deliver 
)igots to (24) and overflows to (23). 

23. Two square dewatering tanks. From (22) ; deliver spigots to (38) and 
/erflow water to smelter launder and, as hydraulic water, for the finishing jigs. 

24. One coarse-middlings elevator having a 10-ply rubber belt, a speed of 
52 feet per minute, an inclination of 1 inch to the foot, and malleable cast- 
on buckets, 8 X 16 inches. Diameter of top pulley 42 and of bottom pullev 
) inches. From (22) and (26); delivers to (25). 

25. Four trommels, 3X6 feet, with 1.5-millimeter slotted holes, speeds 
‘ 12.5 revolutions per minute, slopes of 1 inch to the foot, and areas of 57 
}uare feet each. From (24) with wash water from (21) ; deliver oversize to 
!6) and undersize to (27). 

26. Two middlings rolls, 15 X 42 inches, making 125 revolutions per minute, 
ushing to 1.5 millimeters and having Midvale steel shells, 4 inches thick, 
eighing 2,480 pounds when new. From (25); deliver crushed ore to (24). 

27. Four Evans classifiers with 3 spigots each. Inclinations of 0.75 inch 
> the foot. From (25} with hydraulic water from (21) , fed with 1.5 to 0-milli- 
leter stuff; deliver spigots to (28) and overflows to (38). 

28. Twelve 3-compartment Evans jigs with plungers and sieves as follows. 
11 plungers make 210 strokes per minute. 


Compartment. 

Jigs on First Spigots. 

Jigs on Second Spigots, 

Jigs on Third Spigots. 

Sieve. 

Length of 
Stroke. 

Sieve. 

length of 
Stroke. 

Sieve, 

Length of 
Stroke. 

•St 

4 mesh, 14 wire 

6 “ 14 “ 

8 “ 16 

0.76 inch 
0.76 “ 
0.50 “ 

6 mesh, 14 wire 

8 “ 16 “ 

8 “ 16 “ 

0.63 inch 
0.63 “ 
0.88 “ 

10 mesh, 18 wire 
12 “ 19 “ 

12 “ 19 “ 

0.63 inch 
0.63 “ 
0.38 “ 

cond 

lird 



rom (27): deliver concentrates to (29) j hutches and middlings from side cup 
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29. One vertical concentrates elevator having a 10-ply rubber belt, a speed 
of 395 feet per minute, and malleable cast-iron buckets, 7 X 14 inches. Di- 
ameter of top pulley 36 and of bottom pulley 30 inches. From (2S) and (36) ; 
delivers to tank house. 

30. One vertical fine-middlings elevator having a 10-ply rubber belt, a speed 
of 461 feet per minute, and malleable cast-iron buckets, 8 X 16 inches. Di- 
ameter of top pulley 42 and of bottom pulley 30 inches. From (28) and (36) ; 
delivers to (31), 

31. Three 6-foot Huntington mills having speeds of 52 revolutions per minute, 
steel die and roller rings, and crushing through slotted screens with 1 X 13- 
millimeter holes. From (30) ; deliver pulp to (32) . 

32. Two dewatering V tanks. From (31); deliver spigots to (35) and over- 
flows to (41). 

33. Two dewatering tanks. From (28); deliver overflows to a tank on 
the table floor for wash water and smelter launder; and settlings, via launder, 
to waste dump. 

34. Two dewatering tanks. From (36) ; deliver overflows to smelter launder 
and settlings, via launder, to waste dump. 

35. Four Evans classifiers with 3 spigots each. Inclinations of 0.75 inch 
to the foot. From (32), fed with 1 to O-millimetcr stuff; delivers spigots to 
(36) and overflows to (41), 

36. Twelve 3-compartment Evans jigs with plungers and sieves as follows. 
All plungers make 215 strokes per minute. 


Compartment. 

Jigs on X^irst Spigots. 

Jigs on Second Spigots. 

Jigs on Third Spigots. 

Sieve. 

Length of 
Stroke. 

Sieve. 

Length of 
Stroke. 

Sieve. 

I.ength of 

I Stroke. 

First 

(J mesh, 14 wire 

K “ 1« “ 

8 “ 10 “ 

0.(19 inch 
0.(19 “ 
0.5(1 “ 

8 mesh, 1(1 wire 
10 “ IS “ 

10 ** 18 “ 

0.(19 inch 
0.(19 “ 
0.5(1 “ 

12 mesh, 19 wire 
12 “ 19 “ 

12 “ 19 “ 

0.119 inch 
0.(19 “ 

0.50 

Second 

Third 



From (35) ; deliver concentrates to (29) ; hutches and middlings from side cup 
discharges of tail sieve's to (30), and tailings to (34). 

37. Seven dewatering V tanks. Each tank has a capacity of 176 cubic feet 
and a settling area of 75 square feet. From (19) and (20) ; deliver spigots to 
(39) and overflows to (48). 

38. Seven dewatering V tanks. Each tank like those in (37). From (23) 
and (27); deliver spigots to (40) and (43), and overflows to (48). 

39. ISleven Willley tables making 240 strokes per minute. From (37); 
deliver concentrates, via launder, to (47); middlings to (41); slimes to (42); 
and tailings, via laundc'r, to wastes dump. 

40. Six Wilfiey tables making 240 strokes per minute. From (38) ; deliver 
concentrates, via launder, to (47) ; middlings to (41) ; slimes to (42) ; and tailings, 
via launder, to waste dump. 

41. Seven dewatering V tanks. Each tank is like those in (37). From 
(32), (35), (39), (40), and (45); deliver spigots to (43) and overflows to (48). 

42. One square, cent(‘r-feed, periphc'ral-ovc'rflow tank, 10 X 10 X 10 feet. 
This serves to keep the finer portion of th(' mhldlings from going to the slimes 
ponds, and catches these finer middlings for concentration. From (39), (40), 
and (46); delivers spigot to (44) and overflow to (48). 

43. Fifteen Wilfley tables making 210 strokc^s per minute. From (38) 
and (41) ; deliver concentrates, via launder, to (47) ; middlings to (45) ; slimes 
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44. One Wilfley table making 240 strokes per minute. From (42) ; delivers 

concentrates, via launder, to (47) ; middlings to (45) ; slimes to (46) ; and tailings 
via launder, to waste dump. ^ ' 

45. One fine-middlings elevator having a 7-ply rubber belt, a speed of 293 
feet per minute, an inclination of 1.25 inches to the foot, and malleable cast- 
iron buckets, 6 X S inches. Diameters of top and bottom pulleys 24 inches. 
From (43) and (44); delivers to (41). 

46. One Pohle air-lift pump which serves two sections. From (43) and (44) • 
delivers to (42) . 

47. One fine-concentrates elevator having a 10-ply rubber belt, a speed of 
461 feet per minute, an inclination of 1.25 inches to the foot, and malleable cast- 
iron buckets, 7 X 14 inches. Diameter of top pulley 36 and of bottom pulley 
24 inches. From (39), (40), (43), and (44); delivers to tank house. 

4S. Slimes flume which serves eight sections. From (37), (38), (41), and 
(42) ; delivers to slimes ponds. 

Note. — The Old English gauge is used for the size of all wires in this mill. 

Slimes Ponds for Eight Sectioyis. 

The slimes from (48) pass into six poiiJkS, through each pond lengthwise and 
to waste. Each pond is approximately 300 feet wide, 600 feet long, and 14 
feet deep. After a pond is filled with slimes, it is allowed to dry for about 3 
months, and is then excavated by means of cable dredges. The slimes are 
formed into briquettes with a certain amount of flue concentrates and smelted 
in the bhust furnaces. 

Tank House, 

In the tank house, for each section there arc 6 bins, each 19 X 19 and 12 
feet deep, charged at one time, and overflowing into 3 other bins,, in parallel, 
each 19 X 19 and 11 feet deep. Each of the above bins has a flat bottom and 
has four shallow hoppers and gates which discharge them, via cars, to the smelter. 
The overflows of the last three bins, for four sections combined, flow into three 
bins, each 19 X 56 and 10 feet deep, either two or three of these operating in 
parallel, depending on the necessities of emptying, and each is fitted with 12 
shallow hoppers and gates which discharge the bins, via cars, to the smelter. 
The discharge of the bins is assisted by pushing 0.5-inch pipes into the material, 
the pipes being connected by hose to 17 pounds of air pressure. This saves 
a great deal of hard shoveling. All these bins are well tied, horizontally, by 
1.25-inch rods. 

Water, 

Fresh water comes to the mill from the main flume and amounts to about 
21 tons per ton of ore milled. The fresh water is forced to the top floor of the 
mill by a rotary pump and supplies, in each section, six Harz jigs, eight trommels, 
and the crushers. Fresh water is also supplied for hydraulic water on Evans 
jigs (16), Evans jigs (28), and classifiers (35). 


Power, 

Three hundred and forty horse-power delivered to the main shaft is required 
to drive one section. 

Capacity, 

The average ore treated per 24 hours is about 1,100 tons per section. Dur- 
ing the 24 hours there are stops of short duration to examine the crushers and 
rolls; these stops are not considered in estimating the 24-hour tonnage. One 
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etc. This time is also omitted in estimating the daily tonnage; as is any peri( 
when there is a shortage of ore or water. 

Shifts, Labor, and Wages, 

The mill runs 3 shifts a day, 7 days a week. Fourteen men are requin 
per section, per shift, and the wages range between $3 and $3.50 per 8-ho 
shift. 

Table Department. 

There are 14 settling tanks on the upper floor arranged in two tiers, ai 
7 on the lower floor in one tier; except sections 3 and 6 which have 16 and 
on the respective floors. 

There are 17 Wilfley tables on the upper and 16 on the lower floors per se 
tion; except sections 3 and 6, which have IS and 17 on the respective floo] 

The slope of all floors is 1.75 inches to the foot. Square feet of table sr 
face per section, 2,904. 

Jig Department. 

The following is the square feet of jig and screen surface of each depai 
ment. (By jig surface is meant the sieve area and by screen surface the ar 
of trommels.) 


Department. 

Crusher. 

Jigs. 

Middlings. 

Re-grinding. 

Total 

Jig surface in square feet 

ScT’eeu surface in square feet 

(J0.75 

374.00 

421.05 

512.00 

210.05 

228.00 

210.65 

909.( 

1,114.1 




§ 1494. Mill No. 162. Boston and Montana Consolidated Copp] 
AND Silver Mining Company, Great Falls, Montana.®® — The mill has 
sections, and 2 middlings departments, each to handle the middlings from 
sections of the main mill.'®^ The total capacity of the mill is 3,000 tons per 
hours, 500 tons per section. The mill runs 24 hours a day 7 days a week, < 
ore from the company’s mines located at Butte, 171 miles distant. The o 
is brought to the works by the Great Northern Railroad in bottom-dumpi: 
cars of 50 tons capacity.®’' 

In mining the ore two classes arc made, one for smelting, and the other f 
concentrating. The ore consists of the following minerals in a gangue of quan 
and partially decomposed granite: pyrite, chalcocite, enargitc, bornitc, cov 
lite, chalcopyrite, tetrahedrite, tennantite, galena, sphalerite, and a telluride ( 
form not determined). 

Variations in the grade of the ore occur from month to month, dependi 
upon the relative quantities shipped from the several shafts, but analyj 
following the description of the mill will give some idea of the work done 
concentrating. 

The physical condition of the ore as it is received by the mill is shown 
the following summary of tests on carload lots from the four most importa 
mines of the company: (See Table 547). See also Table 548 which gb 

analyses of ore, concentrates, and tailings. 
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.BLE 547. — SUMMARY OF HAND-SORTING TESTS ON SECOND-CLASS ORE j^rjy 

MILL 162. 



1 A- 1 

B. 1 

1 1 

I p- 


Percent 


Percent 

Percent 


Percent 

Percent 


Percent 

Percent 




Origi- 

Copper 

Origi- 

Origi- 

Copper 

Origi- 

Origi- 

Copper 
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Origi- 

Copper 
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nal 
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nal 

nal 

Assay. 

nal 

nal 

Assay. 

nal 

nal 
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nal 


Solid. 


Copper. 

Solid. 


Copper 

Solid. 


Copper. 

Solid. 


'-epper. 

iginal ore . . • 

100.00 

4.69 

100 00 

100.00 

3.99 

100.00 

100.00 

4.12 

100.00 

100.00 

3.43 

100.00 
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31.30 
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4.35 

36.40 

25.25 

3.S3 

28.20 

trough 1.75- 
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Over 1.75-incli Grizzley — Hand Picking — Based on Original Ore. 



3.84 

14.70 

12.01 

2 79 

10.43 

7.30 

12.37 

9.20 

27.60 

3.55 

21.70 

16.03 

1.83 

:ond class 

7.95 

1.47 

2.49 

42.92 

2.22 

24.00 

22.16 

1.64 

8.80 


Concentrator. 

1. Six storage bins with a total capacity of 14,600 tons. From railroad 
trs; deliver, via gates and chutes, to (2). 

2. Six ore-feed bins with a total capacity of 7,600 tons. From (1) ; deliver, 
a gates and chutes, to (3). 

Since all sections are nearly alike the author will describe only the sixth, 
Dting differences in other sections as they are met. 

Sixth Section. 

3. Two automatic ore-feeders. From (2); deliver, via chutes, to (4). 

4. Two grizzlies with 38. 1-millimeter spaces between the bars. From (3) ; 
Oliver oversize to (5) and undersize to (9). 

5. Two 2-foot picking belts with conveying lengths of 18 feet and speeds 
• 50 feet per minute. From (4) ; deliver ore to (6) and high-grade ore to the 
nelter. 

6. One coarse Blake breaker with a jaw opening, 10 X 20 inches, arid mak- 
Lg 270 thrusts per minute. From (5); delivers crushed ore to (7). 

7. Two cast-iron trommels, 3X4 feet, having cored holes 38. 1 millimeters 
i diameter, speeds of 12 revolutions per minute, and slopes of 3 inches to the 
)ot. From (6); deliver oversize to (8) and undersize to (9). 

8. Two fine Blake breakers with jaw openings 5 X 12 inches, and making 
30 thrusts per minute. From (7); deliver crushed ore to (9). 

9. Two 12-inch coarse-crushing elevators made of 8-ply rubber belting and 
aving speeds of 345 feet per minute. Malleable-iron buckets, 6X11 inches, 
)aced 12 inches apart. Capacity 400 tons per 24 hours. From (4), (7), (8) , 
L6), and (20); deliver to (10). 

10. Two trommels, 3X6 feet, having round punched holes 22,2 millim :ters 
i diameter, speeds of 20 revolutions per minute, and slopes of- 2 inches to the 
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11. Two trommels, 3X6 feet, having round punched he 
in diameter, speeds of 16 revolutions per minute, and slopes of 
foot. From (10) : deliver oversize to (17) and undersize to ( 

12. Mixing box, made of 2-inch plank, 5 feet long, 2.5 feet 
deep, inside measurements. From (11); delivers to (13). 

IS. Two trommels, 3X6 feet, having round punched he 
in diameter, speeds of 18 revolutions per minute, and slopes 
the foot. From (12); deliver oversize to (21) and undersize 

14. Two trommels, 3X6 feet, having round punched hoi 
in diameter, speeds of 18 revolutions per minute, and slopes 
foot. From (13) ; deliver oversize to (22) and undersize to i 

15. Two Harz bull jigs with 1 compartment each. Sieves 
inches with 0.31-inch ^square punched holes. Plungers m£ 
strokes per minute. From (10), fed with 38.1 to 22.2-millim< 
cup discharges to (18), hutch products to (17), and tailings 

16. One pair coarse rolls, 15 X 2S inches, having cast-irc 
thick and a speed of 190 revolutions per minute. From (15; 
product to (9). 

17. Two Harz jigs with 2 compartments each. Sieves ai 
with 0.25-inoh square punched holes. Plungers make 180 2 
minute. From (11) and (15), fed with 22.2 to 8-millimeter i 
and second cup discharges to (18), first and second hutch ] 
and tailings to (20). 

IS. Fifteen-inch eoarse-concentrates elevator with a 10- 
having a speed of 345 feet per minute. Malleable-iron buckei 
spaced 12 inches apart. Capacity 170 tons per 24 hours. 

(21) , and (22); delivers, via launder on top of building, to I 
full, via second launder on top of building, to (66). 

19. Two coarse-ctonccmtrates bins with a total capacity of 
(IS); deliver coarse concentrates to blast-furnace charging ci 
chute, and drained water to (66). 

20. One pair fine rolls, 15 X 28 inches, having chilled-ste 
thick and a speed of 180 revolutions per minute. From (IT 
product to (9). 

21. Eight Evans jigs with 2 compartments each. Sieves 
20.25 X 40.625 inches, 8 meshes to the inch. Plungers ma 
strokes per minute. From (13) and (17), fed with 8 to i 
through a launder; deliver first and second cup discharges 1 
second hutch products, via launder, to (40) ; and tailings, via 1 

22. Eight Evans jigs with 2 compartments each. Sieves 
20.25 X 40.625 inches, 8 meshes to the inch. Plungers make ’ 
per minute. From (14), fed with 5 to 2.5-millimeter stuff tl 
deliver first and second cup discharges to (18), first and sccon( 
via launder, to (40), and tailings, via launder, to (23). 

23. Middlings-settling and dewatering tank, under the flooi 

(22) ; delivers overflow to (24) and spigot to (25). 

24. Dewatering-screen tank. From (23) ; delivers overflow 
water, piped out for wash water, to (36) ; and slimes settling 
launder, to (45). 

25. Fifteen-inch middlings elevator with a 10-ply rubb< 
speed of 560 feet per minute and malleable-iron buckets, 8 X 
12 inches apart. Capacity 350 tons per 24 hours. From (' 
livers to (26). 



m 


ORE DRESSING. 


Mill 162. § 1494 


L diameter, speeds of 20 revolutions per minute, and slopes of 1 inch to the 
lot. From (25); deliver oversize to (27) and undersize to (31). 

27. One pair middlings finishing-rolls, 15 X 28 inches, having chilled-steel 
lells 4 inches thick and a speed of 120 revolutions per minute. From (26) ; 
sliver crushed product to (25). 

28. Settling and dewatering box. From (14) ; delivers overflow to (33) 
id spigot to (29). 

29. Two Evans hydraulic classifiers with 4 spigots each. From (28), fed 
ith 2.5 to 0-millimeter stuff; deliver spigots to (30) and overflows to (34). 

30. Eight Evans jigs with 2 compartments each. Sieves are brass cloth, 
3.25 X ^10.625 inches, head sieves 8, and tail sieves IS meshes to the inch, 
he plungers make 200 strokes per minute, having lengths in the first com- 
artments of 0.75 inch and in the second compartments of 0.375 inch. From 
^9); deliver second cup discharges, via launder, to (45); first hutch products 
I 8 jigs and second hutch products of 6 middle jigs, via launder, to (40) ; 
5Cond hutch products of last jigs, via launder, to (34); water over end of 
)ur middle jigs to (31) for hydraulic purposes; and remaining water and tail- 
igs to (44) . 

31. Two Evans hydraulic classifiers with 4 spigots^ each. ^ From (26) and 
'ater from (30), fed with 2.5 to 0-millimeter stuff; deliver spigots to (32) and 
verflows to (35). 

32. Eight Evans jigs with 2 compartments each. Sieves are brass cloth, 
0.25 X 40.625 inches, head sieves 8 and tail^ sieves 20 meshes to the inch, 
'he plungers make 225 strokes per minute, having lengths in the first compart- 
lents of 0.75 inch and in the second compartments of 0.375 inch. From (31) ; 
eliver second discharges, via launder, to (45) ; first and second hutch products, 
ia launder, to (39); water from four middle jigs and tailings from last four 
gs to (44). 

33. Feed tank for Wilfley tables. From (28) ; delivers spigots to (36) and 
verflow to (43) or (60). 

34. Four feed tanks for Wilfley tables. From (29), (30), and (59); deliver 
pigots to (36) and overflows to (43) or (60). 

35. Three feed tanks for Wilfley tables. From (31) ; deliver spigots to (58) 
nd overflows to (43) or (60). 

36. Eleven Wilfley tables making 240 strokes per minute, having lengths 
Dr coarse feed of 0.75 inch and for fine feed of 0.375 inch. From (33), (34), 
nd wash water from (24); deliver concentrates to (39), middlings and slimes 
0 (37), and tailings to (44). 

37. Two feed tanks for vanners. From (36); deliver spigots to (38) and 
verflows to (43) or (60). 

38. Twelve 4-foot Frue vanners, 12 feet long, making 200 1-inch strokes 
er minute. From (37) ; deliver concentrates to (39) and tailings to (44) . 

39. Fifteen-inch fine-concentrates elevator with a 10-ply rubber belt having 
speed of 470 feet per minute, and malleable-iron buckets spaced 12 inches 

part. Capacity 150 tons per 24 hours. From (32), (36), and (38); delivers 
oncentrates to (40). 

40. Sixteen fine-concentrates bins, 4 series of 4 each with but 8 in use at 
ne time. From (21), (22), (30), (39), and (65); deliver settlings, via bottom 
ates, to (42) and overflows to (41). 

41. Sixteen side tanks, 4 series of 4 each. From (40); deliver settlings, 
itermittently via shovels, to (42) and overflows to (44). 

42. Concentrates-storage tanks. From (40) and (41) ; deliver concentrates, 

ia gat^ and chutes, to railroad bottom-dump cars. _ 
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(35), and (37); deliver settlings, periodically via shovels, to railroad ears and 
overflows to (44). 

44. Tail race. From (24), (30), (32), (36), (38), (41), (43), (48), (51), (53), 
(55), (57), and (67); delivers to river. 

Middlings Department Three Sections United. 

45. Two 15-inch middlings elcvatora with 10-ply rubber belts having speeds 
of 518 feet per minute and malleable-iron buckets, 8 X 14 inches, spaced 12 
inches apart. Capacity 270 tons each per 24 hours. From (24), (30), (32), 
(54), and (55); deliver to (46). 

46. Feed tanks. From (45) ; deliver spigots to (47) and overflows to (48) . 

47. Eight 5-foot Huntington^ mills making 65 revolutions per minute and 
each having 5 screens, 9 X 31 inches, with punched slotted-holes 1.25 X 12 
millimeters. Only 6 in use at one time and 2 spares. From (46) ; deliver pulp 
to (49). 

48. Four tanks under the floor. From (46) ; deliver spigots to (54) and over- 
flows to (44). 

49. Four settling and dc'watcring boxes. From (47); deliver spigots to 
(50) and (52) ami overflows to (57). 

50. Seven Evans hydraulic classifiers with 4 spigots each. From (49) , fed 
with 1.25 to 0-mjllimeter stuff; deliver spigots to (51) and overflows to (57). 

51. Twenty-eight Evans jigs with 3 compartments each. Sieves arc brass 
cloth, 20.25 X 40.625 inches, 8 to 20 meshes to the inch. The plungers make 
210 strokes per minute of the following lengths in inches. 


Jig Numlier. 

Head Sieves. 

Midille Sieves. 

Tail Sieve.s. 

1 

0.025 

0.6(12 

0.60 

2 

0.44 

0.375 

0.31 

3 

0.375 

0.31 

0.25 

4 

0.25 

0.19 

0.19 


From (50) and (59) ; deliver third cup discharges, from first two jigs of each 
separator, to (54) ; all first hutch products to (56) ; second hutch products, from 
jigs one, two, and throe, to (56); second hutch products from jigs four, to (54); 
third hutch products, from jigs one and two, to (56); third hutch products, 
from jigs three and four, to (54) ; and all tailings to (44). 

52. Three Evans hydraulic classifiers with 2 spigots each. From (49), 
fed with 1.25 to O-millimeter stuff; deliver spigots to (53) and overflows to (57). 

53. Six Evans jigs with 3 compartments each. Sieves are brass cloth, 
20.25 X 40.625 inches, 8 to 20 meshes to the inch. The plungers make 210 
strokes per minute having lengths like those in (51). From (52) ; deliver third 
cup discharges, from first jigs, to (54) ; all first, second, and third hutch products, 
from first jigs, to (56) ; third hutch products from second jigs, to (54) ; and all 
tailings to (44). 

54. Settling and dewatering tank. From (48), (51), and (53); delivers 
spigots to (45) and overflow to (55). 

55. Settling and dewatering tank. From (54); delivers settlings to (45) 
and overflow to (44). 

56. Fifteen-inch fine-concentrates elevator with a 10-ply rubber belt having 
a speed of 470 feet per minute and malleable-iron buckets spaced 12 inches 
apart. From (51) and (53); delivers concentrates to (40). 

57. Six V-shaped settling tanks. From (49), (50), and (52); deliver spigots 
to (58) and overflows to (44). 
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feet per minute and malleable-iron buckets, 8 X 14 inches, spaced 12 inches 
■t. Capacity 100 tons per 24 hours. From (35) and (57); delivers to (59)- 
►9. Two trommels, 3X6 feet, having round punched holes 2 millimeters 
iameter, speeds of 20 revolutions per minute, and slopes of 1.25 inches to- 
foot. From (58); deliver oversize to (51) and undersize, which is divided 
ng 3 sections, to (34). 

Slimes Plant 

10. Thirty 8-foot Callow tanks having 60° slopes and made of No. 14 sheet 
. From (33), (34), (35), and (37); deliver spigots to (61) and overflows 
le river. 

)1. Tank. From (60); delivers to (62). 

)2. Centrifugal pump. From (61); delivers to (63). 

>3. Sixteen Evans round tables, 17 feet in diameter, making 3 revolutions 
minutes, and having slopes of 1.25 to 1.50 inches to the foot. The decks 
are made of wood, 4 of linoleum, and 4 of cement. From (62) ; deliver 
lentrates to (64) and tailings to the river. 

)4. Tank. From (63); delivers to (65). 

)5. Centrifugal pump. From (64); delivers to (40). 

Auxiliary Coarse-Concentrates Tanks. 

)6. Sixteen coarse-concentrates settling tanks, 4 series of 4 tanks each,. 
8 used at a time. From (18) and (19); deliver settlings, via bottom gates, 
68) and overflows to (67). 

)7. Sixteen side tanks, 4 series of 4 each. From (66); deliver settlings 
odically, via shovels, to (68) and overflows to (44). 

58. Concentrates-storago tanks. From (66) and (67) ; deliver concentrates* 
gates and chutes, to railroad bottom-dump cars. 

Sections Nos. 1 and 2 differ from Section No. 6 as follows : 

5. Omit. Feeding done by hand. 

). Omit. No hand picking. 

Two trommels having punched holes 2.5 millimeters in diameter instead 
• millimeters in diameter, in order to obtain mill height sufficient to feed 
lugh 8 on 2.5-millimeter stuff, to (69). From (12); deliver oversize to (69) 
undersize to (28). 

14. Omit. 

21. Omit. 

22. Omit. 

23. One middlings-settling and dewatering tank under the floor. From (69) ; 
vers spigot to (25) and overflow to (24). 

28. Settling and dewatering box. From (13) ; delivers spigot to (29) and 
'flow to (34). 

i4. Three feed tanks for Wilfley tables. From (28), (29), (30), (59), and 
; deliver spigots to (36) and overflows to (43) or (60). 

39. One Hancock jig which is a continuous movable-sieve power j ig. The 
, which is 3.5 feet wide and 24 feet long (inside dimensions) , is divided into 
>mpartments and has, at the tailing end, an adjustable slimes outlet. The 
e extends over 5 of these compartments and discharges its tailings into 
sixth. The sieve is 2.42 X 18.79 feet (active area). Plunger makes 185 
5-ineh strokes per minute. The first compartment has a sieve with holes 
illimeters in diameter, the second and third compartments have sieves with 
is 8 millimeters in diameter, and the fourth and fifth compartments^ 
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in 2 sections; that is, it does the work of 32 2-eonipartment Evans jigs. From 
(13) and (70), fed with S to 2.5-millimeter stuff; delivers first, second, and third 
hutches to (IS); fourth hutch to (70); fifth and sixth hutches to (23); and over- 
flow slimy water to (34). 

70. Ton-inch elevator with an S-ply rubber belt having a speed of 435 feet 
per minute and malleable-iron buckets, 5X8 inches, set 12 inches apart. 
Capacity 50 tons per 24 hours. From (69); delivei-s to (69) or, if quality of 
product warrants it, to (IS). 

Section No. 3 differs from Section No. 6 as follows: 

3. Omit. Feeding done by hand. 

5. Omit. No hand picking. 

33. Omit. Then, — 

28. Settling and dewatering box. From (14); delivers spigot to (29) and 
overflow to (34). 

34. Three feed tanks for Wilfley tables. From (28), (29), (30), and (59) 
deliver spigots to (36) and overflows to (43) or (60). 

35. Two feed tanks for Wilfley tables. From (31); deliver spigots to (36) 
and overflows to (43) or (60). 

Machinery for hand-picking the ore in sections 1, 2, and 3 has not been 
installed on account of the crowded condition of the mill and the difficulty of 
its installation. 

The middlings department for sections Nos. 1, 2, and 3 differs from the 
middlings departnu'nt for sections Nos. 4, 5, and 6 in that Harz 3-compart- 
ment jigs are used instead of Evans 3-compartment jigs. 


TABLE 548. — ANALYSIS OP OUE, CONCENTRATES, AND TAILINGS. MILL 162. 



Percent 

1 Ok. per Ton. j 



Percent. 




Copjier. 

Silver. 

Gold. 

Silica. 

Iron. 

Sulphur. 

Alumina. 

Lime. 

Crude ore 

3.40 

1.19 

0.008 

50.5 

10.4 

12.7 

11.5 

0.15 

A — Coarse concentrutert from (16), (17), (21), 

10.03 

3.28 

0.019 


24.2 

30.9 



and (22) 

B — ‘ ' from (21), (22), (30). (32), 

20.7 

4.8 

0.10 

7.57 

2.09 







(30 ■■ and (03)..,.. 

0.021 

18.0 

29.8 

30.8 

4.S 

0.10 

C — HotuinKS m (43) 

2.31 

0.88 

0.004 

58.4 

2.8 

3.0 

22.5 

0.20 

Total >! (. ‘ . S - " ’ 1 -. aveniKc by weight 

8.01 





32.9 

6.9 



2.70 

0.0 H) 

23.3 

20.4 

0,10 

Tunings ! 

0.00 

0.23 

0.002 

77.7 

1.8 

1.7 

12,4 

0.10 


1 Ton Crude — 0.3523 IVm Concentrate, or 2.84 tons into 1. 
IrOHS in Copiier, 10.9 percent. 

Loss in Silver, 17.94 percent. 


Power. 

In Juno, 1906, under similar conditions as above described, except that 
the middlings section was running 11 more Evans jigs than at present, the sec- 
tion outlined above and one-third of the middlings section, while milling ore 
at the rate of 458 tons per 24 hours, indicated 1S4.4 horse-power on a 6-hour 
and 40 minutes tost. This is a net value and docs not includc any portion of 
the belt and shaft friction in the middlings section or the main line shaft. The 
belts and shaftings in the three sections indicated 76 horse-power. _ These 
results were obtained by indicating a single 34 X 604nch non-condensing Cor- 
liss engine. 

The following figures were also obtained: With three sections and one mid- 
dling section running, while milling ore at the rate of 1,374 tons per, 24 hours. 
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Indicated horse-power per ton of ore per 24 hours 0.45 

Percent of total indicated horse-power to drive engine, ropes, 

shafting, and belting 27.70 percent 

Engine and ropes 15.30 “ 

Shafting and belting 12.40 “ 

Percent of total power delivered to main line shaft to drive 

shafting and belting 14.60 


Power for the mill is developed by two 44-inch turbines, working under a 
head of 42 feet, and transmitted by rope drive about 1,000 feet in length, having 
one right-angled turn. The wheels register 1,350 horse-power in driving the 
concentrator machinery. 

Water. 

The water is supplied by two Root rotary pumps rated at 14,000 gallons 
each per minute at full speed, and without allowance for slip. For 3,000 tons 
daily capacity of the mill, 17,000 gallons are required per minute, or about 
25,000,000 gallons per day — about 8,300 gallons per ton of ore treated. This 
supply has to be pumped to a height of 88 feet and the power is furnished by 
a 39-inch turbine, running under a head of 42 feet. 

Employed in the whole mill there are 198 men in 24 hours and the average 
rate is $3.16 per day of 8 hours. This includes carpenters, machinists, and 
other men engaged in repairs. 

§ 1495. Mill No. 163. Slimes Department of Basin Reduction Com- 
pany, Basin, Montana.^^^ — Eighty 8-foot Callow settling tanks receive the 
overflow from the Wilfley' feed tanks in the main mill and the muddy water 
from the back end of all Wilfleys. The overflow from the Callow tanks goes to 
waste and the thickened pulp goes to a centrifugal pump which lifts it to a 
distributing box feeding Wilfley tables. The Wilfleys make two products; 
concentrates which are shipped to the smelter and tailings which, go to waste 
dump via launder. A portion of the overflow from the Callow tanks is lifted 
by a centrifugal pump and used as wash water on the Wilfleys. A spare cen- 
trifugal pump is held in reserve to handle either the thickened pulp or water 
as necessity may demand. 

In July, 1905, 60 Callow settling tanks saved 73,000 pounds of copper and 
3,500 ounces of silver which was formerly going to waste. With more tables 
and a thicker pulp Mr. Callow anticipated a saving of 100,000 pounds of copper 
per month or 3.76% of all the copper shipped from this plant in the form of 
concentrates. He found, as a rule, that the values in these watery overflows 
on Butte ores represent from 8 to 10% of the values in the crude ore treated 
and also 8 to 10 % of the weight. He expects to bring down the overflow to 
7 or 8 grams of solid per gallon of water. In the thickened pulp there are about 
400 grams of solid per gallon which is sufficiently thick for Wilfley work, but 
when using vanners a pulp running 800 or 900 grams per gallon should be 
used. 

The temperature of the water makes a big difference in the results. The 
warmer the water, the better the work. 

In December, 1905, this plant saved over 80,000 pounds of copper from a 
feed of 2,000 gallons of slime water per minute which is delivered from a mill 
treating 1,000 tons per day. Mr. Callow makes the positive statement that he 
can save half of the values that were being lost in the slimes. Table 549 shows 
what is being accomplished by the Callow tanks. 
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TABLE 549. — SLI M E-WATER MEASUREMENTS AT BASIN REDUCTION COMPANY’S 

PLANT. 


Description. 

Gallons 

per 

Minute. 

Grams 

per 

Gallon. 

! 

Tons per 
Day. 

Assays. 

Total Contents 

24 Hours. 

Percent 

Copper. 

Ounces 

Silver. 

Pounds 

Copper. 

Ounces of 
Silver per 
Ton. 

Supply 

1,792.7 

1,495.0 

297.5 

1,792.5 

41.15 

16.25 

154.50 

117.16 

38.45 

73.13 

111.58 

2 800 
1.815 
3.500 

2.81 

2.36* 

3.34 

6,559 

1,394 

5,106 

6,500 

329.0 
90.8 

244.3 

335.1 

Overflow 

^ttlings 

Total 






Note. — 57 Callow settling tanks in use 31.4 gallons per minute supply per tank. 

30 Wilfley tables 5.2 gallons j^r minute settlings per tank. 

Ratio, 6.03-1. 

Recovery by tanks: 62.5 percent of the solids, 77.75 percent of the copper, and 74.25 percent of the silver. 


§ 1496. Mill No. 164. Butte Reduction Works, Butte, Montana. — 
This mill has a capacity of 500 tons per 24 hours, treats only custom ores.^®® 
The economic minerals of the district are chalcocite, bornite, chalcopyrite, 
pyrite, sphalerite, and some gold and silver values. The gangue is quartz 
and decomposed feldspar. The problem is to save the copper, gold^ and 
silver. 

Ore from railroad cars goes to (1). 

1. Crude-ore bins. From railroad cars; deliver, via chutes, to (2). 

2. Pan conveyor. From (1); delivers under (3). 

3. Magnet No. 1. Comes within 1 inch of the ore and uses direct current 
of 8 amperes and 110 volts. From (2); delivers hammer heads, pick points, 
etc., to scrap heap and scrap-iron free ore to (4). 

4. Grizzly with 2-inch spaces. From (3) ; delivers oversize to (5) and under- 
size to (6) . 

5. Blake breaker with a 15 X 24-inch jaw opening. From (4); delivers 
crushed ore to (6). 

6. Elevator. From (4) and (5); delivers to (7). 

7. Wood separator which is a long coarse trommel to take out chips, wedges, 
handles, and other pieces of wood. From (6); delivers waste wood to dump 
and cleaned ore to (S). 

8. Magnet No. 2. Uses direct current of 8 amperes and 110 volts. From 
(7) ; delivers spikes, nails, screws, and even the smallest pieces of steel to scrap 
heap, and clean ore to (9). 

9. Trommel with 2-inch holes. From (8) and (11) ; delivers oversize to (10) 
and undersize to (12). 

10. Blake breaker with a 9 X 15-inch jaw opening. From (9); (ieliveri^ 

crushed ore to (11). ^ 

11. Elevator. From (10); delivers to (9). 

12. Trommel with 1.25-inch holes. From (9); delivers oversize £o 'XlSJ 
and undersize to (14). 

13. One 2-inch Woodbury bull jig. From (12); delivers concentrates to 
(36) and tailings to (17). 

14. Trommel with 0.5625-inch holes. From (12) ; delivers oversize to (15) 
and undersize to (16). 

15. One 1.25-inch Woodbury bull jig. From (14); delivers concentrates 

to (36) and tailings to (17). ^ f 

16. Trommel with holes 3 millimeters in diameter. From (14) ; ^delivors 
oversize to (23) and undersize to (27). 

17. Elevator. From (13), (15), (19), and (21); delivers to (18). 
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18. Trommel with 1.25-inch holes. From (17); delivers oversize to (19) 
id undersize to (20). 

19. Blake breaker with a 9 X 15-inch jaw opening. From (18); delivers 
'ushed ore to (17). 

20. Trommel with 0.5625-inch holes. From (18); delivers oversize to (21) 
id undersize to (22). 

21. Coarse rolls, 16 X 30 inches. From (20); deliver crushed ore to (17). 

22. Trommel with holes 3 millimeters in diameter. From (20); delivers 
v-ersize to (23) and undersize to (27). 

23. Two 0.5625-inch 2-compartment jigs. From (16) and (22); deliver 
Dncentrates to (36) and tailings to (24). 

24. Elevator. From (23) and (26); delivers to (25). 

25. Two trommels with holes 3 millimeters in diameter. From (24); de- 
ver oversize to (26) and undersize to (27). 

26. Two sets of fine rolls, 16 X 30 inches. From (25) ; deliver crushed ore 
> (24). 

27. Collecting tank. From (16), (22), and (25); delivers to (28). 

28. Woodbury slimes classifier. From (27); delivers spigots to (29) and 
verflow to (34). 

29. Two 4-compartment fine jigs. From (28); deliver concentrates to (37) 
ad tailings to (30). 

30. Elevator. From (29); delivers to (31). 

31. Two Pratt sizers. From (30) ; deliver oversize to (32) and undersize to (33) . 

32. Four 6-foot Monadnock mills. From (31); deliver crushed pulp to (33). 

33. Twenty Wilfley tables. From (31), (32), and (33); deliver concentrates 
D (37), middlings to (33), and tailings to waste dump. 

34. Five Wilfiey tables for slimes. From (28); deliver concentrates to 
J7) and tailings to (35) . 

35. Three Wilfley tables. From (34) ; deliver concentrates to (37) and tail- 
igs to waste dump. 

36. Elevator. From (13), (15), and (23); delivers to (38). 

37. Elevator. From (29) ^ (33), (34), and (35); delivers to (39). 

38. Coarse-concentrates bin. From (36) ; delivers to smelter via cars. 

39. Fine-concentrates bin. From (37) ; delivers to smelter via cars. 

The large No. 1 magnet was purchased from the Electric Controller and 
upply Company of Cleveland, Ohio. When it was first installed the face of 
le magnet was covered or protected with bronze metal which wore out so 
uickly that a change had to be made. The poles were originally 11 inches 
part but are now only 1. Both magnets together catch nearly 100 pounds 
er day, which includes the smallest as well as the largest pieces of steel. These 
re sii^essful and save much wear, tear, and time on the roll shells. 

§ llt97. Mill No. 165. Boston Consolidated Mining Company.^® — 
ituai^d at Garfield Beach, Salt Lake County, Utah. Capacity from 2,800 to 
,000 ^ns per 24 hours. 

The economic minerals are chalcopyrite, chalcocite, and bornite in a porphyry 
angue.®® Some gold and silver is present. The average ores of the district 
Lin from 1.5 to 2.0% copper, 0.03 ounce of gold, and 0.5 ounce of silver per ton. 
'he minerals are in general very finely disseminated^ necessitating fine crush- 
The problem is to save the copper, gold, and silver. The mill is divided 
ito- 13 sections, each section containing 24 Nissen stamps, 22 Wilfley tables, 
8 Ibhnston vanners, 4 classifiers, and 24 settling tanks. The or-es come from 
Kngham Canyon, by rail, and are dumped to (1). 

; 1. atructural-steel crude-ore bin, 20 X 35 X 300 feet, having a capacity of 
5,000 -tons. From the cars; delivers to (2). 
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2. Two 30-inch belt conveyors, running under the entire length of the cru 
ore bin. From (1); deliver (one, via a short conveyor) to (3). 

^ 3. Two grizzlies with 1 X 2.5-inch bars set 1.25 inches apart. From ( 
deliver oversize to (4) and undersize to (5). 

4. Two style '' K” No. 6 Gates gyratory breakers. From (3) ; deliver crusi 
ore to (5). 

5. Two trommels, 4 X 10 feet, with 1.25-inch round holes punched in mi 
ganese steel. From (3) and (4) ; deliver oversize to (6) and undersize to (7^ 

6. Two No. 5 Gates short-head g}"ratory breakers. From (5) ; deliver crus! 
ore to (7). 

7. Two belt conveyors, running up a 20° incline. From (5) and (6) ; delr 
to (8). 

S. One 18-inch horizontal belt conveyor at right angles to (7), equipp 
with an automatic tripper which distributes ore the full length of the crushi 
ore bin and has a capacity of 15,000 tons. From (7); delivers to (9). 

Note. — Above crushing plant crushes for the entire 13 sections. Th< 
sections are all similar, only one of them being described below. 

9. Twenty-four Nissen stamps each weighing 1,500 pounds and crushi 
through a 28-mesh, 28-wire screen. From (8) and mortar water from (3 
deliver pulp to (10). 

10. Four 3-compartment wooden hydraulic classifiers of the Spitzkasi 
type. From (9); deliver the first spigots to (11), second spigots to (13), th 
spigots to (15), and overflows to (17). 

11. Distributor. From (10); delivers to (12). 

12. Six No. 5 Wilfley tables making 225 0.75-inch throws per minute. Fr< 
(11) ; deliver concentrates to (34), middlings to (27), tailings to (33), and slin 
and head waters to (21). 

13. Distributor. From (10); delivers to (14). 

14. Six No. 5 Wilfley tables making 225 0.75-inch throws per minute. Fr( 
(13); deliver concentrates to (34), middlings to (25), tailings to (23), and he 
waters to (21). 

15. Distributor. From (10); delivers to (16). 

16. Six No. 5 Wilfley tables making 245 0.625-inch throws per minu 
From (15); deliver concentrates to (34), middlings to (29), and tailings to (2 

17. Distributor. From (10); delivers to (IS). 

18. Twelve 8-foot Callow settling tanks.^® From (17); deliver spig< 
to (19) and overflows to (37). 

19. Distributor. From (18); delivers to (20). 

20. Four No. 5 Wilfley tables making 260 0.5-inch throws per minute. Frc 
(19); deliver concentrates to (34) and tailings to (21). 

21. Distributor. From (12), (14), (16), and (20); delivers to (22). 

22. Six 8-foot Callow settling tanks. From (21); deliver spigots to (J 
and overflows to (35). 

23. Distributor. From (22); delivers to (24). 

24. Four Johnston 6-foot vanners. From (23) ; deliver concentrates 
(34) and tailings to (33). 

25. One 8-foot Callow settling tank. From (14); delivers spigot to (5 
and overflow to (35). 

26. One Johnston 6-foot vanner. From (27) ; delivers concentrates to (c 
and tailings to (33). 

27. One 8-foot Callow settling tank. From (12); delivers spigot to (^ 
and overflow to (35). 

28. One Johnston 6-foot vanner. From (25) ; delivers concentrates to 
a,nd tailinfra to r33V 
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29. Distributor. From (14) and (16); delivers to (30).^ 

30. Four 8-foot Callow settling tanks. From (29); deliver spigots to (31) 
nd overflows to (35). 

31. Distributor. From (30); delivers to (32). 

,32. Twelve Johnston 6-foot vanners. From (31); deliver concentrates to 
34) and tailings to (33). 

33. General tailings launder. From (12), (14), (24), (26), (28), and (32); 
elivers to tailings dump. 

34. Six concentrates bins, 16 feet square by 10 feet deep, sloping to the 
enter with filter bottoms which are 18 inches in diameter and to which a 
acuum pump may be attached to drain the concentrates. By launders from 
12), (14), (16), (20), (24), (26), (28), and (32); deliver to (38). 

35. Sump. From (22), (25), (27), and (30); delivers, via two 1,500-gallon 
entrifugal pumps, to (37). 

36. Reservoir. From (37) and main water line; delivers main feedwater 
D (9). 

37. Sump. From (18) and (35); delivers, via two 1,500-gallon centrifugal 
umps, to (36). 

38. Browning crane hoist of 10 tons capacity. With a clam-shell bucket 
ttached to the boom it will handle 100 tons of concentrates per hour very 
conomically. From (34); delivers to railroad cars. 

There is no elevator in the entire plant; everything runs by gravity from 
he crushed ore bins.'®^ Exhaustive tests were made before constructing the 
lill, as regards different methods of crushing, size of particles, screen analysis, 
tc. As a result the crushing is done by Nissen stamps, and concentration on 
Vilfley tables, followed by Johnston vanners. The ores treated by the Boston 
Jonsolidated Copper Company, the Utah Copper Company, and the Steptoe 
^ alley Smelting & Mining Company are all similar as regards economic minerals, 
:angue, and size of mineral particles. The methods of crushing and concentra- 
ion vary at these three mills. The Utah Copper Company crushes with rolls 
nd Chili mills, and the Steptoe Valley Smelting & Mining Company uses Hunt- 
agton mills. It will be interesting to watch the results of these three mills, 
.sing, as they do, different methods of concentration. 

Labor and Wages. 

There are employed, including mechanics, machinists, and blacksmiths, 
bout 160 men who are paid on an average of $2.50 per day, with $2.25 and 
3.50 as the extremes. 

Power and Water. 

Power is purchased from the Telluride Power Company and is generated 
n Provo Canyon, Logan Canyon, and on Bear River, Utah. The power, 
eceived, is a 40,000-volt current, but the mill has a large transformer house, 
apable of transforming 4,000 horse-power' from 80,000 volts to 400 volts. 

The different machines are run by individual motors, that is, one motor runs 
10 stamps, one motor runs 22 Wilfley tables, etc. The pumps are all direct 
lonnected to motors. 

About 2,700 horse-power is required for the entire plant which includes 
mmping all the water 380 feet. 

Each Nissen stamp requires from 10 to 11.66 gallons of water per minute, 
lach Wilfley table 5 gallons per minute, and each Johnston vanner about 2 
;allons per minute. The classifiers are using about 2 gallons of water per minute 
n the first compartments, a little less in the second compartments, and none 
n the third compartments. 
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The total amount of water required is about 2 gallons per minute for each 
ton of ore treated per 24 hours. 

§ 1498. Mill No. 166. Cactus Mill of the Newhouse Mines and 
Smelters.^® — Located at Newhouse, Utah, 7 miles by rail from Frisco, 
Utah.®^ Capacity 1,000 tons per 24 hours, built in two units of 500 tons 
capacity each.^ 

The ore consists of the economic minerals, pyrite and chalcopyrite, carrying 
some gold and silver, with some gray and native copper, in a granite gangue.®^ 
The problem is to save the copper and precious metals. The ore is pushed out 
of the mines, through a tunnel, by electric locomotives in trains of from 14 to 
21 cars, seven of which are run together into a hollow steel-cylinder, open at 
the top, which is then revolved by compressed air.^®^ Each car holds 4 tons, 
and the 28 tons are dumped in 30 seconds. From this bin the ore is drawn 
to (1). 

Rock House at Mine. 

1. Grizzly, 45 feet wide, with 50.8-millimeter spaces between the bars which 
are old 56-pound rails cut in 15-foot lengths and having slopes of 45°. From 
the mine; delivers oversize to (2) and undersize to (3). 

2. Three Blake breakers with 10 X 20-inch Jaw openings breaking to 2 
inches. The Jaw plates are made of Canda steel, weigh 1,060 pounds, and have 
a life of 90 days. The toggles are of steel and have an indefinite life (no wear 
on toggles; sometimes they break). The capacity of each breaker is 500 tons 
in 24 hours. From (1); deliver crushed ore to (3). 

3. Bin, 20 X 14 X 54 feet with a flat bottom. From (1) and (2) ; delivers 
to (4). 

4. Railroad cars with a capacity of 44 tons. From (3) ; deliver ore three miles 
to (5) at the mill. 

Mill in Two Sections, each of 500 Tons Capacity. 

(Only one section described below.) 

5. Steel bin with a capacity of 1,000 tons. From (4); delivers to (6). 

6. Four plunger feeders, 5 X 15 inches, placed at intervals in front of (5). 
From (5); delivers to (7). 

7. Belt conveyor with a 6-ply belt, 22 inches wide, having a speed of 150 
feet per minute. Requires 2 horse-power and has a life of 120 weeks. From 
(6); delivers to (8). 

8. Elevator with a 10-ply belt, 13 inches wide, having a speed of 350 feet 
per minute, and a life of 32 weeks. The cups are of pressed steel, 12 inches long 
by 7 inches wide, placed 18 inches apart, and have a life of 20 weeks. The height 
of lift is 70 feet, capacity 500 tons per 24 hours, and 10 horse-power is required 
to operate it. From (7) and (11); delivers to (9). 

9. Trommel having 15.875-millimeter round holes punched in steel plate, 
a length of 60 to 66 inches, a diameter of 42 inches, and a slope of 1.7 inches to 
the foot. It makes 9 revolutions per minute and the screen lasts 90 days. 
From (8), fed with 50.8 to 0-millimeter stuff; delivers oversize to (10) and under- 
size to (12). 

10. Gates gyratory breaker, style breaking to 25.4 millimeters. There 
are 2 feed openings each 6 X 21 inches. The head is made of manganese steel, 
weighs 420 pounds before using, 250 pounds after using, and lasts 200 days. 
The liners are of manganese steel, weigh 350 pounds before using, 170 pounds 
after using, and last 150 days. The capacity is 150 tons per 24 hours. From 
(9); delivers crushed ore to (11). 

11. Rolls, 16 X 36 inches, run dry and set to crush through 15.875 milli- 
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meters. Different make in each section; one set was made by Allis-Chalmers; 
the other, Bolthoff roUs, by the Power and Mining Machinery Company. The 
shells are of Midvale steel, weigh 3,800 pounds per pair before using, 450 pounds 
per pair after using, and have a life of 155 days. The thickness before using 
is 3 inches, after using 0.75 to 1 inch. The rolls are set 0.5 inch apart; they 
make 48 revolutions per minute and crush 450 tons per 24 hours.^ The advan- 
tage of the Allis-Chalmers rolls is liberal proportioning of parts, insuring great 
steadiness in running. From (10) ; deliver crushed ore to (8) . ^ 

12. Double conical trommel. The inner screen has 7.0-millimeter and outer 
screen has 3.5-millimeter round holes punched in 3.5-millimeter steel. The 
inner screen is 36 and 48 inches in diameter and 72 inches long; the outer screen 
is 48 and 60 inches in diameter and 66 inches long. The slope of the screen is 
2 inches per foot. These screens make 9 revolutions per minute and last 65 
days. First water is introduced here. From (9) ; delivers material larger than 
7 millimeters to (13), 7 to 3.5-millimeter stuff to (14), and undersize to (18). 

13. Two Harz 3-sieve jigs. Each sieve is 22 X 34 inches, of 8 mesh, 16 

brass wire and has an opening of 1.5 millimeters. These jigs are working as 
single-compartment jigs and make heads in the center and tailings at both ends. 
The plungers, 22 X 34 inches, make 140 0.75-inch strokes per minute. There 
is no water with the feed. All side discharges and hutches are concentrates. 

The tailings are middlings. A pipe side discharge is used. From (12), fed 

with 15.875 to 6.35-millimeter stuff; deliver concentrates to (41) and tailings 
to (15). 

14. Two Harz 3-sieve jigs. Each sieve is 22 X 34 inches, of 8 mesh, 16 

brass wire, and has an opening of 1.5 millimeters. These jigs are working as 
single-compartment jigs and make heads in the center and tailings at both ends. 
The plungers, 22 X 34 inches, make 140 0.75-inch strokes per minute. There 
is no water with the feed. All side discharges and hutches are concentrates. 

The tailings are middlings. A pipe side discharge is used. From (12), fed 

with 7.0 to 3.5-millimeter stuff; deliver concentrates to (41) and tailings to 
(15). 

15. Wet elevator with a 10-ply belt, 17 inches wide, having a speed of 400 
feet per minute and a life of 28 weeks. The cups are of pressed steel, 16 inches 
long by 8 inches wide, placed 18 inches apart, and have a life of 52 weeks. 
The height of lift is 70 feet, capacity 300 tons per 24 hours, and it requires 15 
horse-power. From (13), (14), and (17); delivers to (16), 

16. Trommel having 3.5-millimeter round holes punched in steel plate, 
a length of 78 inches, a diameter of 42 inches, and a slope of 1.25 inches per foot. 
It makes 12 revolutions per minute. The screen lasts 65 days. From (15); 
delivers oversize, via storage tank, to (17) and undersize to (18). 

17. Wet rolls, 16 X 36 inches, crushing to 3.5 millimeters. Made by Allis- 
Chalmers Company. The shells are of Midvale steel, weigh 3,800 pounds per 
pair before using, 450 pounds per pair after using, and last 70 days. The thick- 
ness before using is 3 inches, after using 0.75 to 1.0 inch. The rolls are set 0.125 
inch apart, make 70 revolutions per minute, and crush 300 tons per 24 hours. 
From (16); deliver crushed ore to (15). 

18. Two trommels with 2-millimeter round holes punched in steel plate 
which lasts 55 days. Other details as in (16). From (12) and (16); deliver 
oversize to (19) and undersize to (20). 

19. Four Harz 3-sieve jigs. Each sieve is 22 X 34 inches, of 5 mesh, 14 
brass wire, and has an opening of 3,5 millimeters. The plungers, 22 X 34 inches, 
make 200 strokes per minute. Length of plunger stroke in first compartments 
is 0.5 inch, in second compartments 0.375 inch, and in third compartments 
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(18), fed with 3.5 to 2.0-inillimeter stuff ; deliver the first and second dischar 
and hutch products, as concentrates, to (41) ; the third discharges and hu 
products, as middlings, to (22); and the tailings to waste. 

20. Two trommels with 1-millimeter diagonal slotted holes and ot 
details as in (16). From (18); deliver oversize to (21) and undersize to (2 

21. Four Harz 3-sieve jigs. Each sieve is 22 X 34 inches, of 6 mesh, 
brass wire and has an opening of 2.5 millimeters. The plungers, 22 X 34 incl 
make 250 strokes per minute. Length of plunger stroke in first compartme 
is 0.375 inch, in second compartments is 0.25 inch, and in third compartme 
is 0.375 inch. There is no water in the feed, but water is added to jigs. Fr 
(20), fed with 2.0 to 1.0-millimeter stuff; deliver the first and second dischar 
and hutch products, as concentrates, to (41); the third discharges and hu 
products, as middlings, to (22) ; and the tailings to waste. 

22. Two elevators with 10-ply belts, 17 inches wide, having a life of 52 wee 
The cups are of pressed steel, 16 inches long by 8 inches wide, placed 20 inc 
apart, and have a life of 52 weeks. The height of lift is 32 feet and speed ^ 
feet per minute. From (19), (21), (25), and (27); deliver to (23). 

23. Two trommels with 1.33-millimeter round punched holes (10 mes 
From (22); deliver oversize to (24) and undersize to (25). 

24. Four Harz 3-sieve jigs. Each sieve is 22 X 34 inches, of 6 mesh, 
brass wire, and has an opening of 2.5 millimeters. The plungers, 22 X34 incl 
make 240 strokes per minute. Length of plunger stroke in first compartmeni 
0.375 inch, in second compartments 0.25 inch, and in third compartments C 
inch. Water with feed and also added to jigs. From (23) ; deliver all th 
discharges and hutch products, as concentrates, to (41) and the tailings to wa 

25. Four Wilfley tables, making 240 0.75-inch strokes per minute. Fi 
(23) and (25); deliver concentrates to (42), middlings to (25), slimes to(J 
and tailings to waste. 

26. Two Calumet classifiers with 4 pockets each. From (20), fed v 
.1 to 0-millimeter stuff; deliver first spigots to (27), second spigots to (28), tl 
spigots to (29), fourth spigots to (30), and overflows to (31). 

27. Two Wilfley tables, making 240 0.625-inch strokes per minute. Fi 
(26); deliver concentrates to (42), middlings to (22), slimes to (35), and taili 
to waste. 

28. Two Wilfley tables making 240 0.5-inch strokes per minute. F] 
(26); deliver concentrates to (42), slimes to (35), and tailings to waste. 

29. Two Wilfley tables making 240 0.5-inch strokes per minute. Fj 
( 26) ; deliver concentrates to (42) , slimes to (35) , and tailings to waste. 

30. Two Wilfley tables making 240 0.5-inch strokes per minute. Fi 
(26); deliver concentrates to (42); slimes to (35), and tailings to waste. 

31. Two distributors. From (26); deliver to (32). 

32. Eight cone settlers. Diameter at top 8 feet and depth 6 feet 4 inc 
The angle of the sides is 60° from the horizontal. The discharge is 1.25 inc 
pinched to 0.375 inch. From (31); deliver settlings to (33) and overflowi 
(35). 

33. Distributor. From (32); delivers to (34). 

34. Four Wilfley slime tables. From (33); deliver concentrates to ( 
slimes to (35), and tailings to waste. 

Slimes Department. 

35. Sump which is a wooden tank 10 feet in diameter by 8 feet deep. F 
(25), (27), (28), (29), (30), (32), (34), (40), and drainings from jig concentra 
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36. Centrifugal pump. Size of suction is 8 inches, discharge 6 inches, and 
the lift is 40 feet. This is a common cast-iron pump without lining and lasts 
52 weeks. From (35); delivers to (37). 

37. Eight slimes-settling tanks which are cylinders with conical bottoms. 

Diameter 10 feet, depth to top of cone 4.5 feet, and total depth 10 feet. From 
(36) ; deliver settlings to (39) and overflows to (38) . , 

38. Tank of 3,600 gallons capacity from which all jig wash water is supplied. 
From (37). 

39. Distributor. From (37); delivers to (40). 

. 40. Four Wilfley slime tables using short, quick strokes. From (39) ; deliver 
concentrates to (42), slimes to (35), and tailings to waste. 

41. Launder to basement. Receives all jig concentrates from (13), (14), 
(19), (21), and (24); delivers, automatically, via tram and cars, to smelter. 

42. Launder for all table concentrates. From (25), (27), (28), (29), (30), 
(34), and (40) ; delivers, via receiving box and tram, to railroad cars and smelter. 

All tailings launders are glass lined.®® 

The ore is said to average 4% copper and $2 per ton in gold and silver. The 
concentrates vary considerably, depending largely on the ore. Jig concentrates 
run as high as 25 to 30% copper and sometimes as low as 15%. The table 
concentrates usually run a little lower than the jig concentrates.^^^ The 
extraction is from 80 to 85% of the copper content of the ore. 

The labor includes besides the foreman, 1 roll man, 3 jig men, 2 trammers, 
1 table man, and 1 oiler, or a total for both sections of 8 men for each 8-hour 
shift and 2 men at the rock house at mine. 

Power and Water. 

Power for both mine and mill is supplied by three 300 horse-power Bab- 
cock and Wilcox, internal-superheating water-tube boilers, operated under 
170 pounds pressure. The feed water is distilled by passing through the sur- 
face condensers. An air compressor, and two 400-kilowatt Westinghouse 
turbine generators are operated. The breakers at the rock house are driven 
by a 75 horse-power Westinghouse induction motor and a similar 150 horse- 
power motor runs the mill machinery, with the exception of the tables, which 
have a separate 20 horse-power motor. 

Water is collected from Wah Wah springs by 4 miles of modern pipe and is 
conveyed 8 miles, through 12 and 14-inch pipe, to the reservoir above the mill. 
It is estimated that 1,200 gallons per minute are obtained. Approximately 
1,440 gallons of water are used per ton of ore treated and the amount of water 
that is pumped back after settling is about 50%. 

§ 1499. Mill No. 167. Utah Copper Company, Garfield Plant, Gar- 
field, Utah.^®^ — The mill has a capacity of 6,000 tons per 24 hours. The 
economic minerals are chalcocite and bomite, with a considerable quantity of 
chalcopyrite. Some gold and silver is present. The copper mineral is finely and 
uniformly disseminated throughout the porphyry gangue, necessitating fine grind- 
ing.^®^ The average content of the ore is 2% copper, 0.015 ounce gold, and 0.15 
ounce silver per ton of ore. The problem is to save the copper, gold, and silver. 

The mill is built in 12 sections, each having a capacity of 500 tons per 24 
hours. Six of these sections constitute a so-called ^^unit.^' The two units 
are exactly alike and each has its own coarse-crushing department, the term 
'"unit^^ being applied for identification purposes only and in order to describe 
one complete group of departments. 

The ore comes from Bingham Canyon,^®® a distance, by rail, of 27 miles, via 
Denver & Rio Grande Railroad, and goes to (1). 
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1. Scales. On cars, from mine; goes to (2). 

2. Coarse-ore storage bin, 600 feet long by 41 feet wide by 28 feet dee 
flat bottomed and holds 25,000 tons. Gates, 20 inches square, in two lines 
bottom, operated by compressed air. Cylinders 8 X 25 inches; 4-way i 
valve operated by hand. From (1); delivers to (3) or (5). 

3. Larries, electric cars of 5 tons capacity on two tracks below (2). Fro 
(2); deliver, via bin, to (4). 

One Unit Only, 

4. Two grizzlies, 6 feet wide by 10 feet long, with 1.5-inch spaces betwe 
the bars. From (3); deliver oversize to (5) and undersize to (6). 

5. Two Gates breakers of the 7.5 type, breaking to about 1.5 inch< 
The feed comes, via 6 air-operated gates, to each breaker. Three thousand to 
can go to the iDreakers from (2), if so desired, by gravity. From (2) or 
deliver crushed ore to (6). 

6. Two 24-inch elevators having speeds of 400 feet per minute, bucke 
8 X 24 inches, set 24 inches apart and elevating the ore 58 feet. From 0 
(5), and (8); deliver to (7). 

7. Four trommels, 4X9 feet, with screens having 1 .25-inch holes and 0.$ 
inch wires, slopes of 2 inches to the foot, and making 24 revolutions per minu 
From (6); deliver oversize to (8) and undersize to (9). 

8. Rolls, 20 X 54 inches, making 60 revolutions per minute with a spri 
pressure of 300,000 pounds. From (7); deliver crushed ore to (6). 

9. Twenty-four inch elevator having a speed of 375 feet per minute, bucke 
8 X 24 inches, set 24 inches apart and elevating the ore 59 feet. From (' 
delivers to (10). 

10. Two automatic samplers patterned after the “Vezin” type, exce 
that the cones are inverted so that the sample drops through the rim to t 
outside of the pan or inverted cone, and the main stream passes on throu 
an opening in the bottom. Cuts out 5% of the ore. From (9) of both uni 
deliver total sample, via screw conveyor, to (11) and reject to (13). 

11. Automatic sampler like (10). Cuts out 5%. From (10); deliv 
sample, via barrel-type mixer, to (12) and reject to (13). 

12. Automatic sampler like (10), Cuts out 5% or 0.25 pound of ore | 
ton milled. From (11); delivers sample to assayer and reject to (13). 

13. Two portable 24-inch conveyors 150 feet long and reversible, as 
travel of belts and frames, so as to discharge at any point over (14). Fran 
run on 2 tracks. From (10), (11), and (12); deliver to (14). 

14. Crushed-ore bin for both units, 600 feet long by 20 feet wide by 2 
feet deep. Bottom hoppered longitudinally. Bin has a total capacity of 15,( 
tons and is divided into halves for each unit. From (13) ; delivers, via gat 
11 inches square, to (15). 

One Section Only, 

15. Two automatic plunger feeders with plungers, 7X9 inches, dou 
acting and operated by eccentrics. Supported by guide rods,' the plungers w( 
freely in a 9 X 11-inch box, with a variable stroke of 4 inches, more or h 
and the eccentric makes 40 revolutions per minute. From (14) ; deliver to (1 

16. Twenty-four inch elevator having a speed of 360 feet per minute, bucke 
8 X 24 inches, and elevating the ore 54 feet. From (15) and (18); delivers 
(17). 

17. Four trommels, 3.33 X 7.5 feet, with rolled-slot wire-cloth screens h, 
ing 0.088-inch opening, slopes of 1.125 inches to the foot, and making 
revolutions per minute. From (16); deliver oversize to (18) and underg 

to riQV 
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18. Rolls, 15 X 37.5 inches, crushing to about 10 mesh and making SO revo- 
.tions per minute. From (17); deliver crushed ore to (16). 

19. Two dewatering screens, 4.66 feet long by 2.33 feet wide, with rolled- 
ot wire-cloth screens having O.OS8-inch openings and slopes of 45°. From 
L7); deliver oversize to (20) and undersize to (25). 

20. Six 2-compartment jigs with 20 X 30-ineh sieves having slotted holes 
,088 inch wide and plungers making 140 0.75-inch strokes per minute. From 
L9) and (25); deliver both hutch products to (21) and tailings to (22). 

21. Four Wilfiey tables making 245 0.875-inch throws per minute. From 
20); deliver concentrates to (34), middlings and tailings to (22). 

22. Twenty-four inch elevator having a speed of 400 feet per minute, 
uckets, 8 X 24 inches, and elevating the ore 58 feet. From (20) and (21) ; 
Olivers to (23). 

23. Three sheet-steel cylindrical feed-tanks, 10 feet in diameter and 8 feet 
igh. From (22); deliver spigots to (24) and overflows to (28). 

24. Three Garfield 6-foot Chili mills with rolled-slot wire-cloth screens hav- 
ig 0.027-inch openings. From (23); deliver pulp to (25). 

25. Two 4-spigot classifiers each having four expanding hoppers. From 

19) and (24); deliver first and second spigots to (20), third spigots to (31), 
)urth spigots to (27), and overflows to (26) and (28). 

26. Ten cone-tanks, 9.5 feet in diameter with 60° slopes. From (25) ; de- 
ver spigots to (29) and overflows to (33). 

27. Twenty Johnston vatmers with corrugated belts, 6 feet wide, and mak- 
ig 130 2-inch throws per minute. From (25) and (30) ; deliver concentrates 
D (34) and tailings to (32). 

28. Sixteen cone-tanks, 7 feet in diameter with 60° slopes. From (23) and 

20) ; deliver spigots to (29) and overflows to (33). 

29. Forty Johnston vanners with smooth belts, 6 feet wide, and making 120 
-inch throws per minute. From (26) and (28) ; deliver concentrates to (34) 
nd tailings to (30). 

30. Ten cone-tanks, 9.5 feet in diameter with 60° slopes. From (29) ; deliver 
pigots to (27) and (31), and overflows to (33). 

31. Thirt3^-two Johnston vanners with corrugated belts, 6 feet wide, and 
laking 130 2-inch throws per minute. From (25) and (30) ; deliver concentrates 
3 (34) and tailings to (32), 

32. Tailings launder and automatic sampler which consists of a cutter 
ringing across the entire width, and at the end, of the launder. This cut is 
lade every 6 minutes and takes out 5% of the stream during the time that the 
ut is actually being made. The actual sample taken is 1.2 pounds per ton of 
re treated and this sample is still further reduced by a rotating cutter, which 
ikes a second sample of 3% from the first sample. From (27) and (31); 
elivers to tailings dump. 

33. Settling pond for concentrates-bin overflow. From (26), (28), (30), and 
J5); delivers, periodically, to (35). 

34. Centrifugal pump. From (21), (27), (29), and (31) ; delivers, via launder, 
3 (35). 

35. Ten concrete concentrates-bins, 23 feet long by 15 feet wide by 11 feet 
eep, having drainage through bottoms to (33) and overflows, by launders, 
'om any bin to any other. From (33) and (34) ; deliver to (36) and drainage 
3 (33). 

36. Gantry clam shells load concentrates, from (35) into cars, whence they 
0 to smelter of the Garfield Smelting Company at Garfield. 

An approximate analysis of the crude ore and products follows: 
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Crude. 

Concentrates. 

Tailings. 

Copper 

Silica 

2.0(> percent 

67.00 “ 

2.50 “ 

0.25 “ 

25 to 30 percent 

20 “ 23 “ 

17 “ 20 “ 

0.43 percent 

Iron. 


Lime 


Molybdenum 

1.50 “ 

$5.00 per ton 

2.5 to 3 ounces iier ton 


Gold 



Silver 







Labor and Wages. 

The mill runs 7 days a week and 3 shifts per day. The base scale for opera- 
tors of machinery is $2.50 per 8-hour shift. Ordinary labor about the mill 
receives from $2 to $2.25 for the same length shift. Higher classed labor, such 
as the mechanical force, receive various higher rates, so that the average rate 
paid to all operators and employees is about $2.60. 

Power Plant. 

The building is of steel and brick, with an engine room about 290 feet long 
by 73 feet wide, in which are located two Allis-Chalmers compound-condensing 
steam engines, furnishing 1,250 kilowatts each, and three Nordberg compound- 
condensing steam engines, furnishing 2,000 kilowatts each, a total of 8,500 
kilowatts. 

There are 20 Heine boilers of 410 horse-power each, nominal rating, and 
carrying 175 pounds of steam. These are fired by two American stokers for 
each boiler and use artificial draft furnished by Buffalo fans. A 50 horse-power 
Ames automatic single-cylinder engine drives the stokers, and the coal, delivered 
in bins over the boilers, discharges into the stokers through 12-inclx pipes. 

The primary voltage of the generator is 4,000 volts, and a 42,000-volt cur- 
rent is sent over to Bingham, 17 miles distant. 

The total mill will require from 4,000 to 5,000 horse-power and, of this, 1,050 
horse-power will be required in pumping water to a height of 200 feet. The 
mine will require 500 horse-power and the Copperton mill, of 800 tons capacity, 
about 1,000 horse-power. 

Pumping Equipment. 

There are three 2-stage centrifugal pumps (D^Olier Engineering Company, 
Philadelphia, Pa.). No. 1 pumps 2,500 gallons per minute and is run by a 250 
horse-power, 4,000-volt induction motor. No. 2 pumps 3,500 gallons per minute 
and is run by a 350 horse-power, 4,000-volt induction motor. No. 3 pumps 
4,500 gallons per minute and is run by a 450 horse-power, 4,000 -volt, induction 
motor. 

Mr. Janney says that 1 ton of ore requires 6 tons of water, or 1 gallon per 
minute per ton in 24 hours. 

The vanners used are modeled after the Johnston suspended vanner as 
manufactured by the Risdon Iron Works. It has been found, by experiments, 
that the corrugated vanner belts make a better recovery with a coarse feed than 
the smooth vanner, and vice versa with the fine feed. 

The rolls and Chili mills were built after the design of the Engineering De- 
partment of the company. The object in using such coarse screens in the mills 
is to save sliming and wear, and increase the capacity. 

Mr. Jacklin^ believes in using flanged belt conveyors when the belt is to 
run up a steep incline; but on level work he thinks a perfectly flat belt, a little’ 
wider than absolutely necessary, is proper. He does not believe in using a nar- 
row belt and turning up the edges with pulleys, rollers, etc. It will be noticed 
that graded crushing is carried to the extr-eme in this mill. 
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§ 1500. Mill No. 168. Caucasus Mill, The Caucasus Copper Company 
Limited, Dzansaul, Kutais, Russia. — The capacity of the new mill is 500 
tons per 24 hours.^ The economic mineral is chalcopyrite in a siliceous gangue 
occurring in an impregnated stratum. Formerly wet concentration was used, 
but the ore slimed so badly, the silica in the concentrates was so high, and the 
iron content so low, that it was necessaiy to suspend operations and a Wetherill 
magnetic separating plant was installed. The crude ore averages 3.1% copper 
carrying small gold and silver values. The problem is to save the copper, gold, 
and silver. 

Tram cars with ore from the mine are dumped by revolving tipples to (1). 

1. Crude-ore storage bin. No. 1, having a capacity of 300 tons. From mine 
cars; delivers, via two gates and chutes, to (2). 

2. Two automatic shaking feeders, 6 feet long, having 1.5-inch perforations 
in the bottoms. From (1); deliver oversize to (3) and undersize to (4). 

3. Two breakers. No. 1, set to break to 2.5 inches. From (2); deliver 
crushed ore to (4). 

4. Twenty-inch belt conveyor having a conveying length of 100 feet 
and elevating the ore 17 feet. From (2), (3), and (11); delivers to (5). 

5. Grizzly with 1-inch spaces between tlxe bars, divided into three sections 
lengthwise, each 5 feet long, and having slopes of 40°. From (4); delivers 
oversize, via chute, to (6) and undersize, via chute, to (12). 

6. Thirty-eight inch belt conveyor used as a picking belt, having a 
conveying length of 95 feet and elevating the ore 14 feet. From (5) ; delivers 
hand-picked ore running 8% in copper or better, via chutes, to (7) and lower 
grade to (8). 

7. Rich-ore bins, No. 3, having a total capacity of 125 tons. From (6); 
deliver, via 3 gates and chutes, to tram cars and thence to (81). 

8. Sixteen-inch belt conveyor having a conveying length of 140 feet 
and elevating the ore 47 feet. From (6); delivers to (9). 

9. Storage bins, No. 2, having a total capacity of 250 tons. From (8) ; 
deliver, via two gates and chutes, to (10). 

10. Two automatic plunger feeders. From (9); deliver to (11). 

11. Two breakers. No. 2, set to break to 1 inch. From (10) ; deliver crushed 
ore to (4). 

12. Eighteen-inch belt conveyor having conveying length of 65 feet 

and elevating the ore 5 feet. From (5), weighed in transit by a Blake-Denison 
weigher and delivered to (13). 

is. Automatic sampler. From (12); delivers sample to (14) and reject 
to (17). 

14. Rolls, 14 X 24 inches. From (13); deliver crushed ore to (15). 

15. Sample floor. From (14) ; sample cut down, partial sample taken, and 
delivered to (16) while reject goes to (17). 

16. Sample grinder. From (15) ; delivers crushed sample to assayer. 

17. Sixteen-inch belt conveyor having a conveying length of 85 feet 
and elevating the ore 16 feet. From (13) and (15) ; delivers, via chute, to (18) 
or, if ore is dry, to (19). 

18. ^ Drying tower which is made up of a shaft furnace, 5 feet square by 40 
feet high, having horizontal bars running through it, six parallel layers all 
running in the same direction and one below the other, and then six similar layers 
running at right angles to the above, and so on until eight such units or 48 layers 
are represented. The ore is fed to this furnace with a bell-hopper feeder and, 
as it falls through the shaft, is well scattered by the staggered bars. Adjacent 
to this shaft is an oil-burning fire box, 2.5 feet deep by 5 feet wide and 25 feet 
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near the top. No bars are placed in the shaft near these entrance ports for th 
hot gases, which escape at the top of the shaft at one side of the feeder. Froi 
(17); delivers dry ore, via water-cooled screw conveyor and chute, to (19). 

19. Twenty-two inch belt conveyor having a conveying length of 22 
feet and elevating the ore 22 feet. From (17) or (18), (24), (25), (29), (33), an 
(34); delivers, via chute, to (20). 

20. Screening tower, No. 1, having screens with holes 0.5 inch, 0.1875 incl 
1.5 millimeters, and 0.5 millimeter. From (19); delivers, via chutes, 1.0 t 
0.5-inch material to (21), 0.5 to 0.1875-inch material to (26), 0.1875-inch t 
1.5-millimeter material to (30), 1.5 to 0.5-millimeter material to (35), and 0. 
to 0.0-millimeter material to (52). 

'21. Two 16-inch belt conveyors and having conveying lengtl 

of 25 feet and running level. From (20); deliver, via chutes, to (22). 

22. Sixteen-inch belt conveyor having a conveying length of 243 fee 
and elevating the ore 51 feet. From (21); delivers to (23) or, when (23) 
full, to (24). 

23. Bin, No. 4, having a capacity of 125 tons. From (22) ; delivers, via tw 
gates, chutes, and automatic feeders, to (25). 

24. Bin, No. 6, having a capacity of 60 tons. From (22) and (27) ; delivei 
to (19). 

25. Two rolls. No. 1, crushing to 0.5 inch. From (23); deliver crushed oi 
to (19). 

26. Two 16-inch belt conveyors and having conveying lengtl 
of 30 feet and running level. From (20); deliver, via chutes, to (27). 

27. Sixteen-inch belt conveyor having a conveying length of 190 fe( 
and elevating the ore 51 feet. From (26) ; delivers to (28) or, w'hen (28) is ful 
to (24). 

28. Bin, No. 5, having a capacity of 125 tons. From (27) ; delivers, via tw 
gates, chutes, and automatic feeders, to (29). 

29. Two rolls. No. 2, crushing to 0.1875 inch. From (28); deliver crushe 
ore to (19). 

30. Sixteen-inch belt conveyor having a conveying length of 25 fe( 
and running level. From (20); delivers, via chute, to (31). 

31. Sixteen-inch belt conveyor having a conveying length of 22 

feet and elevating the ore 45 feet. From (30) ; delivers to (32) or, when (3S 
is full, to (33). 

32. Bin, No. 7, having a capacity of 100 tons. From (31) ; delivers, via tw 
gates, chutes, and automatic feeders, to (34). 

33. Bin, No. 8, having a capacity of 60 tons. From (31); delivers to (19 

34. Two rolls, No. 3, crushing to 1.5 millimeters. From (32); deliv< 
crushed ore to (19). 

35. Sixteen-inch belt conveyor having a conveying length of llOfec 
and elevating the ore 32 feet. From (20); delivers either to (36) or (40). 

36. Sixteen-inch belt conveyor having a conveying length of 27 fe< 

and elevating the ore 11 feet. From (35); delivers to (37). 

37. Sixteen-inch belt conveyor having a conveying length of 127 fe( 
and elevating the ore 15 feet. From (36) ; delivers to (38). 

38. Storage bin. No. 10, having a capacity of 750 tons. From (37) ; deliver 
via 7 gates, chutes, and automatic feeders, to (39). 

39. Sixteen-inch belt conveyor “R 2 '' having a conveying length of 125 fee 
and elevating the ore 7 feet. From (38) via traveling plunger feeder and di 
tributor; delivers to (40). 

40. Sixteen-inch belt conveyor '^N 2 " having a convej-’ing length of 95 fe< 
and elevatinff the ore 35 feet. From fSS') and ('39') : delivers, via chutes, to (41 
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41. Sixteen-inch belt conveyor having a conveying length of 178 feet 

nd elevating the ore 29 feet. From (40); delivers to (42). 

42. Three bins.. No. 12, each having a capacity of 12 tons. From (41); 
ach delivers, via two automatic worm feeders, to (43). 

43. Twelve mechanical roasters, No. 2, of the Herreshoff type with six 
learths each, using crude oil for fuel. From (42); deliver roasted ore to (44). 

44. Swinging conveyor, No. 1, 1,136 feet long and water-cooled. From 
43): delivers cool ore, via chute, to (45). 

45. Sixteen-inch belt conveyor having a conveying length of 12S 

eet and elevating the ore 42 feet. From (44); delivers, via chute, to (46). 

46. Screen tower, No. 2, having screens with 0.5-millimeter holes. From 
45); delivers oversize to (47) and undersize to (63). 

47. Sixteen-inch belt conveyor “Ug’’ having a conveying length of 159 
eet and elevating the ore 27 feet. From (46); delivers either to (4S) or (66). 

48. Storage bin. No. 16, having a capacity of 75 tons. From (-17) ; delivers, 
da 5 automatic feeders, to (49). 

49. Five Wetherill roll-type magnetic sepai-ators. From (4S); deliver 
concentrates to (50), middlings, via chute, to (68), and tailings to (51). 

50. Concentrates bin having a capacity of 25 tons. From (49) and (67) ; 
lelivers, via tram cars and track scales, to (82). 

51. Tailings bin having a capacity of 75 tons. From (49) and (67) ; delivers, 
da tram cars and track scales, to the tailings dump. 

52. Sixteen-inch belt conveyor having a conveying length of 106 feet 
ind elevating the ore 32 feet. From (20); delivers either to (53) or (57). 

53. Sixteen-inch belt conveyor '^N'l'’ having a conveying length of 21 foot 
ind elevating the ore 9 feet. From (52); delivers to (54). 

54. Sixteen-inch belt conveyor having a conveying length of 122 feet 
ind elevating the ore 15 feet. From (53) ; delivers to "(55) . 

55. Storage bin, No. 9, having a capacity of 700 tons. From (54) ; delivers, 
da seven gates, chutes and automatic feeders, to (56). 

56. Sixteen-inch belt conveyor having a conveying length of 125 feet 
ind elevating the ore 7 feet. From (55) via traveling iDlunger h'cder and dis- 
;ributor; delivers to (57). 

57. Sixteen-inch belt conveyor ''N/' having a conveying length of 59 feet 
ind elevating the ore 22 feet. From (52) and (56); delivers, via chute*, to (58). 

58. Sixteen-inch belt conveyor '"Oj” having a conve^dng length of lcS5 feet 
md elevating the ore 29 feet. From (57); delivers to (59). 

59. Three bins. No. 11, each having a capacity of 12 tons. From (58); 
3ach delivers, via two automatic worm feeders, to (60). 

60. Twelve mechanical roasters, No. 1, of the Herreshoff typo, with six 
learths each, using crude oil for fuel. From (59); deliver roasted ore to (61). 

61. Swinging conveyor No. 2, 91 feet long and water-cooled. From (60); 
ielivers to (62). 

62. Swinging conveyor, No. 3, 50 feet long and water-cooled. From (01); 
ielivers cool ore, via chute, to (63). 

63. Sixteen-inch belt conveyor having a conveying length of 150 

■eet and elevating the ore 17 feet. From (46) and (62); delivers, via chute, 
to (64). 

64. Sixteen-inch belt conveyor having a conveying length of 159 feet 
ind elevating the ore 27 feet. From (63); delivers either to (65) or (79). 

65. Sixteen-inch belt conveyor From (64); delivers to (66). 

66. Storage bin, No. 15, having a capacity of 100 tons. From (47), (65), 

md (73^; delivers, via automatic feeder, to (67). ^ 
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centrates to (50), middlings, which are made only when treating 0.5 to 1.5- 
millimeter material, via chute, to (68) and tailings to (51), 

68. Sixteen-inch belt conveyor ‘"Y” having a conveying length of 87 feet 
and elevating the ore 6 feet. From (49) and (67); delivers to (69). 

69. Sixteen-inch elevator elevating the ore 81 feet. From (68) and 
(72); delivers, via chute, to (70). 

70. Screen tower. No. 3, having screens with 0.75-millimeter holes. From 
(69); delivers oversize to (71) and undersize to (73). 

71. Bin, No. 17, having a capacity of 100 tons. From (70); delivers, via 
two automatic feeders, to (72). 

72. Two middlings re-crushing rolls, No. 4. From (71); deliver crmhed 
ore to (69) . 

73. Sixteen-inch belt conveyor having a conveying length of 37 feet 

and elevating the ore 10 feet. From (70); delivers either to (66) or (74). 

74. Sixteen-inch belt conveyor From (73); delivers to (75). 

75. Storage bin. No. 14, having a capacity of 50 tons. From (74) ; delivers 
via three automatic feeders, to (76). 

76. Three Wetherill belt-type magnetic separators, Nos. 11, 12, and 13 
From (75); deliver concentrates to (77) and tailings to (78). 

77. Concentrates bin having a capacity of .50 tons. From (76) and (80) 
delivers, via tram cars and track scales, to (82). 

78. Tailings bin having a capacity of 150 tons. From (76) and (SO) 
delivers, via tram cars and track scales, to the tailings dump. 

79. Storage bin, No. 13, having a capacity of 150 tons. From (64) ; delivers 
via ten automatic feeders, to (SO). 

80. Ten Wetherill belt-type magnetic separators. Nos. 1 to 10. Fron 
(79); deliver concentrates to (77) and tailings to (78). 

81. Relay bin having a capacity of 7 tons. From (7); delivers, via tran 
cars and track scales, to (82), 

82. Five loading-station bins. From (50), (77), and (81); deliver, via rope 
way, to smelter. 

An auxiliary boiler is maintained in the roasting department for the atomiza 
tion of oil to the roasters by means of steam. The oil is delivered from a larg 
tank to which it is pumped. There is an exhaust fan for the fine-crushinj 
department which discharges into a Cyclone dust-collector. Dust is taken fror 
the collector and delivered, via tram cars, to a storage bin. There is also 
dust collector near the bottom' of the stack for the roasters and it delivers, vi 
tram cars, to storage bins. 

Power. 


In the power station there are six 125 horse-power boilers, fed by two fee 
pumps, and delivering steam to three 250 horse-power engines which in tur 
drive three lS5-kilowatt generators. Switchboards and stepdown transformei 
deliver current to the various motors as follows: 


One 176 horse-power motor drives (19), (22), (25), (27), (29), (31), (34), and the exhaust fan. 

“ 130 “ - “ “ “ (2), (3), (10), and (11). 

“ 100 “ “ “ “ (47), (49), (64), (05), (67), (68), (09), (72), (73), (74), (76), and (80). 

“ 50 “ “ “ (41), (43), (44), (45), (68), (60), (61), (62), and (63). 

“ 50 “ “ “ “a 34-kilowatt direct-current generator to furnish exciting current for the magnetic sep 


“ 25 

“ 10 
“ 10 
“ 5 

10 iss 


horse-power motor drives 


‘ (39), (40), (62), (53), (64), (66), and (57). 

. in the forge and machine shop. 

(14), (16), and (17). 

. (30). 


mi* 


j, J.1 


. 


-1 :j.i- -re j rx: 


- 1-1 X 



1864 


ORB DRESSING, 


Mill 169, § 1501 


and forge and machine shops. All tramming is performed by electric loco- 
motives and cars. 

All measurements as to capacity of bins, dimensions and elevations of con- 
veyors, etc., were taken from blue-prints and may not be accurate, but are 
closely so. A peculiar feature of this mill lies in the fact that there is but one 
elevator. 


§ 1501. Mill No. 169. Giroux Consolidated Mines Company, Ely, 
Nevada.®® — This mill has a capacity of 800 tons per 24 hours. The ores con- 
sist of two classes.^®® The first class, and probably the principal ore of the 
future, is made up of the economic mineral chalcopyrite in a monzonite gangue. 
Considerable chalcocite and a little melaconite are also present in this class of 
ore, which will run about 60% in silica and an average of Z% in copper. While 
the first class is composed of sulphides obtained from the lower workings, the 
second class is made up of oxidized ores in a talcose-quartz gangue and averages 
about 18% in copper. Some ore running still higher in copper is also con- 
centrated, but most of the ore running 18%, or better, in copper is sent direct 
to the smelter. Gold and silver are present in variable amounts and, together 
with the copper minerals, make up the economic values. The problem, there- 
fore, is to save the copper, gold, and silver values. The mill was built by the 
Traylor Engineering Company.^^ Ore from the mine is delivered, via tram 
cars, to (1). 

1. Square bin with a 30 X 40-inch ore gate in the bottom and a capacity 
of 1,500 tons. From the mine; delivers to (2). 

2. Blake breaker with a 15 X 24-inch jaw opening, making 250 thrusts 
per minute. From (1); delivers crushed ore to (3). 

3. Square bin with a 20 X 24-inch ore gate in the bottom and a capacity 
of 800 tons. From (2); delivers to (4). 

4. Fourteen-inch plunger feeder. From (3) and (13); delivers to (5). 

5. Steel chain elevator with 24-inch cast-iron buckets placed 18 inches apart. 
From (4); delivers to (6). 

6. Square mill- bin with a 20 X 24-inch ore gate in the bottom and a capacity 
of 1,000 tons. From (5); delivers to (7). 

7. Eourteen-inch plunger feeder. From (6); delivers to (8). 

8. Trommel, 3.5 X 6 feet, making 25 revolutions per minute and having 
0.25-inch round punched holes. From (7) ; delivers oversize to (9) and under- 
size to (10). 

9. Traylor rolls, 14 X 42 inches, making 90 revolutions per minute. Prom 
<,8); deliver crushed ore to (10). 

10. Elevator with a rubber belt having 16-inch cast-iron buckets placed 
18 inches apart. From (8) and (9); delivers to (11). 

11. Sampler, 48 inches in diameter. From (10); delivers sample to (12) 
and reject to (13). 



13. Two trommels, 42 X 104 inches, making 25 revolutions per minute and 
having two screening sections. The first screen is of wire cloth and has 4 meshes 
to the inch, the second is of wire cloth and has 20 meshes to the inch. From 
(11) and (12); deliver the material on 4 mesh to (4), material between 4 and 
20 mesh to (14), and material through 20 mesh to (2F. 

14. Traylor quintiplex jigs with 2 X 4-foot screens having 4, 6, 8, and 12 
meshes to the inch and a capacity of about 500 tons per 24 hours. From (13) • 
deliver concentrates to (34) and tailings to (16). 

Dewatering wheel. From (14); delivers sand to (16) and water to 

( 25 ). 
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16. Rigid rolls, 14 X 42 inches, making 90 revolutions per minute. From 
(15); deliver crushed ore to (17). 

17. Elevator with a rubber belt having 16-inch cast-iron buckets placed 
18 inches apart. From (16); delivers to (18). 

18. Four single-unit Centripact screens with 20 meshes to the inch. Run 
wet. From (17) ; deliver oversize to (19) and undersize to (21). 

19. One 6-foot Chili mill with a screen having 20 meshes to the inch. From 
(18); delivers crushed ore to (20). 

20. Two 4-inch centrifugal pumps. From (19); deliver to (21). 

21. Six single-unit Centripact screens with 30 meshes to the inch. Run 
wet. From (13), (18), and (20); deliver oversize to (22) and undersize to (25). 

22. Ninteeen Wilfley tables. From (21); deHvnr concentrates to (34), 
middlings to (33), and tailings to (23). 

23. Two 4-spigot Traylor mechanical classifiers. From (22), (26), (28), and 
(33); deliver overflows to (29) and spigots, as tailings, to (24). 

24. Tram cars. From (23) ; deliver to dump. 

25. Two redwood settling-tanks, 16 feet long by 6 feet deep by 6 feet wide 
at the top and tapering to a point at the bottom. From (15) and (21); deliver 
spigots to (26) and overflows to (27). 

26. Nineteen Wilfley tables. From (25) ; deliver concentrates to (34) and 
tailings to (23). 

27. One redwood slimes-tank with details as in (25). From (25); delivers 
spigot to (28) and overflow to (29). 

28. Six Frue vanners making 150 0.5-inch throws per minute. From (27) ; 
deliver concentrates to (34) and tailings to (23). 

29. One redwood settling-tank with details as in (25). From (23) and (27) ; 
delivers spigot to (32) and overflow to (30). 

30. One Triplex pump, 7X8 inches. From (29); delivers to (31). 

31. Two redwood settling-tanks with details as in (25). From (30); deliver 
spigots to (32) and overflows to (35). 

32. Slimes dump. From (29) and (31). 

33. Four Wilfley tables. From (22) ; deliver concentrates to (34) and tail- 
ings to (23). 

34. Concentrates bin. From (14), (22), (26), (28), and (33); delivers to 
smelter. 

35. Mill-water feed tank, made of redwood and holding 100,000 gallons of 
water. From (31); delivers water to mill system. 

The concentrates run about 22% in copper, 0.26 ounce in gold, and 2.25 
ounces in silver per ton and represent a recovery of 86.7% of the values. 

Labor and Wages. 

The mill operates three 8-hour shifts per day and 7 days a week. The 
average wage is $3.75 per shift. 

Power and Water. 

One hundred and seventy-five horse-power is required to run the plant and 
this is developed by steam. 

The water comes from the various mine shafts and 1,000 gallons are required 
per ton of ore milled. Of this amount 800 gallons are conserved for re-use. 

§ 1502. Mill No. 170. Concentrator op the Steptoe Valley Smelting 
AND Mining Company, McGill, Nbvada.^®^ — The mill has a total capacity of 
4,000 tons per 24 hours and is divided into three units of two sections each.^^ 
The plant handles the ores from the Cumberland Ely Copper Company's mines 
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and from the mines of the Nevada Consolidated Copper Company in about equal 
proportions. The Cumberland Ely ore contains the minerals chalcocitc, pyrite, 
chalcopyrite, melaconite, magnetite, and limonite as well as gold and silver 
values occurring in a quartz-porphyiy gangue. This crude ore will assay about 
as follows: 3.49% in copper, 16% in iron, about 50 to 67% of which is in the 
form of pyrite and the remainder mostly as magnetite with a little limonite, 

0.01 ounce of gold, and 0.2 ounce of silver per ton. The Nevada Consolidated 
ore is of a similar nature and occurrence, with the following exceptions : In the 
crude state it will assay 2.3% in copper and 4% in iron which is wholly in the 
form of pyrite, no magnetite or limonite being present. 

The economic minerals, in each case, are evenly and finely disseminated 
throughout the gangue which necessitates fine crushing. The problem is to 
save the copper, gold, and silver values. 

Each unit is composed of two similar sections. One section only will be de- 
scribed. The Cumberland Ely ores are screened at the mine while the Nevada 
Consolidated ores are screened at the concentrator. Ore from the mine goes to 
(!)• 

1. Shaking grizzly, 4x7 feet, with 2.125-inch spaces between the bars which 
have a slope of about 18.5° and make 60 throws per minute. From the mine; 
delivers oversize to (2) and undersize to (3). 

2. Two No. 7.5 McCully gj'-ratory breakers. From (1) ; deliver crushed ore 
to (3). 

3. Eighteen-inch belt conveyor. From (1), (2), and (5) ; delivers, via auto- 
matic distributor, to (6). 

4. Ore bin, 30.5 feet wide by 19.25 feet deep by 189 feet long. For ore from 
the Cumberland Ely Copper Company's mines. From the mine, in railroad 
cars; delivers, via (^ast-iron gates, into a mounted hopper whi(‘h c‘arries an 
electrically-driven Challenge feeder. The hopper and feeder travel the length 
of the bin and discharge onto (5). 

5. Eighteen-inch Robins belt conveyor running at right angles to (3). 
From (4); delivers to (3). 

6. Automatic sampler. From (3); delivers sample to assay er and rejects 

7. Distributing bin, 11 feet wide by 10 feet deep by 32 feet long, common 
to two sections. From (6) ; delivers, via automatic Challenge feeder making 
7 revolutions per minute, to (8). 

8. Trommel, 42 X 84 inches, with 0.625-inch round holes and making 18 
revolutions per minute.^ Driven by worm and wheel. From (7) ; delivers over- 
size to (9) and undersize to (10). 

9. Allis-Chalmers style '‘A" rolls, 15 X 36 inches, making 81 revolutions 
per minute and using Midvale steel shells having a life of about 1 year. From 
(8); deliver crushed ore to (12). 

10. Trommel, 42 X 72 inches, with 0.375-inch round holes and making 18 
revolutions per minute. Driven by worm and wheel. From (8); delivers 
oversize to (11) and undersize to (12). 

11. Allis-Chalmers style B " rolls, 14 X 36 inches, making 98 revolutions per 
minute, and using Midvale steel shells having a life of about 1 year. From (10) 
and (13); deliver crushed ore to (12). 

12. Two 20-inch elevators with 10-ply belts, speeds of 365 feet per minute, 
and malleable-iron buckets, 6 X 7 X 18 inches, set 20 inches apart. One is 
used and one held as a spare. From (9), (10), (11), (15), (17), (18), and (19); 
deliver to (13). 

13. Trommel, 42 X 42 inches, divided into two sections with 0.1875-inch and 

o 1 ner : l. • i. ^ 't • rs ii» 
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Driven by worm and wheel. ^ From (12); delivers material larger than 0.312^ 
inch to (11), 0.3125 to 0.1875-inch material to (15), and material through 0.187^ 
inch to (14). 

14. Eight trommels, 3X6 feet, with 2-millimeter round holes and making 
IS revolutions per minute. Driven by worm and wheel. From (13) ; delive: 
oversize to (19) and undersize to (20). 

15. Three Traylor jigs with brass cloth sieves, 20 X 30 inches, of 5 mesh 
14 wire. The plungers make 170 strokes per minute. From (13); delive: 
discharges to (40) ; hutch products, if rich enough, to (40) but if not rich enougl 
to (12); and tailings to (16). 

16. Dewatering screen, 3X3 feet, with 2-millimeter round punched hole! 
and making 18 revolutions per minute. From (15) and (19) ; delivers oversiz( 
to (17) and undersize to (18). 

17. Allis-Chalmers style '"B’’ rolls, 14 X 36 inches, making 114 revolution! 
per minute, and using Midvale steel shells having a life of about 1 year. Fron 
(16); deliver crushed ore to (12). 

18. V-shaped settling tank, 3.5 feet wide by 4 feet deep by 7 feet long 
From (16) ; delivers settlings to (12) and overflow to waste. 

19. Nine Traylor jigs with brass cloth sieves of 8 mesh, 17 wire. From (14) 
deliver discharges to (40) ; hutch products, if rich enough, to (40) but if not riel 
enough to (12); and tailings to ^6). 

20. Eight 2-spigot Richards^ vortex classifiers. From (14); deliver th< 
first spigots to (21), second spigots to (22), and overflows to (26). 

21. Nine No. 5 Wilfley tables making 240 thrusts per minute. Fron 
(20); deliver concentrates to (40), slimy headwaters to (23) or waste accord 
ing to the ability of the tanks to settle the water, and tailings to (23) o 
waste. 

22. Ten No. 5 Wilfley tables. From (20); deliver concentrates to (40) 
slimy headwaters to (23) or waste according to the ability of the tanks to settL 
the water, and tailings to (23) or waste. 

23. Four 8-foot Callow tanks. From (21) and (22) ; deliver spigots to (24 
and overflows to waste. 

24. Four 6-foot Huntington mills crushing through slotted punched screen 
with 20 meshes to the inch and making 65 revolutions per minute. Only tw< 
or three of these mills are in use at one time. From (23) and (27) ; deliver pul] 
to (25). 

25. Two 18-inch elevators with 8-ply belts having speeds of 375 feet pe 
minute and malleable-iron buckets, 5 X 6 X 16 inches, set 2 feet apart. Onl; 
one used, one being held as a spare. From (24); deliver to (26). 

26. Two dewatering tanks. From (20) and (25) ; deliver pulp to (27) an( 
overflows to (28). 

27. Five double Callow screens with 30 meshes to the inch. From (26) 
deliver oversize to (24) and undersize to (28). 

28. Four 4-compartment Spitzkasten. From (26) and (27) ; deliver- the firs 
and second spigots to (29), third spigots to (30), fourth spigots to (31), and ovei 
flows to (32). 

29. Eight No. 5 Wilfley tables. From (28) ; deliver concentrates to (40) 
slimy head waters to (35), and tailings to (33). 

30. Four No. 5 Wilfley tables. From (28); deliver concentrates to (40) 
slimy head waters to (35), and tailings to (33). 

31. Eight No. 5 Wilfley tables.^ From (28); deliver concentrates to (40] 
slimy headwaters to (35), and tailings to (33). 

32. Ten 8-foot Callow tanks. From (28) ; deliver spigots to (34) and ove] 
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33. Eight S-foot Callow tanks. From (29), (30), and (31); deliver spigots 
to (36) and overflows to waste. 

34. Twenty No. 5 Wilfley tables. From (32); deliver concentrates to (40), 
slimy headwaters to (35), and middlings and tailings to (38). 

35. Eight 8-foot Callow tanks. From (29), (30), (31), and (34); deliver 
spigots to (37) and overflows to waste. 

36. Sixteen Allis-Chalmers 6-foot Frue vanners with corrugated belts. 
Make 190 throws per minute. From (33); deliver concentrates to (40) and 
tailings to waste. 

37. Sixteen Allis-Chalmers G-foot Frue vanners with smooth belts. Make 
190 throws per minute. From (35); deliver concentrates to (40) and tailings 
to waste. 

3S. Eight 8-foot Callow tanks. From (34) ; deliver spigots to (39) and over- 
flows to waste. 

39. Sixteen Allis-Chalmers 6-foot Frue vanners with smooth belts. Mak(^ 
190 throws per minute. From (38); deliver concentrates to (40) and tailings 
to waste. 

40. Two steel concentrates-bins, 28 feet in diameter and 6 feet deep, with 
cocoa matting in the bottoms to act as filters. From (15), (19), (21), (22), 
(29), (30), (31), (34), (36), (37), and (39); deliver, via Blaisdoll excavator, 
through centers into 10-ton hopper-bottomed steel cars which go to the smelt(*r. 
The water goes to waste. 

There are two tailings launders passing along the ends of the unit and each 
attached to the automatic sampler, so that different ores may be run in th(^ 
unit at the same time. The automatic sampler delivers the sample to thc^ 
assayer and rejects to waste. 

§ 1503. Mill No. 171. CoNCENTRATOit No. 6 of the Ahizona Conmi 
Company, Limited, Morenci, Arizona. — The capacity of this mill is about 
700 tons per 24 hours.^ The company has five other concentrators in ojx^ra- 
tion, the capacity of each varying from 200 to 400 tons per 24 hours.^ The 
economic mineral, chaleocite, is finely^ disseminated through a siliceous gangiuL 
The ore runs about 3.25% in copper with slight values of gold and silver present. 
Some oxide and carbonate copper minerals are also present. The problem is 
to save the copper. The ore, loaded into cars at the mine, runs automatically 
on a trestle and is delivered to (1). 

1. Four 250-ton cylindrical steel-bins, each 31.25 feet high by 15.83 feet 
in inside diameter. The circular steel shells rest on, and are anchored to, 
octagonal concrete foundations which also act as bottoms. From the mine 
cars; deliver, via hoppers, to (2). 

2. One of two coarse-ore shaking feeders of the swinging type operat('d by 
a Wilfley motion and making 100 1.75-inch throws per minute. Has a slope 
of 3.75 inches to the foot. S>om (1); delivers to (3). 

3. One of two Blake-type Farrell breakers wuth an 18 X 36-inch jaw open- 
ing making 250 thrusts per minute and breaking to three inches. From (2) ; 
delivers crushed ore to (4), 

4. One of two bumping feeders of the suspended type operated by a revolving 
cam at 118 throws per minute. From (3); delivers to (5). 

5. One of two Chalmers and Williams Cornish-tj^’pe rolls, 16 X 42 inches, 
making 73 revolutions per minute and crushing to 1.25 inches. From (4); 
delivers crushed ore to (6). 

6. One 18-inch horizontal Stephens-Adamson belt conveyor with a con- 

veying length of 44 feet and a speed of 343 feet per minute. From (5) ; delivers 
to (7). _ 

*7 1 Q—I'maL A V^a 1+ »r»r?’4'T\ a 
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length of 315 feet, a slope of 25°, and a speed of 360 feet per minute. From 

(6) ; delivers to (8). 

8. One of two 50-ton cylindrical steel-bins, each 18 feet high by 9.5 feet in 
diameter. Timber bottoms, with discharge openings, 24 X 30 inches. From 

(7) ; delivers to (9). 

9. One of two fine-ore shaking feeders of the suspended type operated by a 
Wilfley motion and making 120 throws per minute. Has a slope of 3.25 inches 
to the foot. From (8); delivers to (10). 

10. Two of three trommels, 4X9 feet, each divided into three sections. Two 
sections have 0.625-inch screens and one has a 1.25-inch screen. Have slopes 
of 4 inches in 17 feet and speeds of 36 revolutions per minute. From (9) and 
(14); deliver 0.625 to 0-inch material to (11), 1.25 to 0.625-inch material to 
(12), and the oversize to (13). 

11. One of two 5-compartment Hancock jigs. The first 2.67 compartments 
have 0.25-inch punched-plate screens and the last 2.33 compartments have 0.5- 
inch punched-plate screens with three or four 0.625-ineh holes in each, 4X9- 
inch pocket in the last of the third compartment and the first of the fourth. 
The plungei’s make 175 strokes per minute and the driving shaft makes 58.33 
revolutions per minute. From (10); delivers concentrates to (30), middlings 
to (14), tailings to (15), and overflow to (31). 

12. One of two double-compartment Harz jigs with 0.1S75-inch punched- 
plate screens. The plungers, 2 X _2.75 feet, make 2.125-inch strokes and the 
eccentric shaft makes 137 revolutions per minute. From (10) ; delivers con- 
centrates to (30) and tailings to (15). 

13. One of two rolls crushing to 0.75 inch and with other details as in (5). 
From (10); deliver crushed ore to (14). _ 

14. One of two vertical elevators having a belt speed of 358 feet per minute, 
and buckets, 7 X 14 inches, spaced 21 inches apart, which elevate the ore 38.5 
feet. The pulleys are 14 X 36 inches. From (11) and (13); delivers to (10). 

15. Three of four special heavy-pattem 6-foot Huntington mills made by 
Chalmers and Williams. Crush through 5-millimeter screens and make 60 
revolutions per minute. The mills are geared three to one and fitted with 
12.5 X 32-inch pulleys. Each mill has a capacity of 250 tons per 24 hours. 
From (11) and (12); deliver pulp to (16). 

16. One of two 2-stago inclined elevators, having belt speeds of 377 feet 
per minute, slopes of 1.5 inches to the foot, and buckets, 9 X 24 inches, spaced 
21 inches apart, which elevate the ore 36 and 30 feet or a total of 66 feet. The 
pulleys are 24 X 36 inches. From (15) and (17); delivers to (17). 

17. One of two 5-compartment Hancock jigs. The first 2.67 compartments 

have 0.1875-inch punched-plate screens and the last 2.33 compartments have 
0.25-inch punched-plate screens. The plungers make 175 strokes per minute. 
From ^6); delivers concentrates to (30), middlings to (16), tailings to (18), 
and overflow to (31). _ 

18. Two of three Huntington mills crushing to 1.5 millimeters and with 
other details as in (15). From (17); deliver pulp to (19). 

19. One of two 5-compartment Hancock jigs. The first 2.67 compartments 
have S-mesh copper-wire screens, and the last 2.33 compartments have 3.5- 
millimctcr punched-plate screens. The plungers make_ 183 strokes per minute. 
From (18) and (20); delivers concentrates to (30), middlings to (20), tailings 
to (21), and overflow to (31). 

20. One elevator having buckets, 6 X 10 inches, which elevate the ore about 
18 feet. Twenty-four inch pulleys are used. From (19);_delivers to (19). 

21. Cone separator. From (19) ; delivers coarser material to (23) and finer 
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22. One of two vortical elcvatora having a belt speed of 3oS feet per minute 
and buckets, 9 X 24 inches, spaced 21 inches apart, which elevate the ore 21.5 
feet. The pulleys are 24 X 36 inches. From (21) and (24); delivers to (25). 

23. One of two vertical elevators having buckets, 7 X 14 inches, spaced 
21 inches apart, which elevate the ore about 14 feet. From (21) ; delivers to 

( 24 ). 

24. Two Huntington mills crushing through 1 -millimeter screens and having 
other details as in (15). From (23); dc'liver pulp to (22). 

25. Two 4-compartment hydraulic classifici-s. From (22) ; deliver the first 
spigots to (26), the second spigots to (27), the third spigots to (28), the fourth 
spigots to (29), and no overflows. 

26. Eleven No. 5 IMlficy tables making 249 strokes per minute. From (25) ; 
deliver concentrates to (30) and tailings to (31). 

27. Eleven 6-foot Frue vannei-s with corrugated bolts making 200 throws 
per minute. From (25); deliver concentrates to (30) and tailings to (31). 

28. Eleven 6-foot Frue vannem with smooth belts making 196 throws per 
minute. From (25); deliver concentrates to (30) and tailings to (31). 

29. Seventeen 6-foot Frue vanners with smooth belts making 200 throws 
per minute. From (25); deliver concentrates to (30) and tailings to (31). 

30. Three of six 100-ton settling bins. From (11), (12), (17), (1!)), (26), 
(27) , (28) , and (29) ; deliver drained concentrates, via cars, to smelter and water 
to (34). 

31. Automatic samplers. From (11), (17), (19), (26), (27), (28), and (29); 
deliver samples to assayer and n'jects to (32). 

32. Classifiers. From (31); deliver coarsen- material to (35) and finer ma- 
terial to ■ (33) . 

33. Twenty-four n-inforcod-concrotc tanks, each 16 feet deep by 9.5 fc-et 
in inside diameter with conical bottoms sloping at 53®. From (32) ; deliver 
clear water overflows to (34) and the thickened pulp to (35). 

34. Pump. From (30), (33), (35), and (36); delivers to mill service tank. 

35. Settling reservoir, 11 feet deep by 130 feet in diameter, divided into 
four compartments each capable of hokling 4,000 tons. Each compartment 
has a draining system and a filter bottom through which the remaining water 
is removed. A revolving cantilever crane, in the- center of the rc-sc-rvoir, with 
a 2.5-ton clam-shell bucket, removes the drained tailings. From (32) and (33) ; 
delivers drained tailings to (36) and water to (34). 

36. Two 150-ton bins, with filter bottoms, located at the foot of a two-track ■ 
incline of 35®, From (35) ; deliver tailings, via mine cars, to the mine for filling 
and the water to (34). 

The average saving for the 6 months ending March 31, 1908, was 78%. 

The ore is treated successively by three Hancock jigs and sampling, extend- 
ing over a period of about 2 months, gave the following average lesults; 


Number (11) Hancock jig, coarse feed . . . 

“ “ “ “ taillngfi . 

" (17) '* medium feed ... 

“ ** tailinga. 

:: <!?> ;; 


fine feed , 

“ tailings . 


8.54 pei^t coj^per 


2.18 

1.58 

1.64 

1.48 


4t 

44 


44 

«4 

44 


In each case the feed sample is enriched by the addition of the middlings 
product which is returned to the jig. During this time the mill showed an ex- 
traction of 76% of the total copper and, of this, 54% was taken out by the jig 
system which includes 3 Hancock jigs and the Harz jig. Allowing 7% for 
the Harz jig (12), this gives the extraction by the 3 Hancock Jigs alone as 47% 
of the total copper in the ore, or 62% of the copper extracted. This 47% 
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Number (11) or coarse Hancock 
“ (17) or middle “ 

“ (19) or fine “ 


. 29.0 percent 
. 13.0 “ 

. 5.0 “ 


Total 


47.0 “ 


Labor. 

The mill runs every day in the year excepting Christmas and July fourth, 
and regularly employs a total of 92 men per 24 hours on three 8-hour shifts. 
Both American and Mexican labor is employed per 24 hours as follows: 1 fore- 
man, 2 shift bosses, 1 timekeeper, 2 weighers, 10 rock-house men, 2 rock-house 
ore pickers, 8 Huntington millmen, 12 vanner and tablemen, 9 men on the tanks 
and pumps, 4 oilers, 4 engineers, 6 firemen and helpers, 3 trommel men, 9 jig 
men, 4 men at the concentrates bins, 7 swampers and roustabouts, and 8 repair 
men. 

Power. 

There are three 250 horse-power Stirling boilers, set in a steel house. The 
main engine room is in the mill building itself and contains a 250 horse-power 
Nordberg cross-compound engine, 12 X 24 X 36 inches, which drives the Han- 
cock jigs, Huntington mills, elevators, and re-crushing rolls. The electrical 
machinery is driven b}” another Nordberg engine running at 125 revolutions 
per minute and direct connected to a General Electric Company, 240-kilowatt, 
3-phase, 25-cycle, 440- volt generator which operates the various motors. The 
lights and crane (which is used in the daytime only) are operated by a high- 
speed Ball engine direct connected to a 75-kilowatt, 2-phase, 60-cycle, 220-volt 
generator. Nernst lamps arc used throughout the mill. 

§ 1504. Mill No. 172. Detroit Copper Mining Company op Arizona, 
Morenci, Arizona. — The capacity of this plant is 1,100 tons in 24 hours.^^® 
The economic minerals are the sulphides of copper, chiefly chalcocite. The 
ganguc is highly siliceous and carries 40% alumina, which necessitates careful 
handling during concentration. The average copper content of the milling 
ore is from 3 to 3.5%. The problem is to save the copper. Table 550 gives 
analyses of such of the ores and products as are shipped to the smelter. 

Crusher Plant. 

The crusher plant has a capacity of 135 tons of ore per hour. It serves the 
whole mill and operates one shift only per 24 hours. The ore comes from the 
mine in cars and is dumped to (1). ^ 

1. Coarse-ore storage bins. From mine cars; deliver, via mechanical feeder, 
to (2). 

2. Belt conveyor. From (1); delivers to (3). 

3. Grizzly with 2.25-inch spaces between the bars. From (2) ; delivers over- 
size to (4) and undersize to (9). 

4. No. 7^ Gates breaker, breaking through a 3.5-inch ring. From (3); 
delivers crushed ore to (5). 

5. Trommel with 2.25-inch round holes. From (4); delivers oversize to 
(6) and undersize to (9). 

6. Picking belt. From (5) ; delivers all ore above 8% in copper to (7) and 
residue to (8). 

7. Bin for smelting ore. From (6) ; delivers, via cars, to smelter. 

8. Four Blake breakers, two having 10 X 20 and two having 12 X 20-inch 
jaw openings. Breaking through a 2.25-inch ring. From (6); deliver crushed 

ore to (9). . ^ 

9. Main delivery belt. From (3), (6), and (8); delivers to *(10). 
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Sawpling Plant. 

The sampling plant has a capacity of 100 tons per hour. It serves the whole 
mill and operates one shift only per 24 lioiirs. 

10. Automatic sampler. From (9); delivers sample to (11) and reject to 

( 22 ). 

11. Mixing drum. From (10); delivers to (12). 

12. Vezin sampler. From (11); delivers sample to (13) and rejected ore 
to (21). 

13. Mixer, From (12); delivers to (11). 

14. Veziu sampler. From (13); delivers sample to (15) and rejected ore 
to (21). 

15. Rolls. From (14); deliver crushed sample to (10). 

16. Vezin sampler. From (15); delivers sample to (17) and rejected ore 
to (21). 

17. Rolls. From (16); deliver crushed sample to (18). 

IS. Vezin sampler. From (17); delivers sample to (19) and rejc^cted ore 
to (21). 

19. Sample pocket. From (IS); delivers to (20). 

20. Sample grinder. From (19); delivers crushed samph' to assay office. 

21. Elevator. From (12), (14), (16), and (IS); d(‘livers to (22). 

Concentration Plant. 

This is divided into two sections, both alike, ('a{‘h of 550 tons capacity ptn* 24 
hours. Only one of these sections is flescnlxMl below. 

22. Richardson's automatic weighing seah's. From (10) and (21); deliver 
to (23). 

23. Mill storage bins. From (22); (leliver to (24). 

24. Plunger feeder. From (23); didivers to (25). 

25. Trommel with 1-inch round holes. From (24); delivers oversize to 

(26) and undersize to (27). 

26. Roughing rolls, 16 X 40 inches. From (25) ; d(4iv<u* crushed ore to 

(27) . 

27. Elevator. From (25), (2()), (31), and (35); d<4ivers to (2S). 

28. Trommel with ().()25-inch round holes. From (27); d(4ivers oversize 
to (29) and undersize to (32). 

29. Two 1-compartment jigs with two jigs held in r(^serv(^ From (2S);deliver 
concentrates to (71) and tailings to (30). 

30. Dewatering shaking screem. From (29); d(4iv(‘rs ore to (31) and water 
to (59). 

31. Rc-grinding rolls, 16 X 40 ineluss. From (30); (l(4iv(U' cruslu^d ore to 
(27). 

32. Trommel with 0.5-inch round holes. From (28); (h'livers ov<*rsize to 
(33) and undersize to (36). 

33. Two 2-eompartment jigs with two jigs held in ivhoyvo . From (32), fed 
with 0.625 to 0.5-inch stuff; deliver concern tratc^s to (71) and tailings to (34). 

34. Dewatering shaking launder. From (33) and (37); d(4iv(Ts ore to 
(35) and water to (59). 

35. Re-grinding rolls, 16 X 40 inches. From (34); deliver crushed ore to 
(27). 

36. Trommel with 7-millimoter holes. From (32) ; delivers oV(U*size to (37) 
and undersize to (38). 

37. Three 2-oompartment jigs with one jig held in hwrvi^ From (36), fod 

with 19 7 tn V-millimpfoT* ‘jfnff* + tri f7"\\ oth/I ftiUiy-Kru 
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38. Trommel^ with 5-millimetor holes. From (36); delivers oversize to 
(39) and undersize to (41). 

39. Three 3-eompartmcnt jigs. From (38), fed with 7 to 5-millimeter stuff; 
deliver concentrates to (71) and tailings to (40). 

40. Distributing launder. From (39), (42), and (44); delivers to (45), (46), 
(47), and (48). 

41. Trommel with 2.5-niillimeter holes. From (38); delivers oversize to 
(42) and undersize to (43). 

42. Four 3-compartment jigs. From (41); deliver concentrates to (71) 
and tailings to (40). 

43. Hydraulic classifier. From (41); delivers the first spigot to (44); 
second, third, fourth, and fifth spigots to (49); and overflow to (54). 

^ 44. Four 3-compartment jigs. From (43); deliver concentrates to (71) and 
tailings to (40) . 

45. Chili-mill tank, No. 1. From (40); delivers spigot to (50) and over- 
flow to (59) . 

46. Chili-mill tank, No. 2. From (40) and (58); delivers spigot to (51) 
and overflow to (59). 

47. Chili-rnill tank, No. 3. From (40) and f58); delivers spigot to (52) and 
overflow to (59). 

48. Chili-mill tank, No. 4. From (40); delivers spigot to (53) and over- 
flow to (59). 

49. Four Wilfley tables. From (43) ; deliver concentrates to (71) ; tailings 
to (51), (52), and (53); and ba(‘kwatcr to (59). 

50. Chili mill, No. 1, crushing through a 2.5-millimctcr screen. From (45); 
delivers pulp to (56). 

51. Chili mill, No, 2, crushing through a 1.5-millimeter screen. From (46) 
and (49); delivers pulp to (56). 

52. Chili mill. No. 3, crushing through a 1.5-millimetcr screen. From (47) 
and (49); delivers pulp to (56). 

53. Chili mill, Nhj. 4, crushing through a 1.5-millimeter screen. From (48) 
and (49); delivers pulp to (56). 

54. Four settling tanks. From (43) ; deliver spigots to (55) and overflows, 
clear water, to (60). 

55. Four Wilfley tables. From (54); deliver concentrates to (71), tailings 
to (56), anti backwater to (59). 

56. Hydraulic classifiers. From (50), (51), (52), (53), and (55); delivers 
nine spigots to (57) and overflow to (61). 

57. Eleven Wilflty tables. From (56); deliver concentrates to (71), mid- 
dlings and backwater to (58), and tailings, via automatic sampler, to (65). 

58. Elevator. From (57); delivers to (46) and (47). 

59. Slimes-settling tanks. From (30), (34), (45), (46), (47), (48), (49), 
and (55); deliver spigots to (61) and overflows, clear water, to (60), 

60. Pump. From (54) and (59) ; delivers clear w^ater to head of mill. 

61. V-box classifier. From (56) and (59); delivers spigots to (62) and over- 
flow to (63). 

62. Twenty Frue vanners. From (61); deliver concentrates to (71) and 
tailings, via automatic sampler, to (65). 

6li Settling tanks. From (61); deliver spigots to (64) and overflows, clear 
water, to (70). 

64. Twenty Frue vanners. From (63); deliver concentrates to (71) and 
tailings, via automatic sampler, to (65). 

65. Automatic sampler. From (57), (62), and (64); delivers rejected tail- 
ings to (66) and sample to assaycr. 
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66. Conical tanks. From (65) ; deliver coarse tailings to (67) and ovorllows 
to (68). 

67. Impounding dam. From (66). 

68. Slimes-scttling tanks. From (66) ; deliver thickened slime.s to (69) and 
overflows, clear water, to (70). 

69. Impounding reservoir. From (OS); delivers slimes to waste and clear 
water to (70). 

70. Pumps. From (03), (08), (69), and (71); deliver to head of mill. 

71. Concentrates bins. From (29), (33), (37), (39), (42), (41), (49), (55), 
(57), (62), and (64); deliver overflows to (70) and comtiuitrates, via curs, to 
smelter. 

TABLE 550. — ANALYSES OP SHIPl'INO PRODTTOTS FROM DETROIT COPPER COM- 
PANY’S MINES. 


Percent. 

Sorted 

Sulphide's. 

StreeniiiK fnim 
('omeiitrated Ore, 

SmeltinK 

Sulphides. 

Slimes 
from Con- 
tentrutor. 

Fine Coih 
centrales. 

Munganese 
Blue Mine 
('arlamaie 
Ores. 

Mt>nle/um.i 
Mine 
( ).\ide 
< )n‘s. 

SiOa 

24.5 

45.0 

40.H 

34.5 

00.0 

20.0 

44.0 

34.3 

Fe 

20.i) 

10.5 

0.0 

10.4 

1.4 

23.7 

13.2 

12,4 

AlAi 

lO.tl 

'I'rua' 

lO.O 

20.1 

21.2 

24.5 

0.2 

17.7 

15.7 

CaO 

0.5 

0.3 

0.5 

4.3 

'Frace 

5.5 

H.2 

MkO 

Trace 

(1.2 

0.5 

'rnu t* 


Trace 

3.1 

3.3 

Cu 

ID.l) 

7.7 

7.0 

5.H 

2.1 

10.0 

5.7 

7.7 

s 

23.K 

17.7 

11.0 

10.5 


25.0 













The concentrator has a floor area of 1(56 X 240 feet. About ],8()() gallons 
of water are in eoirstant use. The sampling mill, above the concentrator, is 
connected to the ore bin by a 400-foot eonvi'yor belt. Both the concentrator 
and sampler are run entirc'iy by electricity, furnished by four 150 horse-power 
gas engines. 

Experiments in 1904, on oil concentration, were not successful as regards 
this process. 

The automatic samplers used after (57)_,_(62), (64), and in (05), consist of 
a vortical metallic slot which cuts^ the tailings stream. Thi'se slots art! all 
mounted on the same moving carriage, therefore move across th<' stnuim at 
the same rate. They arc also of uniform width, therefore the weiglit.- of tlu! 
samples give the relative weights of the materials treated on (57), (62;, and 
(64). The three latter samples when combined in proportion to the relative 
weights should check the sample from (65). 

Power. 

Gas power is used extensively thrpughout the mine, mill, and smelter, exci'pt 
for hoists and locomotives. A Loomis generator with capacity to supply gas 
■ for 1,000 horse-power consumes Now Mexico soft coal, ms^ing 1.5 to 1,75 pounds 
of coal to develop 1 horse-power hour. This gives a saving of 30% in fuel 
expense. The power house, 64 X 200 feet, is of steel and has concrete founda- 
tions. It contains Crossley ^as engines which develop 1,020 horse-power. Two 
100 horse-power engines drive the blowers for the furnaces, connectc'd by a. 
300-foot blast main. One reserve engine is kept. Two 200 horse-power engitu's 
furnish electric power at 250 volts. This is stepped up to 2,600 volts at the 
power house and then carried to the mine, where It is stepped down to 250 volts. 
A 500 horse-power engine drives the compressor that furmshes blast, at 8 ounci's, 
to the converter. 
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Water. 

The mill at Moi’enci is absolutely without water, except what is pumped from 
the wells on the San Francisco River, a distance of 6 miles. It is necessary to 
raise the water 1,500 feet. 


The average monthly consumption for 1906 for the concentrators (exclusive of water for power) was. . . . 6,418,954 gallons. 

The water for power, smelting, converting, mining, and hauling of ore, was 3 587,075 “ 

Used for domestic purposes in camp 6.29 1 741 “ 


Total consumption per month 297 770 “ 

Average consumption of water per ton of ore in milling ] ! !!..'.!!!!!!!!! ’ 260 “ 

Average consumption of water per month per inhabitant for domestic use 880 ** 

Total tons milled in 10 months */ ’ 217 081 tons. 

Furnace burden, average 14 *500 “ * 

Population of town 6 000 


§ 1505. Mill No. 173. The Cananea Consolidated Copper Company, 
Concentrator No. 2, Cananea, Sonora, Mexico.®^ This mill has a capacity 
of about 2,000 tons per 24 hours and is divided into four 700-ton sections.*^® 
The plant was designed by L. D. Ricketts and cost, erected, about $250,000. 
It is of the hillside type and terraced throughout, has concrete foundations laid 
on a rock base, steel framework and iron sides and roof. All the floors are 
wooden and rest on foundations which are independent of those on which the 
machines rest. It is located between the mines and the smelters. 

The company owns 10,412 acres of land all located in the State of Sonora, 
Mexico, about 20 miles south of the Arizona border. It also owns the town 
site of La Cananea and franchises for electric lighting, water works, ice plants, 
traction system, telephone service, etc., and is thoroughly and modernly equipped 
with all necessities and many luxuries. Railroads, hospitals, bakeries, saw- 
mills, clubs, stores, houses, and numerous other things of a similar nature are 
owned or controlled by the company. j 

The ore deposits occur in shear zones between altered limestone and porphyry 
dikes and as replacements in the latter. All known oxide, carbonate, and sul- 
phide minerals of copper occur and also considerable native copper which is 
auriferous and 

The siliceous ore bodies are concentrated to eliminate the gangue which is 
of talc and occasional missive quartz carrying large quantities of native copper, 
a little massive chalcocite, and a small amount of pyrite. The important 
mineral to recover is the soft chalcocite found in the talc. Zinc and othei 
refractory minerals do not occur. The combined capacity of the concentrator 
and smedters is about 4,000 tons daily and the ore handled in 1905 averaged 
3.84% in copper besides the gold and silver values. Everything is performed 
automatically and about 3.6 tons are put into one. 

The problem is to save the copper, gold, and silver. 

The ore comes from the mines, via narrow gauge railroad, and is deliveret 
to (1). 

1. Eight eoarso-orc bins of 2,000 tons total capacity. From the mines 
deliver to (2) . 

2. One 30-inch belt conveyor. From (1); delivers to (3). 

3. Two grizzlies with 1-inch spaces between the bars. From (2); delivei 
oversize to (4) and undersize to (10). 

4. One 36-inch belt conveyor. Four men pick ore and waste from this belt 
From (3) ; delivers hand-picked chalcocite and native copper, via cars, bin, anc 
narrow gauge railroad, to smelter; clay, via cars, to waste; and milling ore to (5) 

5. Five breaker ore-bins. From (4); deliver to (6). 

6. Five automatic feeders. From (5); deliver to (7). 

7. Five Blake breakers with 10 X 20-inch jaw openings. From (6) ; delive 


rt Y»1 1 ClV» 







1S76 ORE DRESSING. Mill 173. § 1505 

8. Five rolls, 15 X 36 inches, crushing through a 1-iiieh ring. From (7) ; 
deliver crushed ore to (9). 

9. One 18-inch belt conveyor. From (S); delivers to (10). 

10. One IS-inch belt conveyor. From (3) and (9); delivers to (11). 

Serving Two Sections. 

11. Six steel orushed-orc storage bins having a combined capacity of G,400 
cubic feet or 2,800 tons. Frozn (10) ; deliver ore (‘rushed to pass a l-in(‘h ring, 
via six automatic pan feeders, to (12). 

12. One 16-inch Robins belt conveyor of 3 X (H)Iy yonveyor IxRing with 
a conveying length of 225 feet, a speed of 235 fe(’‘t p(‘r minute, an inclination of 
IS®, and a life of about 3 years. Handles 1,100 tons per 24 hours and requires 

10 horse-power. From (11); delivers to (13). 

13. One IG-inch Robins belt conveyor of 3 X 6-ply (‘onveyor beR.ing with 
a conveying length of 1(87.5 feet, a speed of 235 feet i)c‘r mimit(‘, an inclination 
of 18®, and a life of about 3 years. Ilandh's 1 ,^100 tons pen* 2 1 hours tind recpiires 

11 horse-power. ^ From (12) and (17); (hdivers to (1 1). 

14. Automatic sampler. ]<>om (13); d(4iv(‘r.s sampl(‘, winch is (mt (lown in 
the usual manner to a size suitable for assay, to sanq)l(‘ room and r(‘sidual ore 
to (15) and (16). 

15. One 16-iuch Robins b(‘lt conveyor of 3 X 6-ply conveyor b(‘lt.ing with 
a conveying length of 57.5 feet, a spe(‘d of 21 () f(H‘t p(‘r minul<‘, an in(‘lination 
of 10.5°, and a life of about 3 yt'ars. Handle's 700 tons per 2-1 hours and r(‘(iuires 
3 horse-power. One belt for each s(H*tion of the mill. From (M); delivers, 
via distributor, to (hS). 

16. One 400-ton eiiK'rgency storage bin or ^‘OvtU’flow bin.^^ (\)nv(yors 
(13), (15), and (17) arc on an independent motor, so that wh(*n short of ore in 
(11), or wh('n having trouble with (12), or wheii(‘V<*r it Ixx'onu's n<‘(‘('ssary to 
use same, ore is taktm from (l(i) zuul dtdivered, by nunins of (17), to (13). 
From (14); delivers to (17). 

17. One Robins belt conveyor of 3 X 6-ply conveyor Ixdting wit h a e‘onv(ying 
length of 81.5 feet, a speed of 235 fex't p<*r minute', and an inclination of 18®. 
Runs intermittently. From (16); dedivers to (13). 

Co7imitrator m Four Sections. 

(Only Section is Described. All Tonnages (Hven are Dry Weights.) 

18. Two trommels, 4 X 5 fex't, making 16 ivvolutions pov minnte' anel having 
0.625-in(!h round hoks puncluxl 1 inedi bedwex'ii (X‘nt(‘rs in 0.3I25-inch stexd 
without a margin, anel inclinations of 0.75 inedi to th(‘ f(X)t, ICa(‘h is made up 
of two sections of two pieces enyh, 30 X 76 inche's, re)ll(xl Ic'ngthwise to 4 fexd. in 
diameteu*. The four pieeu^s wedgh, when nenv, 510 jx>unds and have' an average 
life of 70 (lays; 0,021 pound of the screem ste»e‘l is e'onsume'd pe'r ton of ore? 
handled, and the trommels toge?ther handle? 700 tons p('r 21 hours Ix'side's 108 
gallons of wash water per minute. Frenn (15) and w’ater from (41); dedive'r 
168 tons of oversize per 24 hours to (24) and 532 tons of uneU'rsize' pe'r 24 
hours to (19). 

19. Two trommels, 4 X 5.33 fee't, making 16 n'volutions per minute' and 
having 0,375-inch round holes pimchenl 0.75 inch Ix't weu'n ce'nters in 0.25-inch 
steel without a margin and inclinations of 0.75 inch to the' fcx)t, Kae'h is made 
up of two sections of two pieces each, 32 X 76 ine'he's, rolk'd le'ugthwise' to 4 fe'C't in 
dmmeter. The four pieces wedgh, when new, 488 pounds and have an avc'ragc 
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handled and the trommels together handle 864 tons per 24 hours besides 52 gal- 
lons of wash water per minute. From (IS), (22), (23), and water from (41); 
deliver 187 tons of oversize per 24 hours to (25) and 677 tons of undersize per 
24 hours to (20). 

20. Two trommels, 4 X 5.33 feet, making 16 revolutions per minute and 
having 0.1S75-inch round holes punched 0.375 inch between centers in No. 10 
steel with a 1-inch margin on the sides, and inclinations of 0.75 inch to the foot. 
Each is made up of two sections of two pieces each, 32 X 76 inches, rolled length- 
wise to 4 feet in diameter. The four pieces weigh, when new, 280 pounds and 
have an average life of 30 days; 0,027 pound of screen steel is consumed per 
ton of ore handled and the trommels together handle 677 tons per 24 hours 
besides 32 gallons of wash water per minute. From (19) and water from (41); 
deliver 115 tons of oversize per 24 hours to (32) and 562 tons of undersize per 
24 hours to (21). 

21. Four trommels, 4 X 5 feet, making 16 revolutions per minute and having 
2-milliuieter round holes punched 0.3125 inch between centers in No. 16 steel 
with a 1-inch margin on the sides, and inclinations of 0.75 inch to the foot. 
Each is made up of three sections of two pieces each, 32 X 76 inches, rolled 
lengthwise to 4 feet in (liameter. The six pieces weigh, when new, 198 pounds 
and have an average life of 12 days; 0.030 pound of screen steel is consumed 
per ton of ore handled and the trommels together handle 562 tons per 24 
hours besides 60 gallons of wash water per minute. From (20) and water from 
(41) ; deliv(‘r 126 tons of oversize per 24 hours to (38) and 436 tons of undersize 
per 24 hours to (33). 

22. One 18-inch ekwator with 13-ply friction belting having a speed of 460 
feet per minute, a life of 20 months, and 50 buckets, 8 X 16 inches, which ele- 
vate 162 tons of ore per 24 hours, with no addition of water, 52 feet, and have 
a life of 3 months. Thrc'e hundred and twenty 0.375 X 1.5-inclx elevator 
bolts, having a lif(‘ of 3 months, are used. The head pulley is 4 feet in diameter 
and makes 40 revolutions per minute. From (24), (26), and (30); delivers to 
(19). 

23. One IS-inch elevator with details as in (22). Handles 170 tons of ore 
per 24 hours, with no addition of water. From C25), (27), and (31) ; delivers to 
(19). 

24. Two 1-compartmcnt Harz coarse jigs with sievcvs, 24 X 40 inches, of 
4-mesh, 12-wire brass cloth, cacdi piece having a life of 80 days and a weight of 
21 pounds. The i)luiigc‘rs, 21 X 40 inches, make 115 2.5-inch throws per minute 
and the b(‘ds an^ 8 in(‘hes deep. Two horse-power is required to operate each 
jig which handles 1()8 tons p(‘r 24 hours besides 96 gallons of vrash water per 
minute. One jig is used and one held as a reserve. From (18) and water from 
(41), fed with 1 to 0.625-iru;h mat(‘rial; deliver 6 tons of concentrates per 24 
hours, via sides gate discharges, to (60), 12 tons of hutch products per 24 hours 
to (22), and 150 tons of tailings per 24 hours to (28). 

25. Two l-compartmemt Harz fine jigs with details as in (24), except that 
the plungers make 130 throws per minute and each jig hmullcs 187 tons per 24 
hours besides 65 gallons of wash water per minute. One jig is used and one held 
as a rc^serve. From (19) and w’'at('r from (41), fed with 0.625 to 0.375-inch 
material; dediver 17 tons of coneentrates per 24 hours, via side gate discharges, 
to (60), 10 tons of hutch products per 24 hours to (23), and 160 tons of tailings 
per 24 hours to (29) . 

26. One set of Allis-Chalmcrs, class ''B'' rolls, 16 X 36 inches, crushing 148 
tons of ore per 24 hours to 0.5 inch and requiring 45 gallons of wash water per 
minute and 11 horse-power to operate. The Midvale steel shells weigh, when 
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msumecl per ton of ore handled. From (28) and water from (41); deliver 
ushed ore to (22). 

27. One set of Allis-Ghalmers, class rolls, 10 X 30 inches, crushinjj; 158 
Ills of ore per 24 hours to 0.25 inch. Otlu'r details as in (20). From (29) 
id water from (41); deliver crushed ore to (23). 

28. One 2-foot brass shovel d(*watering wlu»<‘l, weighing; 113 pounds and 
sting 3 years. Has 12 shov(4s made of 0.25-incli s(‘rap-ste(4 plat.c' having a 
c of 40 days. Handles 150 tons per 24 hours. From (21); d(^liv(n*s MX tons 
‘ ore per 24 hours to (26) and 2 tons of .slimes per 24 hours to (.‘>0). 

29. One 2-foot brass shovel dewatering wlund with d(*tails as in (28), c^xcept 
lat this wheel handh'S 160 tons per 24 hours. From (25); delivers 15S tons 
' ore per 24 hours to (27) and 2 tons of slimes per 24 hours to (31). 

30. Shovel-wheel Spitzkasten. From (2S) ; d(‘liv(a-s 2 tons of or(^ through 
le spigot per 24 hours to (22) and the ovcndlow to (38) us wash wat(‘r. 

31. Shovel-wheel Spitzkastcai. From (29) ; (l<4iv(U\s 2 toils of on* through the 
ligot per 24 hours to (23) and the overflow to (38) as wash watm'. 

32. One double 2-compartment Harz jig with sii'V<‘s, 23.5 X 35.5 inches, 

F 4-mesh, 12-wiro brass cloth, each piece having a life of 80 days and a weight 
F 18 pounds. The plungers, 21 X 40 inches, make 165 1-inch throws ])t‘r minute 
nd the beds are 4 inches deep. Hcxpiires 1 hors<»-powi‘r to ojxu’uti* and handles 
l5 tons per 24 hours. From (20) and water from (41), hul with 0.375 to 0.1875- 
ich material; delivcu’s 10 tons of conc('ntrat(‘s pin* 21 hours, via sid(' gate dis- 
liarges, to (60); 12 tons of hutch products pin* 21 hours, as conc(‘utnit<*s, to 
30); and 93 tons of tailings per 24 hours to (11). 

33. Two double 3-eompartment hydraulic classifiers of th(‘ Richards- 
bggin^' type, handling 430 tons per 24 hours with an atUlition of 150 gallons 
f hydraulic water p(u* minute. From (21); dediver 155 tons pvr 24 hours through 
me first and second spigots to (42), 100 tons per 24 hours through tlu^ third 
pigots to (43), and 181 tons per 24 hours in the overflows to (34). 

34. One 4-compartment Spitzkastim handling 181 tonspi^r 24 hours. From 
33); d(‘liv('rs 55 tons per 24 hours through the spigots to (17) or (53) and 126 
3ns per 24 hours in the overflow to (35). 

35. Two pulp thickeners, 10 feet in diameter by 12 feet deep, handling 126 
ms per 24 hours. From (34) ; deliver 21 tons pvT 24 hours through the siiigots 
3 (59) und 105 tons per 24 hours in the overflows to (36). 

Th(^ Spitjckasten Hjrstem (36) and (37) has 9,900 cubic feid., capahl<‘ of han<l- 
ng 450 gallons of slirnc^s per minute. Th(‘re are 33 eompartme^nts having a 
Dtal surface area of 2,170 square f(‘C‘t of water. With a feed of 450 gallons of 
limes per minute, the following division is rnaile: 

250 gallons of pulp per minute 
200 clear water per minute 

^ In other words, this represents 22 cubic feet per gallon of slimes handled per 
rinuto and 10.85 scpiare feet of surface area per gallon of clear water p(‘r minut(‘. 

36. Upper section of Spitzkasten system handling 105 tons per 24 hours. 
Yom (35); delivers 105 tons per 24 hours at a thicker consistency, through 
pigots, to (37) and 115 gallons of clear water per minute, as overflows, to (54), 
56), (57), and (59). 

37. Lower section of Spitzkasten system handling 105 tons per 24 hours. 
Vom (36); delivers 105 tons per 24 hours at a thidker consistency, throiigh 
pigots, to (59) and 25 gallons of clear water per minute, as overflows, to (54), 
56), (57), and (59). 

38. Three double 2-compartment Harz jigs with sieves, 23.6 X 35,5 inches, 
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of 14 pounds. The plungers, 21 X 35 inches, make 170 l-iiich throws per minute 
and the beds are 4 inches deep. Each jig requires 1 horse-power to operate it 
and together they handle 126 tons per 24 hours. From (21) and wash water 
from (30) and (31), fed with 0.1S75“inch to 2-millimeter material; deliver 10 
tons of concentrates per 24 hours, via side gate discharges, to (60) ; 24 tons of 
hutch products per 24 hours, as concentrates, to (60) ; and 92 tons of tailings per 
24 hours to (44). 

39. Spitzkasten handling 50 tons per 24 hours. From (45); delivers 50 
tons per 21 hours at a thicker consistency, through spigot, to (47) or (53) and 
300 gallons of clear water per minute, as overflow, to (40). 

40. One 6-inch centrifugal pump handling 300 gallons of clear water per 
minute. ^From (39); delivers to (41). 

41. Water box or supply tank. From (40) ; delivers wash water, via 6-inch 
centrifugal pump, to (IS), (19), (20), (21), (2^), (25), (26), (27), and (32). 

42. Two double 3-compartment Harz jigs with sieves, 23.5 X 35.5 inches, 
of brass cloth. The first compartments have 6 mesh, 16 wire, each piece having 
a life of 30 days and a weight of 10 pounds. The last 2 compartments have 8 
mesh, 18 wire, each piece having a life of 25 days and a weight of 7 pounds. The 
plungers, 21 X 35 inches, make 200 0.5625-inch throws per minute and the beds 
are 4 inches deep. Each requires 1 horse-power to operate and together they 
handle 155 tons per 24 hours. From (33), each jig handling the product of 
one set of spigots; deliver 50 tons of hutch products per 24 hours, as concentrates, 
to (60) and 105 tons of tailings per 24 hours to (44). 

43. Two double 3-compartment Harz jigs with all details as in (42). (42) 
and (13) together use 84 gallons of wash water per minute. (43) handles 100 
tons per 24 hours. From (33) ; deliver 30 tons of hutch products per 24 hours, 
as concentrates, to (60) and 70 tons of tailings per 24 hours to (44). 

44. Four 2-foot brass shovel dewatering wheels, with details as in (28), 
handling 360 tons per 24 hours. From (32), (38), (42), and (43); deliver 310 
tons of ore per 24 hours, via distributor, to (46) and 50 tons in slimes per 24 
hours, as overflows, to (45). 

45. One chip catcher which is composed of 40 square feet of 8-mesh, 16- 
wirc brass cloth. Handles 50 tons per 24 hours. From (44) ; delivers all chips 
and floating matter, as oversize, to waste and 50 tons of slimes per 24 hours, as 
undersize, to (30). 

46. Four 5-foot Bryan mills making 39 revolutions per minute. Each 
requires 18 horse-power to operate and together they crush 335 tons per 24 
hours through a 1.5-millimeter screen. Each die weighs, when new, 1,'664 
pounds and has a life of 120 days. Each tire weighs, when new, 3,672 pounds 
and has a life of 240 days. Five screens weigh, when new, 19 pounds and have 
a life of 7 days. For each ton of ore treated 0.1655 pound of die steel, 0.1328 
pound of tire steel, and 0.0032 pound of screen steel, or a total of 0.3015 pound 
of steel is consumed. From (44) and (55) ; deliver 335 tons per 24 hours, as 
pulp, to (47). 

47. Four dewatering boxes handling 335 tons per 24 hours. From (34) 
and (39) or (46) ; deliver 320 tons per 24 hours, as pulp, to (48) and 15 tons of 
slimes per 24 hours, as overflows, via distributor, to (51). 

48. Two double 3-compartment hydraulic classifiers of the ^ Richards- 
Coggin^^ typo, handling 320 tons per 24 hours. From (47); deliver spigots, 
amounting to 176 tons per 24 hours, to (56) and 144 tons in the overflows to 
(49). 

49. Spitzkasten handling 144 tons per 24 hours. From (48) ; delivers spigots, 
amounting to 84 tons per 24 hours, to (54) and 60 tons of slimes per 24 hours 
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50. One 10-inch elevator with 11-ply friction belting having a speed of 356 
feet per minute, a life of 1 year, and 20 buckets, p X 8 inches, which elevate 
160 tons of ore per 24 hours 14 feet and have a life of 1 year. One hundred 
0.5675 X 1.25-inch elevator bolts, having a life of 1 year are used. The head 
pulley is 2 feet in diameter. From (51) ; delivers 160 tons per 21 hours to (59). 

51. Three pulp thickeners, 10 X 18 feet, handling 190 tons per 24 hours. 
From (47) and (52 ) ; deliver 160 tons per 24 hours, as pulp, through the spigots 
to (50) and 30 tons per 24 hours in overflows to (62). 

52. One 6-inch centrifugal pump lifting 175 tons per 24 hours 25 feet. From 
(49), (54), (56), and (57); delivers 175 tons per 24 hours to (51). 

53. One 4-compartment hydraulic classifier handling 105 tons per 24 hours. 
From (34) and (39) ; delivers 105 tons per 24 hours, via spigots, to (57) and the 
overflow to (02). 

54. Six Wilfloy tables handling 84 tons per 24 hours besides 42 gallons of 
wash water per minute. From (49) and W'ash water from (3f)) and (37) ; deliver 
9 tons of concentrates per 24 hours to ((il), 8 tons of mi<ldlings per 24 hours to 
(55), 27 tons of slimes per 24 hours to (52), and 40 tons of tailings per 24 hours 
to (62). 

55. One 10-inch elevator with 11-ply friction belting having a speed of 356 
feet per minute, a life of 7 months, and 60 btickets, 5X8 inches, spaced 15 
inches apart, which elevate 25 tons p('r 24 hours 43 feet and hav(‘ a lift' of 7 
months. Two hundred and fifty ().5{)75 X 1.25-inch (>l(‘vator bolts, having 
a life of 7 months, are used. Tin; lu'ad pull(‘y Is 2 f<'et in diameter. From (54) 
and (56); delivers 25 tons per 24 houi-s, via distributor, to (46). 

56. Thirteen Wilfloy tabkis handling 176 tons per 24 hours lawides 91 gal- 
lons of wash water per minute. From (48) and wash wat('r from (36) and (37) ; 
deliver 20 tons of concentrates per 24 hours to (61), 17 tons of middlings per 
24 hours to (55), 58 tons of slimes per 24 hours to (52), and 81 tons of tailings 
per 24 hours to (62). 

57. Eight Wilfloy tables handling 114 tons per 24 hours besides 56 gallons 
of wash water per minute. From (53) and (58) and wash water from (36) and 
(37); deliver 12 tons of concentrates per 24 hours to (61), 9 tons of middlings 
per 24 hours to (58), 30 tons of slimes per 24 hours to (52), and 63 tons of tail- 
ings per 24 hours to (62). 

58. One 10-inch elevator with 11-ply friction belting having a speed of 356 
feet per minute, a life of 1 year, and 40 buckets, 5X8 inches, which (4('vate 
9 tons per 24 hours 26.5 feet an<l havet a life of 1 year. One hundred and fifty 
0.3125 X 1.25-inch elevator bolts, having a life of 1 year, are used. Tlu' luavd 
pulley is 2 feet in diameter. From (57) ; delivers 9 tons per 24 houm to (57). 

59. Thirty-six Frue vannors handling 286 tons per 24 hours besides 108 
gallons of wash water per minute. From (35), (37), and (50), and wash water 
from (36) and (37); deliver 32 tons of concentrates per 24 hours to (61), and 
254 tons of tailings per 24 hours to (62). 

60. Coar.sc-concentrates bins. From (21), (25), (32), (38), (42), and (43); 
deliver 159 tons of coarse concentrates per 24 hours, via narrow gauge railroad, 
to smelter. 

61. Fine-concentrates bins. From (54), (56), (57), and (59); deliver 73 tons 
of fine concentrates per 24 hours, via narrow gauge railroad, to smelter. 

62. Scoby sampler for the tailings. It has an opening 0.5 inch wide and 
takes a cut every 10 minutes traveling the full width of the tailings stream, 
first from one side and then from the other. Handles 468 tons of tailings per 
21 hours. From (51), (53), (54), (56), (57), and (59) ; delivers sample, assaying 
about 1.0% in copper, to the assayer and about 468 tons of rejects per 24 hours 

// 30 \ 



§ 1505. Mill 173. 


OUTLINES OF MILLS. 


1881 


63. Coarse-sand tank handling about 468 tons per 24 hours. From (62); 
delivers settlings to waste and the overflow to (64). 

64. Fine-sand tank. From (63); delivers settlings to waste, slimes to (66), 
and overflow to (65). 

65. Water-settling system of 132,000 cubic feet capacity. From (64) ; 
delivers spigots to (66) and clear water overflow to (70). 

6-inch centrifugal pump. From (64) and (65) ; delivers pulp to 

67 . Thirty-two canvas-top slimes tables. From (66) ; deliver settled mate- 
rial to (6S) and tailings to waste. 

68. Eight 6-foot Frue vanners. From (67); deliver concentrates to (69) 
and tailings to waste. 

69. Slimcs-concentrates bin. From (68) ; delivers concentrates to briquet- 
ing plant and thence to smelter. 

70. Four Worthington, 2-stage centrifugal pumps. From (65) ; deliver to (71) . 

71. Two redwood water-tanks of 100,000 gallons capacity each. From (70) ; 
deliver to mill system. 

The fine concentrates from the Wilfleys tables as well as the vanners are 
delivered from each row of machines to a common launder. In this launder 
there runs a conveyor belt about 4 inches in width and traveling about 2 feet 
per second. This belt has riveted upon its under side narrow transverse strips 
of bolting which enable the conveyor belt to drag the concentrates through the 
launder much as the discs in the disc conveyor drag ore through a trough. The 
separate conveyors, each serving a row of tables or vanners, discharge to a 
common conveyor which delivers finally to the concentrate bin. The advantage 
of this method of removing the concentrates over the usual methods lies in 
the saving of mill height and labor. 

About 75% of all the ore mined by the company is of a second class or con- 
centrating grade running from 3.8 to 4% in copper. The average saving in 
the older concentrators has been from 73 to 80%, varying with the amount of 
aluminous material in the ore, and this concentrator is probably doing even 
bettor work. 

The smelter product is auriferous and argentiferous blister copper, which 
is refined electrolytically by the Nichols Chemical Company of New York, under 
a long-term agreement, for $15 per ton. The copper product is sold by the 
American Metal Company, Limited. 

Labor and Wages, 

The mines, mills, and smelter employ upwards of 4,000 men, 85% of whom 
are Mexicans. About 300 Chinese and several hundred skilled Americans are 
also employed. The wages for Americans average from $3.50 to $4 and for 
Mexicans about 3 Pesos per day. 

Power and Water, 

The power used for running the mill is electrical and is generated by steam. 

The mines supply a portion of the water required for concentration, but the 
larger portion for concentration and all the water used in the boilers and for 
domestic purposes is secured from a pumping plant at Ojo de Agua, on the head- 
waters of Sonora River, 9.75 miles from the mine. The pumps have capacity 
to force 1,750,000 gallons daily through a 10-inch steel pipe line, against a 
head of 967 feet, to a reservoir on the hills above Ronquillo, whence water is 
delivered to the mine, reduction plants, and towns, under a substantial working 
nrpflsnre. The water svstem of the company has about 25 miles of mains. 
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ranging in size from 2 to 10 incho.^!, and, owing to the post of securing water, 
it is clarified and re-usod wherever possible. Th(! milling proc<‘ss throughout 
sliow.s the great care exercised to save all the watc'r possibh', and S7.5% of the 
water used in the concentrators is recovered and re-used, or each gallon docs 
duty eight times. 

§ 1500. Mill No. 174. Old Dominion Copper Minino and Smelting Com- 
pany, Globe, Arizona.’* — The capacity of this concentrator is about 500 tons 
per 24 hours."’” The economic minerals are nat.iv<‘ copper, gold, silver, pyrite 
and chalcocite occurring quite abundantly, as almost impalpabh^ specks in the 
ores which arc of a soft clayey or porphyritic nature and highly kaolinized.’”” 
The ganguc is a siliceous porphyry. Thc^ mill fi'ed runs from .'J to 4',:,', in copper 
with small values in gold and silver. The probhmi is to recover the copper. 
The mine produces three products,^® viz: smelting ore (<i) which is (h'livw-i'd, at 
a different time than material from (3), to (4); milling on* (h) which is dt'livered, 
at a different time than converti'r lining (c)_, to (5); ami converter lining (c) 
which is delivered, at a different time than milling ore (5), to (5). Tlu' district 
semis to the plant, via railroad cars, two products, viz : sirndting ort' (d) which 
is delivered, at a different time than milling ore (c), to (1); and milling ore (e) 
which is delivered, at a diffcri'ut time than smelting on' (d), to (1). 

1. Upper railroad storage-bins.®* Ili'ceive custom ore (d) and (c) from 
the district mines via railroad ears, and deliver first (d) and then (e) ores to (2), 

2. Mine cars. From (1); deliver, via adit tunnel, to (3). 

3. Main mine shaft. From (2) and (9) ; delivers (d) ores to (4) and (c) ores 
to (5). 

Crushing Plant. 

4. Ten 70-ton steel receiving-bins, I'ach 15 feet in diameter and lined with 
0.25-inch steel. Receive (a) ores from the mine and (d) ores from (3) and (9) ; 
deliver ores alternately, via 4-foot opening through a hopper with gate and 
spout, to (6). 

5. Six steel receiving-bins with details as in (4). Receive (5) ores from 
the minOj (c) material from the mines, and (e) ores from (3) ; delivi'r ores alter- 
nately, via 4-foot opening through a hopper with gate and spout, to (6). 

6. One 30-inch belt conveyor havin|r a conveying length of 122.71 feet, a 
speed of 175 foot per minute, and elevating the ore ll.OH feet. Togetlu'r with 
counter-shaft, and when running with no load, 2.5 horse-power is required. 
Receives various ores, periodically from (4) and (5); delivers to (7). 

7. One trommel, 4X3 feet, having ‘2-inch round holes punched in O.HS- 
inch cast manganese-steel, a speed of 13 revolutions per minute, and a slopi' of 
1.5 inches to the foot. Requires 3 honse-power with no load. From (6); 
delivers oversize to (8) and undersize to (10). 

S. Two Blake breakers with 10 X 20-inch jaw openings, making 250 thrusts 
per minute and breaking through a 4-inch ring. Without idlers or load 10.43 
horse-power is required.^ From (7); deliver crushed ore to (9), 

9, One 36-inch picking belt having a conveying length of 43.07 feet, a speed 
of 40 feet per minute, and elevating the ore 11.5 feet. With no load I horse- 
power is required. From (8) ; delivers smelting ores to (10) ; converter lining to 
(11) ; and, when running milling ores, delivers first-class ore to join smelting ore 
at (3) or (4) according to whether the ore being run is custom ore or not; and 
belt product to (11). Chips and waste are in all cases sent to the waste dump. 

10. One IS-inch belt conveyor having a conveying length of 234.5 feet, a 
speed of 400 feet per minute, and elevating the ore 12 feet. For power 8ec(14). 
From (7), (9), (13), and (3 1); delivers to (14). 

1 1 Ann Rjoiro hrPBifpr with ft 10 V 20-inch law opening, making 250 thrusts 
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per minute, and breaking through a 2.5-inch ring. Without idler or load 4.33 
horse-power is required. From (9); delivers crushed ore to (12). 

12. One IS-inch elevator having a speed of 400 feet per minute and buckets, 
set 16 inches apart, which elevate the ore 29 feet. For power see (13). From 
(11); delivers to (13). 

13. Rolls, 16 X 26 inches, making 60 revolutions per minute and crushing 
through a 1-inch ring. When running with no loads (12) and (13) , together with 
the counter-shaft, require 6.0 horse-power. From (12) ; deliver crushed ore to (10) . 

14. Automatic tripper. (10) and (14) when running with no load require 
4.0 horse-power. From (10); delivers smelting ores to (15), converter lining 
to (16), and milling ores to (17). 

15. Seven 140-ton storage tanks, 15 feet in diameter with hemispherical 
bottoms having cast-iron hoppers and horizontal arc gates operated by hand 
wheel and pinion. From (14) and (31); deliver to (IS). 

16. One 140-ton storage tank with details as in (15) except that the arc 
gates are longitudinal. From (14) and (31); delivers to (18). 

17. Two 210-ton storage tanks, 15 feet in diameter with hemispherical 
bottoms having cast-iron hoppers. From (14); deliver to (20). 

IS. Standard-gauge, hopper-bottomed steel cars of 50 tons capacity. From 
(15) and (16); deliver to (19). 

19. Smelter storage bins. From (IS) ; deliver to^ smelter as required. 

20. Two Challenge feeders, each capable of handling from 20 to 25 tons per 
hour. From (17); deliver to (21). 

21. One 16-inch belt conveyor having a conveying length of 210 feet, a speed 
of 200 feet per minute, and an inclination of 15°. From (20) ; delivers, via 
launder to which water is added and a mixing box, to (32) in the concentrator. 

The crushing plant is operated one 10-hour shift per day with the following 
help: 1 foreman, 2 feeders, 1 crusher and screen man, one oiler, cleaner, and belt 
man, and 1 ore picker. The labor of the regular force on repairs is small and is 
charged to operations. The total cost of labor, materials, workshop, and out- 
vsido labor for repairs etc., averages less than 6.7 cents per ton. 

The crushing department easily handles 25,000 tons of ore a month when 
operating one 10-hour shift per day. It can handle 75 tons per hour. 


Power. 

A 70 hoi'se-power motor runs this department and the motor with the 
shaft, 2 counter-shafts, and 3 idlers on 3 other counter-shafts requires 11.0 

horse-power without other load. . 

The power consumed by each machine when taken under running conditions, 
separately and with no load, adds up to 42.22 horse-power. All the machinery, 
excepting 3 idlers, running with no load, 10 minutes after starting, after lb 
hours^ rest, required 39.06 horse-power. Same as above, after running 

hours roouired 35.59 horse-power. , 

^.li the machinery, excepting 3 idlers, running with no load, p minutes alter 
starting, after 1.25 hours’ rest, required 36.19 home-power. Same as above, 
after running 3.25 hours, required 31.55 horse-power. . . _ 

Tests made while crushing siliceous ore for converter lining: 

_ ‘ ^ A^A 40.08 horse-power required. 

Teat 1, all machinery runmng loaded 44 44 “ 

;; 2;; ;; „ ; “ 

* 3 „ „ 44.44 

4 59.07 

* 5 ; „ 63.55 

“ 6 , 49.68 

“ 7“ 70.01 


7 

8 ' 
Average. 


.51.76 
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In the above, test 3 was determined from the maximum figures on an indi- 
lator card taken over 30 seconds time. Test 8 was determined from figures 
)n an indicator card caught at a time of an observed maximum load on the 
ingine. Tests 1, 2, 4, 5, 6, and 7 were made when the picking belt showed a 
;ood average load. 

Sampling Department. 

As the ores come in, one tenth of class (e), every tenth car of classes (a) 
md (d), and every twentieth mine car of classes (6) and (c) are delivered directly 
.0 separate bins in (22). 

22. Twelve sample bins. From railroad and mine cars; deliver, each class 
leparately, to (23). 

23. One 24-inch belt conveyor. From (22); delivers to (24). 

24. One Blake breaker with a 10 X 20-inch jaw opening. From (23); 
lelivers crushed ore to (25). 

25. One 22-inch belt conveyor. From (24); delivers to (26). 

26. Rolls, 16 X 36 inches. From (25); deliver crushed ore to (27). 

27. Vezin sampler. From (26) ; delivers sample amounting to 10% of the 
)riginal to (28) and the rejects to (31).^ 

28. Belt conveyor. From (27); delivers to (29). 

29. Rolls, 14 X 27 inches. From (28); deliver crushed ore to (30). 

30. Jones sampler. From (29); delivers duplicate samples, one of which, 
f not needed, can go to (31) and the other or both can go to be quartered and 
ground successively as is usual in sampling mills, making samples which go to 
he assayer and rejects which go to (31). 

31. Elevator. From (27) and (30); delivers either to (10), (15), or (16). 

Labor. 

Five men are employed in this department which operates one 10-hour shift 
3 er day. 

The building is of steel with a sheet-iron sampling floor. Besides the ma- 
hinery enumerated there is a small crusher and meal mill for large '‘grab^^ 
jamples. There is also the usual drying and bucking rooms with the necessary 
nols. 

Power. 

The machinery is driven by a 40 horse-power motor and the maximum 
oad is about 38.5 horse-power. 

Concentrating Department. 

32. One of 2 trommels, 4X8 feet, with 0.75-inch round perforated holes 
ind a slope of 0.75 inch to the foot. The trommel shafts are 5 inches in diameter 
ixcept in the bearings where they are 3.44 inches in diameter. Each has 6 
;pider arms, 1.25 inches in diameter, heavy split hubs, ball and socket bearings, 
ind wooden housings. The spider arms are riveted to a tire, 0.5 X 3 inches, 
icrewed into the hub and held by a lock nut. From (21); delivers oversize to 
;41) and undersize to (33). 

33. One of two trommels with 0.375-inch round perforated holes and other 
letails as in (32). From (32) and (50); delivers oversize, via mixing box, to 
[36) and undersize to (34). 

34. One of two trommels with 6-millimeter round perforated holes and other 
letails as in (32). From (33); delivers oversize, via mixing box, to (37) and 
mdersize to (35). 

3.*^ Twn tmTnTnf^ls with 9 i^-milHmpt.pr rmirid ■ni^rfnrftt.pd VinlAQ «nrl ntViAi* 
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details as in (32). From (34); delivers oversize, via mixing box, to (38) anc 
undersize to (39). 

36. Two 1-compartment Harz jigs with sieves, 24 X 40 inches, of 4 mesh 
12 wire. The plungers, 20 X 40 inches, make 140 2.5-inch strokes per minute 
From (33), fed with 0.75 to 0.375-inch material and hydraulic water from (61) 
deliver discharges, as concentrates, via main launder, to (75), hutch products 
to (50), and tailings to (42). 

37. One 2-compartment Harz jigs with sieves, 24 X 36 inches, of 6 mesh, 16 
wire. The plungers, 20 X 36 inches, make 170 1.5-inch strokes per minute. Froir 
(34), fed with 9.53 to 6-millimeter material and hydraulic water from (61) ; de- 
livers discharges, as concentrates, via main launder, to (75) and tailings to (62) 

38. Two 2-compartment Harz jigs with sieves, 24 X 36 inches, of 8 mesh 

18 wire. The plungers, 20 X 36 inches, make 200 0.75-inch strokes per minute, 
From (35), fed with 6 to 2.5-millimeter material and hydraulic water froir 
(61); deliver discharges, as concentrates, via main launder, to (75) and tail- 
ings to (62). 

39. Two 2-compartment modified Richards’ classifiers. From (35) anc 
hydraulic water from (61); deliver spigots to (40) and overflows to (44). 

40. Four 3-compartment Harz jigs with sieves, 24 X 36 inches, of 10 mesh 

19 wire. The plungers, 20 X 36 inches, make 240 0.375-inch strokes per minute 
From (39) and hydraulic water from (61) ; deliver concentrates, via main launder 
to (75) and tailings to (43). 

41. One modified Allis-Chalmers rolls, 16 X 36 inches. From (32); delive] 
crushed ore to (50). 

42. One dewatering box with shovel wheel. From (36): delivers tailings 
to (49) and water to (51). 

43. One dewatering box. From (40), (52), and (53); delivers tailings witi 
necessary water to (70) and remaining water to (51). 

44. Spitzkasten. From (39) ; delivers spigot to (52) and overflow to {45) 

45. Spitzkasten. From (44) ; delivers spigot to (53) and overflow to (46) 

46. Three 10,000-gallon redwood pulp-thickeners, 10 feet in diameter b] 
18 feet deep. The bottoms are conical and have false linings. The feed enteri 
through a box which extends to within 4 feet of the bottom, and a pipe, througl 
the bottom, comes to within 5 or 6 feet of the water surface and drains off th< 
pulp through a plug fitted with a 0.375-inch nipple. The overflows are col 
lected by circular launders. From (45) ; deliver spigots, as feed, to (47) an( 
overflows, as wash water, to (47). 

47. Nine 6-foot Frue vanners. From (16) and wash water from (46) 
deliver concentrates to (48) and tailings to (76). 

48. Two 10 X 54-inch Frenier sand pumps working in two stages. Fron 
(47), (55), (56), (65), (68), (72), and (74); deliver, via launder, to (75). ^ 

49. One modified Allis-Chalmers rolls, 16 X 36 inches. From (42) ; delive 
crushed tailings to (50). 

50. One 18-inch elevator. From (36), (41), and (49); delivers to (33) 

51. Two slimes-settling bins. From (42), (43), (52), (53), (62), and (69) 
deliver spigots to (54) and overflows, via tank, to (60). 

52. Six No. 5 Wilfley tables. From (44); deliver concentrates, via mail 
launder, to (75), middlings to (43), slimes to (51), and tailings to (56). 

53. Three No. 5 Wilfley tables. From (45) ; deliver concentrates, via mail 
launder, to (75), middlings to (43), slimes to (51), and tailings to (56). 

54. Three 10,000-gallon pulp thickeners. From (51); deliver spigots t( 
(55) and overflows, via tank, to (57). 

55. Nineteen 6-foot Frue vanners. From (54) and' wash water from (78) 

1-1* 111 ^ A n\ _ 1 j - _ _ j - 
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56. One double-decked round table. From (52) and (53); delivers con- 
centrates to (48) and tailings to (76). 

57 One 3-inch centrifugal pump. From (54); delivers pulp to (58). 

58. One slimes-settling bin. From (57) ; delivers spigot to (59) and over- 
floW; via tank, to (60). 

59. Slimes bin. From (58). The pulp is used as a binder at the briqueting 
plant at the smelter. 

60. One 5-inch centrifugal pump pumping against a 37-foot head. From 
(51) and (58) ; delivers water to (61). 

61. Clear-water tank. From (67); delivers hydraulic water to (36), (37), 
(38), (39), (40), (64), and (71). 

62. One dewatering box. From (37) and (38) ; delivers spigot to (63) and 
overflow to (51). 

63. One 6-foot Waddell Chili mill having herring-bone steel slotted screens 
with 16 slots to the inch, each 1.07 millimeters wide and sometimes Tyler No. 
71 rolled-wire screens. Makes about 30 revolutions per minute and has cast- 
steel dies and rings, one set lasting 160 days. From (62), fed with 6.0 to 0- 
millimeter material; delivers pulp to (64). 

64. Two 2-compartment modified Richards’ classifiers. From (63) with 
hydraulic water from (61); deliver spigots to (65) and overflows to (66). 

65. Five No. 5 Wilfley tables. From (64) with wash water from (78); 
deliver concentrates to (48), middlings and slimes to (67), and tailings to (76). 

66. Spitzkasten. From (64) ; delivers spigot to (68) and overflow to (67) . 

67. One 12-inch middlings elevator. From (65), (66), (68), (72), (73), 
and (74) ; delivers pulp to (69) . 

68. Three No. 5 Wilfley tables. From (66) with wash water from (78); 
deliver concentrates to (48), middlings and slimes to (67), and tailings to (76). 

69. One dewatering box. From (67) ; delivers spigot to (70) and overflow 
to (51). 

70. One 6-foot Waddell Chili mill with 1.5-millimeter round holes punched in 

herring-bone steel and other details as in (63), From (43) and (69), fed with 
2.5 to 0-millimeter material; delivers pulp to (71). ^ 

71. Two 2-compartment modified Richards’ classifiers. From (70) with 
hydraulic water from (61); deliver spigots to (72) and overflows to ( 73 ), 

72. Four No. 5 Wilfley tables and 1 Overstrom table. From (71) with wash 
water from (78); deliver concentrates to (48), middlings and slimes to (67), 
and tailings to (76). 

73. Spitzkasten. From (71); delivers spigot to (74) and overflow to (67). 

74. Four No. 5 Wilfley tables. From (73) with wash water from (78); 
deliver concentrates, via Frenier sand pump, to (48) ; middlings and slimes, via 
Frenier sand pump, to (67); and tailings to (76). 

75. Automatic concentrates sampler which cuts out about one part in 100. 
From (36), (37), (38), (40), (48), (52), and (53); delivers sample to assayer 
and rejects to (77). 

76. Automatic tailings sampler which cuts out about one part in 10,000. 
From (47), (55), (56), (65), (68), (72), and (74); delivers sample to assayer and 
rejects to the waste dump, 

77. Four 50-ton concentrates bins. From (75); deliver concentrates to 
(79) and overflows to (78). 

78. Nine overflow bins having a capacity of 20 tons of dry slimes. From 
(77); deliver wash water to (55), (65), (68), (72), and (74) and settled slimes, 
periodically, to the smelter. 

79. Steel railroad cars of 50 tons capacity with about 8 inches of fine 

slae* from tVlP Old OnTnininn finr»<al+.Ar 9 ROtL +>^£1 



OUTLINES OF MILLS. 


§ 1506. Mill 174. 


1887 


doors. From (77) ; deliver concentrates, containing about 12% moisture, to thf 
smelter. 

Under ordinary conditions the mill could easily run 98% of the year and 
make a saving of from 80 to 84% of the values in the crude ore. 

A screen test of the general tailings follows: 


On 20 mesh 2.60 percent 

Through 20 mesh “ 40 “ 10.30 “ 

“ 40 “ “ 60 “ 9.85 “ 

“ 60 “ “ 100 “ 13.80 

“ 100 “ “ 200 “ 14.85 

“ 200 “ 49.05 “ 


Total 100.45 


Labor and Wages, 

The concentrator when operating three 8-hour shifts per day requires the 
following regular force per 24 hours: 1 foreman, 3 shift bosses, 6 jig men, I 
engineers and oilers, 3 Chili millmen, 3 yanner men, 1 concentrates loader, anc 
3 repair men and carpenters. In addition there is a certain amount of laboi 
used in repair work, which averages about 1.6 shifts per day, bringing the con- 
centrator labor up to an average of 24.6 shifts per day. This cost amounts tc 
almost 25 cents per ton. 

Power and Water. 

The different machines are driven by counter-shafts from the main shafl 
which, in turn, is driven directly from the engine. The engine once ran th< 
old smelter. It is a single-cylinder Corliss engine with a 22 X 30-inch cylindei 
and is run condensing with 90 pounds of steam at the gauge. 

When the concentrator is handling from 450 to 500 tons per 24 hours th( 
power consumed ^varies, according to the hardness of the ore and the conditior 
of the roughing rolls in the crushing department, between 170 and 188 indi* 
cated horse-power and averages about 178. Observations as low as 162 anc 
as high as 209 indicated horse-power have been made. 

Owing^to the abundance of water at Globe about the only water re-usec 
is that recovered from the jig tailings. Nearly 1,500 gallons of water, per toi 
of ore treated, go to waste. 

Since enlarged to full capacity the concentrator will handle between 45( 
and 550 tons per 24 hours, with room still left for building an exact duplicat< 
of this plant. The foundations of the buildings and machinery are of brokei 
rock or slag and cement. The buildings are of structural steel built from de 
signs furnished by a structural steel company based upon preliminary drawingi 
of the requirements. The buildings were manufactured by the structural stee 
company at a contract price and placed by the same company on the founda 
tions built by the Old Dominion Copper Mining and Smelting Company. I 
pound price was made for additional work. No. 22 corrugated iron was use( 
on the roof and No. 24 for the sides. The buildings are practically water tight 
The company saves electricity by painting the roofing and sides white on th 
inside, giving a better diffusion of the fewer lights. This also gives the mill j 
neat appearance and the men pride. 

In skeleton the mill has only 3 floors as follows : the upper floor for roughing 
the lower for finishing, and the intermediate for re-grinding and pulp thickening 
Rolls, trommels, finishing jigs, and Wilfley tables are on the upper floor, th 
roughing jigs are on a small staging between the upper and intermediate floors 
Chili mills and pulp thickeners are on the intermediate floor; and the vannen 
etc., are on the lower floor. 

The Challenge feeders (20) give a perfectly uniform feed which the WaJ 
feeders, preceding: them, did not do. 
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The slope of the trommels is 0.75 inch to the foot, but it is believed to be a 
[e slight and it is thought that 1.25 inches to the foot would be better and 
e wear. 

Russia-iron slotted screens were formerly used on the Chili mills, but they 
not have the necessary capacity with the mill treating 500 tons daily. 
The vanner legs are especially designed of cast iron, firmly braced one 
inst the other, and bolted through the floor and through built-up continuous 
ts. 

The shafting of the mill is all carried upon steel supports. Ring-oiling ball 
[ socket pillow blocks are used exclusively. Once in line, with the bearings 
fly clamped, they have no difficulty with the shafts and run with a minimum 
; of power. 

T. Mills Saving Copper and Sulphur Values. 

Mill 175 illustrates this class. 

§ 1507. Mill No. 175. Eustis Mining Company, Eustis, P. Q., Canada. 
The economic mineral is a cupriferous pyrite.^® The vein matter, as found 
:he mine, is divided into three grades. First the high-grade ore, which is 
ally a fine-grained pyrite carrying about 2.5% of copper and which, in many 
3S, is singularly free from impurities. This grade will probably run over 
^ in sulphur as it occurs in the mine. Second there is lean ore, which is a 
iparatively coarse-grained pyrite in quartz and small particles of country 
k which is a talcy schist. Third there is a fine-grained crystalline lime- 
ae carrying about 65% of silica. The problem is to save the copper and 
Dhur. Capacity, about 200 tons per 24 hours. 

The ore, coming from the mine in skips,^^® is delivered to (1) and (25). 

1. Pocket with a capacity of about 10 tons. From the mine; delivers, via 
3tric tram, to (2). 

2. Two grizzlies sloping at 35°, Grizzly is situated on the west side 
the mill and has 2.75-inch spaces between the bars. Grizzly “ B'’ is on the 
t side of the mill and has 2-inch spaces between the bars. When grizzly A'' 
ised, ore comes from (1) ; the oversize is delivered to (3) and the undersize 
(14) and (34). When grizzly is used, ore comes from (1); the oversize 
ielivered to (26) and the undersize to (34). 

3. ^ Picking floor where the ore is hand picked, a sledge being used to separate 
shipping ore from the lean and waste ores. From (2) ; delivers shipping 
to (4) and (5), lean ore to (24), and waste ore to dump. 

4. Farrel Bacon breaker with a 10 X 16-inch jaw opening^ breaking to 
nches. Manganese-steel jaw plates are used. From (3); delivers crushed 
to (6). 

5. Farrel Bacon breaker with a 6 X 20-inch jaw opening, breaking to 3 
hes. Manganese-steel jaw plates are used. From (3) and (16): delivers 
shed ore to (6). 

6. Fourteen-inch elevator with an 8-ply rubber belt, a speed of 200 feet per 
lute, and elevating the ore 34 feet. From (4), (5), and (9); delivers to (7). 

7. Double-crimped wire screen with 0.57-inch square holes. From (6); de- 
srs oversize to (S) and undersize to (10). 

8. Trommel, 3X6 feet, divided into two sections. The first section has 1- 
h round holes and the second 3-inch round holes. From (7) ; delivers 1 to 
5-inch stuff to (11), 3 to 1-inch stuff to (12), and material larger than 3 
hes to (9). 

9. Spalling floor. Slabs broken by hammer. From (8); delivers to (6). 

10. Pocket for fines. From (7); delivers to (13). 
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12. Pocket for lump ore. From (8); delivers to (13). 

13. Wooden push car holding from 1.25 to 1.5 tons when full. From (10), 
(11), and (12); delivers to any railroad bin or stock pile. 

14. Bin.^ From (2) ; delivers, via hand-regulated gate, to (15). 

15. Horizontal shaking screen with 1-inch round holes, inclined supports, 
and making 178 strokes per minute. From (Id); delivers oversize to (16) and 
undersize to (IS). 

16. Thirty-two inch inclined rubber picking-belt having a conveying length 
of 16 feet and a speed of 12 feet per minute. From (15). Lean ore is picked 
and sent to (17) and the residue is either sent to (5) or waste according to its 
grade. 

17. Twelve-inch belt conveyor. From (16); delivers to (18). 

18. Sixteen-inch belt conveyor with a speed of 200 feet per minute. From 
(15) and (17) ; delivers to (19). 

19. Fourteen-inch extra heavy Camel Brand hair-belt elevator having a 
speed of 195 feet per minute and sheet-steel buckets, 14 inches wide, elevating 
the ore 44 feet. From (18), (23), (24), and (37); delivers to (20). 

20. Trommel, 3X8 feet, with 1.25-inch round holes, making 12 revolutions 
per minute. From (19); delivers oversize to (22) and undersize to (21). 

21. Mill bin having a capacity of 100 tons. From (20); delivers to (38), 

22. Spout. From (20) ; delivers to (23) . 

23. Dodge breaker with a 11 X 15-inch jaw opening and set for close break- 
ing. Manganese-steel jaw plates are used. From (22) and (36) ; delivers crushed 
ore to (19), 

24. Farrel Bacon breaker with a 15 X 24-inch jaw opening and set foi 
close breaking. Manganese-steel jaw plates are used. From (3), (25), and (26) 
delivers crushed ore to (19). 

25. Pocket for lean ore from the mine. From the mine via electric tram 
delivers to (24). 

26. Hand-picking floor. From (2); delivers shipping ore to (27), lean ore 
to (24), and waste rock to dump. 

27. Farrel Bacon breaker, 10 X 16 inches, breaking to 3 inches. Man 
ganese-steel jaw plates are used. From (26) and (36); delivers crushed ore tc 
(28). 

28. Steep fixed screen with double-crimped wire cloth haying 0.75-incl 
square holes. From (27); delivers oversize to (29) and undersize to (31). 

29. Wooden push car with details as in (13). From (28) and (36); deliven 
to (30). 

30. Railroad bin. No. 4, having a capacity of 125 tons. From (29) ; delivers 
to market. • 

31. Elevator with an 8-ply rubber belt and 8-inch buckets. From (28) 
delivers to (32) . 

32. Wooden push car with details as in (13), From (31); delivers to (33) 

33. Railroad bin, No. 3, having a capacity of 125 tons. From (32) ; deliver 
to market. 

34. Bin. From (2) ; delivers, via hand-regulated gate, to (35) . 

35. Horizontal shaking screen with 1-inch round holes making 178 strokei 
per minute. From (34) ; delivers oversize to (36) and undersize to (37). 

36. Thirty-two inch picking belt. From (35) ; delivers hand-picked shipping 
ore to (27) ; lean ore to (23) ; waste rock to dump; and the remainder, as shipping 
ore, to (29). 

37. Fourteen-inch conveyor. From (35); delivers to (19). 
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Concentration Mill, 

38. Two standard Challenge feeders. From (21) ; deliver to (39). 

39. Sixteen-inch belt conveyor. From (38); delivers to (40). 

40. Distributor. From (39); delivers to (41). 

41. Fraser and Chalmers style ''B'' belt-driven rolls, 20 X 30 inches, mak- 
; 105 revolutions per minute. From (40) ; deliver crushed ore to (42) . 

42. Twelve-inch elevator with an 8-ply heavy rubber-faced belt having a 
jed of 200 feet per minute and malleable-iron buckets, style AA,” elevating 
j ore 39 feet. Run wet. From (41) and (44); delivers to (43). 

43. Two trommels, 3X4 feet, with 5-mesh, 15-wire (Birmingham) cloth 
iible-crimped screens, making 16 revolutions per minute. From (42) ; deliver 
3 rsize to (44) and undersize to (45). 

44. Two belt-driven rolls, 8 X 24 inches, run wet and making 140revolu- 
ns per minute. From (43) and (52) ; deliver crushed ore to (42) . 

45. Pulsator with 6 spigots and no overflow. From (43) ; delivers the first 
got to (46), second spigot to (47), third spigot to (48), fourth spigot to (49), 
.h spigot to (50), and sixth spigot to (51). 

46. Two Wilfley tables. From (45); deliver concentrates to (53), middlings 
(52), and tailings to waste. 

47. Two Wilfley tables. From (45) ; deliver concentrates to (53) , middlings 
(52), and tailings to waste. 

48. One Wilfley table. From (45) ; delivers concentrates to (53) , middlings 
(52), tailings to waste, and clean backwater to (55). 

49. One Wilfley table. From (45); delivers concentrates to (53), middlings 
(52), tailings to waste, and clean backwater to (55). 

50. One Wilfley table. From (45) ; delivers concentrates to (53) , middlings 
(52), tailings to waste, and clean backwater to (55). 

51. One Wilfley table. From (45); delivers concentrates to (53), middlings 
(52) , tailings to waste, and clean backwater to (55) . 

52. Eight-inch elevator with an 8-ply rubber belt. From (46), (47), (48), 
)), (50), and (51); delivers to (44). 

53. Two wooden push cars with details as in (13). From (46), (47), (48), 
)), (50), and (51); deliver to (54). 

54. Concentrates bins or stock pile. From (53); deliver to market or 
>rage. 

55. Morris 3-inch centrifugal pump. From (48), (49), (50), and (51); 
livers to (56). 

56. Mill tank of 7,900 gallons capacity. From (55) and (57) ; delivers to 
11 system. 

57. One 4-inch Gould volute centrifugal pump making 700 revolutions per 
nute and handling about 200 gallons of water per minute. From (58); 
livers to (56). 

58. One 6-inch pipe line. From (59); delivers to (57). 

59. One 3-inch Worthington pump direct connected to a 2-stage, 15 horse- 
wer turbine making 1,440 revolutions per minute. From the river; delivers, 
>m 200 to 250 gallons of water per minute, to (58). 

Labor. 

Two men are required to operate the mill and a part of a third man^s time 
do the oiling. Two men are also required in the basement to handle the 
ncentrates. The number of men in the concentrating department varies 
tween 4 and 10. ^ Six boys are employed sorting ore and doing light work. 
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Power and Water. 

About 150 horse-power is required to operate the entire plant. From 300 
to 350 gallons of water per minute are probably required to run the mill. 

U. Mills Saving only Copper Vai.xjes. 

As examples of this important class Mills 176, 177, 178, 179, 180, 181, and 
182 are given, showing the practice in two districts. 

§ 1508. Mill No. 176. Pike Hill Mines, Incorporated, Corinth, Vbr- 
MONT.“^ — The capacity of this mill is about 40 tons per 24 hours. The econo- 
mic minerals are chalcopyrite and pyrrhotite in a siliceous gangnie, and the 
average copper content of the crude ore is from 2 to The problem is to 

save the chalcopyrite and pyrrhotite. 

The ore comes from the mines ^ via cars and is delivered to (1). 

1. Picking floor. From the mine cars; delivers selected ore, containing 
about 12% copper, to the Nichols Chemical Company; milling ore, containing 
about 3.8% copper, to (2); and waste rock to the dump. 

2. Buchanan breaker. From (1) ; delivers crushed ore to (3). 

3. Picking belt. From (2) ; delivers selected ore, containing about 12% 
copper, to the Nichols Chemical Company and the remainder to (4). 

4. Trommel with 0.75-inch holes. From (3); delivers oversize to (5) and 
undersize to (6). 

5. Buchanan corrugated rolls. From (4); deliver crushed ore to (6). 

6. Cylindrical drier. From (4) and (5) ; delivers to (7). 

7. Elevator. From (6); delivers to (8). 

8. Trommel with 0.125-inch holes. From (7); delivers oversize to (9) and 
undersize to (10). 

9. Buchanan smooth rolls. From (S) and (11) ; deliver crushed ore to (10). 

10. Elevator. From (8) and (9); delivers to (11). 

11. Trommel with 20 meshes to the inch. From (10); delivers oversize 
to (9) and undersize to (12). 

12. Trommel with 30 meshes to the inch. From (11) ; delivers oversize and 
undersize separately and periodically to (13). 

13. Four-pole Wetherill magnetic separator. From (12); delivers magnetic 
product, or pyrrhotite, to the storehouse and non-magnetic product, or chal- 
copyrite and gangue, to (14). 

14. Roasting cylinder. From (13); delivers to (15). 

15. Elevator, From (14); delivers to (16). 

16. Cooler which is only a water-cooled cylinder. From (15); delivers to 

( 17 ). 

17. Four-pole Wetherill magnetic separator. From (16); delivers mag- 
netic product, or chalcopyrite, to the Nichols Chemical Company and the non- 
magnetic product, or siliceous gangue, to waste. 

One hundred tons of crude ore yield: 20 tons of selected ore, carrying 12% 
copper; 10 tons of chalcopyrite concentrates, carrying from 13 to 15% copper; 
35 tons of pyrrhotite concentrates, carrying about 1.5% copper; and 35 tons of 
waste, carrying 0.5% copper. 

The mill has very limited living accommodations and is handicapped by 
inefficient labor. The power and water supplies have also caused trouble and 
the mill is now installing a producer gas engine plant. A small smelting plant 
is being erected where pyritic smelting will be tried, the pyrrhotite concentrates 
being used to flux the silica in the ore. 

§ 1509. Mill No. 177. Calumet and Hecla Mining Company, Calumet, 
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jinden on Torch Lake, 5 miles from the mine.^®® The total capacity of both 
tiills is over 8,000 tons per 24 hours or about 300 tons per section when treating 
onglomerate rock, and nearly double this capacity when treating amygdaloid 
ock.“® The mills run 24 hours per day, 6 days a week. The rock consists 
if the economic minerals native copper and a little native silver in a gangue of 
hyolite conglomerate carrying a little calcite, epidote, and martite. The 
)roblem is to save the copper and silver. 

The rock is hoisted from the mine in skips of 10,000 and 15,000 pounds 
lapacity each and dumped upon (1). 

Rock House at Mine. 

There is one rock house for each shaft and there are 17 shafts working. 
Jince all are alike in process, only one will be described below. 

1. One grizzly with 3.5 inches between the steel bars which arc 4 inches in 
liameter and placed at an angle of 30°. From the mine; delivers oversize, which 
s hand picked, into (a) copper nuggets which go to (20), (b) waste rock which 
;oes back to the mine for filling, (c) residue which is sent to (2), and undersize 

0 (3). 

2. Two Blake breakers, one having a jaw opening 20 X 24 inches and the 
)ther 24 X 36 inches, making about 190 thrusts per minute, and breaking to 
1.5 inches. From (1); deliver crushed rock to (3). 

3. Rock-house bins, 40 X 50 feet, and from 10 to 20 feet deep with flat 
)ottoms and 16 chutes. From (1) and (2) ; deliver, via sixteen gates, chutes, 
md railroad cars, to (4). 

Mills at Lake Linden. 

There are two entirely independent mills, the Calumet and the Hecla, in 
,otal having 28 sections, of which, in 1907, there were 22 practically similar 
lections treating conglomerate rock, and 6 somewhat different from the above, 
)ut similar to each other, working on amygdaloid rock. One conglomerate 
lection will be described below. 

4. Mill bin with a flat bottom and a capacity of 1,000 tons. From (3); 
lelivers to (5). 

5. One assorting table, 3 X 7.5 feet, making 65 strokes per minute. From 
;4) and (8) j delivers to (6) while barrel-work copper is picked and goes to (20) 
ind wood is picked and goes to waste. 

6. One Leavitt steam stamp using inclined 4-sided screens with 4.76-milli- 
neter round holes and equipped with mortar jigs (7). From (5) ; delivers pulp, 
na distributor, to (9) ; coarser and richer matei'ial to (7) ; and mortar cleanings, 
wery fourth day, to (8). ^ 

7. Two mortar jigs which consist of two openings in the side of the mortar 
)f (6), each about 1.5 X 12 inches, at the lower edge of the screen. Each opcn- 
ng leads down to a sieve below with holes 25 millimeters in diameter and 

1 X 12-inch dimensions. The sieves have connections with jigging plungers, 
5 inches in diameter, making 195 2-inch strokes per minute, which subject the 
naterial on the sieves to a regular jigging action, the hutch work and sieve 
discharges being discharged intermittently by a series of levers and pockets. 
From (6) ; deliver skimmings off screens and hutch work to (20) and tailings, 
)r cover work, to (8). 

8. One 1-compartment Woodbury-Benedict jig for 11 sections. Prom (6) 
ind (7) ; delivers discharge and hutch work to (20) and tailings to (5) . 

9. Two 2-compartment Woodbury-Benedict jigs having a capacity of 250 
iOhb per 24 hours on feed carrying about 40% slimes. All screens have 10 
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second, 30 X 50 inches. The plungers in the first compartments are 12 X 24 
inches and make 195 0.875-inch strokes per minute while the plungers in the 
second compartments are 12 X 50 inches and make 195 0.75-inch strokes pe] 
minute. From (6) ; deliver discharges to (20) ; hutch work to (13) ; slimes, b} 
special contrivance, to (15); and tailings, via distributors, to (10). 

10. Two 3-compartment Woodbury-Benedict jigs having a capacity oi 
about 150 tons per 24 hours. The plungers are all 12 X 50 inches and make 
195 strokes per minute varying in length from 0.5 inch in the first to 0.375 incl 
in the third compartments. The screens are all 30 X 50 inches and have IS 
meshes to the inch. The tail height is 2.625 inches. From (9) ; deliver dis- 
charges and skimmings to (11); hutch work, via hydraulic classifiers, to (13) 
the classifiers making concentrates which go to (20) ; and tailings which go tc 

11. One 6--foot Chili mill of the Calumet and Hecla type making 29.5 revo- 
lutions per minute, crushing through 16-mesh diagonal needle-slot screens anc 
having a capacity of 35 tons on conglomerate rock and 50 tons on amygdaloic 
rock per 24 hours. From (10) and (14); delivers pulp to (12). 

12. Two Wilfley tables. From (11); deliver concentrates to (20), middlings 
to (14), and tailings to (21). 

13. Two Wilfley tables. From (9) and (10); deliver- concentrates to (20) 
middings to (14), and tailings to (21). 

14. One Wilfley table. From (12) and (13); delivers concentrates to (20) 
middlings to (11), and tailings to (21). 

15. Two settling tanks, 5 feet wide by 9 feet long, handling together 125 tons 
of slimes per 24 hours. From^ (9) ; deliver spigots to (16) and overflows to (21) 

16. Two 4-deck Evans slime tables, 16 feet in diameter, having speeds oi 
1 revolution in 57 seconds, slopes of 1.5 inches to the foot, and a capacity oi 
from 14 to 18 tons per 24 hours. From (15) ; deliver concentrates to (17) anc 
tailings to (21). 

17. Four Wilfley tables. From (16) ; deliver concentrates to (20), middlings 
to (18), and tailings to (21). 

18. One settling tank. From (17) and (19); delivers spigot to (19) anc 
overflow to (21). 

19. One Wilfley table. From (18); delivers concentrates to (20), middlings 
to (18), and tailings to (21). 

20. Mineral boxes. Three grades of concentrates in addition to barrel-wori 
copper are kept separate from each other and from each mill. The concentrates 
in (20) averaged about 60% copper in 1907. From (1), (5), (7), (8), (9), (10) 
(12), (13), (14), (17), and (19); deliver, via cars, to smelter. 

21. Five sand wheels for both mills. From (10), (12), (13), (14), (15), (16) 
(17), (18), and (19); deliver over 8,000 tons per 24 hours through a launder 
on a high trestle, into Torch Lake. 

The amygdaloid practice differs from the conglomerate chiefly in the crush- 
ing. In this practice (6) is provided with 15.9-millimeter openings, 1 mortal 
jig (7), and 1 plain hydraulic discharge. The pulp from the mortar is screenec 
through 2 trommels having either 4.76 or 6.35-millimeter holes, the undersizs 
going to (9) and from that point on much as described under the method oi 
treating conglomerate rock. The oversize goes to two Woodbury-Benedicl 
bull jigs with 15 X 50-inch plungers making 180 1.75-inch strokes per minute 
which deliver cup concentrates to (20); hutch products to (13); and tailings 
which are returned by an elevator, either to (6) or to a set of rigid rolls, 16 X 36 
inches, whose crushed product goes back to the trommels with the materia 
from (7). Moreover, in the amygdaloid practice, the Evans tables (16) an 
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Some of the Wilfley tables are 6 feet wide at the head end, but most of them 
j 7. The speeds vary from 235 to 245 thrusts per minute, the length of strokes 
>m 0.625 to 0,875 inch, and the capacities from as low as 8 tons on fines to as 
^h as 18 tons per 24 hours on the coarser material. ■ 

The power consumed is about 30 horse-power per section. Water consumed 
ibout 1,250,000 gallons per 24 hours for a conglomerate section, and 2,000,000 
lions for an amygdaloid section excluding that used for condensing purposes. 
In addition to the above equipment there is under construction (Jan. 1, 
38) additional machinery for treating the present tailings from the richer 
rtions of the conglomerate rock and the rich tailings of former years. To 
'ther treat the slimes there have been installed for each section 8 Calumet 
Dies, a reciprocating table of the Wilfley type without the diagonal tcrmina- 
n of the riffles. These tables will handle the tailings of (16), deliver tailings 
(21) and concentrates to be further treated on a Wilfley table; 16 Calumet 
Dies supplying concentrates to one Wilfley. For further treatment of the 
irser tailings there has been erected a re-grinding plant. This takes the 
lings from (10) and (13). It consists of 48 Chili mills which will grind through 
or 24 meshes to the inch, the product of which, after classification, will be 
iated on 136 Wilfley tables. The capacity of this plant will be from 1,200 
1,500 tons per 24 hours. 

The rock is treated in the following proportions: 

73 percent of the rock treated comes from the Calumet conglomerate 
26 Osceola amygdaloid 

1 Kearsage 

The Calumet conglomerate is the hardest and the Osceola amygdaloid the 
ftest rock in the district. 

In 1905 the cost of making metallic copper at this plant was about 7 cents 
Dound. Tests have been conducted with a Nordberg steeple-compound stamp 
ad, and it was found capable of treating 375 tons of Calumet conglomerate 
600 tons of Osceola amygdaloid per day. 

The mill gives out no analysis. The rock formerly ran about 4% copper, 
it is now running somewhat less than one-half of this amount. 

Sand Wheels. 

There are two sand-wheel houses, one for each mill. The Calumet wheel 
use has two sand wheels of 50 feet nominal diameter; the Hecla wheel house 
,s three sand wheels of 40, 50, and 60 feet nominal diameters. The 60-foot 
nd wheel is situated in a 3-story steel annex. It weighs 300 tons, is 12 feet 
de, and is mounted on massive concrete foundations. 

The axle weighs 21 tons, is 26.5 feet long and 30 inches in diameter, with a 
-inch diameter hole through it. The axle revolves in cast-iron pedestals 
pported by heavy cast-iron bed plates weighing 240 tons. The rim is made up 
20 segments, each supported by two radial steel spokes 3.875 inches in diame- 
r.^ There are 544 buckets placed in pairs at equal distances around the inside 
riphery of wheel. Each bucket is 4 inches wide by 4.25 feet long and holds 
gallons, making the capacity of the wheel 14,700 gallons per revolution. The 
reel is driven by gear and pinion from a 700 horse-power motor. 

Upwards of 30,000,000 tons of tailings carrying from 0.4 to 1% of copper are 
Torch Lake. There is probably about 200,000 tons of copper in this amount 
tailings. 
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Water, 

Water is supplied by four steam-driven crank and fly-wheel pumps, and 1 
motor-driven centrifugal pump. The Michigan is the most powerful of the 
former type, with a capacity of 60,000,000 gallons in 24 hours. The Arcadian. 
Ontario, and Huron have a capacity of 20,000,000 gallons each and the cen- 
trifugal pump of 2,750,000 gallons in 24 hours or a total of 122,750,000 gallons 
of water in 24 hours. 

Boiler Plant. 

The old boiler plant consists of 22 locomotive boilers, of wliich 14 are in 
constant use. There are five 500, thirteen 300, and fourteen 250 horse-powei 
boilers, making a total generating capacity of 7,400 horse-power. 

A new boiler plant of 10,000 horse-power of Babcock and Wilcox boilers 
will shortly go into operation. 

The daily coal consumption averages 240 tons, and 500,000 gallons of watei 
per day are used in these boilers, coming from reservoirs, artesian wells, anc 
Torch Lake. 

The buildings are built of steel with corrugated-iron sides, Carey roofing 
and cement floors resting on concrete foundations. 

Electric Power Plant. 

The boiler house at the stamp mills also furnishes steam for the Electri( 
Power Plant of 8,000 kilowatts capacity. There are three 2,000-kilowatt Gen 
eral Electric generators direct connected ,to three Leavitt 3-cylinder compounc 
engines running at 107 revolutions per minute and generating current at 13,20( 
volts potential, also two 1,000-kilowatt General Electric generators, one direc' 
connected to an Allis-Chalmers twin steeple-compound engine, the other con 
nected by a rope drive to a Leavitt triple-expansion engine, both generating 
at a pressure of 440 volts. All are alternating-current, 25-cycle machines. 

This electric power is used to drive all stamp-mill machinery and the sane 
wheels, and is transmitted to the mine at a potential of 13,200 volts, where it ii 
stepped down to 2,300 volts, and used to drive the rock-house and shoj 
machinery and for mine pumping and lighting purposes. 

§ 1510. Mill No. 178. Baltic Mining Company, Copper Range Con 
SOLIDATED COMPANY, BALTIC,^ MICHIGAN. — This mill,^® located at Redridge 
on Lake Superior, has a capacity of 2,600 tons per 24 hours and is divided int< 
four sections, each section having one stamp and handling 650 tons of rock pe 
day. The mill building is of structural steel on stone foundations and is 195 fee 
long by 175 feet wide. 

The principal rock is native arsenical copper in an amygdaloid to which th 
mine has given its name.^®^ Narrow fissure veins, crossing the lode, carry i 
little melaconite which is saved in milling. The problem is to save the coppe 
values. 

The following is a description of a 1-stamp section. Rock from the min 
goes to (1). 

1. Nordberg steeple-compound steam stamp having a 20 X 24-inch cylinde 
and capable of crushing 650 tons of rock per 24 hours through a screen wit] 
0.625-inch holes. From the mine; delivers pulp to (2) and the heavier minera] 
removed from the mortar by a hydraulic discharge, goes to (33). 

2. Hydraulic classifier with a 0.25 X 0.625-inch spigot. From (1) and (5) 
delivers spigot to (33) and overflow to (3). 

3. Two trommels, 3X6 feet, with screens having 0.25-inch holes and 
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4. Ten-inch elevator with an 8-ply rubber belt having 46 malleable-iron 
buckets, 4.5 X 7 inches, set 18 inches apart. From (3); delivers to (5). ^ 

5. Sturtevant rolls, 6 X 36 inches, having open-hearth steel shells with a 
life of 6 months. From (4); deliver crushed rock to (2). 

6. Six Richards-Coggin 4-spigot classifiers with 0.75-inch spigots. From (3) ; 
deliver first spigots to (7), second spigots to (8), third spigots to (9), fourth 
spigots to (10), and overflows to (22). 

7. Hodge jig. From (6); delivers discharge to (33), hutch product to (15), 
and tailings to (11). 

8. Hodge jig. From (6) ; delivers skimmings to (33), hutch product to (15), 
and tailings to (12). 

9. Hodge jig. From (6); delivers skimmings to (33), hutch product to (15), 
and tailings to (13). 

10. Hodge jig. From (6); delivers skimmings to (33), hutch product to 

(15) , and tailings to (14). 

11. Hodge jig. From (7); delivers discharge to (30), hutch product to 

(16) , and tailings to (34). 

12. Hodge jig. From (8); delivers discharge to (30), hutch product to 
(16), and tailings to (34). 

13. Hodge jig. From (9); delivers skimmings to (33), hutch product to 
(16), and tailings to (34). 

14. Hodge jig. From (10); delivers skimmings to (33), hutch product to 
(16), and tailings to (34). 

15. Settling tank with 2 spigots. From (7), (8), (9), and (10); delivers 
spigots to (17) and overflow of clear water. 

16. Settling tank with 2 spigots. From (11), (12), (13), and (14); delivers 
spigots to (18) and overflow of clear water. 

17. Two Wilfley tables. From (15); deliver concentrates to (33), middlings 
to (19), and tailings to (34). 

18. Two Wilfley. tables. From (16); deliver concentrates to (33), middlings 
to (19), and tailings to (34). 

19. Hodge 2.5-inch centrifugal pump. From (17), (18), (21), and (32); 
delivers to (20). 

20. Settling tank with 2 spigots. From (19); delivers spigots to (21) and 
overflow of clear water. 

21. Two Wilfley tables. From (20) ; deliver concentrates to (33) and tail- 
ings to (19). 

22. Open-hearth crucible-steel screen with 0.125-inch round holes for re- 
moving wood pulp. Life 1 year. From (6); delivers undersize to (23) and 
oversize to waste. 

^ 23. Settling tank with 4 spigots 0.5 inch in diameter. From (22) ; delivers 
spigots to (24) and overflow to (25). 

24. Four Deister tables. From (23) ; deliver concentrates to (33) , middlings 
to (27), and tailings to (34). 

25. Settling tank with 8 spigots 0.5 inchin diameter. From (23), (28), (29), 
and (31); delivers spigots to (26) and overflow to (34). 

26. Eight Deister tables. From (25) ; deliver concentrates to (33) , middlings 
to (27), and tailings to (34). 

27. Hodge 2.5-inch centrifugal pump. From (24) and (26); delivers to 
(28) • . . , 

28. Settling tank with 3 spigots. From (27) ; delivers spigots to (29) and 
overflow to (25). 

29. Three Deister tables. From (28); deliver concentrates to (33) and 
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30. One 6-foot Huntington mill having a capacity of 40 tons per 24 hours 
through a 1-millimeter screen.^ From (11) and (12); delivers pulp to (31). 

31. Settling tank with 4 spigots. From (30); delivers spigots to (32) and 
overflow to (25) . 

32. Four Overstrom tables. From (31); deliver concentrates to (33), 
middlings to (19), and tailings to (34). 

33. Mineral or concentrates bin. From (1), (2), (7), (8), (9), (10), (13), 
(14), (17), (IS), (21), (24), (26), (29), and (32); delivers, via cars, to smelter. 

34. General tailings-launder. From (11), (12), (13), (14), (17), (18), (24), 
(25), (26), and (32); delivers to durnp.^ The discharge of this launder is 25 
feet above mean water datum and provides for the dumping of many million 
tons of tailings by gravity alone. 

The mill operates 2 shifts per 24 hours for 6 days a week and makes an 
80% extraction in a product running from 35 to 45% copper which smelts readily 
with the native copper mineraL The general mill tailings run 0.28% in copper. 

Power. 

Power is supplied by a compound-condensing Corliss engine. The boilei 
plant adjoins the mill and is 90 feet long by 55 feet wide. It has a steel frame 
and stone foundations and its equipment consists of five 250 horse-power Stirling 
water-tube boilers and a Green fuel-economizer. Draft for the boilers is fur- 
nished by a set of duplex fans driven by the mill engine. 

The mill is heated by a vacuum exhaust-steam system. 

Water. 

Water for the mill is furnished through a 3S-inch riveted steel pipe coming 
from an impounding dam across the mouth of the Salmon Trout River. Th( 
dam has 1,000,000 pounds of steel and 8,000 cubic yards of concrete work anc 
impounds about 1,250,000,000 gallons of water. At the river’s lowest stage 
enough water can be furnished to wash 5,000 tons of rock per 24 hours. 

§ 1511. Mill No. 179. Champion Stamp Mill of the Copper Rangi 
Consolidated Company, Painesdale, Michigan.®® — This mill,^® located ai 
Freda, two miles west of Redridge, is built of steel and concrete and has i 
capacity of 3,900 tons per 24 hours. The economic mineral is native coppe. 
which it becomes the problem to save.^®® 

The mill is divided into six sections and one of the first four is describee 
below, the fifth and sixth being referred to later. The rock, broken at th< 
mine to 6-inch cubes, is delivered by cars to (1). 

1. Bin, 18 feet wide by 27 feet deep at the lowest point and rock filled. Th< 
slope of the bottom is about 40®. From the mine via cars; delivers to (2). 

2. Feed chute, 8 feet long and sloping about 8 inches to the foot. Wate 
is added and copper nuggets and sticks are picked out. From (1); deliver 
copper nuggets to (23), milling rock to (3), and sticks to waste. 

3. Nordberg simple-cylinder steam stamp crushing through a 0.625-incl 
hole with a capacity of 650 tons per 24 hours when no oversize is returned, o 
500 tons per 24 hours if the oversize is returned. The mortars are circular an( 
provided with screens about 2.5 feet high having 0.625-inch round holes. Th 
foundations are made of concrete and are 20 X 20 X 32 feet deep. A Krausi 
mortar discharge enters 4 inches below the bottom of the screens and remove 
the larger nuggets. The water pipe is 4 inches in diameter and the discharg 
pipe 6 inches in diameter at the upper end and 7 at the lower. From (2) an< 
(11); delivers mineral to (23) and pulp to (4). 

4. Hydraulic discharge. A hopper-shaped box, 1 foot square at the to] 
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and 16 inches deep, with a discharge pocket 20.5 inches square and 29 inches 
deep which is located below. A 3-inch pipe, 8 inches long, connects the hopper 
and pocket. Hydraulic water enters through a 1-inch hole in the base of the 
hopper and comes into the bottom of the pocket, in which there is also a door. 
From (3); delivers mineral, from 0.25 to 0.625 inch, to (23), and pulp to (5). 

5. Two conical trommels, 24 and 40 X 56 inches with 0.25-mch holes, hav- 
ing a speed of 20 revolutions per minute and a slope of 1 inch to the foot. 
From (4) and (9); deliver oversize to (6) and undersize to (10). 

6. Ten-inch elevator with an S-ply rubber belt, 0.0625 inch thick and re- 
inforced on both sides, having a speed of 175 feet per minute, malleable-iron 
buckets, 4.5 X 7 inches, set 18 inches apart, and a capacity of from 125 to 150 
tons per 24 hours. The buckets have a life of about 6 months and elevate the 
rock 54 feet. From (5); delivers to (7). 

7. Trommel, 2X4 feet, with 0.437-inch holes, having a speed of 20 revo- 
lutions per minute and a slope of 1 inch to the foot. From (6) ; delivers over- 
size to No. 1 and undersize to No. 2 of (S). 

8. Two 2-compartment Harz jigs. No. 1 has 28 X 46-inch sieves, 30.5 X 46- 
inch plunger compartments, and a 6-inch tail apron, while No. 2 has 28 X 42- 
inch sieves, 30.5 X 42-inch plunger compartments, and a 4.5-inch tail apron. 
All sieves have 3-millimeter round holes and the height of tailings discharge 
is 5 inches in both cases. From (7), No. 1 is fed with 0.625 to 0.437-inch 
material and No. 2 with 0.437 to 0.25-inch material; deliver mineral to (23), 
middlings to (9), and tailings to (22). 

9. Allis-Chalmers rolls, 10 X 36 inches, making 175 revolutions per minute 
and having a capacity of from 125 to 150 tons per 24 hours. One roll is in a 
fixed bearing and the other has an adjustable sliding bearing making it rigid. 
The shells have a life of from 6 to 7 months. One set serves two sections. From 
(8); deliver crushed rock to (5). 

10. Six Richards-Coggin hydraulic classifiers, 1 X 1 X 1.25 feet long, with 
four 0.75-inch spigots each. The first and second spigots have 1.25-inch hy- 
draulic water pipes and the third and fourth 1 inch. One classifier is used 
before each gang of 4 jigs in (11), and the tailings from the first set of 4 jigs in 
(11) go to the second classifier, etc. From (5); deliver spigots to (11) and 
overflows to (18). 

11. Twenty-four Hodge jigs arranged in six sets of 4 jigs each and each set 
treats the classified, tailings from the preceding set. These are the Charles 
Hodge accelerated jigs of two compartments each and have a graduated adjust- 
able speed, and plungers to work simultaneously or in pairs, there being 2 eccen- 
trics on each plunger. The net screen area is 22 inches wide by 36 inches long 
while the apron between is 22 inches wide by 28 inches long. Ten-mesh screens 
are used on the coarsest jigs and mineral is cleaned off four times a day. From 
(10); deliver skimmed mineral from first compartments to (23), skimmed mid- 
dlings from second compartments either to (3) or (12), hutch products from 
both compartments to (13), and tailings from the last set of 4 jigs to (22). 

12. One 6-foot Chili mill having 1 X 12.7-millimeter punched-slot screens, 
a speed of 50 revolutions per minute, and a capacity of 40 tons per 24 hours. 
The shells have a life of from 6 to 8 months and the ring dies 1 year. Prom (11) ; 
delivers pulp to (13). 

13. Two V-shaped settling boxes about 2X3 feet. From (11) and (12); 
deliver spigots to (14) and overflows to (22). 

14. Four Overstrom tables^ 6.5 feet wide by 15 feet long, with corners at 
about 60° and 120°. There are 72 riffles 1.75 inches between centers. The 
tables have a feed and water distributor, the latter 7.33 feet long. Water is 

4.'U A 4. 1.. 1 » 4.1. ...1. rv A * 1_ *1 A ; 1 ± _1 i.“L .. 



§1511, Mill 179. 


OUT LINES OF MILLS, 


1899 


amount is regulated by small wedges. From (13); deliver mineral to (23), 
middlings to (15), and tailings to (22). 

15. One 2.5-inch centrifugal pump having a speed of 750 revolutions per 
minute, a lift of 15 feet, and a life of 5 months. From (14); delivers to (16). 

16. V-shaped slimes tank, 5.42 feet wide by 5.17 feet deep in the center and 
2.67 feet at the edges. From (15) and (17) ; delivers spigot to (17) and over- 
flow to (22), 

17. One Overstrom table in detail like (14). From (16); delivers mineral 
to (23); middlings via elevator, to (16); and tailings to (22). 

18. One double slimes-tank composed firstly of a screen box, 2.75 X 10 feet, 
with 0.188-inch holes to remove chips, etc.; next comes the first settling box 
made of 3-inch plank, 5 by 7.5 by about 5 feet deep; finally there is the second 
W-shaped settling box, 15 feet long by 16 feet wide, with a distributor having 
S partitions at the feed end. The first two tables in (19) are fed from the first 
settling box and the last four from the second. From (10) ; delivers spigots to 

(19) and overflow to (22). 

19. Six Overstrom tables in detail like (14). From (18); deliver mineral 
to (23), middlings to (20), and tailings to (22). 

20. Slimes tank. From (19) and (21); delivers spigot to (21) and overflow 
to (22). 

21. One Overstrom table in detail like (14). From (20); delivers mineral 
to (23); middlings, via elevator, to (20); and tailings to (22). 

22. Tailings launder. From (8), (11), (13), (14), (16), (17), (18), (19), 

(20) , and (21); delivers into Lake Superior. 

23. W-shaped mineral bin. From (2), (3), (4), (8), (11), (14), (17), (19), 
and (21) ; delivers, via gates, chutes, and cars, to smelter. 

About 20% of the total feed goes to the tables. In 1903 the stamps crushed 
42 tons of ore for each ton of coal burned, and in 1905 it cost about 7.5 cents 
to make a pound of metallic copper at this plant. The tailings average about 
0.335% copper and a recovery of 76% is made. The mill is heated by an ex- 
haust-steam vacuum system draining to a vacuum pump located in the boiler 
house. 

Two shifts are operated in the mill and three in the boiler house per 24 
hours, and the mill runs 6 days a week. 

Power. 

The steel boiler house has five 200 and four 225 horse-power Springfield 
boilers of Scotch type. It is furnished with a Green fuel-economizer, Detroit 
automatic stoker, and Sturtevant blower. Coal is delivered to the boilers by 
gravity and the ashes are delivered, through a launder by means of water, 
into Lake Superior. All exhaust steam, except that used for heating purposes, 
passes through jet condensers into a hot well from which water is fed into the 
boilers at high temperatures. 

A 600 horse-power, 14 X 32 X 30-inch, cross-compound engine running at 
125 revolutions per minute furnishes power to the mill. 

Water. 

There is a 40 X 60-foot steel pump-house with a truss roof and traveling 
crane which houses a 2,000,000-gallon triple-expansion Nordberg pump. Water 
for the mill and boilers comes from a shore well, located 8 feet below the level 
of* Lake Superior, through a tunnel 1,020 feet long. In 1903 water cost about 
1.5 cents per ton of rock stamped, which is less than the average for the district. 
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/hich take the place of the experimental roller plant described later, four gangs 
if Woodbury jigs, 4 to each gang, have been installed in order to handle a very 
arge proportion of fine material previously lost. The Deistcr tables are also 
ised and are giving excellent results; there are 4 finisher tables, 4 tables for 
e-ground middlings, 2 for middlings from finisher and Chili mill tables, and 14 
limes tables per head, and it is expected that the tailings from these two sections 
All be from 0.10 to 0.15 of 1% less than those made by the first four sections 
□L the mill. 

This practice will undoubtedly supersede that of the first four heads installed, 
n the old practice the jigging of oversize for the production of middlings to re- 
;rind, and the slimes table and tank arrangement is productive of a heavy loss 
n the tailings. 

rhe Champion Rolls Mill of the Copper Range Consolidated Coynpany^ Painesdale, 

Michigan. 

The capacity of this mill was 350 tons per 24 hours, but after experimenting 
or some time with this plant on graded crushing, all hope of making this method 
)f treatment a success was given up and the fifth and sixth sections of the stamp 
nill take its place. 

F. W. Denton,^® general manager, says: The main difficulty was that the 
•oils did not crush the material fine enough to liberate the finer particles of 
copper, so that the extraction was not as good as with the steam stamps, being 
ibout 66% as against 76%. We also found that the horse-power required was 
i little less than with the steam stamps but, if credit is given the steam stamps 
or doing much more breaking, that is, producing finer material, the question 
)f power is rather in favor of the stamps. Furthermore, the character of the 
naterial from the rolls was such that jigging required a much longer time to 
make the proper separation. The material was in the form of flakes rather than 
'ound and smooth as with the stamps.'^ 

This is a flow sheet to show '^what not to do.^' Rock from the mine was 
ielivered to (1). 

1. Shaking grizzly with 1-inch spaces between the bars. From the mine 
md (9); delivers oversize to (2) and undersize to (3). 

2. No. 5 gyratory breaker. From (1); delivers to (3). 

3. Elevator. From (1), (2), (11), and (13); delivers to (4). 

4. Trommel, 3X6 feet, with 0.875-ineh holes. From (3) ; delivers over- 
size to (9) and undersize to (5). 

5. Trommel, 3X6 feet, with 0.563-inch holes. From (4) ; delivers over- 
size to (12) and undersize to (6). 

6. Trommel, 3X6 feet, with 0.375-inch holes. From (5) ; delivers over- 
size to (14) and undersize to (7) . 

7. Trommel, 3X6 feet, with 0,125-inch holes. From (6); delivers over- 
size to (14) and undersize to (8). 

8. Hydraulic discharge. From (7) ; delivers spigot to (14) and overflow 
to (21). 

9. Trommel, 3X6 feet, with 2-inch holes. From (4) ; delivers oversize to 
(1) and undersize to (10). 

10. Jig with 1 compartment. From (9) ; delivers mineral to (23) and tail- 
ings to (11). 

11. Anaconda rolls, 15 X 40 inches. From (10); deliver rock, crushed to 
3.25 inch, to (3). 

12. Jig with 2 compartments. From (5) ; delivers mineral to (23) and tail- 
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13. Rigid rolls, 10 X 36 inches. From (12); deliver rock, crushed to 0.12^ 

inch, to (3). , 

14. Three Harz jigs with 2 compartments. All sieves 30 X 40 inches 
From (6), (7), and (8); deliver hutches, as mineral, to (23), middlings to (15) 
and tailings to waste. 

15. Rigid rolls, 10 X 36 inches, set close. From (14) ; deliver crushed rod 
to (16). 

16. Classifier with 4 spigots. From (15) ; delivers spigots to (17) and over- 
flow to (21). 

17. Four 3-compartment jigs. From (16); deliver skimmed mineral fron 
first two compartments, and hutches, as mineral, from first two compartmentj 
to (23), middlings to (IS), and tailings to waste. 

18. ^ One 6-foot Huntington mill. From (17) ; delivers pulp, crushed througi 
a 1-millimeter screen, to (19). 

19. Settling tank. From (IS) and (20); delivers spigot to (20) and over 
flow to waste. 

20. Four Overstrom tables. From (19) ; deliver mineral to (23) ; middlings 
by elevator, to (19); and tailings to waste. 

21. Settling tank. From (8), (16), and (22); delivers spigot to (22) anc 
overflow to waste. 

22. Two Overstrom tables. From (21); deliver mineral to (23); middlings 
by elevator, to (21); and tailings to waste. 

23. Mineral bin. From (10), (12), (14), (17), (20), and (22); delivers, Vn 
gates, chutes, and cars, to smelter. 

The tables got about 11% of the total tonnage treated. 

§ 1512. Mill No. ISO. The Trimountain Mining Company, Coppei 
Range Consolidated Company, Trimountain, Michigan.^® — The mill of thii 
company is situated at Beacon Hill, two miles west of Redridge.“® Togethei 
with the pump and boiler houses it occupies a 133.5-acre mill site which has i 
mile frontage on Lake Superior. The mill building, 210 feet long and 17^ 
wide, is constructed of steel and has stone foundations. It contains 4 Nord 
berg steeple-compound stamps for crushing the rock, and a complete equipmeni 
of. jigs, classifiers, tables, etc., to concentrate the crushed rock.^^® The pumj 
house is built of Portage-entry sandstone and has a steel trussed roof. Th< 
rock treated is the Baltic amgydaloid containing the economic mineral nativ( 
copper. The problem is to save the copper. 

Only one of the four similar stamp sections will be described below. Rod 
from the mine is delivered to (1). 

1. Stamp feeder. Receives rock from the mine broken to 3.5 inches an( 
finer, and delivers 525 tons of rock per 24 hours, together with 12,150 gallons o 
water, to (2). 

2. One Nordberg steeple-compound stamp provided with a hydraulic mortar 
discharge and a 2-way screen discharge. The cylinders are 15.5 and 32 inche, 
in diameter and the piston makes 104 24-inch strokes per minute. It crushe 
653 tons of rock per 24 hours through 0.625-inch round holes punched staggered 
with 0,875 inch between centers, in open-hearth, high-carbon steel plate, 0.187i 
inch thick. These plates, when tempered, have an average life of 218.40 day 
and, when untempered, of 77.75 days. ^ 

The weight of moving parts, going into the blow, is 7,860 pounds, whicl 
is made up as follows: Low-pressure piston, 1,115 pounds; high-pressure piston 
400 pounds; distance sleeve, 480 pounds; piston rod, 775 pounds; stamp shaf 
bonnet, 445 pounds; stamp shaft, 3,800 pounds; and chilled cast-iron sho^ 
845 pounds. The mortar and anvil blocks weigh 100 tons and are on concret 
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water per 24 hours in addition to 129,984 gallons per 24 hours in the hydraulic 
discharge. Weight and life of mortar linings and wear per ton of rock stamped 
are as follows: 



Weight New 
Pounds. 

Weight Old 
Pounds. 

Life in Days. 

Pounds Worn 
off per Ton of 
Rock Crushed. 

Hopper liners, hard cast iron 

600.0 

197.0 

195.9 

0.0039 

Urn “ “ “ “ 

225.0 

102.0 

58.4 

0.0041 

Top “ “ ;; ;; 

487.0 

280.0 

201.8 

0.0020 

Grate frames, gray 

1,749.0 

384.0 

137.3 

0.0193 

Stave liners, chilled “ “ 

2,826.0 

1,809.0 

344.5 

0.0057 

Mortar dies “ “ “ 

798.0 

415 0 

222.0 

0.0034 

Stamp shoes, “ “ “ 

846.0 

499.0 

12.7 

0.0534 

Stamp shaft, acid open-hearth steel 

3,800.0 

2,903.0 

626.0 

0.0016 


From (1), (4), and (28); delivers mortar discharge as No. 1 mineral; and pulp 
from screen discharge, via 2 launders, to (3). 

3. Two single-spigot hydraulic classifiers having 0.625-inch holes. Each 
handles 326.5 tons of rock and requires 57,549 gallons of hydraulic water per 
24 hours. From (2); deliver spigots as No. 1 mineral; and overflows to (4). 

4. Two conical trommels having 0.25-inch round holes, punched staggered, 
0.406 inch between centers, in open-hearth, high-carbon steel plate, 0.0625 inch 
thick. This plate has an average life, when tempered, of 71.3 days; when un- 
tempered, of 59.8 days; and when of rolled saw-plate, of 104 days. From (3); 
deliver 128 tons per 24 hours of oversize running 0.32% in copper, via elevator, 
to (2) and undersize to (5). 

5 . Two single-spigot hydraulic classifiers with 0.25-inch holes. From (4); 
deliver spigots, as No. 1 mineral; and overflow to (6). 

6. Six 4-spigot hydraulic classifiers. The first two spigots are of 0.75-inch 
pipe and the last two of 0.5-inch pipe; the first and third being worn while the 
second and fourth are new. Two hundred and eighteen thousand six hundred 
and thirty-four gallons of hydraulic water per 24 hours are added to the first 
spigots and 19,084 gallons of water are discharged with the pulp; 267,078 gal- 
lons of hydraulic water are added to the second spigots per 24 hours and 19,278 
gallons of water are discharged with the pulp. One hundred and eighty-seven 
thousand six hundred and ninety-eight gallons of hydraulic water per 24 hours 
are added to the third spigots a,nd 14,933 gallons of water are discharged with 
the pulp. One hundred and sixty-eight thousand one hundred and seventy- 
four gallons of hydraulic water per 24 hours are added to the fourth spigots and 
8,042 gallons of water are discharged with the pulp. Handle 525 tons of rock. 
The first spigots discharge 132 tons per 24 hours which runs 1.84% in copper 
and represents a loss of 0.28%, the second spigots discharge 96 tons per 24 
hours which runs 0.83% in copper and represents a loss of 0.26%, the third 
spigots discharge 54 tons per 24 hours which runs 0.73% in copper and repre- 
sents a loss of 0.25%, the fourth spigots discharge 36 tons per 24 hours which 
runs 0.63% in copper and represents a loss of 0.20%, and the overflows carry 
207 tons of rock per 24 hours. From (5) ; deliver the first spigots to (7) second 
spipts to (8), third spigots to (9), fourth spigots to (10), and overflows to (15) 
and (21). 

• 1 ^' 2-compartment Hodge jigs with brass wire-cloth sieves, 24 X 36 
inches. The head sieves of 8 mesh, 18 wire, and 3 inches deep have a life of 
Tim tail sieves, of 10 mesh, 20 wire, and 3 inches deep, have a life 
of 405 days. The plungers, 12_ X 36 inches, make 160 strokes per minute. The 
length of stroke m the head sieves is 1 inch and in the tail sieves 0.875 inch, 
ihe head sieves require 138,636 gallons and the tail sieves 113,328 gallons of 
water per 24 hours. From (6); deliver 6.96 tons from r7') rsi nnrl nn'i 
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of discharges per 24 hours, running 2.1% in copper, as ''raggings,'’ to (2^ 
24.12 tons of hutch products running 1.83% in copper, representing a loss 
0.57%, and 23,549 gallons of water per 24 hours, to (11); and tailings to (2( 

8. ^Six 2-conipartment Hodge jigs with brass wire-cloth sieves, 24= X ^ 
inches. The head sieves of 10 mesh, 20 wire, and 3 inches deep, have a life 
405 days. The tail sieves, of 12 mesh, 21 wire, and 3 inches deep, have a li 
of 540 days. The plungers, 12 X 36 inches, make 160 strokes per minul 
The length of stroke in the head sieves is 0.875 inch and in the tail sieves 0.81: 
inch. The head sieves require 130,692 gallons and the tail sieves 113,112 gi 
Ions of water per 24 hours. From (6) ; deliver discharges, as raggings, to (26 
31.68 tons of hutch products running 0.61% in copper, representing a loss 
0.31%, and 23,059 gallons of water per 24 hours, to (12); and tailings to (2( 

9. Six 2-compartment Hodge jigs with brass wire-cloth sieves, 24 X 36 inch( 
The head sieves, of 12 mesh, 21 wire, and 3 inches deep, have a life of 540 da} 
The tail sieves, of 14 mesh, 22 wire, and 3 inches deep, have a life of 260 da} 
The plungers, 12 X 36 inches, make 160 strokes per minute. The length 
stroke in the head sieves is 0.8125 inch and in the tail sieves 0.75 inch. The hej 
sieves require 138,120 gallons and the tail sieves 114,450 gallons of water p 
24 hours. From (6); deliver discharges, as raggings, to (28); 25.80 tons 
hutch products running 1.82% in copper, representing a loss of 0.79%, ai 
23,336 gallons of water per 24 hours, to (13); and tailings to (26). 

10. Six 2-compartment Hodge jigs with brass wire-cloth sieves, 24 X i 
inches. The head and tail sieves, of 14 mesh, 22 wire, and 3 inches deep, ha* 
a life of 260 days. The plungers, 12 X 36 inches, make 160 strokes per minul 
The length of stroke in the head sieves is 0.689 inch and in the tail sieves 0. 6' 
inch. The head sieves require 90,276 gallons and the tail sieves 80,610 gallo 
of water per 24 hours. From (6); deliver discharges, as raggings, to (25 
11.16 tons of hutch products running 0.28% in copper, representing a loss 
0.26%, and 22,529 gallons of water per 24 hours, to (14); and tailings to (26 

11. Two 3-compartmcnt Hodge jigs with brass wire-cloth sieves, 24 X i 
inches. The head sieves, of 10 mesh, 20 wire, and 2.75 inches deep, have 
life of 405 days. The middle and tail sieves, of 12 mesh, 21 wire, and 2.75 inch 
deep, have a life of 540 days. The plungers, 12 X 36 inches, make 160 strok 
per minute. The length of stroke in the head sieves is 0.875 inch, in the midc 
sieves 0.689 inch, and in the tail sieves 0.625 inch. The head sieves requi 
46,126 gallons, the middle sieves 29,282 gallons, and the tail sieves 40,252 gj 
Ions of water per 24 hours. From (7), via 2 hydraulic classifiers which requi 
23,740 gallons of hydraulic water per 24 hours and deliver 0.78 ton of minei 
running 75.8% in copper with 4,885 gallons of water per 24 hours; deliver 1.' 
tons of material on the head sieves and discharges as No. 2 mineral runni] 
85.5% in copper; 0.30 ton of material on the middle sieves, as No. 4 minei 
running 56.7% in copper; 0.44 ton of material on tail sieves, as sand runni: 
8.3% in copper, to (23); and tailings to (26). 

12. Two 3-compartment Hodge jigs with brass wire-cloth sieves, 24 X 
inches. The head and middle sieves, of 12 mesh, 21 wire, and 2.75 inches dee 
have a life of 540 days. The tail sieves of 14 mesh, 22 wire, and 2.75 inches dee 
have a life of 260 days. The plungers, 12 X 36 inches, make 160 strokes p 
minute. The length of stroke in the head sieves is 0.75 inch and in the midc 
and tail sieves 0.625 inch. The head sieves require 52,258 gallons, the midc 
sieves 42,326 gallons, and the tail sieves 33,860 gallons of water per 24 hou 
From (8); deliver 0.16 ton of material on head sieves as No. 2 mineral runni 
56.5% in copper; 0.12 ton of material on middle sieves as No. 4 mineral runni 
28.2% in copper; 0.26 ton of material on tail sieves, as sand running 6.5% 

nr\v\Y\cxr* ^’OQ^ • o-rk/*] +o'iliY^n'C} roa's 
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13. Two S-compartment Hodge jigs with brass wire-cloth sieves, 24 X 36 
Lches, of 14 mesh, 22 wire, and 2.75 inches deep,, having a life of 260 days, 
he plungers, 12 X 36 inches, make 160 strokes per minute. The length of 
,roke in the head sieves is 0.625 inch, in the middle sieves 0.563 inch, and in 
le tail sieves 0.5 inch. The head sieves require 44,916 gallons, the middle 
eves 50,876 gallons, and the tail sieves 32,306 gallons of water per 24 hours, 
rom (9); delivers 0.12 ton of material on head- sieves per 24 hours, as No. 4 
lineral running 59.8% in copper; 0.12 ton of material on middle sieves per 24 
ours as No. 4 mineral running 49.8% in copper; 0.30 ton of material on tail 
eves per 24 hours, as sand running 6.0% in copper, to (23) ; and tailings to 

14. Two 3-compartment Hodge jigs with brass wire-cloth sieves, 24 X 36 
Lches. The head and middle sieves, of 14 mesh, 22 wire, and 2.75 inches deep, 
ave a life of 260 days. The tail sieves, of 16 mesh, 24 wire, and 2.75 inches 
eepj’have a life of 230 days. The plungers, 12 X 36 inches, make 160 strokes 
er minute. The length of stroke in the head and middle sieves is 0.563 inch 
tid in the tail sieves 0.5 inch. The head sieves require 35,414 gallons, the 
liddle sieves 43,706 gallons, and the tail sieves 41,806 gallons of water per 24 
ours. From (10); deliver 0.12 ton of material on head sieves per 24 hours 
3 No. 4 mineral running 18.7% in copper; 0.08 ton of material on middle sieves 
er 24 hours, as sand running 8.2% in copper, to (23); 0.16 ton of material on 
III sieves per 24 hours, as sand running 8.6% in copper, to (23) ; and tailings 
) (26). 

15. V-shaped settling tank. From (6). Fifty-eight thousand six hundred 
nd sixty-two gallons of hydraulic water per 24 hours are added and go to (15) 
nd (21). Delivers 20 tons running 0.74% in copper and 54,232 gallons of 
rater in the pulp, via plug discharges, per 24 hours, to the upper decks of (16) ; 
2 tons running 0.63% in copper and 49,478 gallons of water in the pulp, via 
lug discharges, per 24 hours, to the lower decks of (16) ; and 101.5 tons running 
.33% in copper, as overflow, to (26). 

16. Two double-decked round tables, 17,5 feet in diameter, making 1 revo- 
ition per minute and sloping 1.25 inches to the foot. They also have spreaders 
rhich are 7 feet in diameter and have a slope of 1.5 inches per foot. They 
squire 23,172 gallons of clear water on the upper decks and 23,172 gallons 
f clear water on the lower decks per 24 hours, besides 15,494 gallons of jet 
^-ater to each deck. From (15); deliver concentrates to (17) and 22.5 tons 
f tailings per 24 hours, running 0.25% in copper, to (25). 

17. Centrifugal pump with a 2.5-inch discharge, and a fan 14.5 inches in 
iameter, making 700 revolutions per minute for a 20-foot lift and 500 revo- 
itions per minute for a 15’-foot lift. Handles about 30 tons of material with 
0% solids per 24 hours. A hard cast-iron lining lasts 6 months and a chilled 
ast-iron fan 12 months. (17), (20), and (24) require 36,678 gallons of clear 
rater per 24 hours for the arbors. From (16), (22), and (25) ; delivers to (18). 

18. Distributing box. From (17); delivers to (19). 

19. Two Wilfley tables.^ Receive 27.2 tons per 24 hours from (18) running 
.38% in copper and carrying 60,647 gallons of water. This represents a loss 
f 0.62%. Require 35,325 gallons of wash water per 24 hours. Deliver 0.58 
on of concentrates per 24 hours running 30.5% in copper as No. 5 mineral with 
,534 gallons of water; and about 27 tons of tailings per 24 hours, running 
.62% in copper and carrying 66,266 gallons of water, to (20). 

20. Centrifugal pump with details as in (17). From (19); delivers to (21). 

21. V-shaped settling tank. From (6) and (20); delivers 11.5 tons running 
.66% in copper, and 49,607 gallons of water in the pulp, via plug discharges, 

0/1 I.. /.It, »»n •i- ^ /OON • *f O O , -n V, Cm r\ KO/T*/ *M A M #-1 
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55,346 gallons of water in the pulp, via plug discharges, per 24 hours, to the lowe] 
deck of (22); and overflow to (26). 

22. One double-decked round table with details as in (16). It requires 
11,586 gallons of clear water on the upper deck and 11,586 gallons of deal 
water on the lower deck per 24 hours, besides 15,494 gallons of jet water foi 
each deck. From (21) ; delivers concentrates to (17) and 12.82 tons of tailings 
per -21 hours, running 0.22% in copper, to (25). 

23. Two 2-compartment Hodge jigs with brass wire-cloth sieves, 24 X 36 
inches. The head sieves, of 14 mesh, 22 wire, and 2.75 inches deep, have a life 
of 260 days. The tail sieves, of 16 mesh, 24 wire, and 2.75 inches deep, have 
a life of 230 days. The plungers, 12 X 36 inches, make 160 strokes per minute 
The length of stroke in the head sieves is 0.625 inch and in the tail sieves 0.56c 
inch. The feed hoppers require 41,436 gallons, the head sieves 48,320 gallons 
and the tail sieves 44,300 gallons of water per 24 hours. Fi'om (11), (12), (13) 

(14) , and (27) ; deliver material on sieves and discharges as Nos. 2 and 3 mineral 
and tailings to (24). 

24. Centrifugal pump with details as in (17). From (23); delivers to (29) 

25. Three settling tanks to be used when Wilfley tables (19) are not run 
From (16) and (22); deliver settlings to (17) and overflow to No. 2 catch bash 
or to (26) . 

26. General tailings launder. From (7), (8), (9), (10), (11), (12), (13), (14) 

(15) , (21), (25), (27), and (29); delivers to dump. 

27. Settling tanks. From overflow of mineral and rejigging sand-tanks 
delivers 4.41 tons per 24 hours, as plug discharges, running 1.94% in coppe 
to (23) and overflows to (26). 

28. No. 1 catch basin. From (7), (8), (9), and (10) ; delivers raggings t< 

( 2 )- . , 

^ 29. One Wilfley table. From (24); delivers concentrates as mineral; anc 
tailings to (26), 

Following is a sizing tost of the material from the stamp mortar with 0.625 
in(‘h round holes in the mortar screens: 


On 5 Mesh. 
Percent. 

'fhrough 5 
Mesh, on 10. 
Percent. 

Through 10 
Mesh, on 20. 
Percent. 

Through 20 
Mesh, on 40. 
Percent. 

Through 40 
Mesh, on 60. 
Percent. 

Through 60 
Mesh, on 100. 
Percent. 

Through 100 
Mesh. 
Percent. 

44.6 

1 11.1 

7.0 

0.2 

4.8 

3.0 

22.2 


Percentage of the various grades of mineral in the mill returns: 


Barrel work or mass copper 

Number 1 hutch or mortar discharge , . . 
“ 1 discharge 0.(525-mch . . . 

“ 1 “ rough ji^s. . . 

“ 2 “ finisher jigs . 

“ 3 “ slimes copper 


6.5 


12.7 

10.7 


16.7 


21.9 


31.6 


percent. 


In 1905, 570,613 tons of rock were stamped yielding 10,476,462 pounds_ o 
fine copper, or 18.36 pounds copper per ton of rock. The cost of productioi 
was 10.5 cents per pound for ordinary expenses and 10.93 pents including con 
struction expenses. The cost of mining, stamping, dressing, etc., was $1.5 
per ton of rock for ordinary working expenses and $1.67 per ton including con 
struction expenses. 

The most of the figures on water quantities and capacities of the variou 
machines as shown in the above flow sheet were obtained in 1905. Since tha 
time rolls have been installed for re-crushing, changing the conditions somewha 
throughout the mill. 

The mill operates two shifts per day and 6 days a week. The average cos 
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)er ton of rock stamped during 1907 was 20.05 cents; 49.66% of which was 
or labor, 2.32% for stamp shoes, 1.10% for oils and waste, 38.49% for coal, and 
5.43% for all other supplies. 

Pumping costs were 1.94 cents per ton of rock stamped. 41.32 tons of rock 
vere stamped per ton of coal burned. 22.78 tons of rock were stamped per 
nan per day. 

Power and Water, 

Six 250 horse-power Stirling water-tube boilers and a Green economizer, 
loused in a separate building of stone and steel, supply power to the mill. 
These boilers are run at a pressure of 175 pounds jier square inch. Draft for 
,he boilers is fui'nishcd by a brick-lined self-supporting steel smoke-stack, 7.5 
eet in diameter and 165 feet high. 

There is a Nordberg pump handling 20,000,000 gallons per 24 hours. It 
;akes feed water, for the regular operations, through a 40-inch riveted steel 
Dipc, 1,400 feet long, from an intake^ crib in Lak(‘ Supc'rior. On Sundays or 
lays of inactivity, feed water is pumped from a small stn^am whi(‘h is dammed 
ibout 1,000 feet away. The pumps for firc^ prote(‘tion and for domestic pur- 
poses arc also served from this stream. By actual nu^asunuiuait th(' amount 
)f water required by the mill in 1905, as shown in the flow sluu't, was 3,038,954 
gallons per 24 hours, 

§ 1513. Mill No. 181. Osceola Mill, Osceola Consolidated Mining 
Dompany, Opechee, Michigan. — This mill,*" having a total capacity of 5,250 
:ons per 24 hours, was built in two sections, the first, completed in lSi)9, contains 
5 steam stamps and th(i second, complet(Hl in 1902, contains 4 steam stamps. 
Each section is divided into units, ther(‘ b(4ng oru' compl(4.(» unit for ('ach stamp. 
Fhe capacity of each unit is 750 tons pc'i* 24 hours. Tlu' cost of milling per ton 
s only 16.95 cents. The rock tr(*ated is a cupriferous amygdaloid and the 
economic mineral is native coppc'r.*^'* Th(‘ probknn is to r(^cov('r the (‘opper. 

The rock, after being crush(‘d in the rock houses at thc^ mine, is delivered 
30 ( 1 ). 

1. Cars of 40 tons capacity. From the rock hous(’s; d(‘liv(‘r to (2). 

2. Seven mill bins each having a capa(*itv of 450 tons. From (1) ; deliver 
:o(3). 

3. Seven feed aprons. From (2) ; deliver hand-picked nugge^ts to smelter 
md milling rock to (4). 

Only one unit described from h(‘r(*. 

4. Compound steam stamp, 15.5 and 32 X 24 indues. It has a round 
onortar with vertical circular screinis, 54 inch(‘s in diam<‘t(U', having 0. 025-inch 
round hbles. Handles 750 tons per 24 hours. From (3) ; deliv(u*s nugg(‘ts to 
(5) and pulp to (6). 

5. Mortar discharge with a 4-inch round opening. Th(‘ product runs 96,0% 
in copper and represents 7.4% of the values r(?covered. From (I); d(4ivers 
bo smelter. 

6. Two hydraulic launder discharges. The spigots amount to 14,0%; of 
bhe values recovered. From (4); deliver spigots, as No. 1 inin(‘ral,to (51) and 
overflows to (7) . 

7. Two conical trommels, 28 and 40.5 X 60 inchess, with 0.1S75-in(‘h round 
loles. From (6); deliver oversize to (S) ami imdersiz(‘ to (19). 

8. Elevator. From (7), (11), and (12); d(4iv(‘rs to (9). 

9. Rigid rolls, 16 X 36 inches, made by the D(*nv(U’ Engineering Company, 
jrushing 250 tons per 24 hours and r<*<jumng 25 hors(»-power. Th(‘ tires, be- 
ore using, are 3.5 inch(‘s thick, and aft<‘r using, 0.375 inch or ksss. From (8) ; 
ieliver crushed rock to (10). 
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10. Conical trommel with 0.375-inch round holes and other details as in (7). 
From (9); delivers oversize to (11) and undersize to (12). 

11. Double jig with sieves, 2X3 feet, with a capacity of 70 tons per 24 
hours. The concentrates represent 19.0 percent of the values recovered. From 

(10) ; delivers discharges, as No. 1 mineral, to (51), hutch products to (28), and 
tailings to (8). 

12. Conical trommel, 38 and 50.5 X 60 inches, with 0.1S75-inch round holes. 
From (10); delivers oversize to (8) and undersize to (13). 

13. Four double classifiers with a capacity of 200 tons per 24 hours. From 
(12); deliver spigots to (14) and overflows to (17). 

14. Four double jigs with sieves, 2X3 feet, handling 190 tons per 24 hours. 
The concentrates represent 5.0% of the values recovered. From (13); deliver 
disr‘h:irg(‘'''. as No. 1 and No. 4 mineral, to (51) and (54), hutch products to (15), 
and tailings to (55). 

15. Two double jigs with sieves, 2X3 feet. The concentrates represent 
8.0% of the values recovered. From (14) and (17); deliver discharges, as 
No. 2 mineral, to (52) ; hutch products, as No. 3 mineral, to (53) ; and tailings 
to (16). 

16. Double jig with siewes, 2X3 feet. From (15); delivers hutch products, 
as No. 4 mineral, to (54) and tailings to (55). 

17. Four settling tanks. From (13) ; deliver spigots to (15) and overflows 
to (18). 

18. Sand pump. From (17) ; delivers to (10). 

19. Eleven double classifiers with a capacity of 500 tons per 24 hours. From 
(7) and (50); deliver spigots, amounting to 280 tons per 24 hours, to (20), and 
overflows, amounting to 220 tons per 24 hours, to (39). 

20. Eleven double jigKS with sieves, 2X3 feet, handling 280 tons per 24 
hours. The concentrates represent 7.0% of the values recovered. From (19) ; 
cleliver discharg(\s, as No. 1 and No. 4 minei’al, to (51) and (54), hutch products 
to (28), and tailings to (21). 

21. Eleven double jigs with sieves, 2X3 feet. From (20); deliver hutch 
products to (22) and 235 tons of tailings per 24 hours to (55). 

22. Four dewatering boxes handling 10 tons per 24 hours. From (21); 
deliver rock to (23) ami water to (31). 

23. Four doubl(‘ jigs with sieves, 2X3 feet. From (22); deliver hutch 
products, as No, 3 mineral, to (53) and tailings to (24). 

24. Four d(^wat(‘ring boxes. From (23); deliver rock to (25) and water 
to (34). 

25. Four doubles jigs with sieves, 2X3 feet. From (24); deliver hutch 
products, as No. 4 miiuu’al, to (54) and tailings to (26). 

26. Four dewatering boxes. From (25); deliver rock to (27) and water 
to (37). 

27. Four double jigs with sieves, 2X3 feet. From (26); deliver hutch 
products to (47) and tailings to (55), 

28. Four dewatering b<)X(\s handling about 22 tons per 24 hours. From 

(11) and (20); deliver rock to (29) and water to (31). 

29. Four hydra\ilic apron-discliarge.-^. The spigots represent 18.0% of the 
values n^covered. From (28) ; deliver spigots, as No. 2 mineral, to (52) and 
pulp to (30). 

30. Eight doubh^ jigs with sieves, 2X3 feet. The concentrates represent 
8.0% of the values rcjcovered. From (29) and (31); deliver hutch products, 
as No, 2 mineral, to (52) and tailings to (32). 

31. Four dewatering boxes. From (22), (28), and (39); deliver rock to 
(30) and water to (38). 
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32. Four dewatering boxes. From (30); deliver rock to (33) and water 
to (34). 

33. Four double jigs with sieves, 2X3 feet. From (32) and (34); deliver 
hutch products, as No. 4 mineral, to (54) and tailings to (35). 

34. Four dewatering boxes. From (24) and (32) ; deliver rock to (33) and 

water to (38). ^ 

35. Four dewatering boxes. From (33); deliver rock to (36) and water 
to (37). 

36. Eight double jigs with sieves, 2X3 feet. From (35) and (37) ; deliver 
hutch products to (47) and tailings to (55). 

37. Four dewatering boxes. From (26) and (35) ; deliver rock to (36) and 
water to (38) . 

38. Two settling runs. From (31), (34), and (37); deliver settlings to (47) 
and tailings to (55) . 

39. Eleven settling tanks. From (19); deliver settlings to (31) and over- 
flows to (40). 

40. Two slimes tanks. From (18), (39), (43), and (45); deliver spigots, 
amounting to 120 tons per 24 hours, to (41), and overflows to (55). 

41. Six round tables, 17 feet in diameter, with a capacity of 120 tons per 
24 hours. From (40); deliver concentrates to (42) and tailings to (46). 

42. Sand pump. From (41); delivers to (43). 

43. Tank. From (42); delivers spigot to (44) and overflow to (40). 

44. Wilfley table with a capacity of 26 tons per 24 hours. The concentrates 
represent 5.0% of the values recovered. From (43); delivers concentrates, as 
No. 4 mineral, to (54) and tailings to (45). 

45. Sand pump. From (44) and (46); delivers to (40). 

46. Settling run. From (41); delivers settlings to (45) and 120 tons of 
tailings per 24 hours to (55). 

47. Feed hopper. From (27), (36), and (38); delivers to (48). 

48. Double jig with sieves, 2x3 feet-. From (47) ; delivers hutch products, 
as No. 4 mineral, to (54), and tailings to (49). 

49. Double jig with sieves, 2X3 feet. From (48) ; delivers hutch products, 
as No. 4 mineral, to (54), and tailings to (50). 

50. Sand pump. From (49); delivers to (19). 

51. Concentrates bin for No. 1 mineral. From (6), (11), (14), and (20); 
delivers to smelter. 

52. Concentrates bin for No. 2 mineral. From (15), (29), and (30); delivers 
to smelter. 

53. Concentrates bin for No. 3 mineral. From (15) and (23); delivers to 
smelter. 

54. Concentrates bin for No. 4 mineral. From (14), (16), (20), (25), (33), 
(44), (48), and (49); delivers to smelter. 

55. Tailings launder. From (14), (16), (21), (27), (36), (38), (40), and (46); 
delivers to dump. 

The concentrates average to run 75.0% in copper. 

The largest size of concentrates made, which are not hand picked, is about 
4 inches in diameter. The largest size of tailings made is 0. 1875 inch in diameter, 

§ 1514. Mill No. 182. Quincy Mining Company's Mills, Hancock, 
Michigan. — There are two mills,^®^ located at Mason on Torch Lake, having 
a combined capacity of 4,700 tons per 24 hours. Mill No. 1 is built of wood 
and has 5 stamps, while Mill No. 2, built of steel on stone foundations, has a 
floor area of 132 X 216 feet and 3 stamps. 

The economic mineral is native coj)per contained in a rock known as the 

PawqKiV QTnvcrrlQlnirl *75 'T'Via 'n-rnKlciTYi la +n oo'cm f*r\r\Y\e^y 
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Rock Houses. 

The mine rock is dumped from the skips upon grizzlies which are made in 
two sections. The upper section is constructed of 2-inch steel bars placed 2 inches 
apart and sloping at an angle of 45°. In the lower section the bars are 12 
inches between centers and slope at an angle of 20°. This combination grizzly 
automatically assorts the rock into three grades, of which the fine undersize goes 
to the mill bins, the coarse undersize is delivered, via chutes, to 2 Dodge rock 
breakers on the floor below j and the material too large to pass through the 10- 
inch space in the lower section of the grizzly is broken up by a steam trip ham- 
mer. Rock from the rook houses is delivered to (1). 

A complete set of jigs and tables are used in connection with each stamp, 
the whole being considered as a unit. One of these units, No, S in Mill No. 2, 
is described below. 

1. Bin, 20 feet wide by 312 feet long, having a capacity of approximately 
1,000 tons. From the Rock House; delivers to (2). 

2. Feed apron. From (1); delivers hand-picked mass copper to (41) and 
milling rock to (3). 

3. Allis-Chalmers simple 2-way steam stamp. It has a 20-inch cylinder 
and makes 107.58 25-inch strokes per minute under a steam pressure of 142 
pounds and crushes through 0.625-ineh screen openings. The foundations are 
built up of heavy timbers and concrete, surrounded by a bottom plate weighing 
22 tons, a middle plate weighing 18 tons, and a top plate weighing IS tons, all 
of which arc solid iron castings. The stamp is equipped with an hydraulic 
mortar discharge which differs from the Parnall-Krause discharge by having 
its exit from the top of the stave liner above the bowl of the mortar. The 
hydraulic water is also constant instead of being intermittent, and the pres- 
sure is regulated by a valve. The discharge is elliptical in form with axes 
2.5 X 3 inches. Results of a test on this type of stamp follow: 

Test on No. 7 head of No. 2 mill, stamping No. 6 shaft rock from January 27 
to February 1, 1908, inclusive: 


January 27 
“ 28 
“ 29 

“ 30 

“ 31 

February 1 

Totals . 


Date. 


Running Time. 


Stopped for Repairs. 


Hours. 


Minutes. 


30 

25 
55 

26 
25 


40 


Actual Time Run. 


Hours. 


23 

22 

23 

23 

23 

23 


139 


Minutes. 


30 

35 

05 

35 

35 


20 


Tons of Rock. 


087.876 

814.476 

749.076 

730.400 

753.250 

758.900 


4,499.975 


I Tons of rock actually stamped per day 760. 

Tons of rock stumi^ed per 24 hours’ run 776. 


Steam pressure, 135 pounds. Rolls wore run during the above test. From (2) ; 
delivers discharge to (41) and pulp to (4). 

4. Two hydraulic classifiers. The spigots^ from these classifiers with the 
hydraulic discharge from the stamp mortars yield about 60% of the total pro- 
duction of copper. From (3); deliver spigots to (41) and overflows to (5). 

6. Two conical trommels, 4.47 and 5.31 X 2.5 feet long. Screens are 0.083 
inch thick, slightly hardened, and have 0,25-inch holes. From (4) ; deliver 
oversize to (6) and undersize to (14). 

6. Two Hodge bull jigs with 12-mesh, 12-wire sieves having a life of 90 
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tons. From (5) and (9); deliver mineral, via automatic discharges, to (41) 
and tailings to (7). 

7. Twelve-inch elevator with an S-ply belt having a speed of 450 feet per 
minute, a life of from 20 to 30 months, 42 buckets, 5 X 0 X 10 inches, set 18 
inches apart, having a life of about 1 year and elevating the rock 31.25 feet. 
From (6); delivers to (8). 

S. Sturtevant rolls, 16 X 32 inches, making 100 revolutions per minute. 
Combined weight of shells is 2,074 pounds. From 1,200 to 1,600 pounds of 
copper arc liberated here daily which formerly went back to (2). From (7); 
deliver crushed rock to (9). 

9. Trommel with details like (5). From (S); delivers oversize to (6) and 
undersize to (10). 

10. Two-spigot classifier. From (9); delivers spigots to (11) and overflow 
to (12). 

11. Six 2-compartment Hodge jigs with S-mesh, 8-wire sieves in the first 
compartments having a life of 150 days, lO-mesh, 10-wire sieves in the second 
compartments having a life of 300 days, and plungers making 162 0.875-inch 
strokes per minute. From (10); deliver discharge's to (41), hutches to (12), 
and tailings to (44). 

12. Settling tank. From (10) and (11); deliv('rs spigot to (13) and over- 
flow to (44). 

13. Wililey table. From (12); delivers concentrates to (41) and tailings 
to (44). 

14. Two hydraulic classifiers. From (5); deliver spigots to (41) and over- 
flows to (15). 

15. Six 4-spigot classifiers. From (14) ; delivcn* first and second spigots to 
(16), third and fourth spigots to (17), and ov(n4Iows to (24) and (29). 

16. Twelve 2-cornpartm(‘nt Hodge jigs with details like (11). From (15); 
deliver hutches to (19), middlings to (LS), and tailings to (44) or (15). 

17. Twelve 2-compartment Hodge jigs with details like (11). From (15); 
deliver hutches to (19) and tailings to (44)^ or (45). 

18. Hodge and Cleaves cast-iron sand pump with arbor, 2 inches in diameter, 
and chilled cast-iron fan, 14.5 inch(\s in diauu'ter from tlu' tips of the fans. The 
pump also has a removable chilled cast-iron lining and a speed of 750 revolu- 
tions per minute. Whm pumping 0.25-inch material against a bead of 10 
feet, it has a capacity of 30 tons p(‘r 24 hours and a life of from 7 to 8 weeks. 
When pumping material that would pass a 10-m('sh siewe^ against a head of 
15 feet, it has a capacity of 75 tons and a lif<* of from 7 to 8 months. From 
(16); delivers to (32), 

19. Two hydraulic classifiers. From (16) and (17); deliver spigots to (41) 
and overflows to (20) . 

20. Two 2-spigot classifiers. From (19); delivc^r .spigots to (23) and over- 
flows to (21). 

21. Two settling tanks. From (20); d(4ivt‘r spigots to (22) and overflows 
to (44). 

22. Two Wilfley tables. From (21); deliver concentrates to (41) and tail- 
ings to (44). 

23. kSix 2-compartment Hodge jigs with 12-m('sh, Ti-wire vsiev(ss in the first 
compartments having a life of 400 days, 14-in<'sh, 14-wir(i si(‘ves in tlu^ second 
compartments having a life of 550 days, and plungcuNs making 172 0.625-inch 
strokes per minute. From (20); deliver first two hutches to (41), second two 
hutches to (40), last two hutcluns to (25), and tailings to (44). 

24. Settling tank. From (15); delivers spigots to (25) and (26) and over- 
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25. Wilfley table. From (23), (24), (37), and (40); delivers concentrates 
to (27) and tailings to (4-1). 

26. Two Wilfley tables. From (24); deliver concentrates to (27) and tail- 
ings to (44). 

27. Hodge and Cleaves cast-iron sand pump with details like (IS). From 
(25), (26), and (30); dclivera to (28). 

28. Settling tank. From (27); delivei-s spigot to (31) and overflow to 
(29). 

29. Settling tank. From (15), (28), and (31); delivers spigots to (30) and 
overflow to (44). 

30. Three Wilfley tables. From (29); deliver concentrates to (27) and 
tailings to (44). 

31. Standard slime table. From (28); delivers concentrates to (43) and 
tailings to (29). 

32. Settling tank. Receives middling product from roughing jigs of three 
sections. From (18); delivens to (33). 

33. Trent Chili mill. From (32) and (47); delivers pulp to (34). 

34. Two Hotlgo ami Cleaves cast-iron sand pumps with details like (IS). 
From (33); deliver to (35). 

35. Hydraulic classifier. From (34); delivers spigot to (42) and overflow 
to (36). 

36. One 2-spigot classifier. From (35); delivers spigots to (37) and over- 
flow to (38). 

37. Three 2-corapartmont Hodge jigs with details like (23). From (36); 
deliver first four hutelu's to (43), last two hutches to (25), and tailings to (44). 

38. Settling tank. From (36); delivers to (39). 

39. Wilfley table. From (38); delivers concentrates to (43) and tailings 
to (44) . 

40. Two 2-compartm('nt Hodge jigs with details like (23). From (23); 
deliver hutches to (41) and tailings to (25). 

41. Mineral bin .Nh). 1. From (2), (3), (4), '(6), (11), (13), (14), (19), (22), 

(23) , and (40); delivi'rs to smelter. 

42. Mineral bin No. 2. From (35); delivers to smelter. 

43. Mineral bin No. 3. From (31), (37), and (39); delivers to smelter. 

44. Tailings launder. From (11), (12), (13), (16), (17), (21), (22), (23), 

(24) , (25), (26), (29), (30), (37), (39), (48), (49), (50), and (51) ; delivers to dump. 

Experimental Plant. 

This plant was installed for the treatment of the roughing-jig tailings. From 
the x (16) and (17), the tailings are delivered to (45). 

4.'>. • .-g rolls, 16 X 36 inches, making 100 revolutions per minute. 

Combined weight of shells is 3,384 pounds. From (16) and (17) ; deliver crushed 
rock to (46). 

46. Twelve-inch ('levator with details like (7). From (45); delivers to (47). 

47. Trommel with details like (5). From (46); delivers oversize to (33) 
and undersize to (48). 

48. Classifier. From (47) ; delivers spigots to_ (49) and overflow to (44) . 

49. Hodge 2-compartm('nt jigs with details like (23). From (48); deliver 
hutches to (50) and tailings to (44). 

50 Settling tank. From (49); delivers spigots to (51) and overflow to 
(44). 

51. Wilfley tables. From (50); deliver concentrates to (52) and tailings to 



1912 


ORE DRESSING. 


Mill 182. § 1514 


52. Bin for concentrates. From (50); delivers, via tram, to smelters. 

(41), (42), (43), and (52). These bins are constructed of concrete and cement 
and are kept at a temperature of 80° to dry out the water. The mineral bins 
for both mills are located at Mill 1. Mineral from Mill 1 is delivered via a 
bucket aerial tram, and mineral from mill 2 via electric surface tram. The gates 
to the bins are operated by steam. 

The adoption of hydraulic discharges and other improvements has increased 
the capacity of the stamp heads in Mill 2 about 25%. Changes in the method 
of concentration, using Wilfley tables in connection with finisher jigs, has in- 
creased the capacity about 30%, with labor costs reduced 25% and loss in 
tailings cut down about 65%. The concentrates from the above system of 
tables and jigs now run over 70% and the tailings 0.20% in copper, while they 
formerly ran 57.0 and 0.59% respectively. _ 

The oversize from the stamp trommels is passed to 2 jigs and thence to rolls. 
The material passing through the rolls is treated entirely separate from the 
undersize of the stamp trommels in order to determine what the rolls are doing. 
It has been found that from 1,200 to 1,600 pounds of copper pc'r 24 hours is 
extracted, and as this was formerly returned to the stamps, it is evident that 
a large saving is effected by the elimination of the abrasion of this material in 
the stamps. 

Of the present product of the mill about 30% is No. 3 grade mineral carrying 
very fine copper. 

In 1905, 1,135,162 tons of rock were stamped yielding 18,827,557 pounds 
of fine copper, or a return of 16.5 pounds of fine copper p(‘r ton of rock. 

At the No. 1 Mill a 24 X 25-inch “ simple steam stamp ” has been in operation 
for a year and given excellent results as regards rock stamped, stiaim used per 
horse-power hour, attention, and repairs. This stamp was made in the Quincy 
shops after the Allis-Chalmers typo. It uses 100 pounds of steam pressure 
and makes 102.9 drops per minute. Its capacity is about one-third greater 
than the stamp described under (3) . One man can attend to 3 of thc'se stamps 
per shift. 

The concentrates run about 65% copper, this tenor being det(>rmined by 
practical results to be the most economical to make for both the mills and the 
smelter. The tailings average about 0.24% copper. 

Samples are taken from every jig, table, and machine where a loss of copper 
is liable to occur, including the tailings launder, day and night. This method 
of watching results has, at this property, proved money well spent. The mills 
run 2 shifts a day, 6 days a week. 

Power and Water. 

Power is furnished to the mills by four 250 horse-power Wiekes vertical 
water-tube boilers, located in a separate building, 56 X 90 feet, having a steel 
frame and stone foundations. 

An electric lighting system is used. 

About 30,000,000 gallons of water per 24 hours are required for the present 
tonnage, or a ratio of about 29 parts of water to 1 part of solids. This water is 
taken from Torch Lake through a tunnel, 7 X 7.5 feet, driven for 100 feet under 
the bed of the lake. The pump houBe,_ 64 X 54 feet, is constructed of brick. 
An Allis-Chalmers vertical triple-expansion pump with a capacity of 20,000,000 
gallons per 24 hours, and three smaller pumps with a combined capacity of 
21,000,000 gallons per 24 hours furnish all the water necessary for the milling 
and boiler supply. 
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V. Mills Saving only Pyrite. 

Mills 183 and 184 illustrate this group of concentrating plants which dress 
ore for the manufacture of sulphuric acid. 

§ 1515. Mill No. 183. Arminius Mill, Arminius Chemical Company^ 
Mineral, Louisa County, Virginia.^^® — This mill has a capacity of 250 tons 
in 10 hours.®® The ore consists of the economic mineral cupriferous pyrite 
ill a slate gangue. The problem is to save the pyrite. Run of mine ore is 
delivered to (1), but some mixed ore and slate is broken with hammers and 
delivered, via car, to (2). 

1. Two grizzlies, 10.25 feet long, arranged in series with steel bars 2.25 inches 
in diameter at the top, tapered to 1.75 inches at the bottom and hung loose in 
chilled-iron sockets. The upper grizzly has 0.75-inch spaces between the bars 
at the top, 1.25-inch at the bottom, and a slope of 7.25 inches to the foot. The 
lower grizzly has 2.5-inch spaces between the bars at the top, 3.5-inch at the 
bottom, and a slope of 5.75 inches to the foot. From the mine; deliver material 
larger than 3.5 inches, via bin and car, to (2); material between 3.5 and 1.25 
inches, via bin and car, to (3) ; and material smaller than 1.25 inches, via bin 
and car, to (6). 

2. One Buchanan breaker with a 9 X 15-inch jaw opening and manganese- 
steel jaw plates breaking to 4 inches. From the mine and (1) ; delivers crushed 
ore to (3). 

3. One 14-inch Robins belt conveyor with a 4-ply rubber belt having a 
speed of 300 feet per minute. From (1) and (2); delivers to (4). 

4. One Grizzly with 1.5-inch steel bars set 1.5 inches apart and sloping 12 
inches to the foot. Made fan-shaped. From (3) ; delivers oversize to (5) and 
undersize to (6). 

5. One Dodge breaker with a 11 by 15-inch jaw opening and steel jaw- 
plates breaking to 1.5 inches. From (4); delivers crushed ore to (6). 

The mill is divided into three similar sections from this point. Only one 
is described. 

6. One hexagonal trommel, 3 X 10 feet, with 0.11 X 0.5-inch slot punched 
holes. Slopes 2 inches to the foot and makes 15 revolutions per minute. From 
(1), (4), (5), and (9); delivers oversize to (7) and undersize to (10). 

7. One set of geared rolls, made by Beckett and McDowell, 14 X 30 inches. 
The steel shells weigh 1,063 pounds when new and make 30 revolutions per 
minute. From (6); deliver crushed ore to (8). 

8. One set of Allis-Chalmers high-speed rolls, 14 X 24 inches. The steel 
shells are set close and make 100 revolutions per minute. From (7) ; deliver 
crushed ore to (9). 

9. Elevator. From (8); delivers to (6). 

10. Two 4-compartment Harz jigs with sieves having 0.25-inch square 
holes and jig beds made of 0.5-inch chilled-iron balls. The plungers make 133 
strokes per minute. From (6) and (12); deliver concentrates, via gates, to 
(13), the second hutch products to (1§), all other hutch products to (11), and 
the tailings to waste. 

11. One 4-compartment Harz jig with details as in (10). From (10),* 
delivers concentrates, via gates, to (13) and the tailings to (12). 

12. Rolls. From (11); deliver crushed ore to (10). 

13. Three 14-inch Jeffrey belt conveyors with 4-ply rubber belts having 
speeds of 375 feet per minute. From (10) and (11) ; deliver, via Jeffrey trippers, 
to the storehouse. 

The mill operates two 10-hour shifts per day for 6 days a week. 
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Power. 

Power is furnished by two Phoenix, 80 horse-power, return-tube boilers and 
two Heine, 200 horse-power, water-tube boilers, for both the mine and mill. 
The mill is driven by a 150 horse-power engine. 

§ 1516. Mill No. 184. Pyrite Dressing Plant of the Verbin Chemi- 
scHER Fabriken, Morgensternwerk near Mersdorp, Rohnau, Silesia. — 
The capacity of this plant is 150 tons per 20 hours.®^ The crude ore, carrying 
from 7 to 10% sulphur, is delivered from the mine to (1). The economic mineral 
is pyrite. 

1. Two hand tumblers. From the mine; one delivers to (2) and the other 
to (3). 

2. Grizzly with 60-millimeter spaces between the bars. From (1) ; delivers 
oversize to (3) and undersize to (5). 

3. Storage bin. From (1) and (2); delivers, via feeder, to (4). 

4. Breaker with a jaw opening of 0.32 X 0.5 meter. From (3); delivers 
crushed ore to (5). 

5. Two bins. From (2) and (4) ; deliver, via two percussion feeders, to (6). 

6. Two wet ball mills crushing through 16-mesh screens with 1-millimeter 
openings. From (5); deliver crushed ore to (7). 

7. Six Spitzlutten. From (6) ; deliver spigots of first four Spitzlutten to 
(8), of last two to (9), and overflows to (10). 

8. Four 3~compartment jigs. From (7) and (8); deliver concentrates to 
market, middlings to (8), and tailings to waste. 

9. Two Ferraris oscillating tables. From (7); deliver concentrates to 
market, middlings to (15), and tailings to waste. 

10. Two pulp thickeners. From (7); deliver spigots to (11) and overflows 
to (12). 

11. Ferraris oscillating table. From (10); delivers concentrates to market, 
middlings to (15), and tailings to waste. 

12. Spitzkasten. From (10) and (16); delivers spigots to (13) and over- 
flow to (14). 

13. Ferraris oscillating table. From (12) ; delivers concentrates to market, 
middlings to (15), and tailings to waste. 

14. Sump. From (12). 

15. Bucket elevator. From (9), (11), and (13); delivers to (16). 

16. Spitzlutten and Spitzkasten. From (15); deliver spigots to (17), and 
overflows to (12). 

17. Two Ferraris oscillating tables. From (16); deliver concentrates to 
market and tailings to waste. 

The concentrates assay 47% sulphur and represent a recovery of 85% of the 
total sulphur content of the ore. The tailings run from 1 to 1.3% sulphur. 

Power. 

A 200 horse-power Korting gas engine drives two dynamos; one furnishing a 
150-killowatt, 3-phase, 500-volt current, and the other furnishing a 14-kilowatt 
direct current for lighting 60 incandescent and 12 arc lamps. 

The big dynamo furnishes current to drive four motors of 100, 30, 15, and 5 
horse-power respectively. The 100 horse-power motor drives all the machinery 
in the mill with the exception of one of the ball mills (6), which is driven by the 
30 horse-power motor. The 15 horse-power motor runs a double hoist at the 
mine and the 5 horse-power motor runs the pumps. 

The plant is heated by steam. 
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W. Mills Saving Tin and Tungsten Values. 

To exemplify the Cornish tin practice Mill 185 is given. 

§ 1517. Mill No. 185. Dressing Tin Ores at the Old Glitters Mine 
NEAR Gunnis Lake, East Cornwall, England.^®® — The ore contains tir 
in the mineral form as cassiterite, tungsten as wolframite, and the sulphides 
of iron, arsenic, and copper.^®^ The gangue is of a quartzose character and is 
made up of granites, etc. The problem is to separate the cassiterite from the 
other minerals and the gangue, and to separate and save the sulphides of iror 
and copper. This plant treats about 2,600 tons per month. The average 
mill feed runs 1.23% tin and the tailings about 0.11% tin. 

The ore at the mine is divided into two portions, the larger of which is delivered 
to (1) and the smaller to (5). 

1. 'Two grizzlies with 2-inch spaces between the bars. From the mine 
deliver oversize to (2) and undersize to (3). 

2. Blake-Marsden rock breaker, with a jaw opening 10 X 15 inches. From 
(1); delivers crushed ore to (3). 

3. Storage hopper. From (1) and (2) ; delivers, via four Challenge feeders 
to (4). 

4. ^ Twenty stamps weighing 800 pounds each, dropping 9 inches 95 times 
per minute, having 25-mesh gun-metal woven-wire screens and a capacity oi 
about 3 tons each per 24 hours. From (3); deliver pulp to (12). 

5. Storage hopper. From the mine; delivers to (6). 

6. Shaking screen. From (5); delivers oversize to (7) and undersize tc 
(S). 

7. Rock breaker with a jaw opening 8 X 12 inches. From (6); delivers 
cnished ore to (8) or (11). 

8. Rolls, 12 X 28 inches. From (6), (7), and (9); deliver crushed ore, vh 
elevator, to (9). 

9. Vibro screen. From (8) ; delivers oversize to (8) and undersize to (10) 

10. No. 6 ball mill with 30-mesh screen. From (9); delivers to (12). 

11. Five stamps. For details see (4). From (7); deliver pulp to (12). 

12. Three Spitzlutten, two with 3 compartments each and one with 2 com 
partments. From (4), (10), and (11); deliver spigots to (14) and overflows tc 
(13). 

13. One Spitzkasten with 10 compartments. Fifty feet long, 6 feet wid( 
on top, and 5.5 feet deep. From (12); delivers spigots to (15) and overflow tc 
( 20 ). 

14. Eight Buss swinging tables. From (12) and (14) ; deliver concentratei 
to (21); middlings, via elevator, to (14), and tailings to (20). 

15. Four double-compartment distributing boxes. From (13); deliver t( 

( 16 ). 

16. Four double Liihrig vanners. From (15) ; deliver concentrates to (21) 
middlings, via centrifugal pump, to (17), and tailings to (20). 

17. Small Spitzkasten. From (16); delivers spigot to (18) and overflow t< 
(20). 

IS. Distributing box. From (17); delivers to (19). 

19. One double Lxihrig vanner. From (18) ; delivers concentrates to (21 
and tailings to (20) . 

20. One Spitzkasten with 8 compartments, 40 feet long, 8 feet wide on toj: 
and 5.5 feet deep. From (13), (14), (16), (17), and (19). Lime is added t 
coagulate the slimes. The spigot is delivered to settling ponds and the ovei 
flow, via pump, to water supply tank. 

21. Calciner. From (14) and, at a different time, from (16) and (19) 
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delivers the former to (24) and the latter to (22). The concentrates from (14) 
contain sulphides of only iron, copper, and arsenic; also cassiterite and wol- 
framite; while the concentrates from (16) and (19) also contain the oxide of iron. 

^ 22. Convex Cornish buddies. From (21) ; deliver concentrates to (23) and 
tailings of iron oxide to waste. 

23. Reverberatory drier. From (22) ; delivers to (24). 

24. One Wetherill cross-belt magnetic separator with 4 fields. From (21) 
and (23); delivers most magnetic product of iron oxide to waste; the second, 
or copper iron product, to the copper leaching plant; the third and fourth, or 
iron and wolfram products, are cleaned by buddies and kieves, or kieves alone, 
and sold; and the non-magnetic, or tin product, is kieved and sent to the tin 
smelter. 

There is also a No. 2 wet ball mill for crushing old wet middlings and sending 
them to the washing machines. At times it is used dry for re-crushing the first 
and second Wetherill products when they are rich in tin and tungsten. Later 
it is proposed to use it for recrushing the Buss middlings to be treated on the 
Liihrig vanners. 

The roasting aims to convert the iron in the sulphides of iron, arsenic, and 
copper into the magnetic oxides and it is thus largely eliminated, as waste, in 
the first Wetherill product. 

_ During July, 1903, the mill treated 2,600 tons carrying 34.33 tons of cassit- 
erite and wolframite. 10.4 tons of cassiterite, running 65% tin, and 20.2 tons 
of wolframite, running 62.5% tungsten, were recovered or 89.1%. The cost 
of milling per ton is about 59 cents. 

Experiment has shown that woven-wire screens in the batteries are better 
than punched plate and that ball mills produce less slimes than stamps. 

The satisfactory extraction is claimed to be due largely to the classification, 
and criticism is made of the lack of classification in many Cornish mills. 

X. Mills Saving only Asbestos. 

To illustrate the Quebec practice in asbestos dressing Mill 186 is given. 

§1518. Mill No. 186. General Practice op Asbestos Milling in 
Quebec, Canada. — The ore is mined almost entirely by the open-cut and 
quarrying system as the veins are very irregular and quite liable to pinch out 
with depth.®^^ The economic minerals are actinolite occurring in, and closely 
associated with, blackish green hornblende rocks; and chrysotile which is found 
in the serpentine rocks. ^ As the market for the former is very limited and the 
prices, as a rule, not satisfactory, only the treatment of chrysotile will be out- 
lined here. The mills are usually within 500 feet of the pit and have a wooden 
substructure covered by either wood, galvanized iron, or tarred paper. Few 
are painted but all are well guarded against, and. protected from, fire. The 
mills are usually operated 2 shifts during the 24-hour day, and the capacities 
of the plants vary from 75 to 500 tons per 24 hours with an average of about 
150 to 250 tons. Of the total ore mined about 30 to 60% goes to the mill and 
the mills extract, in the form of salable products, from 6 to 10% of the total 
amount of ore they treat. Of the total products made both by cobbing and 
milling about 10% is represented by crude cobbed material, 15 to 20% of Nos. 
I and II mill fiber, and from 70 to 75% of paper stock. 

Cobbing. 

In the open cut or pit the ore is divided into the following classes: first, 
rock containing long fiber which is sent to (1) ; second, rock containing medium 
fiber which is sent to (3); third, rock containing small fiber which is sent to 
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(7) ; fourth, refuse and fines which are sent to (6) ; and fifth, coarse waste rock 
which is sent to the waste dump. These different products are all taken from 
the pit by means of a derrick, the cable-type being the most common form in use. 

1* Men's cobbing shed. ^'Single-jack" hammers weighing from 6 to 7 
pounds each are used. From the pit; delivers long fiber and small stones with 
long fiber to (2) , stones with short fiber to (7) , refuse and fines to (6) , and waste 
rock to waste dump. 

2. Screens with 0.1S75-inch holes. From (1); deliver oversize to (3) and 
undersize to (6) . 

3. Girl's cobbing shed. "Single-jack" hammers weighing from 1.5 to 2 
pounds each are used. From the pit and (2) ; delivers coarsest fiber to (4) , 
medium fiber to (5), and refuse and fines to (6). 

4. Screen with 0.5625-inch holes. From (3) ; delivers oversize, as No. 1 
crude measuring over 0.75 inch in length, via bags to market and undersize 
to (5). 

5. Screen with 0,375-inch holes. From (3) and (4) ; delivers oversize, as 
No. II crude measuring from 0.56 to 0.75 inch in length, via bags to market 
and undersize to (6). 

Most of the cobbing is done by contract at from 30 to 35 cents per 100 pounds. 

Drying and Crushing. 

6. Drier. From the pit, (1), (2), (3), and (5); delivers dry ore to (7). 

7. Ore bin. . From the pit, (1), and (6); delivers to (8). 

8. Blake breaker. Usually hand fed and requires 1 man per shift. From 
(7); delivers to (9). 

9. Rotary drier, 3 feet in diameter and 30 feet long, having a slope of about 
7°, making 6 to 8 revolutions per minute, having longitudinal blades, a capacity 
of from 50 to 75 tons per shift, and requiring about $3.50 per shift for fuel, on 
a basis of $2 per cord for soft wood and $3 per cord for hard wood. One man 
per shift required on automatically fed driers. From (8); delivers to (10). 

Concentration. 

10. Bucket elevator. From (9); delivers to (11). 

11. Sturtevant rotary breaker No. 2, 20 X 30 inches, having a capacity 
of from 8 to 12 tons per hour, a speed of 250 revolutions per minute, and 
requiring from 15 to 20 horse-power. From (10); delivers to (12). 

12. Fiberizer, 3 feet in diameter and 11 feet long. From (11); delivers to 

(13). 

13. Bucket elevator. From (12); delivers to (14). 

14. Screen with 0.0625-inch holes. From (13) ; delivers oversize to (15) 

and undersize to dump. . ^ 

15. Fan. These fans are made of galvanized iron, are 30, 35, and 40 inches 
in diameter, and make from 1,800 to 2,200 revolutions per minute. From (14) ; 
delivers fiber to (19) and residue to (16). 

16. Cyclone beater. These have capacities ranging from 25 to 60 tons per 
10 hours. The blades are generally made of chilled cast iron and have a life 
of from 10 to 14 days. From (15); delivers to (17). 

17. Shaking screen with 0.0625-inch holes. From (16); delivers oversize 
to (18) and undersize to dump. 

18. Fan. For details see (15). From (17) ; delivers fiber to (19) and residue 
to dump. 

19. Collector I. From (15) and (18); delivers to (20). 

20. Revolving screen with 0.31-inch holes and arms revolving in a direction 
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opposite to that of the screen. From (19); delivers oversize to (21) and under- 
size to (25). 

21. Ten-mesh shaking screen. From (20); delivers oversize to (22) and 
undersize to (27). 

22. Fan. For details see (15). From (21)’; delivers fiber to (23) and residue 
to (34). 

23. Collector II. From (22); delivers to (24). 

24. Shaking screen. From (23); delivers oversize, as fiber No. 1, to market 
and undersize to (34). 

25. Twelve-mesh shaking screen. From (20) ; delivers oversize to (26) and 
undersize to (27). 

26. Fan. For details see (15). From (25) ; delivers fiber to (29) and residue 
to (27). 

27. Twelve-mesh shaking screen. From (21), (25), and (26); delivers over- 
size to (28) and undersize to (30). 

28. Fan. For details see (15). From (27); delivers fiber to (29) and resi- 
due to (30). 

29. Collector III. From (26) and (28); delivers fiber No. II, or paper stock, 
to market. 

30. Cyclone beater. For details see (16). From (27) and (28); delivers 
to (31). 

31. Thirty-five-mesh screen. From (30); delivers oversize to (32) and 
undersize to (31). 

32. Several suction cleaners or ^'suckers,'' each taking the residue left by 
the preceding machine. From (31); deliver small fiber to (33) and residue to 
(34). 

33. Collector IV. From (32) ; delivers small fiber to market for the manu- 
facture of asbestos wood. 

34. Sturtevant horizontal emery mill. The 42-inch mill has a capacity 
of from 1 to 3 tons per hour, makes from 300 to 350 revolutions per minute,^ and 
requires about 18 horse-power. From (22), (24), (31), and (32); delivers 
asbestos finishing powder, for the manufacturing of plaster, to market. 

The different processes are usually divided and each performed in separate 
buildings such as buildings for cobbing, drying and crushing, concentrating, 
power, etc. When conveyors are required the rubber-belt type is used. 

Steam power is used in most cases, but electrical equipment is commencing 
to be installed in several instances. Steam power varies in cost from $35 to 
$47 per horse-power year. 

About 1 to 1.5 horse-power is required per ton of ore crushed and milled. 

Following is a table of the help employed and wages paid in two mills: 



Number. 

150-Ton Mill or 

75 Tons per Shift. 

Number. 

260-Ton Mill or 
12^ Tons per Shift. 

Engineers at $2.00 

1 

$2.00 

1.75 

1 

$2.00 

3 50 

Firemen at 1.75 

1 

2 


1 

4.00 

1 

4.00 


1 

2.00 

1 

2.00 

Oilers and helpers at 1.75 

1 

1.75 


Helpers * at 1.50 


3 

4.50 

Breaker feedermen at 1.25 

3 

3.76 

3 

3.75 

Prier firemen at 1.25 

1 

1.25 

Drier firemen at 1 50 


2 

3.00 

Sandmen at 1.50 

1 

1.50 

2 

3.00 

Men for bagging at 1.25 

• 3 

3.75 

4 

5.00 



Totals 

13 

$21.76 

$0.29 

7 tons 

19 

$30.76 

$0.25 

Average labor cost per ton milled 

“ production of fiber 



12 tons 
$2.56 

labor cost per ton of fiber 


$3.11 
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Following are the average results for 3 months obtained by a mine whic 
has been working for years on fairly good ground; all the rock and fiber fro] 
the mines was sent to the mill. The mill and mine worked only in the da 
shift, the quantity of milling material treated per day ranged between 80 an 
90 tons or about 60% of the total rock mined. The production of asbestos < 
all grades was, on an average, 7.5 tons per day or about 9.5% of the milling or 
Forty men were employed in the mine and 13 men at the mill. 

(1). Per ton of total rock mined: 


$66.50 -J- 125 - $0.53 


(2). Per ton of milling rock: 


Mining $66.50 -f- SO =* $0.83 

Milling 64.16 -s- 80 = 0.80 

(3) . Per ton of asbestos: 

Mining - $66.50 -5- 7.5 = $8.86 

Milling 64.16 7.5 =» 8.55 

(4) . Total cost of production per ton of asbestos mined and milled: $17.4 
Based upon a finer division of the expenses this total cost of $17.41 is con 

posed of the following items: 


Wages 

Power 

Bags 

Machinery, repairs, and supplies . 

Explosives 

Oil, grease, waste, etc 


$76.00 -4- 7.5 = $10.13 

31.44 -s- 7.5 = 4.19 

10.50 7.5 = 1.40 

7.62 7.5 = 1.01 

3.60 7 5 = 0.48 

1.50 ^ 7.5 = 0.20 


It is estimated that if the capacity of the mining and milling plant in que 
tion was increased to 300 tons of milling rock, the above cost could be reduc( 
to $14.50 per ton of asbestos produced. 

To the' above costs must be added the expense for general managemen 
oflSces, insurance, marketing, amortization, etc. 

In the mines of the district the following scale of wages per shift prevail 

Foremen, $2; engineers, $1.75; machine drillmen, $1.75; helpers, $1.5 
blacksmiths, $1.75; helpers, $1.50; car and derrick men, $1.25; miners, $1.2 
and boys, $0.75. 

The prevailing market prices in 1905 were : 

Number I crude $175 to $200 

“ II no to 125 ‘ 

Fiber I (special) ' 75 to 80 

II 50 , 

U It TT] 

u j paper stock 20 to 25 

Asbestos board material 8 


Y. Mills Saving only Mercury Values. 

Mill 187 shows the cinnabar ore-dressing practice in Austria. 

§ 1519. Mill No. 187. Cinnabar Ore Dressing at Idria, Austria.® - 
The ore is hand sorted in the mine into two classes (a) and (6). The (a) gra< 
contains a medium amount of mercury and rich ore, and the (6) grade is o 
from the vein walls containing a large proportion of gangue. Wet crushn 
was carried on from 1694 to 1842 when the losses were found to be too gre 
and the treatment here riven was introduced and has been in vosrue ever sine 
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The (a) grade of ore from the mine goes to (1). 

1. Grizzly with 50-millimeter openings. From the mine and (2); delivers 
oversize to (2) and undersize to (3), 

2. Breaker. From (1); delivers, via elevator, to (1). 

3. Trommel with 5-millimeter holes. From (1) ; delivers oversize to (4) 
and undersize, periodically, to (9). 

4. Trommel with 10-millimeter holes. From (3); delivers oversize to (5) 

and undersize to (7) . ^ 

5. Trommel with 20-millimeter holes. From (4) ; delivers oversize to (6) 

and undersize to (7) . ^ 

6. Picking table. From (5) ; delivers rich, medium', and poor grades into 
three different bins in (7). 

7. Bin with 5 compartments. From (4), (5), and (6); delivers, each grade 
separately, to (8). 

8. Breaker set to 5 millimeters. From (7) ; delivers to (9) . 

9. Picking table. From (3) and (8) ; delivers medium concentrates con- 
taining 20% mercury and rich concentrates containing 30% mercury to the 
continuous furnace. 

The (6) grade of ore from the mine goes to (10). 

10. Grizzly with 70-millimeter openings. From the mine and (11); delivers 
the oversize to (11) and the undersize to (12). 

11. Breaker. From (10); delivers, via elevator, to (10). 

12. Perforated screen with 20-millimeter holes. From (10) ; delivers over- 
size to (14) and the undersize to (13). 

13. Perforated screen with 10-millimeter holes. From (12); delivers over- 
size to (15) and undersize or sand, between 0 and 10 millimeters, and running 
1% in mercury, to the reverberatory "furnace. 

14. Picking table. From (12); delivers ore, between 20 and 70 millimeters, 
and running 0.5% in mercury, to a shaft furnace and waste to the waste dump. 

15. Picking table. From (13) ; delivers ore, between 10 and 20 millimeters, and 
running 1% in mercury, to the reverberatory furnace and waste to the waste 
dump. 

The annual profit from the mines of Idria is about $154,400. Table 551 
shows the result of the milling operation as carried out. 


TABLE 551. — Results of milling at mill 187. 


Year. 

’ Ore. 

Mercury Extracted. 

Description. 

1 Amount Mined. 

Tons. 

Percent. 

Tons. 

Percent. 

1882 

Rich ore 

2,100 

6.41 

194.90 

9.28 


High-grade concentrates 

19,300 

69.20 

175.72 

0.91 


Low-grade concentrates 

11,200 

34.35 

66.64 

0.60 


Total 

32,600 

100.00 

427.26 

1.31 


The above results were obtained by 73 men per day and the net cost of treat- 
ment varied between 96.5 cents and «1!>7.70 per ton of ore. 


1891 Ore mined 63,210 tons 

Contained in mercury 832 

Yielded “ 0.84 percent 

1901 Ore mined 90,466 tons 

Yielded in mercury 0.66 per cent 

Consumntion of charcoal 4.265 cubic mptprs 
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Z. Mills Saving only Diamonds. 

To exemplify the general methods of recovering diamonds in South Afi 
Mill 188 is given. 

§ 1520. Mill No. 188.^ Diamond Washing in South Apkica.^^ — ' 
blue ground in which the diamonds occur, after coming from the mines, is c 
veyed by mechanical haulage systems and deposited on large flat spaces 
ground commonly known as floors.’^ Here it is spread out in layers at 
15 inches deep and allowed to remain from 9 to 15 months exposed to the ac 
of the air, sun, and rain. During this time it is harrowed occasionally 
sprinkled with water. These operations, together with the disintegra 
action of the elements, break up the rock and reduce the whole mass on 
floors” to fine material with the exception of a small percentage of lur 
When the blue ground is suflSciently pulverized, it is shoveled into cars 
hauled to the washing plants. The cars used have a capacity of about 
cubic feet and their standard load is 1,600 pounds. 

The ground is first dumped over a grizzly or put through a revolving trom 
in order to separate the lump from the fine material. The lumps are put thro 
breakers and then through rolls, the latter reducing them to a size of not c 
0.75-inch cubes. ^ From the rolls the ground is hoisted by means of bu( 
elevators and delivered to the pans. The undersize from the grizzly or trom 
comes into the pans with the crushed lumps and water is added to form a pud 
The pans are provided with revolving arms having blades which consta 
stir up and dissolve the small lumps until the puddle looks much like a ra 
thick mud. The fine mud and lighter parts of the puddle pass off at the o 
flow of the pan and go either by launder or elevator to the tailings pile. 
five or six days the puddle in the pan is drawn off, leaving the heavy mat( 
consisting of the larger pieces of gravel, garnets, rough diamonds, etc., ^ 
deposit in the bottom of the pan. This material is scraped out and carried 
revolving trommel where it is washed. The clean gravel containing the diamc 
goes by bucket elevator to a sizing trommel which separates it into four or 
different grades. This sized material then goes to jigs where the lighter por 
is jigged off and taken directly to the tailings dump. The residues left on 
jig sieves contain diamonds, garnets, and heavy gravel concentrates. " 
material is now ready for the grease tables. 

A grease table consists of an incline plane, 7 feet long and 4 feet v 
mounted on 4-posted legs and carrying four sets of corrugated plates arrar 
in step fashion one after another. The corrugations are filled with grease 
run atf right angles to the direction in which the gravel is fed on. The t 
receives a side shake by means of an eccentric which gives a throw of al 
0.875 inch. The table makes 240 throws per minute. 

The gravel containing the diamonds is fed to the tables from hoppers 
means of corrugated feed rollers driven by ratchet wheels. Water is introdi 
at the head of the tables and washes the gravel over the grease and off 
table, where it is either saved for re-treatment or goes directly to the waste du 
The diamonds and a very small part of the gravel stick to the grease whi( 
scraped off the table, and the grease, gravel, and diamonds are put in a 
forated box. This box with its contents is immersed in boiling water and 
grease, boiled out, comes to the surface and is. skimmed off to be used a^ 
The material in the box is poured out upon tables and the gravel, garnets, 
separated from the diamonds by hand. The diamonds" are then spread 
upon long tables where they are separated into many classes depending on wei 
color, shape, etc. This is the last process before the stones are sent to Lor 
or Amsterdam to be cut. 
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About 95% of the diamonds are caught on the first plate of the shaking 
table, there being only a very few caught by the second, third, and fourth 
plates. 

Fully 98% of the diamonds are caught the first time over the table, but the 
tailings are re-run 3 or 4 times to recover the 2% of stones that do not stick 
the first time. The grease is re-used several times. 

At the Premier diamond mine a tube mill was used to crush the blue ground. 
The mill was 22 X 5.5 feet and used 3 tons of pebbles. It crushed 23 loads or 
about 18.4 tons per hour through a slotted screen with openings 1.25 X 3 inches. 
These results appear promising but no further work along this line has been 
made public. Table 552 gives details of cost and production of the DeBeers 
Mining Company for the year ending June 30, 1907. 


TABLE 552. DETAILS OF COST AND PRODUCTION OF THE DEBEERS MINING CO., 
FOR THE YEAR ENDING JUNE 30, 1907.^® 


Mine. 

Output of Blue 
Ground per Year. 
Loads (a). 

Yield per 
Load in 
Carats. 

Value per 
Carat. 

Value 

per 

Load. 

Cost per Load. 

Mining. 

Washing. 

Total. 

De Beers 

Kimberley 

Wesselton 

1,525,184) 
578,669 1 
2,104,308 
2,320,538 
2,481,987 

0.37 

0.32 

0.32 

0.24 

$15 55 

9.87 

10.45 

19.10 

$5.76 

3.16 

3.31 

4.54 

$1.21(5) 

1.71 

0.86 

0.95 

0.97 

$0.74 

0.99 

0.51 

0.54 

0.60 

$1.95 

2.70 

1.37 

1.49 

1.57 

Bulffontein 

Du.toitsp>an 



(a) The “load* occupies 16 cubic feet and weighs about 1,600 pounds. 

(b) Including the cost of handling waste rock. 


Bibliography of Outlines of Mills. 

1. Agassiz, Alexander, of Boston, Massachusetts. Private communication. 

2. Allen, John H., of Knox and Allen, New York City. Private communication. 

3. Am. Inst. Min. Eng., Vol. XXXIII., (1903), p. 235. Finlay, J. R. ‘^The Mining In- 

dustry of the Coeur d'Alenes, Idaho.’' 

4. Ibid., Vol. XXXIV., (1904), p. 265. Hofman, H. O. “Anaconda Copper Mining Com- 

pany.” 

5. Ibid., p. 585. Merrill, C. W. “Metallurgy of the Homestake Ore.” 

6. Ibid., Vol. XXXVII., (1906), p. 431. Austin, L. S. “Anaconda Copper-Mining Com- 

pany in 1905.” 

7. Ibid., Vol. XXXVIII., (1907), p. 200. Lamb, Mark R. “The Butters Slime-Filter at 

the Cyanide Plant of the Combination Mines Company, Goldfield, Nevada.” 

8. Ibid., Vol. XXXIX., (1908), p. 72. Ferraris, Erminio. “The Mechanical Preparation 

of Ores in Sardinia.” 

9. Ann. des Mines de Belgique, Vol. IX., (1904), pp. 1 and 76. Demaret, Leon. “The 

Principal Mercury Deposits of the World.” 

10. Austr. Inst. Min. Eng., Vol. X., (1905), p. 397. Low, F. Stanley. “Concentration of 

Silver-Lead Ores.” 

11. Austr. Min. Standard, June 17, (1908), p. 640. Williams, Gerard W., of Laverton, West 

Australia. “Metallurgy of Broken Hill.” 

12. Ayres, Enas, of Traylor Engineering Company, New York City. Private communication, 

13. Badger, H. S., of Goldboro, Nova Scotia, Canada. Private communication. 

14. Batcheller, J. H., of Smuggler, Colorado. Private communication. 

15. Benedict, C. H., of Lake Linden, Michigan. Private communication. 

16. Bent, Quincy, of Lebanon, Pennsylvania. Private communication. 

17. Bew. u. HiXtt. Jahrb., Vol. LIIL, (1905), p. 85. Bauer, Julius. A long article on the 

Central Mill of the Twelve Apostles Mine. 

18. Berray, Niles S., of Globe, Arizona. Private communication. 

19. Betties, A. J., of Salt Lake City, Utah. Private communication. 

20. Bilharz, 0. M., of Flat River, Missouri. Private communication. 

21. Blake, Ross, of Leadwood, Missouri. Private communication, 

22. Bosqui, F. L., of San Francisco, California. Private communication. 

23. Bradley, F. W., of San Francisco, California. Private communication. 

24. Burbidffe. Frederick, of Silver Kinsr. Idaho. Private cnmrrmmVetinn 





OUTLINES OF MILLS, 


192 ; 


25. Burch, H. K., of Moctezuma, Nacozari, Sonora, Mexico. Private communication. 

26. Burgan, A. L., of Hubbell, Michigan. Private communication. 

27. Caetani, Gelasio, of San Francisco, California. Private communication. 

28. Caldecott, W. A., of Johannesburg, South Africa. Private communication. 

29. Callow, J. M., of Salt Lake City, Utah, Private communication. 

30. Cambourne, G. W., of Park City, Utah. Private communication. 

31. Canadian Report on Asbestos, its Occurrence, Exploitation, and Uses, (1905). By Frit: 

Cirkel. 

32. Canadian Report on the Zinc Resources of British Columbia and their Commercial Ex 

ploitation, (1906), p. 197. By Walter Renton Ingalls. 

33. Ihid,j p. 198. 

34. Canby, R. C., of El Paso, Texas. Private communication. 

35. Carmichael, Norman, of Morenci, Arizona. Private commimication. 

36. Cates, Louis S., of Bingham, Utah. Private communication. 

37. Chase, Charles A., of Denver, Colorado. Private communication. 

38. Clearihue, Joseph B., of Mineral, Louisa County, Virginia. Private communication. 

39. Coggin, F. G., of Redridge, Michigan. Private communication. 

40. Cole, David, of Cananea, Sonora, Mexico. Private communication. 

41. Cole, T. F., of Duluth, Minnesota. Private communication. 

42. Collins, Edgar A., of Goldfield, Nevada. Private communication. 

43. Cooper, William, of Georgetown, Colorado. Private commimication. 

44. Cox, Thomas, of Ely, Nevada. Private communication. 

45. Cox, William J., of Ouray, Colorado. Private communication. 

46. Demond, C, D., of Anaconda, Montana. Private communication. 

47. Denny, George A., of Johannesburg, South Africa. Private communication. 

48. Denny, H. S., of Johannesburg, South Africa. Private communication. 

49. Denton, F. W., of Painesdale, Michigan. Private conomunication. 

50. Dwight, A. S., of New York City. Private communication. 

51. Ehle, Mark, Jr., of Rapid City, South Dakota. Private communication. 

52. Eng. & Min. Jour., Vol. LXXIV., (1902), p. 724. No author. ‘'Tomboy Gold Mine 

Company. 

53. Ibid., Vol. LXXVI., (1903), p, 118. Rickard, T. A. "Across the San Juan Mountains.^ 

54. Ibid., Vol. LXXVIII., (1904), p. 1042. No author. 

55. Ibid., Vol. LXXIX., (1905), p. 503. No author. "Newhouse Mines and Smelters.” 

56. Ibid , p. 543. No author. 

57. Ibid., Vol, LXXX., (1905), p. 57. No author. "The Newhouse Mine and Mill.” 

58. Ibid., Vol. LXXXL, (1906), p. 75. No author. "The Ball and Norton Magnetic Sepa 


59. 

60. 
61. 

62. 

63. 

64. 

65. 

66 . 

67. 

68 . 

69. 

70. 

71. 

72. 

73. 

74. 

75. 

76. 

77. 

78. 

79. 

QO 


rator.” 

Ibid., p. 418. Hutchinson, W. Spencer. "Mining in Western Chihuahua.” 

Ibid., p. 748. No author. "High Grade Magnetite.” 

Ibid., p. 890. Cranberry, J. H. "Magnetite Deposits and Mining at Mineville, Nev 
York.” 

Ibid., p. 896. Woodbridge, Dwight E. "Arizona and Sonora.” I. 

Ibid., pp. 986, 1035, 1082, 1130, and 1178. Cranberry, J. H. "Magnetite Deposits am 
Mining at Mineville, New York.” 

Ibid., Vol. LXXXII., (1906), p. 53. Staff correspondence, “The Daly-West Mill, Pari 
City, Utah.” 

Ibid., p. 150. Woodbridge, Dwight E. "The Arizona Copper Company.” 

Ibid., p. 248. Staff correspondence. "The Daly-Judge Mill.” 

Ibid., p. 531. Hodgkins, A. E. “Mine Accounting at Mineville, New York.” 

Ibid., p. 623. Woodbridge, Dwight E. "La Cananea Mining Camp.” 

Ibid., p. 965. Woodbridge, Dwight E. "Concentration at Cananea.” 

Ibid., p. 1217. Denny, G. A., and H. S. " Recent Innovations in Rand Metallurgies 
Practice.” 

Ibid., Vol. LXXXIII., (1907), p. 317. Delprat, G. D. "Ore Dressing at Broken Hill,' 

Ibid., Vol. LXXXIV., (1907), p. 765. Ingalls, Walter Renton. "Concentration Upsid 
Down.” 

Ibid., Vol. LXXXV., (1908), p. 63. Wilkinson, W. Fischer. “The Transvaal.” 

Ibid., p. 453. McClave, J. M. “The Wilfley Roaster.” 

Md., p. 698. Canby, R. C. “Separation of Mixed Sulphides at Charcas, San Lui 
Potosi.” 

Ibid, p. 779. No author. "DeBeers Consolidated Mines, Limited.^ 

„ ^ TT ^ T T 3 1 4.x... TJ 

HjO 



Eustis, — — , — , ^ 

Felton, E. C., of Philadelphia, Pennsylvania. Pnvate communication. 
TTaworifi THrmiTiin nf Mnntpnoni. Sardinia. Private communieatinn. 



924 . 


ORE DRESSING. 


81. Pirmstone, Frank, of Easton, Pennsylvania. Private communication. 

82. Foote, A. D., of Grass Valley, California. Private communication. 

83. Fried. Krupp, Grfisonwerk, of Germany. Private communication, 

84. Gayford, Ernest, of Salt Lake City, Utah. Private communication, 

85. Giroux, Joseph L., of New York City. Private communication. 

36. Gluckauf, Vol. XLIII., (1907), p. 657. Schennen, Begrat. Concerning Recent Improve- 
ments at the Clausthal Mines. 

87. Gold Dredging in California, California State Mining Bureau, Bulletin No. 36, May, 1905. 

By Lewis E. Aubury. 

88. Gold Dredging Machinery, Catalogue No. 17, sixth edition. The Risdon Iron Works, 

San Francisco, California. 

89. Goodale, C. W., of Butte, Montana. Private communication. 

90. Guess, H. A., of Silverton, Colorado. Private communication. 

91. Guggenheimer, H. Randolph, of Denver, Colorado. Private communication. 

92. Hamilton, L. C., of Telluride, Colorado. Private communication. 

93. *Hanchett, L., of Salt Lake City, Utah. Private communication. 

94. Hanson, Henry, of Blair, Nevada. Private communication. 

95. Hegardt, R., of Globe, Arizona. Private communication. 

96. Herron, D. A., of Telluride, Colorado. Private communication. 

97. Hofman, H. 0., of Boston, Massachusetts. Private communication. 

98. Horton, F. W., of Nome, Alaska. Private communication. 

99. Hiirter, C. S., of Wilmington, Delaware. Private communication. 

00. Ingalls, Walter Renton, of New York City. Private communication. 

01. Inst. Min. <ft Met, Vol. XIV., (1904-1905), p. 3. Butters, Charles and Hamilton, E. W. 

On the Cyaniding of Ore at El Oro, Mexico, dealing principally with the re-grinding 
of sands. 

02. Ihid., Vol. XV,, (1905-1906), p. 2. Dietzsch, F. “The Treatment of Tin-Wolfram 

Copper Ores at the Clitters United Mines.” 

03. Iron Trade Review^ Vol. XXXIX., (December 6, 1906), p. 27. No author. “The Prob- 

lem of Mining Sandy Ore at Coleraine.” 

04. Jackling, D. 0., of Salt Lake City, Utah. Private communication. 

05. Johnson, J. E., of Longdale, Allegheny County, Virginia. Private communication. 

06. Kemp, J. F. “The Ore Deposits of the United States and Canada.” Third edition* 

p. 150. ' 

07. lUd., p. 300. 

08. Kirby, A. G., of Goldfield, Nevada. ^ Private communication. 

09. Kirby, Edward B., of Flat River, Missouri. Private communication. 

10. Koepel, E., of Beacon Hill, Michigan. Private communication. 

11. Lemoine, L. R., of New York City. Private communication. 

12. Leonard, R. W., of St. Catharines, Ontario, Canada. Private communication. 

13. Livermore, T. L., of Boston, Massachusetts. Private communication. 

14. Livingston, A. R., of Canon City, Colorado. Private communication. 

15. Locke, C. E., of Boston, Massacnusetts. Private communication. 

16. Loughridge, Charles, of Denver, Colorado. Private communication. 

17. MacGregor, Wallace, of Goldfield, Nevada. Private communication. 

18. Main, A. F., of El Oro, Estado de Mexico, Mexico. Private communication, 

19. Man, Albon P., of Richmond Hill, Borough of Queens, New York City. Private com- 

munication. 


20. Manahan, Robert F,, of Eustis, P. Q., Canada. Private communication. 

21. Mathewson, E. P., of Anaconda, Montana. Private communication and a pamphlet 

by Members of the Staff of the Anaconda Copper-Mining Company entitled “A Brief 
Description of the Washoe Smelter.” 

22. McCarthy, James F., of Wallace, Idaho, Private communication, 

23. McClave, James M., of Denver, Colorado. Private communication. 

24. McCifilock, J. R., of Columbia, Nevada. Private communication 

25. Merrill, C. W., of Lead, South Dakota. Private communication. 

26. Metallurgie, Vol. II., (1905), p. 154. No author. “ New Central Mill of the Aktien 

Company, Vielle Montagne, Aachen, Prussia.” 

27. Miller, W. Clayton, of Spokane, Washington. Private communication. 

28. Miller, William Exley, of 29 St. Andrew Square, Edinburg, Gotland. Private com- 

munication. 


29. Mills, C. E., of Morenci, Arizona. Private communication, 

30. Min. Ind., Vol. XV (1906), p. 858. Richards, Robert H. and Locke, Charles E. 

“Dressing Tin Ores.” ' ' 

U. & Vol XXVI (1906) p 337. Palmer, Leroy A. “The Cactus Mill.” 

32. lUd., Vol. XXVIl f 1907), p. 337. Scholl, George P. and Hetxiok, R. L. “The Gold 

Pnnrp Minp and Mill. ^ 



OUTLINES OF MILLS. 


192J 


133. Ibid., p. 358. Ehle, Mark, Jr. “The Homestake Slime Plant.” 

134. Min. Jour., Vol. LXXIX., (1906), pp. 380, 409, 616, 669, and 686. Allen, JRobert, 

Description of the Ore Reduction Plant & Process of Reduction on the Great Bouldei 
Perseverance Gold Mine.” 

135. Ibid., Vol. LXXXI., (1907), p. 861. Schennen, Begrat. “Recent Improvements at 

The Clausthal Mines.” 

136. Mining Reporter, Vol. LIV., (1906), p. 286. Staff correspondence. “Mills and Milling 

Practices at Tellurides, Colorado.” 

137. Ibid., p. 341. Staff correspondence. “Mills and Milling Practices at Creede, Colo- 

rado.” 

138. Min. & Sci. Press, Vol. XC., (1905), p. 102. Staff correspondence. “Ore Washing in 

Cripple Creek, Colorado.” 

139. Ibid., Vol. XCII., (1906), p. 240. Foote, A. D. “The Central Mill of the North Stai 

Mines Company.” 

140. Ibid., Vol. XCV., (1907), p. 21. Bosqui, F. L. “Cyanide Practice at the Homestake 

Mills.” 

141. Mining World, Vol. XXII., (1905), p. 460. 

142. Mitchell, B. M., of the Robins Conveyor Belt Company, Passaic, New Jersey. Private 

communication. 

143. Morse, P. S., of Cockle Creek, Boolaroo, New South Wales, Australia. Private com- 

munication. 

144. Moulden, J. C. Private communication. 

145. Nicholson, Frank, of Joplin, Missouri. Private communication. 

146. Nutter, Edward H., of Telluride, Colorado. Private communication. 

147. Oest. Zeit., Vol. LII., (1904), p. 99.^ Merz, M. “Concerning the Concentration of Gold- 

Selenium-Silver Ores which Slime Badly and are Intimately Associated with the 
Gangue.” 

148. Packard, George A., of Wakefield, Massachusetts. Private communication. 

149. Parsons, A. R., of De Lamar, Nevada. Private communication. 

150. Pitkin, S. H., of the Wellman-Seaver-Morgan Company, Cleveland. Ohio. Private 

communication. 

151. Placer Dredge Machinery. The Bucyrus Company, South Milwaukee, Wisconsin. 

152. Potter, William C., of Aguascalientes, Mexico. Private communication. 

153. Raymond, R. M., of El Oro, Estado de Mexico, Mexico. Private communication. 

154. Ricketts, L. D., of Cananea, Sonora, Mexico. Private communication. 

155. Root, Ralph, of Hazel Green, Wisconsin. Private communication. 

156. Rowand, Lewis G^ of Franklin Furnace, New Jersey. Private communication. 

157. Schwarz, Charles E., of Desloge, Missouri. Private communication. 

158. Shaw, Quincy A., of Boston, Massachusetts. Private communication. 

159. Shepard, F. E., of the Denver Engineering Works Company, Denver, Colorado. Private 

communication. 

160. Sherman, F. W., of Park City, Utah. Private communication. 

161. Shields, J. W., of Hancock, Michigan. Private communication. 

162. Smith, Charles S., of Boston, Massachusetts. Private communication. 

163. Snow, F. W., of Great Falls, Montana. Private communication. 

164. B. Afric. Min. Review., Vol. I., (1907), No. 1. 

165. Souther, J. G., of Oroville, California. Private communication. 

166. Stannard, E. T., of Flat River, Missouri. Private communication. 

167. The Copper Handbook, Vol. VII., (1907), Stevens, Horace J., p. 342. “Baltic Mining 

Company.” 

168. Ibid., p. 418, “Calumet <fe Hecla Mining Company.” 

169. Ibid., p. 467. “Champion Copper Company.” 

170. Ibid., p. 647. “Greene Consolidated Copper Company.” 

171. Ibid., p. 729. “Le France Copper Company.” 

172. Ibid., p. 885. “Old Dominion Copper Mining & Smelting Company.” 

173. Ibid., p. 898. “Osceola Consolidated Mining Company.” 

174. Ibid., p. 926. “Pike Hill Mines.” 

175. Ibid., p. 946. “Quincy Mining Company.” 

176. Ibid.yp. 1095. “Trimountain Mining Company.” 

177. The Hendrie & Bolthoff Manufacturing & Supply Company, Denver, Colorado. Private 

communication. 

178. Thies, E. A., of Haile Gold Mine, North Carolina. Private communication. 

179. Trac^, W. E., of Telluride, Colorado. Private communication, 

180. Van Winkle, C. T., of Silverton, Colorado. Private communication. 

181. Variam J. P., of Rico, Colorado. Private communication. 

,182. Wall, E. A., of Salt Lake City, Utah. Private communication. 

1 QQ ’\Xrol+<a.. TP W rxf QiliratW-rkn ilrtlnrnHn Privfttp r*nmTY»nni*>fi+irtn 



L926 


ORE DRESSING. 


184. Watt, A. P., of Bingham, Utah. Private communication. 

L85. Wheeler, A. E., of Great Falls, Montana. Private communication. 

L86. Wethey, A. H., of Butte, Montana. Private communication. 

L87. Wilcox, Herbert A., of Aspen, Colorado. Private communication. 

L88. Windsor, R-ufus P., of Elkton, Colorado. Private communication. 

L89. Witherbee, F. S., of Port Henry, New York. Private communication. 
L90. Witherill, J. Price. Private communication. 

L91. Wood, Henry E., of Denver, Colorado. Private communication. 

L92. Yeatman, Pope, of New York City. Private communication. 



CHAPTER XLIL 

GENERAL IDEAS ON MILLING. 

§ 1521. This chapter supplements Chapter XXI of Volume II. By reason 
of an article on costs contributed for the most part by J. R. Finlay who has 
given much careful study to this question the author is able to give the reader a 
rather more complete discussion of costs than that contained in Volume II. 
The remarks made upon pages 1085 to 1089 inclusive with regard to location 
of mills, mill sites, plant, and construction of mill buildings require no added 
comment. 

Power, 

§ 1522. For full details with regard to the source of power used in the mills 
the reader is referred to the description of the mills in the previous chapter. 
Upon page 1090 of Vol. II the statement is made that steam is the most com- 
mon source of power in the mills. This now requires modification since the 
majority of the mills to-day are using electricity as the source of power. In 
some cases the power is supplied to a number of mills by a centrally located 
power plant. The larger mills usually have their own power plants generating 
electricity by steam or water power and transmitting the same to the several 
points where it is to be applied. There seems to be a growing tendency to run 
individual machines or groups of machines by separate motors. In general it 
may be said that the electric motor furnishes an ideal source of power, particu- 
larly for vanners and tables which require constant speed. The induction 
motor seems to be a favorite among mill men, possessing as it does the good 
qualities of constant speed, ease in starting, and comparative simplicity of con- 
struction. 

§ 1523. Power Tests at Mill 173. — The question of the amount of power 
to run a mill is very important. L. D. Ricketts decided upon the size and 
ordered the main driving engine for concentrator No. 2 of the Cananea Con- 
solidated Copper Company, based on power measurements made at Nacozari 
in 1901. These memoranda covered measurements of power consumed by 
various machines. They were not completed and were mislaid. Later some 
fear arose that the engine, which was a Reynolds-Corliss, 16 and 32 X 36-inch 
stroke, designed to run at 100 revolutions per minute with 140 pounds of steam 
pressure at the throttle, might overload. Careful measurements of the power 
consumed by the machines in concentrator No. 1 were therefore made in order 
to decide whether or not the engine would be powerful enough. 

These figures are most valuable and interesting and are puWished here with 
the kind permission of David Cole, the superintendent. It should be remem- 
bered that the Cananea ores are very soft and easily crushed^ and one would 
have to allow more power on hard ores. This increase according to the hard- 
ness of the ore is not, however, excessively large as it only applies to crushing 
machinery and in all cases a large part of the power used is taken up in friction. 
These tests were made as far as possible using an electric motor for driving. 
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§ 1524. Rolls.— It was found impossible to attach the motor to the rolls 
without a great deal of preparation in the way of a counter-shaft to reduce the 
speed, which would also lead to interruptions in the mill work. By indicating 
the engine, therefore, the following results were obtained: 


Section A with regular load 171.7 horse-power. 

Sections A and B with regular load 333.4 “ 


Both of these figures include the power used in the engine room itself, that 
is, friction of the engine, driving belt, idler, and the short jack shaft between the 
clutches driving each section of the mill. This engine-room friction was found 
to be 50 horse-power, and we deduce the following: 


Sections A and B with engine-room friction out 283.6 horse-power. 

“ A alone “ “ “ “ ” 121.5 “ “ 

“ B “ “ “ “ “ “ 162.0 “ “ 

All machinery in Section B, excepting rolls, require 131.0 “ “ 

Leaving for 1 set of 36-inch rolls and 2 sets of 27-inch rolls 31.0 “ “ 


Say 11 horse-power for the 16 X 36-inch rolls and 20 horse-power for the 
2 sets of 14 X 27-inch rolls. The speed of the rolls was as follows: 

16 by 36-inch Davis rolls 70 revolutions per minute. 

14 by 27 “ “ “ 120 “ “ 

§ 1525. Five-foot Bryan Mills. — Standard Risdon Iron Works 5-foot ma- 
chine, in good working order, tires and die about half worn out, gears in good 
condition. All parts well lubricated. Table 553 gives the results obtained in 
this test. 


TABLE 553. — POWEE EEaUIEED FOR 5-FOOT BRYAN MILL AT CONCENTRATOR 

NO. 1, MILL 173. 


Mill Running Empty. 

Mill Ruxming with Regular Feed. 

Mill Running with Extra Heavy Feed. 

Revolutions per 
Minute. 

Horse-power. 

Revolutions per 
Minute. 

Horse-power. 

Revolutions per 
Minute. 

Horse-power. 

35 

6.50 

36 

14.80 

36 

17.50 

37 

9.00 

38 

17.28 

40 

21.36 



39 

18.00* 








* 18 horse-power at 36 revolutions per minute is a good figure to use. 


§ 1526. No. 1 Elevator. — Forty-six feet from center of top to center of 
bottom pulley. Belt 18 inches wide and 10 ply with 8 X 16-inch malleable- 
iron buckets 24 inches apart. Head pulley 44 inches in diameter running at 
40 revolutions per minute equals a belt speed of 460 feet per minute. 


Elevator running empty requires 

When carrying 700 pounds of water and 700 pounds of ore requires . 


2.10 horse-power 
6.52 “ “ 


§ 1527. Trommels. — Speed 20 revolutions per minute. Four, 4x5 feet 
and four 4X8 feet, with shafting, pinion shaft, 84 feet of 2H-inch shafting in 
14 ring-oiling ball and socket pillow-blocks. Shaft running at 60 revolutions 
per minute. Then the horse-power for the 8 machines is: 


Pinion Shaft. Trommels Empty. Trommels Loaded. 

1.28 horse-power. 3.73 horse-power. 3.88 horse-power. 

§ 1528. Jigs.—Va.& power required for operating the jigs is shown in Table 

DOt:. 
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Material Handled. 

1-Conmartment Bull 
Jig. Oversize from 
f-inch Screen. 

2-Compartment Jig. 
Oversize from 
A-inch Screen. 

3-Compartment Sand 
Jig. 1st Hydraulic Size 
on 2.5 mm. Feed. 

Screens 

Plungers 

Stroke 

Strokes per minute 

Depth of bed 

Screen cloth 

Horse-power at full feed 

“ “ “ no “ 

24 by 40 inches 

21 by 40 “ 

2i “ 

115 » 

8 “ 

5 mesh 12 wire 

2.10 

2.05 

24 by 36 inches 

21 by 35 “ 

1 “ 

170 “ 

4 “ 

5 mesh 14 wire 

1.00 

24 by 36 inches 

21 by 35 “ 

A “ 

200 “ 

average 4 inches 

5 mesh 14 wire 

1.10 





§ Wilfiey Tables ^ Style without Sand Wheels. — Eight tables, 105 

feet of l}^-inch shafting in 18 ring-oiling ball and socket pillow-blocks inclu- 
ding 1 right-angle miter-gear driven shaft 18 feet long and 2 belted counters of 
slaort length with 2 bearings each. All shafting running at 160 revolutions per 
minute. 

Horse-power for Above Conditions. 


8 tables with drive belts on loose pulleys require 4.00 horse-power. 

8 “ running 238 strokes per minute require 4.82 “ “ 


1530. Eighteen Q-foot Frue VannerSj with 180 feet of li|-inch line shaft- 
ing in 29 ring-oiling ball and socket pillow-blocks, running at 200 revolutions 
per minute approximately. Power required with 18 machines running at 190 
revolutions per minute, 3.77 horse-power. 

Power required with 18 machines running at 196 revolutions per minute, 
4.12 horse-power. 

§ 1531. Centrifugal Pumps. — One No. 7 Krogh centrifugal pump, running 
at 604 revolutions per minute, handling approximately 900 gallons per minute, 
39 feet high, used 20 horse-power. . 

Another No. 7 Krogh centrifugal pump, running at 575 revolutions per 
minute, handling 174 gallons per minute, 36 feet high, used 12.35 horse-power. 

The above figures in the results with the centrifugal pumps are, of course, 
unsatisfactory and not to be greatly depended upon. 

§ 1532. The calculated power required in concentrator No. 1 on the basis 
of the above is shown in Table 555 (see page 1930). Table 556 gives the power 
as calculated for concentrator No. 2. 


TABLE 556. — COMPUTED POWER REQUIRED FOR CONCENTRATOR NO. 2, MILL 173. 


Horse- power. 


20 Trommels, 4 by 5 feet and 4 by 8 feet 

4 16-inch elevators which are 46 feet between pulley centers, 

4 Sets 16 by 36-inch rolls at 80 revolutions per minute 

6 One-compartment bull jigs (4 active) 

16 Two-compartment middle jigs 

16 Three “ sand jigs 

2 Unwatering trommels 

2 Chip trommels 

10 Shovel wheels with shafting 

2 Centrifugal pumps, 1200 gallons per minute, 40-foot lift . . 

38 Wilfley tables with line shafting 

36 6-foot Frue vanners with line shafting 

2 Centrifugal pumps 

6 Shaking launders 

2 Middling elevators 

2 Pulp elevators 

Friction of engine and remaining shafting 


10 

20 

44 

8 

16 

16 

1 

1 

3 

60 

144 

26 

8 

25 


3 

5 

3 

80 


Total on mill engine 


472 
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TABLE 555. — CALCULATED POWER REQUIRED FOR CONCENTRATOR NO. 1,MILL 173. 


24 Trommels 

2 Number 1 elevators . . 

2 “ 2 “ 

2 “ 3 “ 

2 “ 4 “ 

8 Bull jigs (4 active) . . . 

16 Two-compartment jigs 
8 Three “ “ 

2 Bryan mills 


2 Number 1 centrifugal pumps 

2 Shaking launders and 2 shovel wheels 

2 16 by 36-inch Davis rolls 

4 14 by 27 


Shafting and belts not previously included 
Engine and jack -shaft friction 


Total engine load , 


Horse-power. 


12 

13 

14 
8 
8 
8 

16 

8 

36 

40 

2 

22 

40 

40 

50 


317 


42 Wilfley tables 

36 6-foot Frue vanners 

2 10 by 48-inch sand pumps . . 
1 Number 2 centrifugal pump 
Friction of transmission 


26 

8 

3 

16 

13 


Total load on motor-driven machinery 
Total engine load 


65 

317 


Total power required in mill 


3S2 


§ 1533. Power Required at Mill 162. — At Mill 162 ® careful tests have 
been made to ascertain the power required by concentrating machines, with 
the results shown in Table 557. 


table 557. — POWER REQUIRED FOR CONCENTRATING MACHINERY AT MILL 162. 


Machine. 

Revolutions per 
Minute. 

Horse-ptjwer 

Required. 

Hancock jig 

62 

3.41 

Evans jig 

190 

0.60 

Trommel 3x6 feet 

0.30 

Overstrom table 


0.364 

Wilfley table 

251 

0.352 

Vanner 4 foot 

1S2 

0.230 



In connection with the power question attention 
is called to pages 1093 to 1096 inclusive of Vol. IL, 
where the questions of belting, rope transmission, 
etc., are taken up. 

§ 1534. Lubrication and Care of Journals. 
— The question of lubrication has. been very 
thoroughly discussed in Vol. IL, pages 1097 to 1098 
inclusive. The author wishes to call attention to a 
veiy simple and efficient device for the lubrication 
of journals that has recently come to his attention. 
(See Fig. 851.) The tin funnel (1) is provided with 
a cover (2). The funnel is fitted into a wooden 
plug (3) which in turn fits into the oil hole in the 
journal. The copper wire (4) passes down through 
the funnel as shown in the cut. Keystone grease 
of about the consistency of vaseline is used in these 
cups. The moment the journal begins to heat the 
FIG. 851. — lubricating heat is conducted by the copper wire (4) up into 
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so that it runs down into the bearings. In some cases where the cups are liab 
to fall off, the oil-hole in the journal may be tapped out and the funnel soldere 
to a nipple screwing therein. Journals thus equipped will run for several weel 
without requiring attention. 

§ 1535. Lighting. — For artificial light the incandescent electric light 
almost universal. The Nernst lamp is finding its way into the mills to a limite 
extent (see Mill 171), as is also the Cooper-Hewitt lamp or mercury arc. Bot 
of the latter are very satisfactory where it is necessary to judge by the eye < 
the vrork done by machines, i.e.j in jigging mills. At Mill 152 ® a special for 
of arc lamp, the light of which is especially rich in the so-called ultra-vioL 
rays, is used to enable the mill man to judge of the amount of willemite in tl 
jig tailings. Willemite is rendered phosphorescent under the influence of tl 
ultra-violet rays. 

§ 1536. Labor in the Mills. — Figures regarding labor in the mills w 
be found in the preceding chapter, under the description of the various mill 

§ 1537. Water Consumption. — Among the Lake Superior mills ^ tl 
quantity of water used per ton of rock is large. This is required to assist 
the discharge from the stamps and to convey the crushed material through tl 
large number of classifiers and jigs. At Mill 182 two pumps furnish 28,000,0( 
gallons of water per 24 hours, or 3,500,000 gallons per stamp per 24 houi 
Thus for each ton of rock crushed 30 tons or 7,200 gallons of water is require 
The consumption of water in Mill 177 was formerly about 2,500,000 gallons ' 
water per stamp per 24 hours, or 33 tons of water per ton of ore stamped, 
has since been reduced to 1,125,000 gallons per stamp per 24 hours, or ; 
tons of water per ton of ore crushed. This has been accomplished by use of tl 
mortar jig, by aid of the jig classifier, and by a marked decrease in number ar 
increase in the efficiency of the jigs in use at the mills. 

In the Montana copper-sulphide mills ^ the water consumption is also larg 
In two of the large mills using the same general methods of concentration oi 
saves water for return to the mill circulation at only one point and uses 7,6J 
gallons or 32 tons of water per ton of ore crushed, while the other saves wat 
at three places and uses 6,24:0 gallons or 26 tons per ton of ore crushed. 

In parts of Arizona and Northern Mexico, where water is scarce, eve 
precaution has to be taken to prevent waste. The water for Mill 173 is pump< 
9 miles against a head of 900 feet. The water consumption is approximate 
335 gallons or 1.4 tons per ton of ore crushed. The water from the coarse ji 
is collected and used on the middlings, is again collected and used on the sane 
and then goes back to the coarse jigs. From the Wilfley tables 87.5% of tl 
water is recovered.^ 

The water for Mill 172 is pumped from the San Francisco River, 7 mil 
away, against a head of 1,500 feet, and stored above the mill in storage tan 
of 500,000 gallons capacity. The water costs somewhat less than 20 cents p 
1,000 gallons. Mill 172^ is concentrating 1 ton of ore with every 300 gallo 
or 1.25 tons of water added to the mill circulation. The Longfellow conce 
trator consumes about 150 gallons of water per minute, or, roughly, 600 gi 
Ions or 2.50 tons per ton of ore crushed. The Shannon concentrator us 
approximately 550 gallons or 2.31 tons of water per ton of ore crushed. Tl 
tailings from the mills are allowed to settle in elaborate systems of tanks ai 
the clarified water is pumped back again into the miU. 

At Mill 108® by using conical tanks (see § 1151), the water consumption 
under 40 gallons of solution per ton of ore treated. 

Table 558 has been prepared to show the water consumption in the mil 
Further details will be found in the preceding chapter under the discussion 
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often with injury to the mill work. On the other hand, in dry regions it has 
been found possible to get along with a very little water. The attempt to 
get along with the least possible amount of water has brought about many of 
the more recent improvements and refinements of ore-dressing processes. 


TABLE 55S. — WATER CONSUMPTION IN THE MILLS. 


Mill Number. 

Water Used per 

24 Houi>. 

Capacity Mill 
per 24 Hours. 

Water Used per 'Hin of Ore. 

Remarks. 

Gallons. 

Tons 

Gallons. 

^'ons. 

Gold Stamp Mills. 

98 

360,000 

150 

2,400 

10 

60 stam|js. 


JiKKing Mills. 


125 

126 

127 

128 

132 

139* j 

144 , 

2,160,000 

4,000,000 

5.760.000 

( 864,000* 

( 69,000 

( 504,000* 

( 57,600 

< 2,001,600* 

\ 338,400 

1.885.000 

400 1 

1,200 1 
1,800 

575 

500 1 

600 

325 

5,400 

3,333 

3,200 
( 1,500* 

1 120 
{ 1,008* 

\ 144 

( 3,336* 

1 567 

5,800 

22 5 

131) 

13,3 
( 6.26 
\ 0.5 
( 4.2 
\ 0.6 
{ 13.9 

1 2.36 

24.2 

Australian practice 

Iron-Ore Washery. 

154 

155 

300,000a 

1,144,800 

1,000a 

480 

300 ' 

2,385 1 

1.25 

10 


Montana Copper Suli)hule Mills. 

161 

162 

44,352,000 

26,000,000 

8,800 

3,000 

5,040 

8,300 

21 1 
34.6 



Utah CopjK-T-Sulphide. 


106 

167 


1,440,000* 

720,000 

8,040,000 


1,000 

6,000 


1* 

i 6.00 


1 

< 3.00 


) 

6 ! 





Nevada C«pixT-Sulphide. 


800 


} 1 , 000 * 

I 200 


4 * 

o.sa 


Arizona Copper. 


172 

276,000 

1,100 

250 

1.04 


174 

760,000 

500 

1,600 

6.26 



* In mill circulation, a 10 hours. 


§ 1538. PERCBNT.A.GE OP EXTRACTION. — Tiiblo 550 (seo page 1034) hIiows 
the average extraction obtained in certain of the mills describi'd in this volume. 
For further discussion of the factors governing extractions the reader is referred 
to Vol. II., page 1117 and following. 

Schedules for Calculating the Value op Zinc Ores. 

§ 1539. Facts on which the Value op Zinc Ores Depends. — The value 
of a zinc ore depends upon many considerations; ’* chiefly, however, upon its 
tenor in zinc and objectionable impurities such as iron, manganese, and lime 
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which cause corrosion of the retorts, lead and antimony which contaminate 
the spelter, fluorspar which attacks the acid chambers when the ore is roasted 
for the purpose of making sulphuric acid, and arsenic which affects the quality 
of the acid and contaminates the spelter. The value of the ore is also affected 
by its character, whether oxide or sulphide, and by its physical character, lump 
ore necessitating the expense of further crushing, and slimes being more expen- 
sive to treat than coarser concentrates. 

§ 1540. Treatment Charge. — In determining the treatment charge on 
the ore purchased, the smelter starts with the cost of smelting a ton of ore of 
average composition such as he intends feeding to his furnaces, to this he adds 
interest on his investment, a proper allowance for amortization of his plant, 
freight upon the ore to his works and on the spelter product to its market with 
allowances for the cost of buying the ore and selling the spelter. This gives 
the ^‘returning charge'’ which the smelter must make in buying ore f. o. b. 
at the mine or mill where produced. The returning charge " does not include 
ocean freights from Boston to Antwerp, which in 1904 were $4.70. The “re- 
turning charge” on Colorado ores, shipped by the way of Galveston, includes 
all rail and ocean freight rates. 

§ 1541. Foreign Schedules. — European smelters” buy ore in accord- 
ance with a sliding scale, which coml)ines three elements, viz: the price of 
spelter and the zinc content of the on^, which arc variable's, and the “ rciturning 
charge” per ton of ore, which is fixed. Americ^an smelters compute the value 
in practically the same. way, but in buying a lot usually mak(j a direct bid of 
so much per ton, or, when purchasing by contrac't, frecpuTitly ('inploy a sliding 
scale which, while equally fair, is less simple than th(‘- European method. 

The smelters of Belgium, Holland, France, and the w^est of Germany em- 

7^—8 

ploy the formula V = 0.95 P li in which P is the price of spelter 

(good ordinary brands) at London, T the units of zinc in the ore, and li the 
“returning charge” per ton of 1,000 kilograms. This formula gives the price 
of ore per ton of 1,000 kilograms. 

The formula works out as follows in the case of an ore assaying •1S% zin<*, 
the London price of spedter bc'ing assumed at £20 per ton of 2,240 pounds, ancl 
the returning charge £2 ~ 12s. — 6d. per ton of ore. 

0.95P = 0.95 X £20 = £19.0 

= 0.4S - O.O.S = 0. U) 

M = ,f2 - 12.S. - (5(1. = £2.(525 
£19.0 X 0.40 - £2.025 = £4.975 = $24.18 

The same problem could be worked out equally well in dollars and cents. 

The “returning charges” which have been inacU^ by European smelters 
on American, Australian, and Canadian ores during the last few years have 
ranged from $11.40 to $13.16 per 2,000 pounds. 

§ 1542. WESTEiiN Zing Ore Prices, ~ The Western Hm<dters of the United 
States, in their ore contracts, employ sliding scales of the following character: 

(1) . Basis of Settlement. — Ore delivered at simdting T)oint.s_ in_^ Kansa.^s. 

When spelter is at 0 c(mts per pound ” at St, Louis, rtfOiT^if 2,000 

pounds for ore containing 47% zinc, plus 75 cents p^t>fin5t for zinc in 

of 47 units, less 75 cents per unit for zinc below 47 rirms; with 35% of the varia- 
tion in the price of spelter. J ^ 

(2) . Basis of Settlement. — Ore delivered f. (io. b. caW! i-tj^ innf^* > iy|/hen 
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IBLE 559. SHOWING CHAKACTER OF ORE AND GANGUE, PERCENTAGE OF EXTRACTION, AND LIMITS OF CONCENTRATION. 

{Continued) 
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for ore containing 53% zinc, plus $1 per unit for zinc in excess of 53 units, less 
$1 per unit for zinc below 53 units; with 42.5% of the variation in spelter. 

If we take the latter example, the meaning is that when spelter is worth 
6 cents per pound at St. Louis, ore assaying 53% zinc is worth $24.50 f. o. b. 
mine. Ore assaying 54% zinc is worth $25.50; ore assaying 52% zinc is worth 
$23.50. A variation in the price of spelter changes the basis price to the extent 
of 42*i% of the variation per ton of spelter; that is, if the price for spelter be 
4.5 cents per pound at St. Louis, a reduction of 1.5 cents per pouncl (or $30 
per ton) from 6 cents, or $30 X 0.425 = $12.75, is taken from the basis price 
of the ore, wherefore the value of ore containing 53% zinc becomes $12.75. 
Ore with 54% zinc is then worth 13.75, etc. 

The following schedules for calculating the value of zinc ores in the San 
Juan, Leadville, Montezuma, and Breckenridge districts of Colorado are in 
actual use by the operators to-day.*^ 

No. 1. — Value of ore per ton e(|uals [0.95 P (T — S) -y 100] — P, in which 
P is the value of spelter per ton; T is the percent of zinc in the on^; R is the 
returning charge per ton, here used as $15.98 for all graders of ore carrying 
from 35 to 45% zinc. 

No. 2. — Value of ore per ton is $20.50 for 40% zinc, basis of $0 spelter, 
$1 per unit of zinc up or down, variations as follows as pric(‘ of sp(4ter per ton 
varies: 


35-30 percent zinc u<ld or deduct. 
3(J-37 “ “ 

37- 38 

38- 39 

39- 40 

40- 41 

41- 42 

42- 43 

43- 44 

44- 45 

45- 40 


20 percent variation siK'lter value. 

21 “ 


23 

24 

25 
20 

27 

28 


30 


No. 3. — Value per ton of ore, $15.50 for 35% zinc, basis $(> specter with 
variation of 6 cents per ton up or down for oixch variation of 1%. in markc^t 
quotation per 100 pounds spelt(‘r, and $1 per unit up or down for (‘ach variation 
of 1% in zinc contents. 

No. 4. — Value of ore per ton equals (13 X T X P) — P, in whi(‘h 7’ is 
the units zinc in ore; P is the St. Louis (flotation speltc‘r p(‘r pound; P is the 
returning charge per ton, here used as $15 for all grad(‘s. 

No. 5. — Value per ton, $7.60, basis $6 spelter for 30%, zinc with variations 
of 60 cents per unit zinc up or down, also variations as follows as price of spelter 
per ton varies : 


20-27 percent zinc add or deduct. 
27-28 *♦ 


28-20 

29- 30 

30- 31 

31- 32 

32- 33 


10 iierccnt variation sped ter value. 

12 

13 

14 

15 
10 


No. 6. — Value per ton, the same as No. .'5, exec'pt that the ore is paid for 
with variations of 70 cents per unit zinc up or down from a base of 30%, in- 
stead of 60 cents. 

Schedules Nos. 1, 2, and 3 are prices paid for west(‘rn or('s of a smedting 
grade and are all made f. o. b. the smedting point (Kansas common points). 
It is understood that these prices may be cut shoukl an or(^ be objc'ctionable, 
due to either the prcsonce of lime, fiuorapar, a high pesreentage of iron, silica, 
or lead, or should its physical condition be such as to cause an abnormal loss 
in smelting. On the other hand a smelting company may pay slightly more 
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Schedules Nos. 4, 5, and 6 arc prices paid for low-grade Western ores for 
milling purposes and are made f. o. b. the milling company’s plant. The mill- 
ing company produces zinc concentrates which usually meet with a ready 
sale at prices approximately as shown in schedules Nos. 1, 2, and 3; neverthe- 
less the losses in milling are heavy and the silica-iron-tailings product, carrying 
from 7 to 14% zinc, finds little sale and usually goes to the dump as waste 
material. For these reasons schedules Nos. 4, 5, and 6 arc comparatively 
lower than schedules Nos. 1, 2, and 3. 

§ 1543. Joplin Zinc Ore Prices. — Zinc ore prices in the Joplin, Missouri 
district,^^ are controlled, to a certain extent, by the spelter prices, but are 
further affected by competition between the ore buyers representing the differ- 
ent smelters. The basis price is that offered by the buyers for sphalerite con- 
centrates assaying 60% in zinc, 1% or less in iron, and not exceeding 0.25 to 0.5% 
in lead. 

The value of the ore is then determined by assay. To the basis price $1 
per ton is added for each unit in excess of 60% and $1 per ton is deducted for 
each unit below 60%. There is also deducted $1 per unit of iron in excess of 
1%. Special penalties are imposed on ores carrying an excess of lead and these 
are usually applied by offering a lower basis price. 

Special premiums, usually from $1 to $2 per ton, arc paid for ores assaying 
from 62 to 63% zinc when wholly free from lead. Such ores arc, however, 
usually bought on a flat price. 

§ 1544. Precious Metal Values. — The addition which is given to the 
value of a zinc ore, by a silver content, is often of interest.^^ In trciating a zinc 
ore by the ordinaiy smelting process a load and silver or gold content can bo 
recovered, but whether this will bo done or not is largely a matter of costs. In 
roasting a zinc ore previous to smelting there is only a small loss in zinc, 1 or 2% 
at the most, but the lead and silver losses are high, 10% or over. In retorting 
there is a further loss in lead but no great loss of silver or gold. The retort 
residue may be treated to recover lead, silver, and gold provided these arc 
present in sufficient quantity to make their recovery worth while. There are 
three alternatives. 

(1) . The entire product can go to the lead smelter. 

(2) . Residue maybe treated as crude ore; crushed, and concentrated by 
jigs, etc., and the concentrate's go to the snu'lter. 

(3) . Residue may bo crushed and jigged for the removal of the unburned 
coal, the remainder being passed on to the lead smc'lter, while the coal is utilized 
in various ways. 

At any event it is clear that in the treatment of a zinc^ for the recovery 
of silver either the losses will be high or th(i cost high, and the vsmelter cannot 
afford to pay for silver and lead more than a small portion of their assay value. 
European smelters will only pay for 60% of the silver and then only when the 
silver is in excess of 5 ounces per ton, and nothing for lead except in excess of 
8 %. 

Costs and Extractions. 

§ 1545. Cost of Erecting Mills. — - For a general discussion of the factors 
governing construction covsts the reader is ri'ferred to Vol. II., pag<^ 1124. Fol- 
lowing are a few figures which the author has bcu'n abU^ to collect on the subject: 

Table 560 gives the cost of erecting a complete 1500-ton sulphide-copper 
concentrator in Montana.^ The figures do not include th(^ cost of erecting 
and equipping the power plant. Th<^ mill is in three sections, each treating 
500 tons per day. The indicated horse-power required is given as 612.3. 
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TABLE 560. — COST OF ERECTING A COMPLETE 1500-TON SULPHIDE-COPPER 

CONCENTRATOR. 


Excavation 

Stone masonry 

Building 

153 Evans jigs 

18 Double-deck Evans round tables 

Excavation for storage bins 

Masonry “ “ “ 

Timber work for storage bins 

T- . ’ - ■ ■ < f - » 

Piping 

Shafting, pulley, beanngs, etc 

Wiring and electric lights. 

Six 2-compartment Harz j‘igs 

Six 1-compartment “ “ 


$ 25,850.91 
15,720.54 
115,045.80 
10,358.33 
8,444.75 
22.08 
7,334.21 
37,050.10 
10,811.14 
118,507.88 
1(), 110.05 
35,003.39 
2,104.40 
044.91 
550.75 


Total 


$413,719.5(1 


Mill 96 cost, including an excavation charge of $JS,()0(), $74,600. The mill 
treats 135 tons per 24 hours, crushing by stamps, amalgamating, concentrating, 
and cyaniding both concentrates and tailings. 

Mill 133 cost $50,000 in 1900. This mill has a capacity of 150 tons in 24 
hours. 

Mill 173 cost about $250,000. This mill treats sulphide-copper ores and 
has a capacity of 2,000 tons in 24 hours. Th(^ mill is of the hill-side type, 
terraced throughout. The concrete foundations rest on a rook base. The 
frame is of steel, and sides of iron. The floors are of wood and the machines rest 
upon separate foundations from those -■.inp'e-dv.ii the mill itself. 

The cost of a 50-ton zinc-lead concentrator in Colorado may be given as 
about $16,000. A 125-ton sphalerite-pyrite roasting and magmatic separation 
plant in Colorado cost, exclusive of the crushing and screening plant, approxi- 
mately $35,000. 

The average cost of a complete decantation slime plant for a 100-stamp 
mill in South Africa was $125,000. The average (?ost of a plant of the same 
capacity but using conical tanks and filtcT presses is only $75,000. 

§ 1546. Working Costs. — Reliable figures with regard to costs and ex- 
tractions in the various mining districts of the world ai‘(' hard to obtain. Where 
such figures arc available they arc of the utmost valium to th(i mill man. It 
is not enough for the mill man to know what his costs are or t.hc aveu-age costs 
of his particular district. Ho must have a gtmeral idea of th(' fa(»tors govern- 
ing costs and be able to compare his costs or the costs of his district with costs 
in other districts. Such a comparison may, mor(‘ovc‘r, b(^ of the gr(ait(‘st value 
as it may lead to improvement in existing methods. It is imj)OHsible to dis- 
cuss milling costs without at the same time considering mining and smelting 
costs and extractions, so intimately are the thri'e linker! tog(‘ther. The fol- 
lowing pages take up, tluuTfore, the general principle's gov(*rning costs, and 
then the costs involved in the production of a mimlx'r of the leading metals 
in the most important mining centers of the world. 

GENERAL PRINCIPLES GOVERNING COSTS. 

§ 1547. The Cost op Mining. — By 'Hho cost of mining’^ Ls meant ^'Hhe 
complete cost of developing, equipping, and wmrking out a mine, allowing inter- 
est on the capital required for these purposes until it is returned in dividends.^' 
The cost of mining at different places is subject to groat variations both exter- 
nal and internal, by the former more and by the latter less. The external 
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encing any of these conditions: (1) The cost and quality of labor and supplies. 
(2) The climate, altitude, or distance from populous centers. (3) The hard- 
ness of surrounding rocks, the amount of water, and the depth from the surface. 
(4) The facilities and cost of transportation to milling or smelting centers or 
markets. 

External Factors. 

§ 1548. Cost of Labor and Supplies. — The wages in the mines of the 
United States vary between 20 and 50 cents an hour. Usually the difference 
is partly made up by the varying efficiency of the men. It is hard to fix any 
figure for the compensation thus effected. If we assume that the difference 
in wages is represented by 20 and 50, and the difference in cost efficiency by 
70 and 100, we find that the variation in labor cost is only about 30% from 
the maximum. Since labor accounts generally are about 60% of the total 
current cost of mining, differences in wages are not likely to account for a varia- 
tion of more than 18%. 

In the important English-speaking countries, in the Transvaal, India, and 
Mexico, it may be said that conditions as regards labor are almost identical with 
those of the United States. This is also, in all probability, approximately true 
in all important producing centers of the world at large. Extreme variations 
must be confined largely to isolated and abnormal localitic^s. 

The cost of supplies directly affects the cost of running. The important 
supplies are fuel, timber, explosives, steel, and tools. The price of these com- 
modities in the United States certainly does not vary much more than 50% 
from the maximum among the important mining centers. Since the collective 
cost of the various supplies is rarely more than 20% of the total mining cost, a 
variation of 50% in the price will produce a difference of only 10% in that cost. 

The cost of supplies in the world at large is apparently subject to about 
the same degree of difference as the cost of labor, but in any country, such as 
India and South Africa, where the cost of labor is nominaliy low, the cost of 
supplies is usually distinctly higher than in the United States. 

§ 1549. Climate, Altitude, and Population. — The influence of climate, 
though indirect, is powerful through its effect on human life and effort. Some- 
times in places where there is an excessive rainfall or excessive heat or unhealth- 
ful conditions, the effect may be to limit the scope of operations. 

Excessive altitude, and great distance from lines of transportation, place 
similar limitations upon enterprise. Where sc^veral factors of this kind are 
present at the same locality, the aggregate effect is to place almost insur- 
mountable difficulties in the way of successful operations, but as a general 
rule, in places where important mines have been discovtu’cd, most of those 
difficulties have been overcome. 

§1550. Underground Conditions. — The hardness of the rock is like- 
wise a comparatively unimportant factor. In any case the hardness affects 
only one division of the underground work, namely, breaking tlu' ground. The 
stability of the ground is much more important than the hardness. Timbering 
is often an important item. 

Increase in depth adds a certain increment to the cost of hoisting and pump- 
ing, but this increase of cost is far from being proportional to the depth. One 
consequence of extreme depth that might easily be overlooked is the daily cost 
of transporting the men to and from their working placets. Not only may this 
represent a considerable expense in itself for mere hoisting, but far the greater 
part of the time of the workmen for this period is lost to the company. 

The temperature of underground workings often becomes a matter of consid- 
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great depth, or by the presence of hot waters or heat-producing chemicals. It is 
only in the last case that the heat can be called an inlu'rent quality of the ore body 
itself. Temperatures of 80 or 90° Fahrenheit, which are about the limit reached 
in important mines, affect the en(‘rgi(‘s of the men adversely, altliough men 
grow accustomed to them and suffer no ill cons<Hjiumces in the way of health. 

§1551. Transportation and Mahketincj the Products. — Transporta- 
tion facilities may be described as aclei|uat(' when they are sidHcicmt to handle 
the output of a mine and to deliver with promptnc'ss the lUH'essary supplies, 
but this does not necessarily mean chc^apness. Transportation is in V(M*y many 
cases one of the most vital elements in the cost of mining. This is i)articularly 
the case when the products have to be shipped (‘onsith'rable distances. In 
the case of coal and iron it is a matter of common knowU^dge^ that transporta- 
tion is often the all-important factor, and vyon in th(‘ (*as(‘ of pr(‘(nous nu'tals, 
sometimes the cost of transportation to mills and sm(‘lt(‘rs (‘quals, if it does 
not exceed, the cost of a(‘tual mining. 

Another factor that is often of considerable importaiUR' is th(‘ (‘ommercial 
matter of marketing the products. This is sometim(‘s done" by (‘ontract with 
selling agents; and sometimes by the company itself. In (uther (ris{" there is 
to be taken into consideration, in addition to th(" cost of markt'ting, tlu' succ(\ss 
achieved in disposing of satisfactory ciuantiti(\s of tlu' product.. It is in this 
respect particularly that the cost of mining nuiy Ix" gn^atly influ(*nc(‘d through 
the effect pioduced by this factor in (k^termining th(‘ volunn* of optu'ations. 

One would scarcely exp(‘ct that all these various factors would move in 
unison, t.c., that they should all be equally bad in one plac(^ and e(pially good 
in another. So far as the natunil conditions such as rock hardmsss, d(‘pth, and 
amount of water to be pumped are (R)ncerned, it is (‘Xtrimu^Iy unusual that such 
factors are at a given place at either ("xtremuq but tlu^ numiining (^xtcTnal 
factors have their effect through th(i (‘fforts of man himsedf. If tlu* mine is 
situated far from populous (Renters the r(‘ason is npt. to bt‘ that th<‘ climate or 
altitude is unfavorable. This getun'ally nuMins that labor is d(‘ar and intdficient, 
supplies costly, transportation difficult and exp<‘nsivt‘. Th(ss(^ factors arc‘ likely, 
therefore, to be affected together, and if one is favorabk^ tiny are all likely to 
be favorable and vice verm. 

The sum total of cost variations that may b(" due to the (*oin(u<km(R‘ of ihese 
external factors is therefore considerabk^ and is s\iffici(‘nt to pnwtmt the work- 
ing of abundant yet valuable products such as coal, iron or(*, or salt at- plac(‘s 
where these comlitions are all bad. It may b(‘ said that tlu" aboV(‘ factors 
are those which, as a rule, govern the variations in the cost of low-pri<?(Hl and 
bulky mineral products. 

Internal Factors. 

§ 1552. The internal factors are: (1) The siy.e and attitude of the ore 
bodies; (2) the relation the valuable material bears to th(' (mclosing ganguo 
or material; (3) the problems involved in metallurgical tn^atment. 

§ 1553. Size and Attitude of Ore Bodies. Thes<" factors introduce 
immense differences of cost. For instance, in gold mining w<" find that the 
Alaska-Treadwell has mined, tr(‘ated, and market(‘d its on* for Sl.oS p(‘r ton, 
while a certain mine in Colorado producing gold or<‘ subj(‘ct(‘d to the* same 
process costs $12.25 per ton. Th<^ wag(*s arc^ tin* same*, tlu* rock Is of the same 
hardness, the water is no problem in eith<*r case*, th<^ nudhod of mining ev<m is 
practically the same. The difference comes, not in th(^ fa<‘t that the* g<m(R*al 
management of the Trcadwcdl is probably more (‘conomical than that of the 
Colorado mine, but in the factors mention(‘d al)OV(\ and those* factors are so 
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If we have a body of homogeneous material more than 4 feet thick and 
continuous, the mine openings can be made very largely if not wholly in the 
stuff to be extracted. Practically every blow struck produces ore. But re- 
duce the thickness to be mined to 1 foot and we are at once confronted with 
the necessity of taking out 3 feet of worthless material for 1 foot that is valuable 
besides having to keep them separate. Here we introduce at once an enor- 
mous proportion of wasted expense that must be borne by the valuable ore. 
Now break the continuity of the deposit and it is evident that openings have 
to be made entirely through waste material merely to find and open up the 
scattered bodies. This evidently increases the cost still more. Now since 
it costs about as much to handle one kind of lock as another, it is very evident 
that the cost of handling narrow and non-continuous ore bodies may be many 
times greater than the cost of mining ore bodies large enough to afford room 
to work in. A sort of dead line is established by a thickness of approximately 
4 feet. Ore bodies thicker than 4 feet arc only moderately cheaper to handle 
than those of about that thickness. 

The attitude of an ore body has a great deal to do with the cost of extracting 
it. In many coal fields the beds arc thrown into a succession of folds with 
constantly varying slopes. The effect of this is double. First it renders more 
difficult the taking of the matc^rial from the working places to the haulage 
roads, and second it renders necessary a large amount of dead work in order 
to reach the various parts of the beds and also prevents regular systematic 
working. These two factors are sufficient to introduce a great increase of cost 
over that of mining a Hat aiul unbroken seam. 

Faulting of the beds or veins and the occurrence of barren patches intro- 
duce complications similar to those caused by folding, but very much more 
variable in their nature. 

§ 1554. Homogeneity op Orb. — The homogeneity of the ore is a factor 
of great importance. This quality (h^teimiiies whether it is necessary to sub- 
ject to metallurgical treatment the whole or only a part of an ore body. If 
only a part need be so tr(nitc‘d we have a concentrating ore. The manner in 
which the valuable miiKunl lies in the enclosing rock determines how the con- 
centrating must be doius In any case the process of concentration involves 
loss and expense, and tlu^ qu(‘Stion of how far this loss and expense is justified 
depends on the cost and charact(‘r of the subsequent metallurgical treatment. 

§ 1555. PiiOBLBMs Invoi-vkd in Mktallurgical Treatment. — The cost 
of the metallurgical trc'atmc'nt dc'pends primarily on the proportion of ore 
that must be treated. 

§ 155(5. Low CoHtfi in Mming may Mean Greater Expense Elsewhere . — The 
above se(*ms a suffi(u<mt explanation of the fact that it is necessary to a discus- 
sion of mining to include a consideration of the processes by which the ore is 
to be treated. It is not possible to run a mine intelligently without achieving 
whatever economy th(‘re may be in drcissing the ore so that the further handling 
will be facilitated, l^fforts to make '‘records” of low costs per ton have in 
many cases actually nssulted in good mines being run at a loss. 

Let us take as a practical ('xample a body of 10,000 tons of ore, running 
one ounce in gold |)(‘r ton. This ore can be shipped from Cripple Creek, Colo- 
rado, without sorting, at a handsome profit as follows: 


Gross value of ore ,10,000 tons at $20.00 per ton $200,000.00 

Cost of mininj?, "f per ton 30,000.00 

Freight and trea*. ■■ . '■ ■ ■ $8.26 jwr ttm 82,500.00 


Total cost 


$112,600.00 
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But suppose we reject half of this ore by sorting. By doing so we throw 
away 5,000 tons that will average $2.50 per ton, or $12,500. The cost of sorting, 
at 50 cents per ton, will be $2,500 more. Then our shipment will be as follows : 


5,000 tons, at $37.50 iier ton $187,500.00 

Cost of mining and sorting, 5,000 tons at $6.50 per ton 32,500.00 

Freight and treatment, 5,000 tons at $11.25 per ton 56,250.00 

Total cost $88,750.00 

Proht $98,750.00 


In other words, the gross receipts in this case have fallen $12,500. The 
cost of mining per ton is more than twice as great; the cost of freight and treat- 
ment per ton is $3 greater. The apparent showing by the superintendent is 
very bad, nevertheless he has made for the company $11,250 clear profit on 
the transaction. 

In the first case our total cost for mining, freight, and treatment is only 
$11.25 per ton; in the second case it is $17.75 per ton, but there is more money 
in the higher costs. This is an example that has been worked out in practice. 

A false economy often results from mining too much in a mere attempt 
to produce a greater output than the development of the mine really warrants. 
This invariably results in mining waste at a dead loss, but as this loss is on the 
same basis as the above there seems to be no need to follow the discussion 
further. 

§ 1557. Effect of Losses in Determining Costs, — Mining, milling, and smelt- 
ing losses often foot up to a total that is simply alarming. It seems desirable, 
therefore, to draw attention to some of the salient facts in regard to losses. 

There never was a mine from which all the available ore was extracted. 
The ore is exposed to wastage from a variety of causes. If the ore body is 
large, soft, and homogeneous, as in the Lake Superior iron mines, ore is lost 
through absolute failure to mine it. Some is forgotten until the openings to 
it are caved and lost. Some ore is constantly being mixed with sand or rock 
and left because its grade has been lowered. Some is surrounded by the 
caving of the overburden into the mine openings in such a manner as to be 
irrecoverable. System, care, and expense will do much to diminish these losses. 
It may happen that beyond a certain point the cost of perfecting the extraction 
may increase very rapidly, may indeed necessitate a different and more costly 
method of mining. 

Since mines are worked for the profit and not for the gross value of their 
output it may be more economical to choose a cheap method in which the waste 
of ore may be great. For instance, suppose an ore worth $2 a ton can be mined 
with a 90% extraction for $1.25 a ton, but that by another method, at a 75% 
extraction, it can be mined for 90 cents a ton. One hundred tons of ore in the 
ground would in the two cases yield the following results: 


Ore worth $2.00 per ton. 

Tons. 

Cost. 

Value. 

Profit. 


90 

$112.50 

67.50 

$112.50 

67.50 

$180.00 

150.00 

$ 67.50 ■ 

82.50 •« $15,00 gain. 

1 $337.50 

307.50- $80.00 loss. 

Semnd case 

75 

Ore worth $5.00 per ton. 

First case 

90 

$450.00 

375.00 

Second case 

75 



It is evident, therefore, that even in the most homogeneous materials the 
cost of minmg is directly affected by the value of the product. 
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for the proportion of the deposits that may be abandoned in order to secure 
a lower mining cost per ton as follows: 

Let Q equal the total number of tons of ore in a deposit recoverable by a 
most favorable method; X, the number of tons abandoned by any other method; 
p,^the profit per ton by method Q ; and the profit by the other method, Q — X, 
When (Q — Z) = Qp, the two methods are equally desirable. Therefore, 


2 

p' 


Q^X , Z pi 
— — , and 7: = — 1 
Q Q p' 


p _ pi — p 
pi pi 


Then pi — p equals the saving per ton effected by the second method. 
The proportion of the deposit that may be sacrificed therefore depends upon 
the ratio of the saving to the profit per ton. This ratio increases as the profit 
diminishes; therefore for a given saving a larger proportion of ore of low value 
may be sacrificed than of high value. 

§ 1559. Other Causes of Losses. — In every case where pillars have to be 
left as supports there is a likelihood of portions being ultimately lost. Where 
ores are sorted, some good material is always rejected through ignorance or 
carelessness. Where filling is introduced into a stope there is invariably a 
certain amount of good ore that falls iii with it and is lost. In a general way 
we may place mining losses at from 5 to 30% of the developed ore. 

§ 1560. Losses in Milling. — Milling losses are in some localities accurately 
studied; in other places they are casually guessed at or ignored. Sometimes 
losses in concentration amount to 40% and even more. 

The importance and economic bearing of the losses sustained in some repre- 
sentative districts are shown in Table 561. 


TABLE 561. PROPORTIONATE RECOVERY AND LOSSES IN 100 TONS OF ORE IN 

SOME IMPORTANT MINING DISTRICTS. 



Pittsburg 

Coal. 

Lake 

Siyperior 

iron. 

South- 

eastern 

Missouri 

Lead. 

South- 

western 

Missouri 

Zinc. 

Lake 

Superior 

Copper. 

Cripple 

Creek 

Gold. 

Gross value in the ground 

Gross value recovered by mining 

Gross value recovered by milling 

Gross value recovered by smelting 

Gross aggregate losses 

Percent recovered 

$110 

88 

22 

80.0 

$800 

600 to 760 

660 to 744 
66 to 260 
70.0 to 93.0 1 

$460 

400 

300 to 340 
270 to 332 
128 to 190 
58.0 to 72.0 

$500 

375 to 475 
187 to 300 
163 to 260 
240 to 337 
33.0 to 52.0 

$280 

246 

186 

180 

100 

64.0 

$1,000 

850 to 950 
782 to 912 
840 to 940 

60 to 160 
78.0 to 94.0 

1 


The aggregate losses represent the maximum of additional operating ex- 
penses theoretically justifiable by the extinguishment of losses. Much care 
must be exercised in the interpretation of these figures for economic purposes. 
The values thrown away are theoretical values. The practical limit of extrac- 
tion invariably falls short of 100%. The real purpose of the table is to show 
in current practice the debatable ground in which the curtailment of losses is 
confronted by a rising scale of costs. 

§ 1561. The Price at which Profit Vanishes. — The Federal Mining and 
Smelting Company's report for 1907 shows a net profit of $2,232,249 after 
taking out a “development account" of $300,000. This came from 130,373 
tons of concentrates containing 3,689,298 ounces of silver (worth 68 cents per 
ounce or $2,508,722.64) and 59,746 tons of lead (worth $116 per ton or $6,- 
930,536), the total gross value being $9,439,258.64. On this output the profits 
amount to 23.6% and the costs must therefore be 76.4%, giving an apparent 
cost for lead of 4.43 cents per pound and for silver of 51,95 cents per ounce. 

Af ■fira’f +Vimicy'hf ici +a flQfsmrriA ihat wif.Vi r»ARf,ci tViA +.V»p r'AmrifiTiv 
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would receive no profit unless the prices were above 4.43 cents for lead and 51.95 
cents for silver. How false such an assumption would be appears from the 
following. 

The Coeur d'Alene Mining Companies, of which this is one, do not smelt 
their own concentrates, but sell them to smelting companies, under contracts 
somewhat as follows: The smelter pays for 90% of the lead at 90% of the 
New York price or 81% of the full quantity and price when lead sells at 4.10 
cents per pound or under. When the price rises above 4.10 cents per pound 
the smelter pays 81% and one half the additional price. Thus if lead sells at 
4.50 per pound the smelter pays 81% of 4.10 plus one-half of 0.40 = 3.521. 
The smelter pays for 95% of the full value of the silver. A freight and treat- 
ment charge of $16 a ton is deducted from the value of average concentrates. 
Applying this rule to the output for 1907 we find that the cost of producing con- 
centrates was $23.39 a ton, thus: 

Selling Price. Contract Price. 

Lead 5.80 4.171 

Silver 68.00 64.80 

916.54 pounds of lead at 4.171 cents == $38.23 

28.298 ounces of silver at 64.60 cents == 18.2S 

Total value per ton $56.51 

Freight and treatment charge 16.00 

$40.51 

130,373 tons at $40.61 « S') 2=' '■'t 23 
Profits == 2,2.52,2 r!' 

Total cost of production $3, 049, 1 6 1 .23 
^ ilo 37 I “ $23.39 cost per ton produced. 

Now let us see what would happen to the Federal Mining and Smelting Com- 
pany were the prices reduced to the point where profits apparently vanish 
according to 1907 experience. The concentrates contained: lead, 45.827%, 
916.54 pounds, and silver, 28.298 ounces per ton. The value is figured as fol- 
lows: 

Selling Price- Contract Price. 

Lead 4.41 3.426 

Silver 51.95 49.353 

916.54 pounds of lead at 3.426 cents — $31.40 
28.298 ounces of silver at 49.353 cents —• 13.97 

Total value $45.37 

On this our costs are : 

Freight and treatment charge 
Mimng and milling 

Total $39.89 

We have a profit remaining of $5.98 per ton. This on 130,373 tons would 
be $779,630.54 or 34.9% of the profit at 1907 prices. On this basis we may 
figure the real vani.shing point for lead as follows: 

Let the silver price remain stationary and we shall have in our concentrates 
silver worth $13.97. Our cost is $39.39; therefore 916.54 pounds of lead must 
be worth $25,42 or 2.773 cents per pound. But as this is only 81% of the 
selling price the latter will figure 3.421 cents. It would seem, therefore, that 
we have reached the vanishing point of profits as far as the Federal Mining 
and Smelting Company is concerned with lead at 3.421 cents and silver at 51.95 
cents at New York. 


But this deduction may also be wrong as the company has a chance to 



$16,00 

23.39 
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its more favorable mines only 65,000 tons of concentrates instead of 130,373 
tons and that the selected concentrates carry 56% lead and 38 ounces silver. 
Suppose this ore costs 10% more for mining and milling and 12.5% more for 
freight and treatment and we have a cost of 


Mining and milling $25.73 

Freight and treatment 18.00 

$43.73 

But the ore will be worth as follows: 

Lead, 1120 pounds at 2.773 cents $31.06 

Silver, 38 ounces at 49.353 cents 18.75 


$49.81 

Thus we have a profit per ton of $6.08 still or $395,200, and in addition the 
company is keeping in its mines a very large amount of ore that may be avail- 
able at better prices. With the above grade of concentrates, supposing that 
silver remains the same, the vanishing point of profit on lead will be reached 
at 2.230 cents by contract or 2.753 cents at New York. 

Even yet we have not reached the limit of the company’s resources. It 
is safe to say that if lead had to be sold at 3 cents per pound, supplies to the 
mines would be cheaper and wages could be reduced. 


STATEMENT OP MINING COSTS. 

§ 1562. A true statement of mining costs should fall under the following 
headings : 


(1) General expense of the company. 

(2) Mining 

(3) Milling 

(4) Smelting, refining, and marketing . . 


■ Exploration and development. 
Stoping cost. 

Stoping and sorting losses. 
Amortization of mining plant. 

■ Transportation to mill. 
Operating costs. 

Losses. 

Amortization of milling plant. 

' Transportation to smelter. 
Operating costs. 

Losses. 

Amortization of smelting plant. 


Unfortunately it is impossible to treat the subject so comprehensively owing to 
the absence of adequate reports. In the absence of such reports as will give the 
essentials, the most feasible plan of treating the subject seems to be to divide the 
costs into three main headings: (1) Mining, including development; (2) milling, 
including transportation from mine; (3) smelting, refining, and marketing, in- 
cluding transportation from mill and to markets. Generally the reports, or re- 
liable information, are sufficient to give a fairly close approximation to the costs. 

§ 1563. Management. — This item is here used in its broadest sense and 
includes the financing of an enterprise, the determination of its scope and its 
administration. 

To begin with, it is noticeable that enterprises in a given district have much 
in common and are apt to differ in methods from the enterprises of other dis- 
tricts. Each district has its own peculiar methods. 

There is a probability that the methods of a given district are pretty nearly 

prirrAf»+. VkAAftiicip t.hpv arp I’-npvitnhlv thp rpcinlt nf pvnprimp'nt nr pvalntinn and 
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the fittest has survived. It is logical to expect this. It is probably unfair, 
therefore, to measure the methods of one district by the standards of another, 
but this does not mean that the methods in use are always the best. There are 
always some operators in the same district who get better results than their 
nearest neighbors. There are mines, long considered as well managed in pros- 
perous times, which have cut their cost of production in halves under the neces- 
sity of '"hard times, and we often find, in any district, examples of mines which 
have failed under one management and succeeded under another. Although 
the effect of management is well understood by many, and. cannot be expressed 
in figures, there are some things which may be said at this point about it. 

One thing has been noted as a rule, viz: rich mines cost more to run than 
low-grade mines. It is generally conceded that this is to be explained by the 
liberality of the care-free. There is something more than this. 

§ 1564. Logical Reason for Rich Mines Costing More. — There may 
be no physical reason for such a difference in the cost of operating high and 
low-grade mines and there may be no intentional liberality on the part of the 
owners of the richer property. There is, however, a logical ground for a differ- 
ence in the selection of methods imposed by necessity. In rich mines there 
is no necessary selection and hence there is often no selection. We may, 
therefore, count on a certain increment, either lai'ge or small, of additional 
expense in mining rich ores as compared with poorer ores. ^ 

§ 1565. Economy and Speed. — C. H. Hoover, after considerable study, has 
come to the conclusion that economical mines should be worked out with great 
rapidity and that additional plant should be provided for the extraction of dis- 
covered ores within periods of from 3 to 6 years. This seems undoubtedly true as 
applied to gold mines since no limitation is put upon the output by the market. 
It may be stated in this connection that a wide-awake manager may see his way 
clear to overlook questions both of high extraction and of cheap work to reap 
the benefits incident to speed. 

Copper. 

§ 1566. Lake Superior District. — Practice in the Lake Superior copper 
district during the last ten years has fixed a cost of about $1,500,000 as neces- 
sary for the preliminary development and equipment of a property on a scale 
commensurate with economy. The mines are dry and safe; the ores of each 
deposit are uniform in character and can be concentrated easily and cheaply; 
the smelting^ operations are reduced to a minimum, the concentrates to be 
smelted ranging from 1 to 4.5% of the rock milled. Wages arc very moderate, 
being about 25 cents an hour; supplies of all kinds arc cheap; the country in 
the neighborhood of the mines is well watered and well timbered; transporta- 
tion to and from markets is done mainly by water, and is very cheap. The 
population is vigorous and intelligent, although at least 95% of the men em- 
ployed in the mines are of foreign birth, the greatest number being Finns, 
Englishmen, Austrians, and Italians. It may be said, therefore, that not a 
single factor in the working of the mines is unfavorable. 

Under present conditions the total cost of mining these ores and marketing 
the copper is from $2 to $3 per ton. The rock hoisted at the various mines is 
sorted at the rock houses and shipped to the mills on the shore of Lake Superior 
or its bays. The distance is usually from 10 to 20 miles. The mills concentrate 
the rock into '^mineraU' containing about 70% metallic copper. This mineral 
is then smelted at plants situated along the shores of Portage Lake, an inlet of 
Lake Superior. The smelting and refining are done by a single process; and ingot 
copper is produced that needs no further refining, the copper being exceptionally 
Dure and commandine: a hie'her nripft thfln ativ ntVipr i-n tbp marVAf. 



§ 1567 


GENERAL IDEAS ON MILLING. 


1949 


§ 1567. Nature of the Deposits. — While in a broad sense the conditions are 
rather unifoim throughout the district, there are three fairly well marked 
types of deposits whose characteristics impose certain differences of method 
and cost. One is the conglomerate, of which the only commercially valuable 
deposit is the great ore shoot worked by the Calumet and Hecla and the Tama- 
rack mines. 

The amygdaloid deposits are rather numerous and have much in common. 
There is, however, an important distinction between the Baltic amygdaloid 
and others such as the Kearsarge, Pewabic, and Osceola amygdaloids. The 
latter either are, or are assumed to be, homogeneous, in that all of the vein 
stuff is sent to the mill with little sorting at the surface. The rock is softer 
than the conglomerate and more easily milled. The hanging wall is generally 
firm, so that in some cases mining can be done without timbering. 

The Baltic amj^gdaloid is harder than the ordinaiy amygdaloid and the 
copper is very apt to be attached to numerous small fissures that traverse the 
bed. The result of this distribution of value has been the development of an 
entirely distinct type of underground mining based on a system of sorting waste 
out of the vein itself and leaving this waste in the stopes for filling, the larger 
pieces being piled into a wall and used to support the roof. 

Table 562 gives an idea of the characteristics of several of the Lake Superior 
copper properties, and Table 563 gives a summary of the costs at these various 
mines. 


TABLE 562. — APPROXIMATE FACTS CONCERNING MINES OF THE LAKE SUPERIOR 

COPPER DISTRICT. 


Name of Company. 


Wolverine 


Mohawk 
Baltic . . 


Champion . . 
Trimountain 
Tamarack 
Calumet ar 


<( « i< 


Tamarack 


Kind of Rock. 

Relative 

Hardness. 

Average Feet. 
Tluckness. 

4 

•Sq 

Method of 
Mimng. 

Level Interval. 

Depth in 

Feet. 

Temperature 

Fahrenheit. 

Kearsage amygdaloid 

2 

15 

37 

“Stope 

100 ft. 

2,500 







drifts” 




C( 

it 

2 

15 

38 



1,200 


Baltic 

it 

3 

25 

70 

Sorting 


1,300 







filling 






3 

24 

70 



1,000 


** 


3 

25 

68 



1,000 


r . ■. 


1 

23 

40 



2,500 



a 

1 


40 



1,400 


Kearsarge 


2 


40 


110 ft. 

1,000 


Calumet conglomerate 

4 

14 

37 


93 ft. 

4,000 

*86’ 

it 


4 

23 

37 



4,500 



Advantages and Dis- 
advantages. 


Ideal conditions. Little ex- 
ploration work or water. 
No timbering, complex 
vein systems, or faults. 
Good working room, ven- 
tilation, and soft ground. 
Few pillars left and it is 
the richest amygdaloid in 
the district. 


Whole of wide vein mined. 
40 percent picked out in 
the mine as waste and 
used to support insecure 
hanging wall. This results 
in mine security, no ex- 
ploration work, and no 
pillars left. Rock loaded 
mto cars from stone chutes. 

Ditto. 

Ditto. 

Softest. 

Mills handle 40 percent 
more amygdaloid than con- 
glomerate. 

Ditto- 

Deposits uniform, continuous, 
and 2^ times richer than 
amygdaloid. Hard, tough, 
and jagged rock and loose 
hanging wall demand ex- 
perienced timbering. 
Great depth and heat. 
Expensive maintenance of 
deep shafts. 
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TABLE 563. — WORKING E-KPENSRS OE MINES IN THE LAKE .SUPERIOR C’OPPEE 

DISTRICT. 


Name of Company 

Wolverine. 

! Mohawk. 

Kind of Rock 

Amygdu- 

Ain>*»ftla‘ 


loitl. 

1 hud. 


190li -1907. 

1900. 






703,771 

“ “ “ stamiH*<l 

a44,0ll2 

1 0is;543 

Yield ix‘r ton of roik in ixmnds .... 

2S 

15.12 

Costs {x'r ton of rock staniiKMi. 






Surfate e.xi)ense 

$ti.223 

$0.09 

« 




! 'iHsnse 

0.9S 

0.93 

Rot k house exifenst^ ^ 

0.0115 

0.07 

'^rans^xvrtation to mill 

o.in 

0.14 

Stamping 

0.22 

0.19 


$1.<)4S 

$1.42 

r. and marketing 

0.2H4 

0. IH* 

C" .■ * ■ 

O.OH 

0.10 

Amortization 

0.20 

0.25 

Total 

$2,212 

~ $1.95 

Average cost jwr ixmrnl of retine<i 



copixjr In New York. Cents 

7.93 

11.05* 


* On ti return of 17.05 ix»un<lK iht ton whuh un lutleH the 
avenigo price of i<ake Copijer in New York <luring; HMHi wan 
copiHir in New York during 1900 was 19.27H cenlH iht ttouml. 


Haltic, 

C*hami)i«m. 

'rrinuiun- , 

Calunnu ik 

Cilumet & 



t.dn. 

Hecla. 

Hecia. 

Conglom* 

erate. 


Amygda 

hiid. 

Amygtia- , 
luid. 

Amygda* 

loid. 

1900. 

1900. 

1900. , 







049,932 

071,7H5 

500,942 



22 

25 

19 








$0.07 

$0.09 

$o,os ! 

$0.22 

$0.22 

0.12 

0,13 

0,10 


0.79 

0,S0 

1.05 



0.21 

0,23 

0.21 i , 

I.IO 

l.tiO 

0,07 

0,10 

o.os 1 

0.17 

0.14 

O.U I ' 

0. Ml 


O.IH 

0.22 

0,21 I 

1 

0.55 

$1.01 

^$1.77 

$1.90 ; 

$l 72 

$2.37 

0.25 

0.32 

0.23 

0.25 

0.50 

O.IO 

0 10 

0 10 

, 

0.15 

0 27 

0.22 , 



$2.11 

$2.40 

$2.45 

11.97 

$2.S7~ 

9.50 

9.75 

12.S0 




HineUinK griole of nuk taken lUreiily from the mine. Th« 
19.010 centH i>er jhiujuI. The average prue of elettrolyth 


In addition to the information which will ho fouml in tin* tahl(*s it may bt 
said that at tho Wolv(*rino mine, in I9()G, ninkinji; oont $I7.2S por foot, stopin^ 
S7.69 per fathom, and tho cost of running drifts was So.tjs p(*r foot in t‘Xt‘ 0 HH ol 
the cost of stoping an o(jijival(‘nt amount of ground. 

In 1904 the coHts at the Tamarack mine, working on conglonn'rati* rock, had 
become: 

Mining und fftumi>ing $2.42 

Smelting and general 0.(11 

Total $3.0S 

Of late years a good deal of amygdaloid has hcoii miiu'd by this company. 

§ 1568. Montana District. — The external factors of mining cost, in the 
Butto district are unfavorable. The tllstrict is situate<l on a semi-arid plateau 
at great distances from the important industrial centers of Nortli America, 
in a region containing, it is true, supplies of fuel, timber, und water for powei 
purposes, but thesi* sujiplies are in every case situated at I'onsiderable distancei; 
from tho mines and under conditions not favorable for cheap di'Iivery. Most 
of the mining supplies and all of the copper product must be shipped long dis- 
tances overland on railroads operating in sparsely populated ilistricts witli 
high gradii'nts and high operating costs. The freight by rail, for instance 
on copper from Butto to New York is at least six times as gri'ut as the raUt bj 
water from Lake Superior to New York. 

The labor employed in the Butte mines is rigorous, intelligent, and, undei 
noraial conditions, abundant; but on the other hand, the wag<>H are the highest 
paid in the United States, if not in the world, for any eonsKlerabic volume o) 
labor. _ Under present conditions, wages in Butte are nearly higluu 

than in Lake Superior. It seems unreasonable to estimate that more thar 
half of this difference can be made up by superior efficiency in Butte, so that 
in round numbers we shall have to estimate labor costs in Butte as at leasl 
50% higher than at Lake Superior. One unfavorable factor which may b( 
classed as external is the location of claims under the apex laws resulting ii 
constant Htiffation. 
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The internal factors in the Butte mines are not unfavorable for fissure 
vein deposits, but they present certain characteristics which make for increased 
costs as compared with Lake Superior. The ores all come from an area of about 
two square miles, which is a favorable feature. 

Another internal factor making for higher costs is a great complexity of 
vein structure which has proved a serious problem to unravel. The oxidation 
of large bodies of pyrites and the decomposition of vast quantities of timber 
in these mines has resulted in the generation of an unpleasant degree of heat. 
The temperature must be kept down by very thorough ventilation. Here 
we have a factor that makes for additional costs. 

§ 1569. Method of Mining and Treatment. — The Butte ore is all opened 
by vertical shafts which at present have attained depths of from 1,800 to 2,800 
feet. IjCVoIs ai'o run out at intervals of 100 to 200 feet. A large amount of 
deadwork is necessary to discover and develop the ores. This item, estimated 
at 30 cents a ton, is quite absent from the prominent Lake Superior copper 
mines. Expensive timbering is necessaiy at all times and as a rule the stopes 
require, in addition to the timbering, a rock filling for safety. This filling is 
not sorted from the vein itself, but it is suggested that it might be. Since the 
cost of transportation, concentrating, smelting, refining, and marketing amounts 
to at least #4 per ton, it would s(!em as if the point at which ore already bi'oken 
would better be left in the mine than treated, is about 1.25 to 1.50% copper. 

At the Boston & Montana miiui (explosives, consisting of powder, fuse, and 
caps, cost 9 cents per ton of ore; broken; candles cost 2 cents; timber, 40 cents; 
coal, 14 cents; and other supplies, 13 cents. As all the mines of this district 
are alike, the Anaconda mine is selected as a basis for comparison with the 
Calumet & Hecia at Lake .Superior, merely for the purpose of calling attention 
to the factors which are believed lo establish the estimated costs per ton. Table 
564 gives the estimated costs, it being, of course, impossible to give the abso- 
lutely accurate figures. 

T.\BLB 564. — AI>Pll.^.ISEMKNT OF (lOST KAOTOKS AT ANACONDA AND AT CALUMET 

& HECLA. 



Calumet and 
Hecia. 

Anaconda. 

Difference 

Against 

Anaconda. 


$1.10 

$1.05 

$0.55 



0.30 

0l30 

':m luding timlwr 

0.50 

0.90 

0.40 

General exixjnse 

0.22 

0.50 

0.28 

Total costs at the mine 

$1,X2 

$3.35 


Construction and amortization 

0.25 

0.25 


Total 

$2.07 

$3.60 

+ $1.53 

Freight to mill 

$0.15 

$0.15 


Cost of C‘ -'•ik.-i*- ‘{"..jr , ^ 

0.55 


Cost of '•’ « " g 


2.90 

+ $2.35 

Coat of refining and marketing 

0.50 

1.21 

+ 0.71 

Total outside costa 

$3.27 

$7.80 

$4.59 


PercentuKt* milled, Calumet & Ilecla mine, 100. 

Percentage Hmelled, Calumet & Hecia mine, 3; Anaconda mine, 45. ' 

Pounds copiier per ton, Calumet & Hecia mine, 42; Anaconda mine, 63. 


The method of treatment in Butte is about as follows: The ore is hoisted 
from the mine and dumped directly into large bins from which it is (Irawn into 
railroad cars and transported to combined concentrating and smelting plants. 
A small proportion goes to plants in the vicinity of Butte itself and_ not more 
than two or three miles from the mines, but bv far the greater portion is taken to 
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Anaconda, 26 miles away, or to Great Falls, 100 miles away. At the smelters 
all ores containing less than 6% copper are concentrated. The higher grade 
ores are smelted in blast furnaces and the concentrates in reverberatory fur- 
naces, collecting the metals into a matte which is bessenierized on the ground 
into lolister copper. A portion of this blister copper is refined at the Gi’eat 
Falls plant, but by far the greater portion is shipped to the Atlantic seaboard 
in the neighborhood of New York and there n^fined. 

The most pronounced factor making for high costs in the Butte ores is the 
largQ percentage that must be smelted. This can be estimat('d roughly at 
40% as against 4% for the richest copper ores in the Lake Superior district. 

It is believed that the large concentrating and snu^lting plants at Anaconda 
and at Great Falls are equipped and operated as w(‘ll as any in the world, no 
pains having been spared in capital expenditure to s('curc‘ the gix'atest ('conomy. 
At the Boston and Montana concentrator the total cost of producing concen- 
trates is 50 cents per ton of ore treated, made up as follows: Labor 27 cents, 
power about 11 cents, and general (‘xpcuise, supplies, etc., about 12 camts. 
But it is manifestly a physical impossibility to snudt 15 to 30 tons of ore at 
Butte for anything like the cost required to smelt 1 ton of (‘onctuitratcvs at Lake 
Superior. Furthermore, the Butte copper must stand not only a V(‘ry heavy 
transportation expense to the seaboard, but must furtlnu' uml(‘rgo th<‘ (expen- 
sive process of electrolytic n'fining. The logical result of th(‘S(^ conditions is 
that in Butte, $4 a ton for concemtrating, sm(‘lting, and ^‘(‘fining may be con- 
sidered as an absolute minimum as against a cost of from 60 (‘ents to Ul at Lake 
Superior. 

Table 565 shows the reported costs for the various miiuvs at Butte for DOG 
and 1907. It is worth noting that the cost of mining prop(‘r has t(md(‘d t-o rise 
during the past five years, probably on ac(*ount of an in{‘r(‘ased proportion of 
development work undertak(m in recent years. On tlu^ oth(‘r hand, and at 
the same time, the cost of rciduction, ndining, and mark(‘ting hav(‘ notably 
reduced, due, probably, to the gnnxt metallurgical improvcmu'nts that hav(‘ lanm 
effected by reason of the liberal pohems of t.h(» companies. In the (*ase of the 
Boston and Montana a considerable saving has also beam (‘ITtaded in trans- 
portation cost. 

TABLE 565. — COSTS AT MONTANA COPPER MINES. 


Yejvr. 

Tons. 


KreiKht tt> 


KetininH; 


Mininn per 
'I’on. 

Smelter jht 
'P on. 

Reduetion iht 
'P on. 

Market inn 
lH‘r '1 on. 

'Potal pwt 

IH*p 'Pon. 


Anjicond.i Copper Company (trunsiM>rtation to An.o'omla, 2tl miles). 


1900 

1,521,310 

$3.03 

$0.15 i 

$2,27 

Sl.OH 

1 $7.13 

1907 

1,401,94S 

4.47 

0.10 

2.52 

0.93 

1 HA)H 


Boston X: Montana (tranHi)ortution t«> Orc.tt Kalis, KM) milas). 


1900 

1,209,S05 

$3.45 

$0.93 

$2.45 

$0.90 

1907 

1,150,785 

3.93 

0.70 

2.07 

0.92 


Butte & Boston (transijortation to Amuomia). 


1900 

1907 j 

240,593 
331,029 i 

$3.51 

3.79 

$0.20 

0.21 

$2.00 

2.27 

$1.25 

0.85 

$7.02 

7.22 



Butte ('o.ilition. 




1000 

1907 

140,101 

412,109 

. $3.94 

5.40 

$0.00 

0.20 

1 «.1U4 

1 

j $1.50 

$9.98 







North Butte. 




1900 

250,050 

374,032 

$4.47 

4.53 

$0.20 

0.20 

$4.84 

4.04 


$9.51 

8.77 

1907 
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It is to be noted that the Butte and Boston ores have cost less than the 
others. This is undoubtedly due to their lower grade, the proportionate cost 
for smelting, refining, and marketing being less. On the other hand, the North 
Butte has cost more on account of its higher grade, and Butte Coalition has 
cost more than the average on account of the large expenditures for improve- 
ments. 

§ 1570. Arizona Districts. — The external factors are unfavorable. 
The mines are situated in an arid plateau poorly supplied with water, fuel, tim- 
ber, and population, which along with high freight rates makes for high costs. 
Wages of white miners are $3.50 a shift of S hours; Mexicans are paid $2.50 
a shift. The summer heats arc debilitating and the energy of the men is some- 
what less than it would be farther north. This is particularly true in regard 
to metallurgical work. The internal factors vary with each district, the heavy 
pumping charge in the Globe district making for high mining costs. High 
milling costs in the Morenci district are caused by the scarcity of water. 

§ 1571. Clifton-Morenci. — This district produces a porphyry ore in which 
chalcocite is disseminated. The ores form largo irregular bodies at depths 
of 100 to 300 feet below the surface. In this respect the ore is easy to mine, 
but there is a certain irregularity, not only in the ore bodies as a whole, but 
also in their internal make-up. A certain amount of sorting may be done to 
advantage in the mines. The ore is fairly hard and firm and is taken out by 
square setting. About 1 foot of opening work is necessary to find and develop 
15 tons of ore. The cost of this work is said to be from 21 to 33 cents a ton. 
Stoping costs arc about $2 to $2. SO per ton. 

In 1906 the Shannon Copper Company handled ore averaging 3.36% copper. 
The ore sent direct to the smelter averaged 4.37% coppei’, that sent to the mill 
2.86% copper, and 44.5% of the total output was smelted. A saving of 69% 
was made by the combined milling and smelting operation or 47.6 pounds per 
ton of ore. Stoping cost $1.92 per ton and for the year previous the total 
mining cost was $2,138 per ton on an output of 188,856 tons. In 1906 the out- 
put was 210,026 tons, of which 140,683 tons were milling ore. Table 566 gives 
a summary of the operations for 1906. 

TABLE 566. — COST PER TON AT THE SHANNON COPPER COMPANY IN 1906. 


Operating mines, mills, and smelters, 

^ ' ' ' ' development 

, etc 

CJeneral expense 

Outside development, etc 

Total costs .... 


Cost per pound at New York, 15.7 cents. 

The Arizona Copper Company gives its costs of mining, including dead- 
work, ores purchased, and leaching, as $2.50 in 1906, It seems fair to assume 
from this that the underground costs are substantially the same as the Shannon. 

Assuming that the cost of mining, including development, is $2.25 to $2.50 
a ton, and that out of this cost about 50 cents a ton is due to timbering, it 
seems fair to say that the excess over Lake Superior costs is due to the external 
factors. 

The internal factors that govern the cost of treatment are the losses due 
to concentrating, the proportion of concentrates to crude ore, and the smelting 
qualities of the ore. 

Table 567 gives a summary of operations of the Arizona Copper Company 
for 1906. 
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TABLE 567. — COST PER TON AT THE ARIZONA COPPER COMPANY IN 1906. 


Cost working mines (deadwork, ores purchased, leaching, etc.) 

Smelting, refining, and marketing 

General 

Interest and amortization 


$2 50 
2.0G 
0.14 


Total costs . . . 


$6.40 


The cost per pound of copper in New York was 11.07 cents. During 1906 
this company handled 610,000 tons of ore, of which 20% was smelted without 
concentration. The costs for concentrating, smelting, refining, and marketing 
together were $2.06, the costs being loased on the entire tonnage sent from the 
mine. If the cost of concentration is 75 cents a ton including transportation 
from the mines, the cost for smelting, refining, and marketing, would appear 
to be about $6 per ton smelted. On this basis the cost to the Shannon Com- 
pany, on account of the larger proportion smelted, should be $1.S0 higher than 
to the Arizona Company. This seems to be approximately the ease". 

_ § 1572. Bisbee or W arren. — The internal conditions in this district are 
quite different from those in the Clifton-Morenci district, resulting in mining 
costs of 16 per ton here as against $2.50 or less there. The ores yield about 
7% copper after a rough selection in the stopes, where about one-half the 
total material broken is rejected. From 7 to 10 tons of ore arc extracted per 
foot of opening work. Ground movement is so violent that the cost of timber- 
ing is high. About 30 feet board measure of timbc'r from Pugc't Sound is 
buried in the mine per ton of ore extracted. At $24 per thousand, this 
amounts to 75 cents a ton for timber alone. In this district it is necessary 
in mine development to not only open up shafts and drifts to roach the ore, 
but a search through 10 cubic feet of difficult mining ground must bo made 
for every cubic foot extracted. No concentrating ore has yet been found in 
the district. All the ore raised from the mines must bo smelted, consequently 
it must be selected as much as possible. 

To sum up — there are in these mines three powerful factors that make 
for high costs; (1) A very large proportion of developnumt work; (2) soft 
ground, requiring slow, cautious working, and heavy timbering; (3) careful 
selection imposed by the necessity of smelting the whole product, thus imposing 
a high subsequent metallurgical cost. This is the most impc'rative fa(itor of 
all, for it can be shown that in this case lower costs at the expensii of lower- 
grade ores might result in frightful losses. To mine 4% ore for $3 a ton against 
7% ore at $6 a ton, smelting costs remaining the same, would increase the cost 
of copper about 0.82 cent a pound, or $16.40 a ton. 

In 1906 the Calumet and Arizona Mining Company handled 236,565 tons 
of ore producing 18,735 tons of copper which cost in New York 7.76 tamts per 
pound. For every dollar’s worth of copper 3.5 cents’ worth of silver was also 
produced. Nine and one-half tons of ore were obtained per foot of dcwclop- 
ment work. The costs may be divided almost equally. Mining per ton of ore 
$6.(B; smelting, refining, and marketing, $6.05; total, $12.11 per ton of wet ore! 

The actual division of concentrating expenses as to labor, supplies, etc., 
at two establishments in Southwestern Arizona for the year 1907 is given in 
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and lumber, $25 per thousand feet board measure; round poles from 5 to 8 
inches in diameter inclusive, one cent per inch-foot; lump coal, delivered, 
$4.50, run of mine, $4, and slack $3.25 per ton; candles, $3.41 per case of 40 
pounds. 

The wages for underground help are about as follows: Muckers, hand 
trammers, mule trammers' helpers and nippers, $2.50; machine helpers, hand- 
steel miners and mule trammers, $2.75; machine men, timber men and motor- 
men, $3; tool sharpeners, $3.50 per 10-hour shift; blacksmiths and carpenters, 
$4 per 10-hour shift; shift-bosses, $4; and foremen, $5, all being on 8-hour shifts 
unless otherwise mentioned. 

All the wages in steam-shovel mining and surface work are on a 10-hour 
basis and are as follows: Trackmen, dump-men, and laborers, $1.75; pitmen 
and quarrymen, $2; labor bosses and second helpers for machine men, $2.25; 
steam-shovel and locomotive firemen and watchmen, $2.50; trainmen, $3; first 
helpers for machine men, $3.40; locomotive engineers and machine men, $3.75; 
helpers for Keystone drillers, $4: Keystone drillers, $5; steam-shovel crane- 
men, $125 per month; steam-shovel engineers, $175 per month; and foremen 
from $125 to $175 per month. 

§ 1574. Utah Consolidated. — The ores mined by this company average 
by actual recovery for five years 60 pounds of copper, 1.33 ounces of silver, 
and 0.104 ounce of gold per ton. The silver and gold are worth about $2.88 
per ton, so that with copper at 14 cents per pound there is a total metallic 
extraction equivalent to 80 pounds of copper. The ore is cheaply mined and 
is nearly self-fluxing. It is delivered to the railroad over an aerial tramway 
about 12,000 feet long and is transported by rail about 25 miles to the smelter. 

The external conditions are, for the Rocky Mountain region, good, and the 
internal factors, with the single exception of the requirement of smelting all 
the ore, are very favorable for cheap work. The ore is soft, uniform, and occurs 
in good-sized bodies. The stoping is done in square-set rooms. The item of 
timbering must be one of the chief mining expenses. 

Table 570a shows the costs for 5 years ending December 31, 1907. 

TABLE 570a. — COSTS PER TON FOR FIVE YEARS, UTAH CONSOLIDATED, 



Per Ton. 

Mining, 1,260,453 tons 

$1 7.3 

Development, 1,400,000 tons 

"0.30 

Transportation, smelting, and refining 1,276,393 tons 

General expense, 1,276,393 tons 

0 23 

Current construction, 1,276.393 tons 

Amortization, etc 

0.34 

0 ^8 

Total cost 



Remembering that the ore contains in copper, gold, and silver the equiva- 
lent of 80 pounds copper to the ton, we get an average complete cost of producing 
copper of 7.35 cents per pound. This may be divided as follows : actual operat- 
ing cost, 6.75 cents; allowance for return of working plant, 0.60 cent. Of 
course, eveiything received above 6.75 cents for copper or its equivalent in 
New York goes to the stockholders as dividends. 

§ 1575. Tennessee Copper Company. — This is the only mine of impor- 
tance in the United States found east of Lake Superior. It mines several large 
lenses of cupriferous pyrite. All the ore must be smelted in the blast furnace. 
The plant is said to do the cheapest work in the world. 

The external factors are favorable. Fuel is cheap and transportation to 
markets inuch less than for Western mines. Wages are about 20 cents an hour 
and m this case the efficienev is nrobablv hiarh. 
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The internal factors are favorable, with the exception of the necessity of 
smelting all the ore. This is a most powerful element of high cost. The ore 
yields only 32.5 pounds of copper to the ton. 

The current operating costs for 1907 were as follows; 



Per Ton. 

Mining 

$1.22 

Smelting 

2.14 

Administration, etc 

0.49 

Total per ton 

$3.85 


To this should be added 21 cents a ton for the use of the mining plant and 
47 cents a ton for the use of the railroad and smelting plant, making a total 
of $4.53. On this basis anything received above 12 cents a pound for copper 
in New York is applicable to dividends and anything above 14 cents is net 
profit after allowing for the return with interest of money invested in the plant. 
These costs are higher than the average by from 5 to 10%. The costs for 1907 
were high on- account of unfavorable economic conditions throughout the coun- 
try. It should be explained further that in addition to the copper the sulphur 
is being utilized so that in the future the property will not be wholly a copper 
mine. 

§ 1576. Granby Consolidated, — The Granby Consolidated Mining, Smelt- 
ing, and Power Company, Limited, of British Columbia, handles a chalcopy- 
rite-porphyry ore which yields by actual extraction 24.2 pounds of copper, 
0.38 ounce of silver, and 0.06 ounce of gold per ton. The silver and gold are 
worth $1.42 per ton which is equivalent to about 10 pounds of copper. The 
total value, therefore, is equivalent to a little more than 34 pounds of copper 
per ton. A large part of the mining has been done in open pits with steam 
shovels. The ore will not concentrate, but is smelted in bulk. 

It is very hard to obtain data concerning the costs at this property, but 
. Table 571 gives as close an estimate, perhaps, as can be gained from outside 
sources. 

TABLE 571. — ESTIMATED COSTS PER TON AT GRANBY. 

Cost of copper for current operation and construction per ]3ound $0.11 

Profit per pound required to return capital in 16 years with 6 per cent interest 0.035 

Total cost required at masdmum output for 15 years to make the investment iustifiable . . 0.145 

§ 1577. Mount Lyell, Tasmania. — Sixty per cent of the Mount Lyell 
ore comes from open-pit mining and averages to run 0.6% in copper, while 
the other 40% comes from underground workings and averages to run 6.0% 
in copper. 

The external factors are probably nearly average for English-speaking 
countries. The climate is rainy, but not more so than at Cornwall or Scotland. 
The mines are situated near the coast, so that supplies must be reasonable 
in cost, and transportation of copper, even to England, must cost less than 
transportation of Western American copper to New York. 

The internal factors are, for a smelting enterprise, very favorable. As a 
large proportion of the ores come from open-pit work, the average cost for 
mining is less than $2 a ton. The smelting is largely pyritic and the propor- 
tion of coke used in the charge is said to be only 1%. 

Table 572 gives the costs per ton computed over a period of 4 years. 
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TABLE 572. COSTS PER TON AT MOUNT LYELL. 


Per Ton. 


Mining and stripping 1,690,531 tons and developing 1,131,258 tons $1.81 

Smelting and converting 1,698,793 tons, railway expenses, freight, and marketing.. 3.11 

General expense 1,698,793 tons 0.25 

Amortization 0.35 

Total cost $6.52 


The actual extraction has been 86% copper, 99% of the silver, and 105% 
of the gold estimated by assay to be contained in the ore. On this basis there 
has been recovered 45.5 pounds of copper, 1.8 ounces of silver, and 0.054 ounce 
of gold per ton of ore treated. ^ The gold and silver are worth $2.18 per ton 
at average prices. This is equivalent to 15.5 pounds of copper and we may 
figure the metallic contents altogether as equal to 61 pounds of copper. On 
this basis the cost per pound of copper is 9 cents. 

§ 1578. Various Other Districts. — An example of mine conditions and 
costs similar to those of Butte is furnished on the other side of the world by 
the Wallaroo and Moonta mines of South Australia. The mining costs are 
somewhat higher than those at Butte because exploration is more extensive, 
but in other respects the parallel with the great Montana camp is close and 
interesting. 

The dressed ore of Wallaroo has averaged about 11%; that of Moonta about 
20% in copper, excepting that in later years it has been 2 or 3% lower. For 
a long time the vein stuff, as raised to surface, at both properties has contained 
on the average from 3 to 4% copper. 

The Moonta mines are situated 12 and the Wallaroo mines 6 miles from 
the smelting point, Port Wallaroo. 

The high cost for mining is easily explained. There are more than 80 miles 
of development openings, including shafts, drifts, etc. This work would prob- 
ably cost at least $12 a foot. This accounts for $3 per ton of dressed ore, or 
approximately 75 cents per ton of vein stuff hoisted. The mines vary in depth 
from 1,000 to 2,500 feet with an average of about 1,500 feet. The actual sto- 
ping, including hoisting, pumping, etc., costs about $3.50 per ton. The ground 
is soft like that of Butte, probably softer, requiring close timbering as well 
as close filling. Sorting and milling in 1903 cost 75 cents at the Wallaroo 
and $1.25 at the Moonta mines. 

The average cost of mining, concentrating, and smelting a ton of concen- 
trates is about $35 as shown by Table 573 which gives the cost of the complete 
operations for 6 of the last 10 years. 

TABLE 573. costs OF OPERATION AT W^A.LLAROO AND MOONTA FOR SIX YEARS. 



Crude per 
Ton. 

Concentrates 
per Ton. 

General expense, 1,176,000 tons 

Mining and milling, 1,176,000 tons 

Smelting, 292,889 tons 

Total per ton 

$0.58 

5,68 

2.37 

$2.33 

22.81 

9.52 

$8.63 

$34.66 



General Considerations. 

§ 1579. We may divide copper mines into three classes, each presenting 
a different economical problem. I, Disseminated ores in which concentration 

IS fllUiTn'nnrf5in+ +Vii-ncr camAl+ino* Koi-nn* 4 .Ua 
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material mined. II. Quartz-pyrite ores in fissure veins in which the ratio of 
concentration is low and the proportion smelted considerable, making the costs 
usually high. III. Ores that cannot be concentrated must be smelted in bulk. 

§ 1580. I. Disseminated Ores. — The first class contains the Lake Supe- 
rior copper ores in which native copper is disseminated, either in porphyry 
or in conglomerates derived from porphyries, in the proporiion of from 1 to 
4%. The ores are concentrated in the mills (with 20% loss in milling) to from 
1 to 4.5% of their original volume. This is the proportion smelted. 

We have in this group also the disseminated porphyry ore of Bingham, 
Utah, containing 2% copper in the form of chalcocite. This ore concentrates with 
75% recovery into 4.5% of its original volume. The disseminated ore of Ely, 
Nevada, which concentrates into 12.5%; that of the Clifton-Morenci district 
in Arizona which concentrates into 15%; that of Nacozari, Mexico, which 
concentrates into 17%; the ore of the Miami Copper Company at Globe, Arizona, 
and the Braden copper mines of Chili, may all be included in this class. 

The cost of producing copper from these ores will average about 9 cents 
per pound delivered in New York. These ores now produce a third and will 
soon yield one-half the copper of North America, and they may be described as 
the most important, most profitable, and most promising source of copper. 

The salient facts regarding the cost of mining disseminated ores may be 
expressed in Table 574. 


TABLE 574. — COST OP MINING DISSEMINATED ORES. 



Low. 

High. 


$0.50 

125 

0.40 

0.15 


“““*!uSderp’ound 

$2.50 

1.00 

1.30 



Smelting) reigning nnd ma-rketing . 

Open pif - 

$1.05 

1.80 


Underground 

$4.80 


At the average price of 14 cents for copper, these figures mean that under 
the most favorable conditions a Lake Superior ore, if it could be mined from 
an open pit, might meet expenses with a yield of only 7.5 pounds of copper per 
ton. If mined underground about 13 pounds is the minimum; while under 
the most unfavorable conditions a yield of 34 pounds may be required. 

§ 1581. II. Quartz-pyrites with Low Concentration. — Conspicuous 
examples of the quartz-pyrite ores are those of Butte, Wallaroo, and Moonta. 
Table 575 gives an idea of the relative costs for this class of copper producers. 

TABLE 575, — COST OF PRODUCING COPPER IN AUSTRALIA AND MONTANA. 



Australia. 

Montana. 


$4.68 
1.00] 
2.37 \ 
0.58 J 

$3.78 

4.62 


Smelting, refining, and marketing per ton 

General expenses per ton 

'T'ntfll Tier tnti 

$8.63 

$8.40 



Applying to these costs the average price of 14 cents per pound for copper, 
it is evident that such ores must yield about 60 pounds of copper, or its equiva- 
lent, in order to pay expenses. The cost of production varies between 10 and 
15 cents per pound. ^ i r^ • • 

/M. +>4113 ^loaa +>io r\ln I irkmimn-n 
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and others on the great fault fissure of Globe, Arizona, and in part, at least, 
those of Cananea, Mexico. 

§ 1582. III. When all Ore Must be Smelted. — Copper mines having 
ores belonging to this class are those at Bisbee, Arizona; Tennessee^ Copper; 
Utah Consolid^ated; Granby Consolidated; and Mount Lyell. To this list might 
be added the Rio Tinto pyrite mines of Spain and Portugal, the mines of Shasta 
County in California, United Verde in Arizona, Cerro de Pasco in Peru, and 
others of less importance. 

Speaking generally it must be admitted that the mines of Class III pro- 
duce a large proportion of the world^s copper. The list of big producers in- 
cludes the Rio Tinto, the Copper Queen, Calumet and Arizona, United Verde, 
and many other mines not so big but very profitable.^ Rio Tinto seems to 
produce the cheapest copper in the world, but it is believed to be due to the 
fact that sulphur is also utilized to an important extent. Leaving out this 
case, in which copper only costs 5 cents per pound, it does not seem probable 
that copper from these ores is produced at an average of less than 10 cents per 
pound. 

§ 1583. — Table 576 gives additional and comparative figures on the cost 
of producing and marketing copper as given by Arthur Selwyn-Brown. Per- 
mission to publish this information was very kindly furnished by Mr. Thomas 
Gibson of New York City, the owner of the copyright. These figures, in most 
cases, agree very well with those previously given. 

TABLE 576. — COST OF COPPER PRODUCTION. 


Mine. 

Locality. 

Class of Mine. 

Cost of Copper in 
Cents per Pound. 


Michigan 


8 




11 


«« 

ti 

7i 

Tamarack, 

** 

ii 

8 

Baltic 

»* 

a 

9 

Champion 

« 

i( 

9 




10 

Boston & Montana 



11 


♦« 

tt 

10 

Butte Coalition 



lli 

Nevada Consolidated . . . . 

Nevada 



Cumberland-Ely 



7i 

Utah Consolidated 

Utah 



Boston Consolidated 


OppTi nit 

7 

United Verde . . 

Arizona 

Dwip 

9 

Tennessee 

Tennessee 


10 

Rio Tinto 




Mount Lyell 

j , 

Open nit 

7 

Dominion 

1 . !'. Columbia 

Deep 

10 

Burraga 

Australia 



Great Cobar 


<t 

8^ 

Cananea 

Mexico 

(C 

9 






Silver-Lead. 

§ 1584. CcEUR d'ALENE District. — The external factors which affect 
mining in the Coeiir d'Alene are the most favorable of the whole Rocky Moun- 
tain region. The altitude is moderate; the climate, mild; timber and water- 
power are abundant and cheap. Transportation to consuming centers is, 
however, expensive and wages are high. Labor is efficient and abundant. 
The mines are generally deep, but are operated through adit tunnels which save 
hoisting and pumping expenses. 

The internal factors are favorable. The veins are typical fissures. The 
ore shoots are persistent and profound, with a thickness varying from 8 to 
100 feet and a length varying from 100 to 1,000 feet. Single bodies have 
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produced several million tons of ore. The ore, in the main, has to be concen- 
trated. The proportion shipped to the smelters varies from a quainter to a 
tenth of the amount mined. Of the proportion shipped a considerable amount 
is picked out by hand either underground or at the mill, the lower grades being 
concentrated. In addition to the sorting of first-class ore, there is still larger 
sorting of waste in the stopes. 

§ 1585. Producing Mines. — The mines may be conveniently divided into 
two groups; the Wardner and the Canon Creek. In Wardner there is only 
one vein and two important mines; the Bunker Hill and Sullivan, an independ- 
ent concern, and the Last Chance, owned by the Federal Mining and Smelting 
Company. The mining is done almost wholly by the filling method. 

The Bunker Hill mine in 20 years up to June 1, 1907, had produced as 
shown in Table 577. 


TABLE 577. — PRODUCTION AND COSTS OP BUNKER HILL FOR LAST 20 YEARS. 




Per Ton. 

Tons mined 

3,388,106 
?3 ! 3"') 2"” ■'‘'1 

■ r 5 ■ ■'! 
20,126,330.00 
8,832,244.00 
3,400,000.00 


Gross value 

$10.15 

4.21 

6.94 

2.60 

1.00 

Smelting, refining, and deductions 

Net value to mine 

Operating 

Other costs < ' ■ .. . 1 1 exploration, etc 

Total cost approximately 

$12,232,244.00 

$3 60 



It will be seen that these are pretty good costs, not essentially different 
from those of the Lake Superior region for the same kind of work as compari- 
son with, for instance, Baltic, Trimountain, and Champion mines, will show. 

The ore shipped in 1906-07 was somewhat above the average in grade, 
but it will serve as an illustration of the general problem of mining on the 
Wardner vein. Out of 336,630 tons mined, 87,640 tons were shipped to the 
smelters or 1 ton in 3.84. The shipping product averaged 45.83% lead and 
18.78 ounces silver per ton. The ore as mined assayed 13.32% lead and 5.89 
ounces silver, the milling loss being estimated at 10.43% lead and 17.06% silver, 
or 11.96% of the combined product. Without considering the high prices 
for the year in question, but taking average prices of S92 a ton for lead and 60 
cents an ounce for silver, we find that this ore is giving the results shown in 
Table 579, while the costs per ton mined for the same period of time are given 
in detail in Table 578 for the year ending May 31, 1907, and the maximum and 
minimum costs for the last 7 years. 


TABLE 578. — COSTS PER TON INCLUDING CONSTRUCTION WORK AT THE BUNKER 

HILL AND SULLIVAN MINE. 



For Year Ending May 31, 1907. 

During Last Seven Years. 


Labor per 
Ton. 

Supplies 
per Ton. 

Total per 
Ton. 

Maximum 
Total per 
Ton. 

Minimum 
Total per 
Ton. 


$1,106 

$0,365 

0.017 

$1,470 


$2.33 

$1.26 

Tramming 

0.063 

0.070 


0.10 

0.06 

Concentrating 

0.149 

0.106 

0.255 


0.26 

0.19 

Exploration 

0.049 

0.036 

0.0851 




Shinrnnir 

0.046 

0.665 

0.061 




General expenses 

0.143 




CoP^^trurtion 

1 


0.044 


0.60 

0.19 

Mill fonstniction 



0,056 



Taxes, litigation etc- . ..^.1 



0.263 j 










Total per ton 



$2,427 

$3.29 

■■■ 
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TABLE 579. — PROFITS PER TON ON BUNKER HILL OPERATIONS FOR 1906-07 AT 

AVERAGE PRICES. 



Lead per 
Ton. 

Silver per 
Ton. 

Total per 
Ton. 


$12.25 

$6.53 

$15.78 

1.89 

13.88 

2.43 

3.71 

3.08 

6.14 

4.97 

11.11 

4.67 








Mining, milling, and construction ................. 






/'rxc’fc ..... 



T .oeuMt nnH ................ 






AtrAf*<a<TA . 







The Canon Creek mines differ from the Wardner mines only in the shape 
of the ore bodies. Wages average 46 cents an hour, 4 cents higher than in 
Wardner. Details of cost are not given. The costs are higher than at the 
the Bunker Hill and Sullivan Mine, but the difference at the mine is explained 
by the factors, (1) higher wages, (2) a greater amount of hoisting and pump- 
ing, (3) a charge for railroad transportation from mines to mills, (4) a greater 
number of power and mining plants to maintain, and a higher power cost. 
In each case these factors are inherent to the problem and cannot be removed. 

Table 580 gives some cost figures free from smelter deductions when the 
prices of lead and silver averaged 4.6 and 59.2 cents respectively. 


TABLE 580. — COST AND VALUE OF ORE PER TON AT SIX MINES FOR FIVE TEARS. 


Property. 

Tons. 

Cost of 
Mining and 
Milling 
per Ton. 

Construc- 
tion per 
Ton. 

Total 

per 

Ton. 

Freight and 
Treatment 
per Ton. 

Total Cost 
to Mine 
per Ton. 

Value to 
Mine per 
Ton. 

Profit 

per 

Ton. 

Hecla 

402,000 

1,244,571 

488,675 

924,416 

670,164 

$3.43 

2.91 

$0.47 

$3.90 

3.06 

$2.66 

$6.46 

$9 57 

$3.11 

1.86 

Standard 

0.15 

2.37 

5.43 

7.29 

Tiger-Poorman 

2.94 

0.10 

3.04 

1.71 

4.75 

4.99 

0.24 

Morning 

1.96 

0.15 

2.11 

2.51 

4.62 

5.42 

0.80 

Last Chance 

2.66 

0.08 

2.74 

2.99 

6.73 

8.19 

2.46 


Total and averages . 

3,729,826 



$2.97 

$2.43 

$5.40 

$6.93 

$1.60 




Table 581 gives the estimated values of some of the chief items of expense 
at these properties. 


TABLE 581. — ESTIMATED AVERAGE VALUE OF CHIEF ITEMS. 


Smelter deductions, per ton 

Gross value of ore before milling at New York quotations, per ton 

Loss in milling, 20 percent, per ton 

Percent lead, before milling 

Ounces silver per ton, before milling 

Cost to mine per pound of lead at New York 

Cost to mine per ounce of silver at New York 

Cost of lead in New York (actual cost) 

Cost of silver in New York (actual cost) 


$ 1.60 
10.64 
2.11 
8.66 
4.33 
$0.0364 
0.46 
0.0326 
0.42 


If these mines were all owned by the American Smelting and Refining Com- 
pany, and the cost of the whole process from mine to market were to be given, 
it would probably be something as shown in Table 582. 
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TABLE 582. — PROBABLE TOTAL COSTS. 


Per Ton. 


Total value of ore per ton $8.00 

Cost of mining, mining, and construction 2.90 

Cost of smelting, refining, and marketing 2.80 

Profit per ton 2.30 


^ Table 583 shows an interesting record for the Hercules mine, the tonnage 
being given in selected crude shipping-ore and concentrates. 

TABLE 583. — RESULTS AT THE HERCULES MINE. 


Tons Shipped, 56,446 



Per Ton. 

Per Ton. 

Current mining and milling cost 

$10,38) 

13.641 

11.15) 

8.521 

$24.02 

19.67 

Construction 

Freight to smelter 

Treatment charges 

Total cost per ton 


$43 69 
82.69 

*90.00 

Total value, free of deductions 




^ — 



If the Hercules mined 1 ton of concentrates to 4 of crude ore its costs for 
5 years were as shown in Table 584. 

TABLE 584. — POSSIBLE COSTS AT THE HERCULES MINE FOR FIVE YEARS. 



Per Ton. 

Current operating, per ton 

$2.60 

Cost of plant 

3.41 

Total per ton 

$6.01 


§ 1580. Cost of Smelting, Ifepiing, and Marketing, — The average ore shipped 
carries about 46% lead and 23 ounces silver per ton. With lead and silver in 
New York at 4.60 cents per pound and 60 cents per ounce respectively, these 
average ores are worth as follows: 

Lead, 920 pounds, at 4.6 cents $42.32 

Silver, 23 ounces, at 60 cents 13.80 

Total $60.12 

On this the smelters pay $45.95, deducting $10.17 for losses; in addition to 
which they charge about $16 for freight and treatment, making a total of 
$26.17 per ton. 

Table 585 gives the approximate cost of smelting Coeur d’Alene ores of aver- 
age grade. 

TABLE 585. — APPROXIMATE COST OP SMELTING CmiTR D’ALENE ORE. 



Per Ton. 

Freight on ore to Denver at $8,00 per ton allowing for 6 percent moisture 

Freight, bullion to New York (46 j^rcent of $6.40) 

Refining bullion, lighterage, etc. (46 percent of $8.00) 

Losses (silver, 4 percent; lead, 6 percent) 

Average smelting cost, including roasting 

$ 8.48 

2.94* 

3.68* 

3.09 

3.75 

Total smelting cost 

The profit on this basis is about $4.43 per ton. 

$21^ 


* Together these two items amount to $6.62. It would appear that since these ores are siliceous, the lead in the charge 
being reduced to 12.6 percent and used as a carrier and collector, the ores should be charged for refining, etc., only in the 
proportion in which they appear in the smelting charge. If this were done the $6.62 would become about $1.80 and the 
pront would be $9.26 instead of $4.43 per ton. 
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If the Bunker Hill and Sullivan Company belonged to the American Smelt- 
ing and Refining Company, the costs under these conditions would probably 
be deduced about as shown in Table 586. 


TABLE 586. — POSSIBLE COSTS AT THE BUNKER HILL AND SULLIVAN PROPERTY- 



Per Ton. 

Per Ton. 

. I 


$15.78 

2.00 

13.12 






$2.43 

4 01 



Smelting, relining, sind. marketing one ton out oi o.o4 


$7.34 

0 50 

Assumes a charge for general expense and amortization of smelter of 

7S4 

$5.28 




§ 1587. Broken Hill District. — In this district is located the Broken 
Hill Proprietary mine which is the greatest silver-lead producer in the world. 
In 8 years this company has produced 4,482,202 short tons of ore averaging 
9.95% lead, 7.92 ounces silver, and 0.008 ounce gold per ton. The cost for min- 
ing, concentrating, smelting, refining, marketing, general expenses, and de- 
preciation has been about $9 per ton. In 1906 this figure was about $8.68. 

The costs at this mine are high, owing to unfavorable external factors. The 
climate is extremely arid, the country is a desert. Fuel, water, labor, and trans- 
portation are all expensive. The fuel, flux, and timber accounts per ton of 
ore handled are about twice as much as in the C^ur cPAlenes. These figures 
indicate such a set of external factors as to explain why it costs $4.07 per ton 
for mining and concentrating at the Broken Hill against $3 or less in the CcBur 
dh^lenes. The internal factors for mining are good. 

On the smelting side we find that the proportion to be smelted is high, 
being 1 ton in 2.9, against 1 ton in 3.84 at the Bunker Hill. The actual cost 
for smelting, refining, and marketing Broken Hill concentrates is $11.19 per 
ton smelted. This includes freight on ores from the mine at Broken Hill, 
N. S. W., to Port Pirie, which is $2.12 per short ton. It does not include freight 
on bullion from Port Pirie to market. These facts seem to permit of the com- 
parison, shown in Table 587, with American results on Cceur d^Alene ores. 


TABLE 587. — SMELTING COSTS OF BROKEN HILL AND CCEUR D^ALENE ORES. 



Broken Hill 

Coeur d’Alene 


per Ton. 

per Ton. 

Freight from mine to smelter neglecting moisture 

$2.12 

$8.00 

2.94 

3.75 

3.08 

Freight, smelter to refinery 

Smelting 

9.07 

Refining 




We find that Broken Hill ores averaging 28.8% lead cost for actual smelting 
and refining $9.07 per ton against $7.43 per ton in the case of Cceur d' Alene 
ores averaging 46% lead. The freight in American practice performs the triple 
function of bringing the ores nearer to bases of fuel supply, of bringing them 
in contact with other ores that can be profitably smelted in conjunction, and 
of bringing them nearer the markets where they are to be finally sold. Although 
the Broken Hill Company does not pay freight on its ore beyond Port Pirie, 
it does pay freight on its fuel and other smelting supplies to Port Pirie. 

Taking the average cost of working the Broken Hill ores at $9 ner ton. and 
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assuming that the products sell in the proportion of 3.15 cents per pound for 
lead and 60 cents per ounce of silver, we find that Bi'oken Hill ores are worth 
$11 a ton, and that lead during the period reviewed has cost 2.78 cents per pound, 
silver 49 cents per ounce, and gold $18 per ounce. 

§ 1588. A Colorado District. — At a silver-lead property in Colorado, 
having ordinary and average Rocky Mountain conditions to contend with, 
124,642 tons of ore were mined in the year ending July 31, 1907. The shipping 
grade amounted to^ 13,584 tons, while the concentrating grade amounted to 
111,058 tons. During the year 6,730 feet of dead work was performed. At 
this property machine drills are used resulting in a lower cost for labor per 
ton of ore mined than the average for the district, as there are no other machine 
drills. ^ Square-set timbering in exceptionally heavy ground gives a higher 
timbering cost than the district averages. This company handles 2,500 gallons 
of water per minute, under a head of 775 feet, draining the whole district at 
a cost of $5,000 to $6,000 per month. Other mines in the district have little 
or no pumping charges. Aside from these exceptions Table 588 represents the 
average costs of the district. 


TABLE 588. — AVERAGE COSTS OP A COLORADO SILVER-LEAD PROPERTY. 



Labor 
per Ton. 

Supplies 
per Ton. 

Total per 
Ton. 

f Powder 


$0.12 


Minina ^ 

$0.46 

”0.17 ” 
0.48 

$0.61 

1 Other supplies 

0.03 

0.30 

Timbering, including square setting 

0.47 

0.48 

Tramming 7 7 

Total direct cost 


$1.11 

$0.45 

$1.56 

0.25 

0,40 

0.04 

1.05 

0.44 

Development 

Mine repairs, re-timbering, re-drifting, ventilating, etc 



Crite • 



Power, electricity for light and power, hoists, compressors, track, tools, drills, smithy, 
boilers, pumps, pans, and fuel 



Miscellaneous 



Total direct and general cost 



$3.74 





Timber costs $17 per thousand, framed. Powder, containing 35% gelatine 
and dynamite, costs 14.5 cents per pound. 

Table 589 shows the average milling costs per ton for the district. 


TABLE 589. — AVERAGE MILLING COSTS PER TON FOR A COLORADO SILVER-LEAD 

DISTRICT. 


Per Ton. 

Repairs $0.11 

Electricity (power and light) 0.07 

Labor 0.42 

Supplies 0.03 

Total millling $0,63 

Total mining 3.74 

Grand total $4.37 

The average wage scale per 8-hour shift during this period was as follows: 


Hoisting, engineers, and tool sharpeners 

Pumpmen, Aain gang, machine men, and timbermen 

Head foreman ; 

Fireman helper, machine helpers, cagemen, and blacksmith helper 

Master mechanic 

Blacksmith io 

Carpenters to 

Shift-bosses 

AAinAM) frnmmprR 


$3.68 

3.43 

3.19 

2.94 

5.94 

4.44 
4.44 

4.19 
2.69 
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§ 1589. Utah District. — In this important district there are, (1) ore 
deposits in fault fissures, and (2) replacements in limestone overlaid by 200 
feet of quartzite. The only mine successfully working on a fault fissure deposit 
was the Ontario, which was practically worked out many years ago. Since 
1893 most of the ore has come from the limestone deposits. Of these the prin- 
cipal mines are the Daly-West, Daly-Judge, and the Silver King, all of which 
are very similar. The ore bodies usually have a pitch of between 5® and 15° 
from the horizontal and are from 50 to 200 feet wide and from 3 to 30 feet 
thick. 

§ 1590. Costs at Park City Mmes. — As depth is reached the lead, silver, 
and gold values generally diminish and zinc values predominate. A great 
deal of gangue occurs in the ore and must be sorted out. From one-third to 
one-half of the ore mined is of shipping grade. Exploration and development 
are expensive owing to the dip and inequality of the ore bodies. Their internal 
factors make the costs high. 

The external factors are about the average for the Rocky Mountain region. 

Table 590 gives the Daly-West production for 7 years. 


TABLE 590. — DALY-WEST PRODUCTION FOR SEVEN YEARS. 



Table 591 gives the average results per ton mined in 7 years. 


TABLE 591. RESULTS PER TON MINED. 


Per Ton. 

Average value- $28.40 

Cost of mining and milling 6.20 

Milling losses, average 8 percent* 2.27 

Freight, smelting, refining, and deductions 11.66 

Total cost $20.19 

Profit per ton mined 8,21 


* During the last seven years the reported average savings have been 96.10 percent of the lead and 71.17 percent of the 
silver. The lead assays must have been made by fire or there must have been errors in sampling and weighing. Figuring 
that the mill averages to save 75 percent of the silver and lead the total mill losses would be about 8 percent of the entire 
product. 

Table 592 gives a summarj’- of the costs at the Daly-West mine from 1900 
to 1906 inclusive. 
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TABLE 592. SUMMARY OP DALY-WEST COSTS FOR SEVEN YEARS. 



Per Ton of Ore 
Mined and Milled. 

Per Ton of Ore 
and Concentrates 
Shipped. 

General expense 

$0 42 

$0.92 

Exploration and development 

O.GO 

1.31 

Mining . 

(Per ton milled) 

3.3S 

(1.36) 

1 00 

7.40 

Milling . . 

2.19 

Shipping and selling 

0.56 

1.24 

Construction 

0.30 

0.66 

Total 

$6.26 

$13.72 


Costs during 1907 at the Daly- Judge mine were lower than the average. 
Table 593 gives the costs for 6 years at this property, during which time the 
property was shut down 2 years for development work. Development work 
in the whole period has averaged $1.50 per ton. 

TABLE 593. — SIX years’ OPERATIONS AT THE DALY-JUDGE MINE (213,000 tODs). 



Per Ton. 

Smelting, refining, marketing, and deductions per ton 


Mining and milling costs 

Probable mill losses 

3.00 

Total costs and losses 

18.93 

Profit per ton 

1.00 

Total value per ton of ore as mined 

$19.93 


Table 594 gives details of cost at the Daly-Judge in 1907. 


TABLE 594. — DETAILS OF COST AT DALY-JUDGE MINE FOR 1907. 


Mining 

Exploration and development 

Concentrating 

Shipping and selling 

General expense 

Construction 


Per Ton. 
. .$3.03 
. . 0.40 
.. 0.95 
. 0.33 
,. 0.63 
.. 0.21 


Total per ton 


$6.45 


The Silver King does not publish its reports, but its costs are approximately 
$9.40 per ton mined and milled and $15.50 per ton of selected ore and concen- 
trates shipped. 

It is probable that considerable profits are derived by the smelting, for ex- 
ample, on Daly-West shipments. These ores have averaged about 25% in 
lead and coppeV with a gross value of $58.06 a ton -on average prices. 

Table 595 gives the estimated probable cost of smelting these ores and the 
profit to the smelter. . 
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TABLE 595. PROBABLE SMELTER COSTS. 



Per Ton. 

Per Ton. 



$25 S6 
2.90 


($58.00) 


$22.96 


$4.00 

1.75 

Refining 500 pounds of bullion at $7.00 per ton 

Remaining . .......... 

5.75 

$17.21 

5.00 ‘ ‘ 

Ar^Tisil rkf cmpltinor tv^t* tr\n * 

2.50 

2.50 

Amortization, taxes, general expense, etc., perbaps 

Remaining 

$12.21 

Actual cost 

$10.75 

$13.65 

Actual cost including losses 





Assuming the above figures to be true and that 1 ton of ore is shipped for 
every 2.2 tons mined we have the following actual costs: 

Per Ton. 

Mining, milling, and all costs to mining company $6.26 

Smelting, refining, and marketing 5.55 

Total cost per ton mined $11.81 

Since the mill losses must be estimated at not less than 10% on low-grade 
ores and the smelting losses at 5% more, the actual costs can only be 85% of 
the original value. In round numbers, therefore, an ore in Park City must 
be worth $14 a ton before there can be any profit in it for anybody. At aver- 
age prices this figures about 10% lead and 8 ounces silver per ton. 

Lead-Zinc. 

§ 1591. Missouri District. — Missouri is second in the list of states in 
the production of lead ores, and first in that of zinc ores. The mining is con- 
fined to two districts, the Southeast and the Southwest. The Southeast dis- 
trict produces ores from which, in round numbers, 100,000 t 9 ns of pig load are 
smelted yearly; from the ores of the Southwest or Joplin field the product is 
25,000 tons of lead and 140,000 tons of spelter. 

In both fields the external conditions are favorable. Mining is conducted 
in the midst of the great agricultural regions of the Mississippi Valley, where 
the cost of living is low, labor abundant, fuel and transportation cheap, and 
markets close at hand. The internal factors are also favorable to low costs. 
The depths reached are not great, the ore bodies are fairly large. In South- 
east Missoufi''tfie^ore ‘bodies are persistent, 'thbugb^somewhaT^irregul&,‘^'w^^^ 
those of the Joplin field are not only irregular but non-persistent. In both 
districts, however, exploration by drilling provides against underground per- 
plexities. In both fields also, the ores are favorable for water concentration. 

§ 1592. Southeast Missouri Lead. — Mining in Southeast Missouri is 
based on ore bodies that carry an average of about 6% in metallic lead, or a 
little more. The galena is sprinkled through limestone and the ore is called 
disseminated; although usually most of the lead is confined to rich streaks. 
The ore concentrates well and can be turned into a 65 to 70% product, with 
a saving of 80%. Commercially speaking, therefore, the ore yields about 4% 
net lead. 

The formation lies approximately flat, though grades of from 3 to 10% are 
not uncommon. The problem of blocking ore out ahead has resolved itself 
entirely into diamond drilling from the surface. This varies in difficulty accord- 
ing to the depth, which varies throughout the district from 300 to 800 feet. 
Holes are nut down about 200 feet anarf,. n.nd if Are iq fAnn/^ m eAnoi/^eroKle 
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amount in 15 or 20 holes, enough is blocked out to justify sinking a shaft. 
Even where ground is most carefully drilled, the actual mining shows from 
20 to 100% more lead ore than the drilling would indicate. Where drilling 
could be done 10 years ago for 40 to 50 cents a foot, in 1907 it cost from $1 to 
$1.25 per foot. In the deeper workings the cost averages as high as $1.50 per 
foot. 

§ 1593. Extent of the District — Around Flat River, Bonne Terre, and Iron- 
dale, we find a triangular area containing about 60 vsquare miles, or 38,000 
acres. This area is now producing metallic lead at the rate of about 90,000 
tons a yeat\ The output doubled between 1901 and 1907. 

At Doe Run, Mine La Motte, and Fredericktown are also important ore 
deposits. At Fredericktown the North American mine has opened up consider- 
able ore carrying 5% copper and 2.5% in nickel^ and cobalt.^ EvepT'thing 
indicates that there are possibilities of extension in copper mining in that 
neighborhood. ^ ... 

§ 1594. Problem of Mining. — The most difficult part^ of actual mining is 
the preliminary exploration by drilling. The stoping is very simple. No 
timbers are used. Round pillars of ore are left containing from 10 to 15% of 
the ore. Underground diamond drilling is necessary in some mines to prospect 
ahead for water channels. Some shafts make from 1,300 to 1,500 gallons of 
water per minute. The usual output from each shaft is about 300 tons a day. 

The most economical power equipment used in the district is at the plant 
of the St. Louis Smelting and Refining Company. Here a central steam plant 
operates a compressor and an electric generating plant. The mill, hoists, and 
pumps are operated by electricity. Electric trams are used to haul the ore 
from various shafts to the mill. 

The cost of mining, hoisting, and pumping is from $1 to $1.50 per ton. 
To this may be added 10 cents a ton for drill prospecting, and about 10 cents 
a ton for hauling the ore to the mill. The total cost of ore is, therefore, from 
$1.20 to $1.70 per ton at the mill. 

§ 1595. The Problem of Milling. — TIIiq cost of milling in a 1,000-ton plant 
is from 30 to 75 cents a ton. The cost of a concentrating mill, together with 
a power plant for the mines, may be estimated at $500,000 for 1,000 tons ca- 
pacity. The new plant, built bv the Federal Lead Company, is ^pected to 
handle about 2,400 tons a day. It is built of steel md concrete, has a large 
air-compressing and electric plant, and elaborate crushing and sampling arrange- 
ments. It cost $900,000. • 1 j -ii. 

§ 1596. The Problem of Smelting. — Smelting may be considered either on a 
custom or an operating basis. The ore leaves the mill in the shape of concen- 
trates carrying 70% lead and 5% moisture. Freight to East St. Louis is about 
$1.50 per dry ton. This ore may be sold to custom smelters, who will pay lor 
90*% of the lead at current quotations, and charge from $6 to $8 per ton smelt- 
ing charges. On this basis, the cost of freight and treatment figures as shown 
in Table 596. 


TABLE 596. — COST OP FREIGHT AND TREATMENT. 



Lead 

4 Cents. 
Per Ton, 

Lead 

6 Cents. 
Per Ton. 

Lead 

6 Cents. 
Per Ton. 


$1.50 

7.00 

5.60 

$1.50 

7.00 

7.00 

$1.50 

7.00 

8.40 

Treatment, say j : a * ” i 


$14.10 

$15.50 

$16.90 
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On an operating basis the cost is about $6 per ton and the loss, with the 
best practice, 3%. Table 597 gives the costs per ton which would be made 
in operating a plant handling say 3,000 to 4,000 tons a month. 

TABLE 597. — COST PER TON OP OPERATING A LARGE SMELTER. 



Lead 

4 Cents. 

Lead 

5 Cents. 

Lead 

6 Cents. 

Freight and treatment 

$7.50 

1.6S 

$7.50 

2.10 

$7.50 

2 52 

Deductions 3 percent, 42 pounds 

Total 

$9.18 

$9.60 

1 $10.02 


On average prices there would be a saving of about $5.50 per ton of concen- 
trates in operating a smelter. 

The cost of the whole operation thus far may be figured as shown in Table 
598. 


TABLE 598. COSTS OF MINING AND MILLING PER TON. 


Prospecting $0.10 to $0.10 

Development by shafts 0.15 to $0.15 

Mining 1.00 to 1.60 

Transfer to mill 0.10 to 0.10 

Milling 0.30 to 0.76 

General expense 0.10 to 0.20 


Crude ore costs per ton $1.75 to $2.80 


These figures represent the two extremes, that is, those obtained under 
the most favorable and most unfavorable surroundings and condition. 

Tables 599 and 600 give figures which follow out these two sets of conditions 
through the smelter to the production of pig lead from various grades of ore; 
lead being assumed at 5 cents per pound. ’ 


TABLE 599. — MINING AND MILLING COST, $1.75. EXTRACTION 75 PERCENT. 



Yield in 
Concentrates. 
Percent. 

Smelting Cost. 

Total Cost. 

Cost i)er Pt)und 
of Lead in 
Cents. 

With 4 percent ore 

4.3 

6.4 

8.0 

10 8 

$0.41 

0.01 

0.83 

1.04 

$2.16 

2.36 

2.68 

2.79 

3.00 

1 2.02 

2.16 

1.80 

With 6 percent ore 

With 8 percent ore 

With 10 percent ore 


TABLE 600. — MINING AND MILLING COST, $2.86. EXTRACTION 85 

PERCENT, 


Yield in 
Concentrates, 
Percent. 

Smelting Cost. 

Total Cost. 

Cost Pound 

of Lead in 
Cents. 

4.90 

3.49 

2.79 

2.37 

With 4 percent ore 

With 6 percent ore 

With 8 percent ore 

4.86 

7.29 

9.70 

12.14 

$0.47 

0.70 

0.93 

1.17 

$3.33 

3.56 

3.79 

4.03 

With 10 percent ore 



Table 601 gives the total cost per pound of lead if all costs remain the same 
except milling. 
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TABLE 601. — TOTAL COST PER POUND OF LEAD. 



1. Saving 

75 Percent Lead, 
Cents. 

2. Saving 

85 Percent Lead. 
Cents. 

With 4 percent ore 

3.00 

3.93 

With 6 percent ore 

2.62 

2.84 

With 8 percent ' 

2.15 

2.30 

With 10 percent ore 

1.S6 

1.98 


It appears that on any ore likely to be mined in the Flat River district, 
cheap milling is essential to economy; and that it will not pay to increase costs 
to the extent of even 45 cents a ton in order to obtain 10 points additional 


recovery. 


1 P\Q7 TPt A rp TJTxrir-D nPL/a q orkai-. r\f rw/^rln o* r\i<r frkV -fTi/a Qf 

S 1 kQv Irr a rn WTxrT'-D 'I’nni arrar'a tyfi /^r\aT r\T 


rM<r laoH frvp fh/a W-f 


Louis market from this field seems to be from 3 to 3.25 cents per pound. In 
the years following the panic of 1893, these properties produced pig lead with- 
out loss at less than 2.6 cents per pound; but during the boom period of 1906- 
07, it is doubtful if any of the mines were producing it for less than 4.0 cents. 

Table 602 gives in detail the costs under the best and worst conditions for 
mining and milling in the Flat River district. The average total mining cost 
is neai-er $1.30 than $1.86, and some mines average even less than $1.30 per 
ton. 


TABLE 602. MAXIMUM AND MINIMUM COSTS IN THE FLAT HIVBR DISTRICT. 



Cost per Ton. 


Minimum. 

Maximum. 

I-abor 

$0,970 

to 

$1,190 

Coal and air charge 

0.120 

to 

0.290 

Blasting 

Supplies 

Repairs 

0.080 

to 

0.120 

0.032 

to 

0.009 

0.080 

to 

0.147 

Sundry charges 


to 

0 042 

Total mining 

$1,305 


$1,858 

T 4^bor 

$0,078 

to 

$0,100 

Supplies 

0.024 

to 

0.036 

Water • .ii 

0.002 

to 

0.010 

Crushi'f’P' - r i 

0.017 

to 

0 040 

Maintenance 

0 021 

to 

0.039 

Other departments 

0.022 

to 

0.028 

Chemisi 

0.083 

to 

0.085 

Miscellaneous 


to 

0.001 

Total milling 

$0 248 


$0,339 


§ 1598. The Southwest Missouri Zinc District. — This district produces 
60% of the spelter of the United States, and therefore bears nearly the same 
relation to the zinc business as Lake Superior mines bear to the iron business 
of the country. The Joplin field covers perhaps 2,000 square miles with opera- 
tions principally centralized about Webb City and Joplin. Missouri, and Galena, 
Kansas. The Webb City zone produces about one-half the output of the entire 
field and it is this zone which will be described here. This productive area 
extends from Oronogo on the northwest to Porto Rico and Duenweg on the 
southeast, a distance of 10 miles with an average width of perhaps three-quarters 
of a mile. This area of production is estimated at 4,800 acres._ The total 
production of this zone has been approximately 3,000,000 tons of zinc and lead 
ore, derived from mining and milling 75,000,000 tons of rock. This represents 
a value, under average prices, of about $90,000,000. 
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Practically all of the successful sheet-ground mining to date has been con- 
fined to the Webb City zone. It is generally believed that the sheet ground 
yields about 3% of the rock mined in zinc or lead ore. The zinc ore obtained 
averages not far from 60% zinc; the lead ore about 80% lead. The ore is 
obtained by crushing and washing in concentrating mills, which save approxi- 
mately 60% of the zinc and 90% of the lead actually contained in the rock. 
The total saving approximates 66.67%. 

§ 1599. Exploration. — Practically the only method now employed in 
searching for ore is churn drilling. An experienced driller, if he finds a little 
ore and open ground, will place his following holes not over 50 feet from the 
first until he discovers pay ore. Since the drilling costs an average of SO to 
90 cents a foot and the holes will average about 175 feet deep, we may place 
the cost of exploration at about $500 per acre. 

In sheet ground no such amount of drilling is necessary. Because of the 
uniformity of such deposits, exploratory holes, about 200 feet deep, are often 
only drilled, one hole in two acres. The cost of each hole will approximate 
$200, therefore to explore this kind of ground the probable cost is less than 
$100 per acre. 

§ 1600. Mining Methods. — As the extreme depth is only 250 feet and the 
average depth in mining perhaps less than 175 feet, a single-compartment shaft 
can be sunk very cheaply unless there happens to be an excessive amount of 
water. The average shaft in the Joplin district probably docs not cost over 
$4,000. It is also cheaper to open up the ground by numerous shafts and 
tram on the surface rather than by underground methods. This results in 
having several shafts supply one mill with ore by means of inclined surface 
tramways. 

The ore is shoveled into buckets called ^^cans’^ which hold about SOO pounds 
each and are elevated by being hooked to a cable wire. In this manner it is 
possible to average 400 cans per shift or 160 tons. Only two men are cmploj'-ed 
whose combined wages are approximately $5 per day. The hoist itself costs 
$250. The derrick in which the hoisting is done, together with the ore bin, 
costs $600 more. The method is very cheap as the actual cost is probably 
not over 5 cents per ton hoisted. 

In the upper ground the ore is taken from large irregular chambers and in 
the sheet ground from flat deposits from 8 to 20 feet thick that arc as regular 
over considerable areas as a seam of coal. 

Milling Methods. — The Joplin mills confessedly only extract 
about 60% of the zinc ore. The proportion varies greatly at different mines, 
due to the difference in the character of the ore. The mills are suited to save 
only the free ore, which can be easily separated from the ganguc by rather 
coarse crushing. 

The ordinary mill costs from $10,000 to $20,000 and has a capacity of about 
15 tons an hour. The largest mills in the district have cost about $50,000 and 
have a capacity of 35 tons an hour. 

§ 1602. Losses in Mining. — Let us take 100 tons of ore containing 5% 
of metallic zinc in the ground and Table 603 gives ^an approximate average 
statement of the costs and losses. 
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TABLE 603. — COSTS AND LOSSES ON ZINC ORE. 



Costs. 

Losses. 

Total. 

Spelter value of 100 tons of 5 percent ore at 5 cents, St. Louis 

Loss in, mining, 10 percent 


* ‘ ■ *$50 00* * * 

$500.00 

Mining, 90 tons at $1.05 

$94.50 

Loss in milling, 40 percent 

180.00 


Milling, 90 tons at $0 25 

22.5Q 


Loss in smelting, 12 percent 

32.40 ’ 


Smelting and amortization 

54.00 

9 15 


Transportation 



Total 

$180 15 

$262.40 

$57.45 



This shows a recovery by mining of $450; by milling, of $270 ; by smelting, of 
$237.60. The approximate costs are 36.1% of the total value, the losses 52.5%, 
and the profit 11.4%. The profit on recovered value is 24.2%. 

§ 1603. Joplin Cost Statements . — Table 604 gives a statement of mining 
costs at the Grace Zinc Company which probably gives a fair idea of the aver- 
age costs for mining and milling in the Joplin district. Between April 1, 1905, 
and January 1, 1908, the Grace Zinc Company hoisted 390,346 cans repre- 
senting 121,291 tons milled, and saved, 5,307 tons. This figure of 121,291 
tons is based on the tonnage content of cars holding from 1.5 to 2.5 tons in which 
the ore is hoisted to the mill. A considerable amount is rejected as waste. 
Most cans are assumed to hold 1,000 pounds while they actually hold from 
800 to 900 pounds. If we were to assume that the cans in this case contained 

SQO i"trvnnr]ffl nnr f r^n-nQ nro Turrmlr] Kft 15 6 000 Q-tld 

Cfiri a rtortK. o I H Kzi <yr» Isr 1 RK lUHl ortrl A/^cro Tnoroiori 

of totaling $1.41, would be reduced to $1.10. If tjie cans were estimated at 
900 pounds each the tonnage estimate would be about 175,000 and the cost 
would fall to 98 cents. 


TABLE 604. MINING 


COSTS — GRACE ZINC COMPANY APRIL 1, 1905, TO 

JANUARY 1, 1908. 



Per Ton of 
Dirt. 

Per Ton of 
Concentrates. 

Breaking ore 

$0.40 

$9.03 

Tramming 

0.21 

4.85 

Hoisting 

0.15 

3.32 

Pumping 

0.10 

2.27 

Exploring 

Timbering 

0.09 

2.10 

0.09 

Milling 

0.23 

5.33 

General expense 

0.15 

3.56 

Construction 

0.08 

1.74 

Total 

$1.41 

$32.29 


This makes a total cost of $171,364.75. The net value of the ore was 
$221,230.21, after a royalty of $38,957.55 had been paid, thus leaving a net 
profit of $49,865.46. Figuring that $3,000 a year in addition to the costs 
given would be an ample return on the actual plant investment, this, in Table 
604, would amount to less than $8,000 and would increase the total costs per 
ton. of dirt to $1.48, and per ton of concentrates to $33.79. 

Assuming the last figure to represent the true mining and milling cost, 
and that concentrates containing 60% zinc are smelted at a cost of $14 a ton 
with a loss of 12%, we find that 1,056 pounds spelter costs $47.79 or 4.53 cents 
per pound, which is believed to be a fair average cost of producing spelter. 
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G13NKKALIZATIONS ON LEAD MININC5. 

§ 1604, On economic grounds wo may divide U^ad ores into three gToups: 
(1) Disseminatetl siilphitl(‘ onss that can be conctmt rat(‘d in hi^ii ratio; (2) sul- 
phides from fissure V(uns, almost invariably carrying;* silvtu', oftiai ^*old and cop- 
per, and conc(‘ntrating in a mod(‘rate ratio; (‘arbonat(‘s and rich bunches 
of sulphides which will not concentrat<' t‘xc(‘pt by hand sorting'. 

1. In the first class fall th(‘ Alissouri l<‘ad ori*s. probhun of mining 

here, and the costs, are closely })arall(‘l to thoS(‘ of th(‘ Lak<' Supca-ior copper 
mines. In both cases the costs for mining, milling, and smelting will fall be- 
tween $2 and S3 per ton milled. Tlu* diss(‘minat<*d lt‘ad on‘s contain al>out three 
times as much h'ad as tlu^ Lak<‘ Superior cop)Ku- ori‘s do of coppia*, and the 
price of haul is one-thinl the pri<‘e of (*opp<‘r. 

2. The exampl(‘s of the Cotaa* <rAl<‘m^ and of Hrok(‘n Hill in Australia 

afford a close approximation to tlu^ pn)l)l<*m of cop])er mining at In 

both causes mining is ratlua- expensiv(\ owing to th(‘ rt*<|uirianen(s of <‘Xtensivo 
exploration, expensive timbering and filling, and some sehanion of ores. The 
proportion snu'lted is lower iii the cas(‘ of lt*ad min<‘s, but, on llu* other hand 
the concentrates are much ricluu*, imposing higlua* cluuges for fnaght ami 
refining of bullion. In the Coeur (TAltaK^ mint's a rough avca'ag<‘ is 6.5^'; lead 
and 3.5 ounces silvtau This inay bt' approximatt'd as tajual to 171 pounds 
lead per ton. The Broktm Hill or<*s avta-agt' 9.9^ < h'atl, 5.5 tninces silvt'r, and 
0.005 ounce gold, (Hjuivalt'nt to 272 ]>t)\mds haul ptu* short ton. Tlu'st^ tigures 
may be companal with the ecpuvah'nt of S7 pountls copptu’ p(‘r ton, the average 
of Butte orc'S for 13 yt'ars. 

In the (‘as<^ of tlu' ('enur <rAhuu‘ iho actual miniitg, milling, ami simdting 
coats have btam computcal at S5.70 ptT ton, and at Ibyken Hill StI pt‘r ton, 
the difteremee being mainly in tlu' degrta^ of concentration. Tin* cost of haul 
is about the sanu' in both phua's. Hen' again wo noli* that the lead ocenrs 
in the ores in about thna' times the cjuantity of (‘opper in Huttt* t)n*s, (‘()sts one 
third as much, and st'lls for less than <m<‘“tlnnl the pritau 

3. No chain-<ait <‘xumph‘ of the tliinl class of haul ores has Ixam giv<m, hut 
the Park City mines sorve as a partial examjde. The mines of Tiuti^*, I'tah; 
Eureka, Ntwada; Sta, Kulnliu, in Ah*xico; Len<lville and Aspen, t'olorado, 
and many others bedong to this typ(‘, Umhmbtedly tlu' costs an* liigh, Haml- 
picke<l oia^s in the Cceur d’Alene and Park (’ity cost for minitig from Sit) to 
$15 per ton. Simdting <‘osts an' corn'spondingly high. Ntich ores an* v<‘ry 
seldom mincal for haul aloiu'; the values in silver and gold are very often much 
higher than for lead. Umhmbteilly, on tlu' averagi', the eosts are nearly pro- 
portionate to tiu' values. For ores of tltis elass the c(»st <tf <‘Xplt»ration' is in- 
evitably high. Most hand-st*h‘et<‘<l non-<a)ma‘nt rating haid ores cajst for mining 
and marketing an average of $30 pt'r ton, whih' some' go tis low us $20 per tom 

(Innn. 

TELLriODE OHE. 

§ 1605. OiupeLE Cheek Disthiot, (’olohado. All on‘s shipped from 
Cripph' Creek an* (*onc('ntrat(‘s pnuhiced fiy hand sorting, which is eqtiivah'nt 
to milling in otluT camps, and the amount of devedopment work necessary to 
find th(' on's is probably 50 or 100 tinu's gnaiter than in the Lak(‘ Superior 
copper and iron mirn's. 

Tlu' on' is of nu'dium hanlm‘.sH, Wagt's uvoyh^o $3.10 for S hours, (Vml 
costs about $4.60 per ton, and timl)er averages $20 per thotisumi. 
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total product of oro and waste is from $2.50 to $3.50 per ton, this cost covering 
all the exi)enses of the companies. “ 

The following figures are the costs for one month at one of the largest prop- 
erties: During the month IS, 910 tons of rock were mined from 40 different 
and separate stopes at a cost of $2.07 per ton, or $39,123.70. The following 
developnu'ut work was performed in addition to the stoping; 2,237 feet of 
drifts, cross-cuts, winzes, and raises in 46 different headings, at an average of 
$6.9S, or $15,(U_2.03. Ore sorting and loading cost $8,999.98. This makes 
a total ot $1)3, /3().61. The total amount of rock hoisted, both from stopes 
and developmc'nt work,_was 21,931 tons, at $2.56, which was reduced by sort- 
ing to 7,093 tons of shipping ore, at $8.99. 

The Portland mine has small ore bodies which arc more or less scattered 
and re(|uii-(' for ('.xploitation a large amount of development work, performed, 
to a consideralik' extc'iit, at random. Table 605 gives the work performed and 
the costs at this propc'rty. 

'I'AHUK (>05. KKSULTS AND COSTS AT THE PORTLAND MINE. 


Tons. 




I uu-> jar iiiwii 

'Ponb in with* Mojk'n lono nnin mathines) 
'I'ons iMT niiuhiiu' in drifts. ... 

Tons IHT foot in drifts 

l^dtttr lost on oro lirokon in larKo sIoik's 
L dioi tost on oro hrokon in drills . , . . 
LalHtr post f»>r mathino drilliiiK in tlrifts. . 


.17 7 
. 5.3 
. 2.5 

$0,226 per ton. 

. 0.750 per ton. 
l.SOO per foot. 


Tlu' small drills use<l an' light enough to be operated by one man, who is 
paid .$4 per shil't. Tramniiug costs about 20 cents per ton, which is nearly as 
cheap as it can be done in the district. _ Timbering costs, on an average, 50 
cents per ton, and sorting, which is ('ipiivalent to milling or concentrating in 
otlu'r i)laces, costs about 50 cents p('r ton. The latter high figures are justified 
by the internal conditions. The e.xpense of hoisting is high, 22 cents per ton, 
due to the poor design of tlripplo Creek hoisting plants. 

quahtz-pyritb gold deposits. 

§ 1606. Inehuh'd in the cla.ss of quartz-pyrites mines are all of the prop- 
erties of tlu' Witwatersrand in tin* Transvaal, in faci all the gold mines of South 
Africa, lu'arly all t.lu' niiiu's in I'lastern Australia, those of the Kolar district in 
India, of I'll Oro in Mexico, of California, Nevada, and Douglas Island, Alaska. 
In geiK'ral, these ores are ti light-colored or whitish quartz containing from 
0.25 to 10.0'','. of iron pyrite, and othi'r sulphides in varying but usually sub- 
shliary amounts. Dejiosits of this kind have proved to be extensive, often 
persisb'iit to great depths, and are worked on a large scale. 

§ 1607. Dou(jl.as I.sland Ddstuict, Alaska. — The group of mines on 
Douglas Island, .\laska, known as th(' Treailwcll, Mexican, and Ready Bullion, 
furnish ore for 7.S0 stamps at the rate of 1,200,000 tons a year. This work 
with good reason stands at the head of the list of quartz-pyrite operations, 
furnishing an ('xamph' of tin* simplest metallurgical problem, the lowest costs, 
and i)('rhai)H th(> best management to be found in this class of mining. 

The largest of thesi' ore bodies is the Treadwell, which is 400 feet wide by 
1 ,000 long. The Mexican and R('ady Bullion oro bodies are approximately 20 
feet thick aiul from 500 to 1,000 feet long. These ore bodies are situated near 
a gootl harbor with the most convenient and cheapest method of transporting 
/.ntil timlw.r ond nt.her Himnlies. Auriferous iroii-ovrite concentrates are shipped 
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800 miles to the Tacoma smelter at a cost of $1.72 per ton. The climate, 
though rainy, is mild and pleasant, corresponding to that of Scotland or Southern 
Norway. Labor, although costing 32 cents per hour, owing to its efficiency, 
is really cheap. In addition to these advantages an abundance of water-power 
is available. Little pumping is necessary in the mines. These external fac- 
tors are so favorable as to be, perhaps, unrivaled. 

§ 1608. Internal Factors. — The internal factors are also exceptional. The 
ore bodies are large and firm and stand nearly vertical between solid walls. 
The metallurgical problem is the simplest. 

The following conditions are thus encountered: Several million tons of 
ore favorably situated for cheap handling, but containing less than $3 per ton. 
In order to make any profit cheap methods of mining and milling are required. 

About 75% of the ore can be mined without timbers from large chambers 
kept full of broken ore, only enough being drawn off at the bottom to afford 
room for the miners at the top. In the widest deposits this process costs $1 
per ton, and in the narrower bodies $1.20 per ton. 3.75-inch machine drills, 
using 2.15 times as much air as the 2.25-inch drills at the Portland mine in 
^o^rippie oreeK, are Opel ateu oy uwo meii au a cosu oi pei uciy. ^arimoeriiig 

costs hardly anything, tramming about 3 cents, and hoisting about 11 cents 
per ton at the Mexican and Ready Bullion mines. ^ Table 606 gives an idea of 
the results and costs of the average work in the district. 


TABLE 606. — RESULTS AND COSTS AT THE TREADWELL MINES. 


Tons per machine in all stopes 

Tons in wide stop« (Two-men machines) 

Tons per machine in drifts 

Tons per foot in drifts 

Labor cost per ton on ore broken in large stopes 

Labor cost per ton broken in drifts 

Labor cost per foot of drift for machine drilling . 


Tons. 

,34.96 
34.96 
. 9.0 
7.0 

. $0,226 per ton. 

, 0.820 “ “ 
0.676 per foot. 


Milling costs from 17 to 27 cents per ton, with an apparent extraction of 
90% by using a water-actuated stamp mill, amalgamation, and concentration. 
The value recovered is about equally divided between free gold, saved by amalga- 
mation, and auriferous pyrite, saved by concentration, which constitutes about 
2% of the original ore. 

The actual results and average costs up to the end of the reports for 1907 
for the various mines are given in Table 607. 

TABLE 607. — ACTUAL RESULTS AND AVERAGE COSTS AT THE TREADWELL 

MINES. 



Treadwell. 

Mexican. 

Ready Bullion. 


8,486,086 

4,982,883 

74,717 

120 

$2.44 

1.16 

1.28 

0.21 

1.49 

2,447,063 

794,924 

69,960 

64 

$2.66 

0.77 

1.78 

0.23 

2.01 

1,841,079 

1,378,661 

27,362 

100 

$1.89 

0.26 

164 

0.36 

1.99 


Feet of development work in 14 years 

Tons developed per foot, approximately 

Toted value recovered per ton 

Profits, operating, per ton 

Total operating costs per ton 

Last depreciation figures per ton ; . . . . 

Total estimated cost -p&x ton ' 


The shipment and treatment of concentrates costs about $6.75 a ton and 
when spread over the original ore milled, costs from 10 to 14 cents a ton. 
From Table 607 it appears that the combined mines have treated 12.773.227 
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$28,423,257.36 or $2.23 per ton for a total operating cost 
ot $1.43 per ton, to which 24 cents per ton must be added as a fair estimate of 
the value of the plants employed; the total estimated cost being $1.67 per ton 
cents or about 25% of the gross value recovered, 
iable 608 gives the results obtained at these mines during 1907. 


TABLE 60S. — RESULTS AT THE TREADWELL MINES IN 1907. 



Treadwell. 

Mexican. 

Ready Bullion. 

Tons milled 

700, Qs;*i 


213,370 
$1 00 

0.36 

0.11 

Cost of mining and developing per ton 

$1.00 

0 17 

$1 19 

Milling per ton 

Shipping and smelting concentrates per ton 

General expense per ton 

0.12 

0.04 

0.12 
n nQ 

Construction per ton 

0*04 

A ni 

0.07 

0.01 



U.Ui 

Total operating per ton 


Cl ftC 

$1.55 

Depreciation per ton 

0.21 

Spl Oo 

A 00 



U...SO 

0.35 

Grand total per ton 

$1.58 

Cl 01 

$1.90 





§ 1609. Grass Valley District, California. — Table 609 shows the work 
performed by a property at Grass Valley, California, during August, 1904 
operated through one shaft. It is a fair average of the district. ’ 


TABLE 609. OPERATIONS AND COSTS AT GRASS VALLEY, CALIFORNIA, IN AUGUST 

1904. 



Sloping. 

Drifting. 

Sloping and 
Drifting. 

Tons of ore mined (quartz milled) 

3,689 

658 

811 

1,399 

4,500 

2,057 

Tons of waste mined 

Tons of ore and waste hoisted 

4,347 

2,210 

6,557 



417 Feet Drifted Between 30th and 40th Levels. 

Per Ton of 
Quartz. 

Per Foot 
Drifted. 

Per Ton 
Quartz. 

>;r. . 11 * < Labor 

$0.64 

$3.05 

2,02 

1.46 

$0.83 

0.36 

0.49 

0,16 

Mining, beaking - { ; 

Machine drills • Liabor, power, supplies 

0.22 

0.41 

Tools, etc. ■“ Labor and supplies . * .* 

0.14 

0.41 

Timbering Ijabor and supplies 

0.11 

0.46 

0.14 

Tramming •— Labor, supplies, and power 

0.80 

1.64 

0.82 

Hoisting 

0 27 

1.16 

0.34 

Blacksmiths and mechanics 

0.21 

0.87 

0.26 


Total mining 

$2.80 

0.51 

$11.07 

2.15 

$3.40 

0.63 

Pumping 

Miscellaneous and general 

0.25 

1.04 

0.31 

06S.ce and superintendence *. 

0.16 

0.53 

0.18 


Total contingent 

0.92 

$3.72 

$1.12 

Hauling 

0.09 

0.09 

MilliTig 

0.46 


0.46 

f^vAnimniT - 

0.35. 


0.35 



Total milling .. . 

$0.90 


$0.90 

Grand total - 

$4.62 

$14.79 

$5.42 . 

total per ton of or^®^ hoisted , 

$3.92 

$3.72 




§ 1610. Black Hills District, South Dakota. — The Homestake is the 
greatest gold mine in the world in point both of tonnage and of gross value 
produced. In eight recent years the output has averaged as shown in Table 
610. 
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TABLE 610. — RESULTS AT THE HOMESTAKE MINE FOR EIGHT YEARS. 




Per Ton. 


Q 114 


Gold recovered 


$3.69 

C(»t 

. ' " ' ' 1 

3.04 

Profit 

- ' ' 

0.65 


It is to be observed that the costs are more than twice as high as at the 
Treadwell group. The external conditions are not as favorable as at Douglas 
Island. The wages are about the same, but there is not such a good supply 
of water and timber and transportation is more costly. The cost of water 
alone is approximately 10 cents a ton at the Homestake. 

The internal factors would appear to be about the same. A vast body of 
silicified slate has been followed from the surface to a depth of nearly 1,600 feet. 
The thiclmess is several hundred feet. The metallurgical problem is simple: 

A *T J. T 3 X 3 A 3 1 1 ' I , 

^ ...w— — X JL ^ C L— — — f.-- — XI _ . . ^ Jl W ^ 

ing the tailings at a cost of 18 cents per ton stamped. 

There are 1,000 stamps employed on Homestake ore in six different mills. 
Table 611 gives the costs per ton of the whole process in 1907. 

TABLE 611. — COSTS PER TON AT THE HOMESTAKE IN 1907. 


Per Ton. 

^ ■ . i- j ‘ ! X $0.44 

>: O.IS 

biime treatment and construction 0.24 

Total $0.86 


The recent cost for mining and development is $2 a ton. For mining at 
the rate of 4,000 tons a day from a single ore body this seems high. Possibly 
the methods are not good; a more wasteful one might be more profitable. 

§ 1611. San Juan District, Colorado. — The external conditions at tho 
Camp Bird property are unfavorable. The altitude of tht^ mine is 11,300 foot 
and of the mill 7,800 feet in steep and snowy mountains. Wages arc about 
average for the Rocky Mountain region, but it is not to bo supposed that men 
are capable of sustaining their best exertions at such an altitude. Supplies 
have to be hauled 8 miles to the mine and 6 miles to the mill from the rail- 
road station at Ouray, over a steep mountain road often blocked with snow. 

The internal factors are as follows: The ore occurs in extensive shoots in 
a nearly vertical quartz vein from 3 to 10 feet thick. In a total length of 
4,500 feet explored there are four ore shoots aggregating 1,700 feet long. This 
has involved an expense for development of 76 cents a ton. Stoping is done 
as at the Treadwell mine. 

Table 612 (see opposite page) gives the cost for 1906-07, stated to bo very 
near the average. 

These costs are much higher than those of the Liberty Bell mine a few* miles 
away. The reason undoubtedly is the higher grade of the Camp Bird ore; 
this accounts for higher costs in taxes, freight, and treatment, etc,, and furnishes 
the excuse for pretty liberal fees and management. 

At the Liberty Bell mine 34 tons of ore per foot of development work have 
been blocked out. The average cost per foot 6f d^levopment seems to be about 
$10 and per ton delevoped, $0.30. The stoping width is about 5 feet. 

^ Table 613 gives the results of operations at the Liberty Bell mine extend- 
mg over a period of 2^ years. 
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TABLE 612 . — COSTS AT THE CAMP BIED MINE, 1906 - 07 . 


1979 


Blocking-out ore 

Per Ton. 

Ore breaking 


Loading and tramming 

■ . surveying 

A AR 

'■ .ind assaying n or 

foremen, bosses, etc 

0.22 

Maintenance 

0.39 

Other expense — diamond drilling, hoisting, etc. . . 


Total mining 

- . !54 36 

Tramway expense, mine to mill 

Stamp mill expense 

0.20 

1 ■’S 

Cyanide expense 

Ofil 

Freight, smelting, and selling concentrates 

General expenses, consulting engineer, taxes, etc 

Depreciation of plant 

1.75 

3.06 

0 85 

Survey and labor on unpatented claims 


Total 

tie oa 




TABLE 613 . 


AVERAGE COSTS AT THE LIBERTY BELL MINE, JANUARY 1 1905 
TO JULY 1 , 1907 . ' ’ 

Average yearly tonnage mined 101,369 tons. 


Foremen shift -bosses, and clerk 

Powder 

Stoping. Fuse and caps 

Candles 

Hauling and mucking 

Timbering 

Power, heat, lights, telephone, etc 

Blucksmithing, tnick-laying, ditching, hardware, rails, drills, steel, etc.. 

Air lines and compressors 

Cars, skips, and hoists 

Miscellaneous 

Assaying, sampling, surveying, accidents, etc 


)tal mimng « 

Cost of development 

Total mining per ton mined 


Labor per 
Ton. 


$0.1148 

' o.'obse ■ 


0.4355 
0.4590 
0.0423 
0 0673 
0.0205 



0.0128 

0.0474 


$1.8052 

$0.5679 






L 0.0374 


0.1762 

0.0940 

0.0669* 

0.0160 

0.0425 

0.0152 


0.4355 
0.6352 
0.1363 
0.1342 
0.0355 
0.0425 
0.0280 
0 0474 


$2.3731 

0.5353 


$2.9084 


* Includes complete cost of new drill equipment. 

Average yearly tonnage trammed 2 miles to the mill 


101,208 tons. 

Foremen and linemen 

$0.0219 


$0.0219 

Other 

0.2089 

$0 0990 

"0.3079 

Total tramway per ton trammed 


$0.0990 

$0.3298 

Average yearly tonnage milled 



Superintendance 

Crusher and conveyor 

Stamping 

Re-grindmg 

Settling and agitating 

Filtering 

Concentrating 

Amalgamating 

Precipitating 

I" Cyanide 

General. 


Lime . 

Lead acetate 
General 


ton milled 

'J .s per ton milled 

Total tramming per ton milled 

Total mining, tramming, and milling per ton milled . 

Cost of development per ton milled 

Shipping concentrates ton-milled ^ ^ i 

Total maintenance and repairs per ton milled 

Depreciation per ton milled 

Total per ton milled 


$0.0182 I 

1 i 

1 $0.0182 

0.0288 

$0 043<! 

0.0726 

0.1730 

0 l')32 

0.3362 

0 0260 

0.1166 

0.1416 

0.0461 

0.00365 

! 0.0826 

0 0934 

0.1117 

0 2051 

0.1246 

0.0354 

1 0.1600 

0.00537 

0 0518 

1 0.1055 

0.0504 


0.0748 
r 0.3765 

0.1252 

0.0404 


1 0.0600 

1 0.0316 
0.2261 

0,7326 


$0.6536 
1.8023 
0 2300 


$2.6859 


$1.3260 
0 5670 
0.0987 


$1.9917 


$1.9796 

2.3693 

0.3287 


$4.6776 

0.5344 

0.2500 

0.7977 

0.3018 


$6.5615 
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Since 30 cents per ton is a fair average cost of development, and 53 cents 
is an abnormal charge which has accrued during the past few years, if we de- 
duct 23 cents per ton we find $6.33 to represent very nearly the actual average 
cost of operating this property. Since the opening of the mine the average 
net receipts have been $7.34 per ton milled, indicating, under the present con- 
ditions, a profit of about $1.01 per ton. The introduction of the Murphy air- 
feed drill cut down the cost of stoping about 15 cents per ton. 

The company plans to get 2 tons of ore for each man on the mine pay roll, 
or 6.5 tons of ore for each man rated as a miner in the stopes. 

The wage scale is wholly on S-hour shifts. The average^ mill wages are 
$3.50 per shift. Underground men are paid as follows: S^hift-bosses, $4.50 
and $5; machine men, $4; timbermen, $3.50; hand miners and labor, $3; me- 
chanics and helpers, $3.50 and $5 per shift. This is the San Juan wage scale. 

Table 614 gives roughly an analysis of the difference between the costs of 
the Camp Bird and the Liberty Bell. 

TABLE 614. — DIFFERENCE IN COSTS BETWEEN THE CAMP BIRD AND LIBERTY 
BELL MINES IN FAVOR OF THE LATTER. 


Underground costs per ton 
Treatment charges ... . 

General expense 

Depreciation of plant 


Total 


Per Ton. 



In general, mining in the San Juan region costs from $7 to $7.50 per ton. 
The external factors of a rough surface, a severe climate, costly transportation, 
and a debilitating altitude are all unfavorable. The internal factors are such 
that only a small tonnage can be maintained. Metallurgically the ores are 
only fair, and while not markedly diflGlcult, do not seem to permit of a full 
treatment at a cost of less than $2 a ton. The explanation, therefore, of the 
big jump in costs from $1.50 at the Treadwell and $3 at the Homestake to $7 
in the San Juan is the cumulative effect of a variety of both external and in- 
ternal factors. 

§ 1612, El Oro District, Mexico. — The two principal mines are the 
Esperanza and El Oro on the San R.afael vein, and the Dos Estrellas on a 
parallel vein. The gold is finely divided, and will yield by amalgama-tion only 
about 15%. 

The external conditions are probably about average for gold mining. The 
wages for natives are low and their labor inelScient. Water-generated elec- 
tric power is furnished to the mine. The El Oro Company owns a railroad, 
timber lands, and a sawmill, and presumably supplies the other mines as well 
as its own with timber and transportation. 

The walls of the mines are heavy and often soft. Ordinarily the square- 
set rooms can be, kept open to a height of 40 to 50 feet; then they must be 
filled. The mines are pretty hot. About 1 foot of development work is re- 
quired to open up 16 tons of ore. 

Table 615 gives costs at the El Oro and the Esperanza mines. 

The Esperanza produces other higher grade ores that are not cyanidod. 
These ores are either concentrated and the concentrates smelted, or shipped 
directly to the smelters. Ores shipped direct have paid for freight, treatment, 
and shipping expenses about $18.75 per ton. 
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TABLE 615, COSTS AT EL ORO AND ESPERANZA MINES. 



El Oro. 

Esperanza. 

Tons mined 

1,080,788 

450,000 

Tons milled 

1,027,282 

333,330 

Mining per ton 

$1 99 

$2 80 

Development per ton 

0.74 

0.80 

Milling per ton 


2.63 

Cyaniding per ton 

Water per ton 

ntVipr per ton 

1.11 J 

0 02 

0.13 


General per ton 

0.90 

1.08 

Construction per ton 

0.36 

0.19 

Total per ton 

$6.02 

$7.50 


The recovery of metals at the two mines is reported for 1906-07, as shown 
in Table 616. 

TABLE 616. RECOVERIES AT EL ORO AND ESPERANZA MINES. 



Gold. 

Percent. 

Silver. 

Percent. 

Total 

Value. 

Percent. 

Esperanza 

90.64 

57.33 

86.20 

El Oro 

. . 90.28 

68.55 

86.63 






§ 1613. Kolar District, Mysore, India. — The principal mines are the 
Mysore, Champion Reef, Ooregum, and Mundydroog. The climate is tropical. 
The center of the field is 183 miles from the important seaport of Madras. Most 
supplies are more expensive than in the United States, in the proportion of per- 


haps two to one. , x- 

§ 1614. Labor at Mysore. — Of the labor employed 96.2% are native^ 
1.6% are Eurasians, and 2.2% are Europeans. ^ The salaries vaiy 
a month for some of the miners to $100 for smiths and machinists and $250 
to the highest paid chemists and foremen. Transportation is provided by the 
companies for Europeans to and from Europe, and quarters, furniture, luei, 
lights and servants also. Men laid up by sickness draw full pay. ^ Consider- 
ing the debilitating effect of the climate and the loss of time during illness, 
vovages, and holidays the men probably perform about 5C% as much work 
as similarly paid men in the United States. Assuming that the wages of 
are somewhere near the average for natives, and that Europeans average $5 a 
day including expenses, and the Eurasians $2, we find an average wage ot do 

cents per day for all employees. . _ i i , 

S 1615. Factors in Minmg. — The internal factors are a single marvelously 
persistent quartz vein developed for a length of 17,500 feet. The ore is a clean 
quartz containing 0.25% of pyrite. Some of the largest shoots are more th^ 
4 000 feet deep along the slope and 800 feet wide at nght angles to the long 
axis. The average thickness of the vein stoped is probably between o ancl 
feet. Taking the vein at large, the poor with the good, the average thickness 
of mill ore developed on the Mysore property in 1907 was 1.8 feet. 

The greatest vertical depth reached is about 2,400 feet m the Edgar shaft 
of the Mysore. When the mines were less than 1,000 feet deep the ore shoot 
on the Mysore and Champion Eeef seem to have averaged nearly 5 feet m 

thicknes ^ ilfetftod of Treatment. — The milling prac'^e_ is simple. The ore, 
■when properly sorted, yields a clean quartz with vq||little clayey matter m 
1 + T’Ko ■hrhlr'esR consists of nmBl(ramn.tion m a S'^Hd batterv followed by 
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cyaniding the tailings. A special cyanide process is used for the comparatively 
small proportion of slimes. The only distinctive fact is that the crushing 
duty per stamp is low, being only 2.25 tons per day per 1,050-pound stamp. 
The pulp is put through screens averaging 1,600 apertures per square inch. 
The low stamp duty is made necessary by the high grade of the ore. In the 
Transvaal and at the Treadwell, the duty per day is about 5 tons per stamp. 
Table 617 gives the value and costs per ton at the principal mines. 


TABLE 617. — VALUE AND COSTS PER TON. 



Value. 
Per Ton. 

Profit. 
Per Ton. 

Cost. 

Per Ton. 

Mundydroog 

Ooregum 

$19.03 

16.79 

24.48 

21.98 

$9.21 

5.96 

13.81 

10.33 

$9.82 

10.83 

10.67 

11.65 

Mysore 

Champion Reef 

Average 

$21.26 

$10.36 

$10.90 


§ 1617. Costs. — Each foot of development work in the years 1902-07 in- 
clusive opened up a little over 10 tons of ore at the Mysore, the largest and 
best mine in the district. Drifting and cross-cutting averaged $10 per foot, 
raises and winzes $40, and shaft sinking $100 per foot. Stoping in a 4.5-foot 
vein without timbering costs about $1.25 per ton. The cost of drifting by hand 
in 1899 was $9 per foot at the rate of 15 feet per month, while comparative 
figures on machine drifting are $11 per foot at the rate of 30 to 35 feet per 
month. Table 618 gives the cost of raising in this district. 

TABLE 618. — COST PER FOOT OF RAISING (10 X 5 feet) 15.6 FEET PER MONTH. 


Per Foot. 


Labor, white $8.26 

Labor, native 4.50 

Explosives ti.25 

Supplies ^ .00 

Compressed air 21 00 

Total $44.90 


Table 619 gives the cost per foot of shaft-sinking in Kolar gold fields. 
TABLE 619. COST PER FOOT OF SHAFT SINKING. 



Mundydroog. 

12 by 6 Feet. 
Per Foot. 

Oakley’s. 

16 by 8 Feet. 
Per Foot. 

Champion Reef. 
16 by 8 Feet. 
Per Foot. 

Edpr’s Mysore. 
Circumference 

18 Feet. 

Per Foot. 

Labor . 

$31.27 

$32.68 



Timber 

7.88 

"25.22 



Explosives and supplies 

13.40 

24.20 



Compressed air 

32.84 

33.88 



Hoisting 

10.93 

4.84 



Drill sharpening 

0.49 




Total 

$96.81 

$120.82 

$145.91 

$120.00 

Speed per month 

15 feet 

25 feet 

28 feet 

20 feet 


Equivalent work in the United States may be estimated as follows: Sink- 
ing large working shafts (Lake Superior, Butte, Cceur d’Alene, or Cripple 
Creek), average rate per month 50 feet and costing per foot $100. Raising 
with complete timbering, 10 X 6 feet, $25 per foot. Drifting in average ground, 
5X8 feet, about $9 per foot. 
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Table 620 gives the costs at the mines of Mysore in 1899 according to Hatch. 


TABLE 620. — COSTS AT THE MINES OF MYSORE IN 1899. 



Mysore. 
Per Ton. 

Champion Reef. 
Per Ton. 

Ooregnm. 
Per Ton. 

Mundydroog. 
Per Ton. 

Balaghat. 
Per Ton. 

Coronadel. 
Per Ton. 

Mine costs 

$5 79 

$7.15 1 



$7 02 

$12 12 

$4.87 

Mill 

1.28 

1.68 1 


$9.46 

141 

1.41 

1.60 

Wheeler pans 


0 69 1 


0.21 



Cyanide * 

0 69 

0 89 1 



0.75 

0 50 

0.47 

Administration 

0 28 

0.27 


0.44 

0 51 

0.79 

0.76 

General charges 

0.75 

0.61 


0.49 

0.48 

0.31 

0.49 

Total 

$8 79 

$11.29 


$10.39 

$10.38 

$15.13 

$8.19 

Royalty on gold ore 

1.58 

1.51 


0.86 

1.12 

0.63 

0.21 

Depredation 

0.41 

0.26 


0.14 

0.40 

2.20 

0.50 

London ofl&ce 

0.39 

0.30 


0.33 

0.65 

0.88 

0.74 

Grand total 

$11 17 * 

$13.36 1 

$11.72 

$12.55 

$18.84 

$9.64 


These figures are believed to be nearly actual and they give an average cost 
per ton of ore developed of about $2.10 and per ton of ore milled of $3.30. 
In 1899 steahi power" cost $150 per horse-power year'and the cost" per "ton for 
the power used was more than $3. Electric power is now furnished for $90 a 
year, reducing the power cost more than $1 per ton, but this is not taken into 
consideration in the above figures. 

It must not be forgotten that the cost of working a high-grade ore is of 
necessity greater than that of a low-grade ore. For reasons which are evident 
and many of which have already been stated it is generally unwise, if not im- 
possible, to compare the working costs of high-grade mines, ^ such as those at 
Kolar, with the low-grade mines of other countries, as, for instance, those of 
the Witwatersrand in the Transvaal. 

There does not seem to be any detail in which the work at these mines is 
done cheaper than in the United States. In Cripple Creek, or Butte, or the 
Coeur d'Alene, where wages average ten times as high as at Kolar, work can be 
done just as cheaply. This is true of drifting, of cross-cutting, of raising, of 
shaft sinking, of stoping, and on everything on which comparative data has 
been found. 

It is true that supplies cost more than in the United States; nevertheless 
out of working costs of $8.96 per ton in 1907 at the Mysore mine, labor must 
account for about $5.50 or 61%. This is the usual proportion in the United 
States. The number of men employed to mine and mill 194,830 tons of rock 
in 1907 at the Mysore mine was 8,334 or about 23 tons per man per year. At 
the Camp Bird mine in Colorado, where external conditions are unfavorable, 
the ore being of the same grade and the costs nearly the same, the wages are 
ten times as high and the output per man ten times as great. 

The true explanation of the wonderful difference in performance lies in 
the industrial efficiency of the community by which the men are surrounded. 

§ 1618. Witwatersrand, South Africa. — The Witwatersrand produces 
one-third of the world's annual yield of gold. The occurrence of the ores here 
bears a resemblance to that of the copper conglomerates of Lake Superior 
and to the Kolar mines of India. Table 621 shows the average working con- 
ditions and Table 622 the average costs at nine of the representative mmes 
of the district. 
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TABLE 621. AVERAGE WORKING CONDITIONS. 


Number of stamps operating 

Working costs per ton milled . . * * * I \ ’ ‘ 

Percentage rejected by sorting (probably at surface only) . . . 

Ratio of tons developed to tons mined . - 

Width (thickness) of stopes in inches 

Continuity of reefs, normal for the Rand, unrivaled elsewhere 

\\eriLgo '’.ei>di of mining in feet 

Dip of reef 

Hardness of ground ‘ date 

Cost of coal per ton 

Cost of timber per ton of ore mined . . . . . 

Gallons of water pumped from mine per ton of ore milled . . 
Duty of stamp, tons milled per 24 hours . . 


Ill 

$5.19 

13 

0.90 

69 

1,200 

30 degrees 


$3.41 
4 cents 
313 
. 4.85 


TABLE 622. AVERAGE COSTS. 


Per Ton. Per Ton. 


Development cost per ton 

Other mining costs per ton 

Total cost per ton hoisted . . . 
Milling, crushing, and amalgamation 
Cyaniding 

General expense at mines 

General expense at head office 


$0.37 

2.63 


$3.00 

0.09 

0.04 

0.25 

0.18 


Total per ton 


$4.70 


These figures represent the costs as they would be if all the ore hoisted 
were milled, but as 13% is rejected by sorting, the cost is really $5.19 per 
ton. 

§ 1619. The Robinson Gold Mining Company, in the year 1897, hoisted 
203,597 tons, of which 23,197 tons were sorted out on the surface. In addition 
the amount sorted out underground was estimated at 60,000 tons, making the 
total stoped about 263,500 tons. The total cost per ton was $6,90 divided 
between working cost at $6.65 and construction at $0.25 per ton. Table 623 
gives mining costs at the Robinson Gold Mining Company corrected for com- 
parison with similar work done at other mines. 

TABLE 623. — MINING COSTS. ROBINSON GOLD MINING COMPANY. 


Per Ton. 


263,500 tons stoped 

263,500 tons trammed 

203,597 tons hoisted 

263,500 tons, mine maintenance and pumping. 
320,000 tons developed 


$ 1.68 

0.08 

0.10 

0.18 

0.50 


Total per ton 


$2.60 


These figures are as low as those of the Portland mine at Cripple Creek, 
figured on the same basis. They are not far above those of the Tamarack, or 
the Calumet & Heola, where the volume of material in the same area is more 
than double, and lower than equivalent work in the Mysore mine. The two 
veins at the Robinson are 18 and 42 inches wide and an effort is made to carry 
the stopes as narrow as possible. Table 624 gives the milling costs, including 
the secondary treatment at the Robinson mine. 
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GENERAL IDEAS ON MILLING. 

TABLE 624. MILLING COSTS AND SECONDARY TREATMENT. 
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Crushing and sorting, 203,597 tons 

Transport to mill, 180,400 tons 

Milling and maintenance 

Power 

Per Ton. 

$0.09 

0 03 

0 43 

0 23 

Secondary Treatment 

$0.77 

Vanning, concentrating 


Cyaniding and chlorination 

0 70 

Total treatment 

$1 




Here we have ore worth $20 a ton, treated wdth an extraction of 89.3% 
at a cost that seems low enough. Table 625 gives the general expense at the 
Robinson mine based on 263,500 tons a year. 

TABLE 625. — GENERAL EXPENSE AT ROBINSON MINE. 


Per Ton. 


General maintenance $0.08 

General charges 0.28 

Machinery, plant, and buildings 0.36 

Snecial ciuirges 0.09 

ConatrucLion 0.18 

Total $0.99 


If all the rock broken., therefore, were ti’eated, we should find the comparison 
with the costs already given as shown in Table 626. 

TABLE 626. COMPARISON OP COSTS PER TON MINED AND PER TON inLLED. 



Per Ton 
Milled 
(as given). 

Per Ton 
Mined. 

TVyTininfr 

ftoon 


^eatment 

iSt 



*L54 

General expense 

1.18 

0.81 

Construction 

0.25 

0.18 

Totals 

$6.90 

$5.13 


As a mining camp grows older the working costs almost invariably decrease, 
providing the camp maintains a healthful activity with advancing years. This 
has been the case at the Witwatersrand. These ores will probably soon be 
mined with all working and construction costs for 355 per ton. 

§ 1620. Labor Costs. — It is said that white people average to receive $4.60 
per day and colored laborers $0.66 per day, and they are employed in the pro- 
portion of 9.2 colored men to one white man. The average wages are probably 
about $1.18 per day. _ _ 

An- exact comparison of costs and wages in different localities cannot be 
made because the rocks and conditions are different. In the Rand the rock 
is harder than at Cripple Creek, and the openings probably average larger, 
but on the other hand, there is less water to pump. Table 627 gives the average 
development costs and wages at various localities. 
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TABLE 627. AVERAGE DEVELOPMENT COSTS AND WAGES IN DIFFERENT 

DISTRICTS. 



Per Foot. 

Wages per 
Day. 

Rand, average for shafts, drifts, raises, etc 

Kolar, average for shafts, drifts, raises, etc. 

Cripple Creek, average for shafts, drifts, raises, etc 

$ 20.00 

23.00 

14.00 

$1.18 

0.36 

3.40 


Iron. 

§ 1621. Eastern United States. — The cost of producing Eastei*n iron 
ores and concentrates varies considerably in mines of the same district and 
even more so in mines of different localities. In Virginia, for instance, in the 
early part of 1908, the output per man in the same district varied from 0.54 
to 2.24 tons, with an average of about 0.91. The average mining cost was 
about $1.90 per ton, while the expense of washing was only $0,058 per ton. 
The cost of loading the product and tending the spitzlutte amounted to $0.20 
per ton of product. 

The expense of mining and milling 153,504 tons of crude iron ore at a plant 
in the vicinity of Hibernia, New Jersey, in the year 1905, amounted to about 
$1.50 per ton as shown in Table 628. 

table 628. — COST op mining and milling iron ore in the vicinity of 

HIBERNIA, NEW JERSEY. 



A very large Eastern iron company reports the cost of mining and milling 
per ton, in 1907, as $1,165 and $0,620 respectively. These costs are given 
in considerable detail in Table 629 and represent the average cost to a very 
large company handling, with magnetic separators, a large amount of com- 
paratively high-grade ore. 


TABLE 629. — DETAILS IN THE COST OP MINING AND MILLING EASTERN IRON 

ORE. 

Tonnage. Run of mine ore in 1907 5 (J 0 037 tons. 



Labor per 
Ton. 

Supplies per 

Total per 
Ton. 

Superintendence, captains, shift bosses, and timekeepers 

Stoping 

$0,040 

0.261 

0,313 

0.013 

0.026 

0.008 

$0,159 

0.017 

0.021 

0.021 

0.007 

$0,040 

0.420 

0.330 

0.034 

0.046 

0.015 

Tramming (underground) tracks and cars 

Pumping 

Exploration and development 

Underground expense 

Total mining (underground) 

$0,660 

$0,039 

0.006 

0.027 

0.010 

$0,225 

$0,064 

0.000 

0.001 

0,012 

$ 0,886 

$0,093 

0,006 

0 . 0 *.d 

0.022 

Hoisting 

Top landing, tramming (surface), railroad tracks, and yards 

Stacking, sorting, and loading ore 

Crushing ore 





